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INTRODUCTORY NOTE. 



Chemical Laboratory of Kentucky Geological Survey, ) 

Lexington, Ky., June lo, 1879. j 

Prof. John R. Procter, Director of Kentiuky Geological Survey : 
Dear Sir : Herewith I respectfully submit to you the results 
of the chemical work performed in this Laboratory for the 
Geological Survey since the publication of my last report. 

Yours, &c., 

ROBERT PETER. 
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Of the one hundred and fifty-two new analyses reported on 
the following pages, there are of — 

Soili, lubioilt, and under-claya 90 

Claya and marly clay* and ihales 35 

Limeitones 13 

Wateri 8 , 

Coali 5 

Silicious residnei of.soili 5 

The soils examined show, as usual, a great variety of com- 
position, as may be seen in the following table of their ex- 
tremes of variation : 
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Columns (a) and (^) give the chemical composition of very 
rich and very poor soils ; but being made up of extremes from 
the various soils, they do not represent the composition of any 
one of them. As may be seen by reference, these extremes 
are not quite so great as those reported in Volume IV and 
in the first part of this volume of these Reports. 

Summing up all the soil analyses which have been made 
and reported, by the writer, for the Geological Survey of 
Kentucky, since its commencement in 1854, under the late 
David Dale Owen, M. D., to the present time, he finds them 
to numbei seven hundred and seventy-two; including soils, 
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subsoils, and under-clays from eighty-seven counties of the 
State. 

Of these, there were only one sample each from ten counties, 
two samples each from six counties, and three each from fifteen 
counties. From twenty-nine counties no samples of soils have 
as yet been collected. Of those reported in the following 
pages, nearly one half were collected in the year 1859, from 
the eastern coal field of our State, by Joseph Lesley, jr., then 
Geological Assistant in the Survey under Dr. Owen. These 
specimens of soils, having been carefully preserved in a dry 
place since the time of their collection, have remained un- 
changed, and their analyses are interesting, as proving that 
even in this sparsely settled mountainous region of Kentucky 
the soil is generally susceptible of profitable cultivation. 

It is to be specially noted that, as the greater part of the 
soils of our State have been produced, in the localities in which 
they are found, by the disintegration of the superficial rock 
strata, and are not, like most of the soils of the great territory 
north and west of us, made up of mixed detritus which has 
been brought from other regions by the moving force of ice 
and water, the local character of our various soils is more 
dependent on that of their rock substrata than in the great 
territory in question. Hence we generally find our soils to be 
much richer lying on soft limestone or shaly rock strata than 
on the hard sandstones or conglomerates of the coal-measure 
formation Moreover, we find in some of the coal-measure 
soils a considerable proportion of angular gravel or fragments 
of soft ferruginous sandstone or sandy-ferruginous concre- 
tions; and in some the rounded quartzose pebbles of the mill- 
stone grit; while on the extended low plains, called in some 
parts of the State the •* Barrens," because in former recent 
times they were destitute of trees, the smaller proportion or 
absence of gravel indicate formation of the soil under compar- 
atively quiet water, by the wash of the finer earthy materials 
from the adjoining higher lands. 

So far as our investigation has been carried, the soils of 
Kentucky, with the exception of some of those which lie on 
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the mountain slopes and valleys, especially in the coal-fields, 
are composed of materials in a state of very fine division ; so 
fine, indeed, that the so called **sand and insoluble silicates," 
left after the digestion of the soils in chlorohydric acid (spe- 
cific gravity =1.1), will pass almost entirely through the fine 
sieve employed, which has 1,600 meshes to the centimeter 
square. Nowhere in the State have we found soils containing 
coarse sand, like some of those in the north or northwest of 
our continent. Hence, in the examination of our soils, ** silt 
analysis," or the separation of the finer from their coarser 
materials, so useful when applied to some soils, has not been 
deemed of great importance, and has been seldom resorted to 
in the processes used. 

This high state of comminution of our soils, by increasing 
the porosity and extent of surface of their materials, also 
increases their power of absorbing and retaining the fluid, 
dissolved solid, or the aeriform materials of plant-food, and 
greatly improves their fertility. Soils of this character could 
only be formed under quiet waters, or under water at a dis- 
tance from its shores, or by the disintegration in place of rock 
strata which had been deposited under these conditions. 

In the process of the analysis of these soils, tlrcy were 
digested for seven to ten days, on the sand bath, at a temper- 
ature below, boiling, in five times their weight of chlorohydric 
acid, of specific gravity=i.i, a little nitric acid having been 
added to decompose the organic matters. In all of the soils 
reported in this, as well as in the two preceding Chemical 
Reports, the quantities of potash and soda which remained 
in the silicious residue, after digestion in these acids, was 
determined by a separate process, viz: that of ignition with 
a mixture of calcium carbonate and ammonium chloride, 
&c., according to the method of J. Lawrence Smith. These 
quantities, as may be observed by reference to the several 
analyses, are generally quite considerable. 

On comparing the proportions of these two alkalies, sev- 
erally, in the **sand and insoluble silicates" of the soils above 
mentioned, in number amounting to more than two hundred 

VOL. V.-26 
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ajid fifty, we find their extremes to be as follows, calculated 
into the weight of the original soil : 

The percentage of potash in the silicious residues varies 
from 2.910 per cent, in No. 2037, from Harlan county, to 
0.327 per cent, in No. 21 12, from Clinton county. 

The percentage of soda varies from 1.208 per cent, in No. 
2099, from Ballard county, to 0.018 per cent, in No. 1678, from 
Bell county. 

The general composition of several of these silicious resi- 
dues, as ascertained by complete analyses, by fusion with the 
alkaline carbonates, &c., is reported under the heads of Fulton 
and Nelson counties, to which the reader is referred for proof 
of the statement frequently made by the writer, that in this 
silicious skeleton of our soils a considerable proportion of 
silicates are found, which, while they may resist for a time the 
action of even moderately strong mineral acids, may yet, by a 
slow process of natural ** weathering,** measurably renovate 
the fertility of the soil from their reserved store of essential 
mineral elements of plant food. 

In what form do these silicates exist in our soils, is a ques- 
tion of some interest. It has been known for some little time 
that silicates of the Zeolite group are found in soils, and that 
they perform a very important office in that selective, absorp- 
tive power which the soil possesses, by which it can withdraw 
from watery solutions, and hold for the benefit of growing 
vegetables, many essential elements of plant nourishment 
which else would be washed away in the drainage. Such 
silicates, no doubt, exist in our Kentucky soils; but they are 
known to be readily soluble in, or decomposable by, acids. 
It would seem probable, therefore, that the silicates, or the 
partly-weathered remains of silicates, in the silicious residue 
of our Kentucky soils, which had, to a certain extent, resisted 
the prolonged digestion in acids, were more of the nature of 
the minerals constituting the Feldspar group than the Zeolites. 

As has been frequently stated in the reports, this silicious 
residue of our soils frequently left upon the fine sieve more or 
less of small particles, sometimes rounded, but often some- 
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what angular in f6rn^, whicfewiere generally soft enough to be 
crushed by the fingers into a powder fine enough to pass 
through the fine sieve; Until recently, the wrineri believed 
that these small paf tides represented, in their fornv at least, 
those silicates in the soil which had undergone a partial de- 
composition in the acid digestion, and which stitt retained, in 
their soft silicious skeletons, some of those alkalies which were 
found in the silicious residues. 

But observing that the proportion of these residual soft 
particles did not bear any constant relation to that of the 
alkalies in the silicious residue, he was induced to examine, 
by washing with water, some of these soils, which left, after 
digestion in acids, the largest quantity of these so-called 
** partly decomposed silicates," and he was somewhat sur^ 
prised to find that, in these soils at least, these soft particles 
were derived from little concretions in the soil, of the nature 
of so called **shot iron ore," which probably had their origin in 
the infiltration of dissolved oxides of iron and manganese, or 
of calcium carbonate, or may have been originally oolitic 
aggregations in the rocks from whence the soils had been ' 
derived. Be this as it may, however, the important fact re- 
mains, that in the fine sandy or silicious residue of our soils, 
after prolonged digestion in acids, there exist potash, soda, 
lime, magnesia, and even a little phosphoric acid, which mate- . 
rials, although held in pretty firm combination as silicates in 
the insoluble residue, may prolong the productiveness of the 
soils under the slow decomposing action of the atmospheric 
agencies. Another fact is, that these silicates are in a state 
of as minute division in our soils as the fine silicious sand 
itself. 

Of the eighteen new analyses of Clays herewith reported, 
fourteen are of clays from the tertiary formation, and one from 
the quaternary of the southwestern extremity of Kentucky, 
called the ** Jackson Purchase." Three are from the Lower 
Silurian formation in Madison county. 

The tertiary deposits of the first-mentioned region show con- 
siderable variety in their composition and properties. Some 
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are highly silicious or sandy ; some are quite calcareous ; and 
others, containing more alumina, exhibit different varieties of 
clay, some being of the nature of good fire-clay. Those which 
contain a considerable proportion of silicious matter, some of 
which may be in the form of fine sand, and which contain but 
small quantities of iron oxide, lime, potash, or soda, deserve a 
trial as glass-pot clay, provided they are sufficiently plastic, or 
burn sufficiently hard. Others may be available as fire-clay 
for many other purposes, and several would answer well for 
the manufacture of diff*erent sorts of pottery-ware, terra-cotta, 
drain-tiles, bricks, &c., according to their nature. 

Some of these beds, their material being in a finely-divided 
state and friable, might be made useful in the manufacture of 
artificial hydraulic cement, of the character of Portland cement, 
whenever such an industry may be profitable in this region. 
Some of these deposits are so highly quartzose that they could 
be employed in the manufacture of glass. The ** loess *' from 
the quaternary may be locally useful as a top-dressing on heavy 
clay soils, &c. 

The clays reported from Madison county are too readily 
fusible to be used as fire-clays, yet are good plastic clays for 
the manufacture of hard stoneware or some forms of terra- 
cotta, &c. The marly clays and shales from the Silurian lime- 
. stone strata are remarkable for their large proportions of 
potash ; the one from the Lower Silurian in Fayette county 
giving nearly eight per cent, of that alkali. They also have 
considerable quantities of lime, iron oxide, &c., and no doubt 
all contain phosphoric acid, so that their use as fertilizing top- 
dressing on exhausted light soils might be locally beneficial. 
They are too fusible for some kinds of pottery, yet might 
be made into drain-tiles and similar products, or, in some 
cases, into stone-ware. 

The thirteen limestones reported in the following pages are 
mostly from Madison county ; one only from Franklin county ; 
and are interesting mainly because the composition of several 
of them indicates their probable availability for the manufac- 
ture of hydraulic cement. It is true that imperfect trials made 
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of some of these, in the laboratory, with insufficieut appli- 
ances, did ilot give decidedly favorable results in this relation ; 
yet, probably, by a more perfect mode of calcination, adapted 
to their nature, the hydraulic properties might be developed. 

For the purpose of comparison, the writer has appended to 
the table of the composition of these limestones, at the end of 
this Report, that of two undoubtedly good hydraulic lime- 
stones, copied from previous volumes of Reports of Kentucky 
Geological Survey. 

It seems, however, that although we may learn much from 
the ultimate chemical composition of limestones, as to their 
availability for hydraulic cements, there are some necessary 
conditions to the production of these useful compounds not 
yet fully understood or appreciated, as is proved by the cir- 
cumstance that while two different limestones may show, by 
analyses, nearly similar chemical compositions, they may yet 
give products, when calcined, which differ greatly in their 
value as hydraulic cements. 

These conditions may possibly be physical, or what is more 
probable, the silica in the two limestones may be under differ- 
ent chemical relationships. Probably the impure limestone, 
which gives the best cement by calcination, has its silica 
already more or less naturally combined with lime or other 
bases, as silicates or hydrated silicates ; while in the other, of 
similar ultimate composition, the silica may be more in a sep- 
arated, insoluble state, or in firmer combination with other 
elements. This supposition is rendered probable by the fact 
that there are natural hydrated silicates which possess, to 
an eminent degree, the property of forming good hydraulic 
cements by simple mixture with pure quicklime and water. 
The best known of these, the volcanic tufa found near Naples, 
called Pozzuolana, is found to contain a large proportion of 
soluble silica in the form of hydrated silicates ; and it has been 
found by experience, that when the water of its silicates is 
driven off by calcination, it loses its valuable hydraulic prop- 
erties. Most of these Pozzuolanas contain a considerable pro- 
portion of alkalies, varying from more than one to about ten 
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per -cent:, and in the artificial compounds of this kind made by 
caicinihg certain marly clays, at a heat sufficient to burn h'me, 
it is probable that the well-known large proportion ol alkalies 
generally found in these clays is essential in bringing the silica 
into a soluble condition. 

It is now pretty generally acknowledged by men of science 
that the property of hardening under water depends on the 
presence or formation of silicate of lime in the cement. Jn 
this connection it may be well to observe, that in the analysis 
of the hydraulic limestone from Indiana, No. io68^ referred to 
above, it was found that as much as three per cent, of silica, 
soluble in a boiling solution of carbonate of soda, was contained 
in this uncalcined limestone. This amount of silica undoubt* 
edly existed in the rock, in the form of silicate easily decompos- 
able by acids, having been separated by the acids in the soluble 
or gelatinous form. After the calcination of this limestone, the 
proportion of the soluble silica was increased to more than 
fourteen per cent, of the calcined rock. In some of the Ohio 
Falls hydraulic cement, which had been hardened under water 
about twenty-eight years before it was analyzed by the writer, 
he found more than six per cent, of the silica yet in a soluble 
condition. (See Vol. IV, O. S. Ky. Geol. Reports, p. 190.) 

As* the property of hardening under water seems to depend 
on the formation of a silicate of lime, probably also sometimes 
of silicates of magnesia or of iron, the essential conditions for 
hydraulic lime are not only the presence of a sufficient amount 
of silica to form the hard compound which resists the solvent 
action of water, but also that the silica should be in a form 
favorable to its combination with the lime or other bases, 
as well as, most probably, the presence of substances which, 
like the alkalies, may aid in bringing about this combination. 
The alkalies, potash, and soda seem to be the best agents in 
promoting this action, and it has been found by experience, in 
the manufacture of the celebrated artificial Portland cement, 
by calcining a mixture of chalk and clay, that the addition of 
a half to one per cent, of soda is jjreatly beneficial. Magnesia 
also seems to exert a favorable action ; indeed, some mag- 
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nesian limestones, which contain but a small proportion of 
silica, make good hydraulic cement, if calcined at a moderate 
red heat only ; and most of our hydraulic limestones are mag- 
nesian. Pure calcined magnesia, one of the most insoluble of 
the earths, will set quite hard with a proper quantity of water. 
It is probable, as already hinted, that the oxide of iron may be 
useful in hydraulic cements, by increasing their hardness and 
durability, as may also alumina. 

In the manufacture of the artificial Portland cement, a mix- 
ture of impure carbonate of lime, chalk, and clay from various 
sources, is finely powdered and intimately blended, and then 
calcined at a heat sufficient to cause a commencement of vitri- 
fication ; and the best proportions are found to be from twenty- 
one to twenty-three of clay to seventy-nine to seventy-seven 
of chalk. Clay from different localities varies in its proportion 
of silica as much as from less than fifty to nearly eighty per 
cent., causing variations in the properties and value of the 
cement. 

A very good cement, of the kind employed at Boulogne, 
France, is reported to have the following €dmpontion: 

Lime 65.00 

Magnesia trace. 

Alomtna and iron oxide. ••*•••••.•.«.. 8.70 

Alkalies « 45 

Silica 24.45 

Water * 4 .80 



• 



99.40 

It is generally said, that if the proportion of lime falls below 
39.8 per cent. — equal to 70 per cent, of carbonate of lime in 
the uncalcined mixture — the obtained cement may' harden 
quickly, but will not be durable. 

Another very good artificial cement of this kind, reported 
by scientific writers, is that made by M. St. Leger, near Paris, 
France, by calcining an intimate mixture of the chalk of Meu- 
don with 14.3 per cent, of the clay of Vannes. The compo- 
sition of this, after burning, is reported to be — lime, 75.60; 
silica, 15.86; alumina, 7.93, and iron peroxide, 1.62 per cent. 
It is said to be wholly soluble in acids. 
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These remarks and quotations may aid in estimating the 
probabilities of the utility of our impure limestones, &c. 

BALLARD COUNTY. 
SOILS AND SUBSOILS. 

No. 2096 — Soil labeled ** Top soil from t/te ' Barrens ;* four 

years in cultivation in tobacco, three years in corn, and four in 

wlieat ; the last and present year (1878) /;/ tobacco. Fami of 

IV, //. Reeves, about six miles north of Blatulville'' Col- 

lee ted by John R, Procter, 

The dried soil is in friable lumps, of a dirty yellowish-brown 
color. The coarse sieve* separated a few soft, ferruginous 
concretions and a small quartz pebble. 

No. 2097 — '' Subsoil of the field above described. Sample taken 
twelve to eighteen inches below t/ie surfaced Collected by John 
R. Procter. 

The dried subsoil is in friable clods ; its color is somewhat 
lighter than that of the preceding. The coarse sieve removed 
from it only a few small, rounded ferruginous concretions. 

No. 2098 — ** Subsoil of the uplands around Blandville. Taken 
from eighteen to twentyfour inches below the surface. Char- 
acteristic of most of the upland subsoil in the Jackson Pur- 
chase. A silicious loam above the Paducah gravel.'' Collected 
by Jno. R. Procter. 

The dried subsoil is in pretty firm lumps, of a handsome 
brownish-buff or ochreous color, mottled with lighter and 
darker tints. All passed through the coarse sieve. 

No. 2099 — ** Subsoil or under-day of the uplands around Bland- 
ville. Taken several feet below the surface. It crops out just 
below the gravel bed, and is several feet thick. It is observed 
nearly all over the ^Jackson Purchase' where there is much 
soil." Collected by John R. Procter. 

The dried subsoil is of a brownish-buff color, mottled with 
somewhat lighter colored, and showing some thin, dark-colored 

* The coarse sieve used has about 64 meshes to the centimetre square. 
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infiltrations of iron and manganese oxides. All of It passed 
through the coarse sieve. 



No. 2100 — ** Virgin soil. Top soil 0/ bottom land, near Shelton 
and Moore s Mill, on Mayfield cteek. Said to produce good 
hay, but to be otherwise unproductive. Primitive growth, black, 
white, and red oak, sweet gum, elm, persimmon, and hickory.'' 
Collected by John R. Procter. 

Dried soil of an umber-grey color, in quite friable clods, 
apparently containing much fine sand. The coarse sieve re- 
moved from it only a few small, partly-rounded quartz par- 
ticles. 



No. 2 10 1 — ** Top soil from an old field long in cultivation. Bot- 
tom land, on Mayfield creek.'' Collected by John R. Procter. 

The dried soil is slightly lighter colored than the preceding, 
and more yellowish. The coarse sieve removed only a few 
small silicious particles. 

No. 2102 — ''Subsoil 0/ the next preceding. Bottom land on 
Mayfield creek. * * Collected by John R. Procter. 

Clods more firm than those of next preceding, and lighter 
colored, mottled with lighter colored and ochreous tints. The 
coarse sieve removed from it a small quantity of small silicious 
gravel. 

COMPOSITION OF THESE BALLARD COUNTY SOILS, DRIED AT 2i2<» F. 



Organic and volatile matters .... 
Alumina * iron * manganese oxides . 

Lime carbonate 

Magnesia 

Phosphoric acid (PaOs) 

Potash, extracted by acids 

Soda, extracted by adds 

Water, expelled at 380P F 

Sand and insoluble silicates 

Total 

Hygroscopic moisture 

Potash in the insoluble silicates. . . 
Soda in the insoluble silicates. . . . 

Character of the soil 



No. 3096 No. 9097 No. 9098 



4- 
S 



87. 



too. 393 



a. 000 

1.619 

.680 



Surfiace 
soil. 



.06, 


8. 


.904 


7- 


.095 




.946 

.a89 




.843 




•935 
.lao 


87' 



790 

597 

093 

760 
395 



99- 835 



9.300 

1.489 

.674 



Subsoil. 



9.185 

8.557 
.195 

•544 
.093 

.653 

.450 
87.110 



99.918 



a. 735 
1.085 

.536 



Subsoil. 



No. 9099 



1.565 
7.835 

.645 
.601 

.140 

•«75 
.309 

.435 
87.495 



99.900 



3.300 
3.138 
1.308 



Subsoil or 
under, clay 



No. 8100 



2: 



.910 

j.150 

.«S5 
.968 

.115 

.903 

.364 

1.065 

88.890 



100.490 



1.865 
1.659 
1.150 



Vfrgin soil 



No. 9 101 No. aio9 



9.565 
3.864 

.385 
.163 
.061 
.319 
.363 
.635 
99.010 



100.364 



1.075 

1.358 
.616 



Old field 
soil 



3.135 
5.088 

•«45 

.184 
.077 
.876 
.139 
.675 
91.570 



100.369 



1. 135 

1.401 

.911 



Subsoil . 
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Some differences were observed in the silicious residue or 
sand and insoluble silicates of these several soils, when sifted 
with fine bolting-cloth, which had about 900 meshes to the 
centimetre square. For example, while that of Nos. 2096, 
2097, 2098 all passed through except very few small hyaline 
or reddish quartz particles, Nos. 2099 and 2100 left upon the 
bolting-cloth a considerable proportion of small particles of 
partly decomposed silicates or concretions ; the silicious skel- 
etons, as it were, of these substances, from which most of their 
soluble ingredients had been removed by the acids in which 
they had been digested, were generally so soft as to be easily 
crushed under the finger; after which crushing, they readily 
passed through the bolting-cloth. The bolting-cloth also sep- 
arated from them a few small quartzose particles, hyaline, 
opake, and reddish. No. 2101 left none of these soft remains 
of decomposed concretions on the bolting-cloth, but a few 
small quartzose particles ; while No. 2102 gave a few of these 
soft, partly-decomposed particles, and rather more of the small 
quartzose granules than the next preceding soil. 

These Ballard county soils, if well drained, no doubt are 
good productive soils under good management. In all of 
them, however, except, perhaps. No. 2096, the proportion of 
organic and volatile matters is quite small, and this, as might 
be expected, is particularly to be noticed in the deep subsoil 
or under-clay. No. 2099 J ^^^ ^^is deficiency might be supplied 
by the culture of clover or other green crops, to be plowed 
under after or without grazing. They all contain enough of 
lime and magnesia, as well as of potash and soda; some of 
them, indeed, contain more than the average proportion of 
these essential alkalies, not only in a condition to be imme- 
diately available for plant nourishment, but also as a consid- 
erable reserve in the insoluble silicates. Nos. 2097, 2101, 
and 2102, containing but a moderate proportion of phospho- 
ric acid, would no doubt be greatly increased in fertility by 
the use of phosphatic fertilizers, such as ground bone, super- 
phosphate, guano, &c. Nos. 2101 and 2102 contain more 
than the average proportion of fine sand and insoluble sili- 
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cates, and but a small quantity of alumina, &c., &c., and 
consequently may be less durable naturally than some of the 
others ; but the state of very fine division of their silicious 
constituents compensates, measurably, the paucity of the clay 
ingredients. The so-called ** barrens" soil is one of the 
richest of them all. 

CLAYS OF BALLARD COUNTY. 

No. 2103 — ^'Ochreous Clay, from southern part of Ballard 
county y Collected by John R, Procter. ** Will it make a 
good and durable paint? Found in several parts of this 
county. 

In friable lumps of a yellow ochre color, with some little 
infiltration of whitish material. It becomes soft and plastic 
when placed in water. Mixed up with a large quantity of 
water, and allowed to stand at rest for a few minutes, a por- 
tion of fine sand, equal to about twenty-six and a half per 
cent., settles to the bottom of the mixture, while the ochreous 
material remains suspended in the water for a considerable 
time in consequence of its fine state of division. 

This fine sand is composed of small, rounded grains of trans- 
parent quartz, colored light buff by a little adhering ochreous 
material ; it contained a few small spangles of mica. 

It would be easy, by this simple process of washing, to sep- 
arate the ochre from the fine sand with which it is naturally 
mixed. The washed ochre, although not very bright, is of a 
good color* and could be very well used for a cheap and dura- 
ble paint for outside work. Calcined in the fire, it becomes 
of a good Venetian red color. 

No. 2104 — ** Clay, at least four feet thicks from near Moore s 
Mill, Base of hill on the north side of the Columbus a7id 
Blandville road ; one mile southwest of Blandville,'' Col- 
lected by John R, Procter. 

Clay in friable lumps ; generally of a very light grey color, 
nearly white; mottled somewhat with ochreous material. It 
is quite plastic with water, and calcines of a light salmon color. 



i8 



CHEMICAL REPORT. 



Quite refractory before the blow-pipe. Washed several times 
with water, allowing ten minutes each time for subsidence, it 
left nearly 48 per cent, of quite fine white sand, which was so 
fine, indeed, that it was somewhat plastic while wet, and ad- 
herent when dry. 

On comparing the composition of this clay with that of the 
celebrated German Glass Pot Clay, so extensively imported 
by our glass manufacturers, a remarkable resemblance is ob- 
servable. That the comparison may be made by our readers, 
we copy here the results of two analyses of the German clay, 
from Geological Reports of Kentucky, Vol. IV, N. S., p. 163, 
marked H and I, and place them by the side of that of the 
clay above described. No. 2104, as follows: 



COMPOSITION, DRIED AT 2i2«' F. 



Silica, including pure sand. . . . 

Alumina 

Iron peroxide 

Lime 

Magnesia. . • 

Potash 

Soda 

Water expelled at red heat and loss, 

Total 



No. 2104. 


H. 


74.460 


70.860 


18.070 


20.900 


^Ml 


1.360 


.3»4 


.347 


.245 


.220 


.940 


.578 


.021 


.112 


4.317 


6.800 


100.000 


101.377 



73-660 

19.460 
1.560 

.168 

.209 

.520 

.046 
6.200 



101.823 



If this clay is in sufficient quantity in this locality, it cer- 
tainly deserves trial in the glass-house for this important use, 
as the importation of the German clay for glass pots, now 
considered indispensable, is quite expensive. At all events, 
this No. 2104 is quite a refractory fire-clay, although it con- 
tains more potash than the imported article, which may possi- 
bly impair its value in this respect. 

Other sandy clays; one from Graves county, No. 2143, and 
one from Hickman county. No. 2162 of present report, closely 
resemble this in composition, but containing rather more pot- 
ash; also deserve trial in this relation. 
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No. 2105 — ** Clay, from the farm of Mr. T. D. Campbell, in 
South Ballard county. * ' Sent, by John R. Procter. 

In a friable lump, as soft as chalk, of a handsome, light pur- 
plish-grey color, presenting a somewhat stratified appearance, 
because of interrupted thin laminae of lighter material. It 
shows a few ochreous specks, and appears to be somewhat 
sandy. 

Washed in water, it left fifty-four per cent, of very fine 
sand of a light lilac color, some more of still finer sand being 
left in the washings. It is quite plastic, decrepitates strongly 
when exposed to heat, unless it is thoroughly dry. Calcines 
hard ; of a handsome light purplish-grey color. Before the 
blow-pipe it proved quite refractory. 

COMPOSITION, DRIED AT 212^ F. 

Silica 67.501 

Alumina, &c 23.051 

Iron peroxide 2.109 

Lime 257 

Magnesia 065 

Potash 412 

Soda 020 

Combined water, &c., and loss .6.585 

Total * 100.000 

This clay would, no doubt, answer well for many forms of 
pottery, as well as for fire-bricks. But for the somewhat un- 
due proportion of iron oxide, it might probably serve all pur- 
poses of the most refractory clay. 

No. 2106 — '^ Impure sand, from T, D. Campbell, southern part 
of Ballard comity '' 

A dirty, olive-brownish sand, abundantly mixed with ochre- 
ous or ferruginous material, mottled with blackish, containing 
some ochreous sandy concretions. 

Digested in chloro-hydric acid, it left nearly ninety-eight 
per cent, of sand, composed mostly of rounded grains of 
hyaline quartz, mixed with some very fine sand, and some few 
rounded pebbles of milky quartz of various sizes. The acid 
dissolved out of it less than two per cent, of alumina and iron 
and manganese oxides, with traces of lime, magnesia, &c. 
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This sand would answer well for the manufacture of the 
common kinds of glass in extensive use, as well as for mixing 
with cement and mortar for building purposes, &c. 

MINERAL WATERS FROM BALLARD COUNTY. 

No. 2107 A — ** Water from the 'Bluff Spring' O71 the road 
from Columbus to Cairo, i^i the viilk-sick region, and supposed 
by some to cause this sickness.'' Sent for examinatio7i by Ho7t. 
S. H. fenkins. 

The water had deposited a considerable brownish sediment, 
which did not all dissolve in chloro-hydric acid. 

Qualitative analysis showed the presence of some free car- 
bonic acid, much of bi-carbonates of lime and magnesia, some 
little bi-carbonate of iron, and of chlorine and sulphuric acid 
in combination. 

The water had a slightly alkaline reaction, and the spectro- 
scope showed the presence of a trace of lithium. There is no 
reason to suppose that this water has anything to do with the 
causation of milk-sickness. 

No. 2107 B — ** Water from t/ie ' Mahon Spri7ig' Said to be 
unhealthy y and by some thought to cause milk-sickness." Sent 
by Hon. S. H. fenkvis. 

Qualitatively examined, it gave similar reactions with the 
water from the ** Bluff Spring," but did not seem to contain as 
much iron; and there was no brown sediment in the bottle 
containing it. 

A weighed portion of this water, evaporated to dryness, left 
only 0.36 per thousand of the water of whitish saline residue, 
dried at 212°. The soluble part of this had an alkaline reac- 
tion, and the spectroscope showed the presence in it of soda 
and lithia. 

It seems to be a perfectly wholesome water, although, like 
the above, somewhat **hard'' from the presence of lime and 
magnesia bi-carbonates. The water A is also slightly cha- 
lybeate. 
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CLARK COUNTY. 

No. 2108 — *' Water from a bored well, seventy-two feet deepy near 
Winchester, Bored through limestone and so- called 'soap- 
stone' {or marlite)^ Brought by Mr. B. F. Vanmeter, and 
analyzed for him. 

The water was slightly alkaline in reaction, contained no 
hydrogen sulphide, and had formed no sediment in the bottle 
in which it was brought to the laboratory. 

Evaporated to dryness, looo parts of the water left only 
0.5912 part of saline matters, dried at 212° F. These were 
quite alkaline in reaction, and the spectroscope showed the 
presence in them of soda, lithia, potash, strontia, and a doubt- 
ful trace of baryta. 

Qualitative analysis detected much chlorine, some carbonic 
acid, and a little sulphuric acid, in combination with a consid- 
erable proportion of lime and magnesia, as well as with the 
bases above mentioned, but no sensible quantity of iron. 

This water is much more free from saline matters and hy- 
drogen sulphide than what is usually obtained by boring to 
such a depth in this limestone region. 

CLINTON COUNTY. 
SOILS. 

No. 2109 — ** Virgin soil from the farm of Lewis Huff, at the 
north end of the * Copperas Knob,' at Htiff's coal bank; one 
mile east from the * Livingston road * and from Mr. Huff's 
hotise ; about three miles west of south of Long's Gap. Geo- 
logical position, on tlie first terrace above the sub-carboniferous 
limestone, and the second below coal, and on the steep terrace 
slopes of the coal-bearing sandstone and shales. ' ' Collected by 
foseph Lesley, Jr., fuly, 1859. 

The dried soil is friable, and of a dark umber-grey color. 
The coarse sieve separated from it 22.4 per cent, of irregular, 
slightly-rounded fragments, some pretty large, of ferruginous 
sandstone or silico-ferruginous concretions. The analysis giv- 
en below was of the **fine earth** separated from these frag- 
ments by the coarse sieve ; and the ultimate value of these 
soils must therefore be discounted by the amount of these 
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coarse, rocky fragments thus separated. The bolting cloth 
removed from the silicious residue (stated as sand and insolu- 
ble silicates) a considerable proportion of small grains of partly 
decomposed concretions or silicates, easily crushed to fine 
powder, and a few small, rounded quartzose particles. 

No. 21 lo — ** Surface soil frojn the same field as tlie preceding. 
Was cleared in 1853. Has been in corn every year, includi7ig 
the present (1859)." Collected by Jos. Lesley, jr. 

The dried soil resembles the preceding; is very slightly 
darker than that. The coarse sieve removed from it 27 per 
cent, of ferruginous silicious fragments ; some large ; not 
rounded. 

The bolting-cloth separated from the sand and insoluble 
silicates only a small proportion of particles of partly-decom- 
posed concretions or silicates, and a very few small, rounded 
grains of white quartz. 

No. 21 1 1 — '^ Subsoil of the next preceding'' &c., &c. 

This subsoil is slightly darker colored than the preceding, 
which it resembles. The coarse sieve removed from it 14.2 
per cent, of irregular fragments of ferruginous sandstone, not 
much rounded, and a few small, rounded quartz pebbles. 

All the silicious residue, from digestion in acids, passed 
through the bolting-cloth, except a small proportion of soft 
particles of partly-decomposed silicates or concretions, and 
very few small, rounded quartz grains. 

No. 21 12 — ** Virgin soil from the farin of John Wade, on the 
head of Indian creek, on the Monticello and Albany road, six- 
teen and three quarter miles southwest of the former place, and 
seven miles northeast of the latter ; one mile north of Wade s 
Gap, and at the south foot of ' Short Mountain' Geological 
position, sub-carboniferous limestone. ' ' Collected by foseph Les- 
ley, jr. 

This dried soil is of a light brownish-grey color. It is quite 
friable and light. The coarse sieve separated from it as much 
as 29.5 per cent, of angular fragments of chert and somewhat 
rounded particles of ferruginous sandstone. All of its silicious 



CHEMICAL REPORT. 



23 



residue passed through the bolting-cloth except a small pro- 
portion of small, rounded grains of white quartz, and a few 
particles of partly decomposed silicates or concretions. 
No. 21 13 — ** Surface soil from a field across the road from the 
place of the next preceding. Now (1859) in com ; last year in 
wheat; year before in grass. Was cleared in 1803, cind for 
twelve years was set uninterruptedly in corfiy and has been 
cultivated ever since y with not enough manure to speak of* 
Collected by foseph Lesley, jr. 

The dried soil is of a light snuff color, but darker colored 
and more brownish than the next preceding; friable. The 
coarse sieve removed only 4.4 per cent, of somewhat rounded 
ferruginous sandstone fragments, with a few small quartzose 
concretions. All the silicious residue passed through the 
bolting-cloth, except a small proportion of small, rounded 
white quartz grains and a few of partly decomposed silicates 
or concretions. 
No. 21 14 — *' Subsoil of the next preceding'' (Sfc, &c. 

This dried subsoil is very much like the soil next preceding, 
but is of a slightly darker color. It is quite friable. The 
coarse sieve separated from it 8.2 per cent, of somewhat 
rounded particles of ferruginous sandstone. All the silicious 
residue passed through the bolting-cloth, except a small pro- 
portion of small rounded grains of white quartz and a few of 
partly decomposed silicates or concretions. 

COMPOSITION OF THESE CLINTON COUNTY SOILS. DRIED AT 212°. F. 



Organic and volatile matters 

Alumina and iron and manganese oxides . 

L<me carbonate 

Magnesia 

Phosphoric aad (PaOsj 

Potash extracted by acids 

SoKla extracted by acids 

Water expelled at 380° F 

Sand and insoluble silicates 

Total 

Hygroscopic moisture 

« Potash In the Insoluble silicates 

S >da in the msoluble silicates 

Percentage of gravel 

Character of the soil 

VOL. V.-27. 



No. 2109. 



not 



6.615 

.405 
.233 
.166 
.ats 
est. 
1.400 
84.990 



100.004 



No. 91 10 



9 275 
6.687 

.620 
.232 

.«73 

.a74 

not est. 

t.810 

81.165 



100 236 



1.585 

983 

217 

22.400 



1.990 

.098 

.101 

27.000 



Virgin soil' Old field. 



No. am 



No. aii2.|No. 9113 



not 



6.910 

'% 

.223 
.259 
.222 

est. 
1.665 
83.365 



100.075 



3.000 

•;'o£ 

.106 

•093 
•«55 

not est. 

1.550 
92.940 



100.156 



not 



.320 

.129 

a95 

.124 

.071 
.170 
est. 



1.940 
86.790 



99- 839 



X.750 
.972 

.158 
14.200 



Subsoil. 



0.900 

•327 

.269 

39.500 



Virgin soil 



f.8oo 
.726 
.263 

4.400 



No. 3114. 



not 



4695 

6.247 

.195 

.108 

■^i 

est. 
1.500 
86.790 



99.816 



1. 515 

.621 

8.900 



Old field. 



Subsoil* 
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These Clinton county soils are from two different geological 
horizons; Nos. 2109, 2 no, and 21 11 being from the coal- 
measure sandstones and shales, while Nos. 21 12, 21 13, and 
2 1 14 are based on the sub-carboniferous limestone. Strange as 
it may appear, these coal-measure soils seem to be the richest 
in essential ingredients. Were it not for the considerable pro- 
portion of ferruginous sandstone fragments or gravel contained 
in these, they might be classed amongst our most productive 
soils, as their **fine earth,*' the analyses of which are given 
above, contains a full* average proportion of potash, phos- 
phoric acid, lime, magnesia, organic matters, &c. 

The soils Nos. 21 12, 21 13, and 21 14 are somewhat deficient 
in phosphoric acid, and it is remarkable that No. 11 12, the 
virgin soil of the set, is much poorer than the soil of the old 
field. No. 21 13, which has been in cultivation for fifty-six years, 
and that it is quite deficient in lime carbonate as compared 
with that. But this fact, as well as its much larger propor- 
tion of gravel, of a different kind from that of the other, and 
its lighter color, as compared with the soil of the old field and 
the subsoil, indicate that this and these other soils were de- 
rived from different geological sources. 

CRITTENDEN COUNTY. 
SOILS. 

No. 21 15 — " Virgin soil; /uilf an inch below the surface. Soil 
two to four inches deep. Ridge land a mile and a half east of 
tfie Stilphur Springs, Crittenden county. Farm of S. C, B. 
McMican. Soil is derived from sandstone. Supports a gi^oivth 
of blacky white, post, Spanish, a7id some black-jack oaks, poplar, 
hickory, elm, ash, black gum, dogwood, and some sassafras 
and papaw.'^ Collected by C.f. Norwood. 

A light soil, of a grey-buff or drab color. It all passed 
through the coarse sieve except vegetable debris. 

All the sand and insoluble silicates left after digestion in 
the acid passed through bolting-cloth, except a small propor- 
tion of soft grains of partly-decomposed concretions, and a 
very few minute, rounded white quartz grains. 
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No. 21 16 — '' Subsoil of the next preceding ^'^ &c., &c. 

The subsoil is of a brownish-yellow ochre color, in quite 
firm clods. It all passed through the coarse sieve except 
some vegetable debris. The bolting-cloth separated from the 
sand and insoluble silicates more than half its weight of small, 
rounded particles of partly-decomposed concretions, easily 
crushed under the finger, and a very few small, rounded 
grains of white quartz. 

No. 2117 — ''Surface soil on ridge land; from a field in ctilti- 
vationfor eight years; ist in tobacco, id and ^d in com, \tk 
in wheat, ^th, 6th, jth, and ?>th in com. No fertilizers used. 
The soil is from three to six inches deep, derived from sand- 
stone. Sample taken one inch from the surface. Same farm 
as the two preceding.'' Collected by C. f. Norwood. 

All passed through the coarse sieve except vegetable debris 
and a few small ferruginous concretions. The bolting-cloth 
separated from the silicious residue only a small proportion of 
particles of partly-decomposed concretions, and a very few 
minute, rounded grains of white quartz. 

No. 21 18 — ** Subsoil of the next preceding^' &c., &c. 

The dried subsoil is of a greyish-yellow ochre color ; lighter 
than that of the virgin soil. It is in somewhat firm clods, but 
it all passed through the coarse sieve. 

The bolting-cloth removed from the sand and insoluble sili- 
cates about half their weight of small soft particles of partly- 
decomposed concretions or silicates, and only some three or 
four small, rounded grains of white or hyaline quartz. 



36 



CHEMICAL REPORT. 



COMPOSITION OF THESE CRITTENDEN COUNTY SOILS, DRIED AT 212° F. 



Organic and volatile matters 

Alumina and iron and manganese oxides 

Lime carbonate 

Magnesia 

Phosphoric acid (P2O5) 

Potash extracted by acids . . . . • • • 

Soda extracted by acids 

Water expelled at 380® F 

Sand and insoluble silicates 

Total 

Hygroscopic moisture 

Potash in the insoluble silicates .... 
Soda in the insoluble silicates 

Character of the soil 



No. 2115. 


No. 21 16. 


No. 2117. 


No. 2118. 


2.225 
3 629 


2.950 
8.718 


3.260 
4.868 


2.885 
8.173 


.160 


.145 


.270 


.170 


•304 
.086 


.350 
.092 


.214 
.067 


•703 

.I02 


.090 


.309 


.171 


.122 


n. e. 


.118 


n. e. 


n. e. 


.875 
92.705 


•925 
86.665 


1.225 
89.440 

99.515 


.950 
86 . 490 


100.074 


100.272 


99.595 


0.890 


0.925 


1.565 


2.000 


1.876 
.896 


2.023 
.750 


1.707 
.694 


1.755 
•.5S8 


Virgin soil 


Subsoil. 


Old field. 


Subsoil. 



These soils, although derived from sandstone, and contain- 
ing a considerable proportion of sand and insoluble silicates; 
in No. 21 1 5 as much as 92.705 per cent. ; may yet be preserved 
in a fertile condition for an unlimited time by judicious man- 
agement and the use of appropriate fertilizers. What we 
denominate •* sand," however, in the statement of the com- 
position of these and other soils, is in such a state of fine 
division as to pass freely through a sieve having 1600 meshes 
to the centimetre square ; and while it renders the soil light 
and readily permeable by water and the gases, is yet so finely 
divided as to present in some degree the plastic properties of 
clay, as well as the property of attracting and holding, with 
surface attraction, the gases and the fertilizing materials with 
which it is brought in contact. 

The influence of fine division of the soil has been recognized 
by experience, so that the German and French agricultural 
chemists mainly disregard the pebbles and coarse sand which 
enter into the composition of a soil, and estimate its fertility 
by the proportion and composition of the *'fine earth" which 
it contains. This, indeed, has been the method pursued in 
this work for the Kentucky Geological Survey. 
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The soils above described contain quite a sufficient quantity 
of lime and magnesia, and, generally, a good proportion of 
potash; the ridge soil. No. 21 15, showing, however, a slight 
deficiency in this respect ; but as the phosphoric acid appears 
to be in rather small amount in them, the use of phosphatic 
fertilizers would doubtless be profitable ; associated, as they 
always should be, with some nitrogenous material. Their fer- 
tility might, no doubt, also be improved by increasing their 
proportion of organic matters, by the use of barn-yard manure, 
or plowing under green crops, &c. Deep plowing might also 
be advantageous, as the subsoil is rather richer than the sur- 
face. 

FAYETTE COUNTY. 

No. 2 1 19 — ^^ Salt stilphur water from a bored well seventy-one 
feet two inches deep ; six feet and a half of which was throtigh 
soil, subsoil, and under- c lay ; the rest throtigh the hard lime- 
stone rock of the Lower Silurian formation. On the farm of 
Mr. fohn C. Innis, on the Russell road, about seve?i miles 
north of Lexington.'' Brought by Mr. Innis. 

The water contained hydrogen sulphide in notable quantity, 
and carbonic acid. Evaporated to dryness, it left 2.2 parts of 
saline matters, dried at 212°, to the thousand of the water, 
which gave a slightly alkaline reaction with reddened litmus. 

By qualitative analysis the saline matters of this water were 
found to contain much sodium chloride (common salt) ; also 
much lime in combination, some magnesia, and a small quan- 
tity of sulphates, &c. ; in short, the usual saline constituents 
of the rocks of this region, which lie below the surface drain- 
age ; found in the waters of almost all the deep-bored wells, 
and brought out in the waters of such deep-seated springs as 
those of the lower Blue Licks, &c., and which are derived 
originally, no doubt, from the primeval ocean under which the 
rock strata were formed. 
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No. 2 1 20 — '^ Marly clayy occurring in a bed described as being 

a foot and a lialf thick, in tJie Lower Siliirian limes to7te strata 

on Elk Lick, between the Kentucky river and the Lexifigton 

and Richmond Tur^ipike, just above the so-called 'petrified 

falls ' of Elk Licky Collected by Waldemar Mentelle. 

A whitish clay, mottled with brownish ochreous. Quite 
plastic. Effervesces with chlorohydric acid. At a moderate 
red heat it calcines (or ** burns*') of a handsome flesh color, 
which property might commend it for use for terra-cotta, if in 
sufficient abundance. Before the blow-pipe it readily fuses 
into a whitish slag. 

COMPOSITION, DRIED AT 212° F. 

Silica 53.780 

Alumina • 23.260 

Iron peroxide 1.300 

Lime 4.866 

Magnesia .568 

Phosphoric acid (P2O5) .191 

Potash 7.612 

Soda .550 

Combined water, carbonic acid, and loss 7*873 

Total 100.003 

The considerable proportions of lime, magnesia, potash, and 
soda account for the fusibility of this clay at a high temper- 
ature. It resembles the usual marly clay layers of the Lower 
Silurian formation, and contains quite a large proportion of 
combined potash. 

FRANKLIN COUNTY. 

No. 2 1 21 — ''Limestone, supposed to be hydraulic or water lime. 
Kentucky river bluffs ; north side ; at the end of Dam No. 4. 
Bed three to ten feet thick, Trenton Groups Collected by 
fohn R. Procter. 

A pretty compact or fine granular rock ; not adhering to the 
tongue. Some layers laminated and slightly adherent. Gen- 
erally of a dull, dark brownish, olive-grey color. Contains a 
few indistinct, small encrinital joints in the compact portion. 
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COMPOSITION, DRIED AT 212'' F. 

Lime carbonate 70.360 = Lime, 39.401 

Magnesia carbonate 6.784 = Magnesia, 3.236 

Alumina 5*45^ 

Iron peroxide i«342 

Phosphoric acid not est. 

Potash 1. 1 18 

Soda 281 

Silica 14.020 

Total 99-363 

Some of the rock was calcined at a moderate red heat in 
the powdered state, for about one hour. It still effervesced 
a little with acids. Mixed with water into a paste, both with 
sand added and without, and partly immersed in water, both 
samples became only moderately hard. A portion was then 
calcined at a white heat, so that it became partly sintered, but 
the powdered product did not harden as well even as that 
which had been more moderately heated. It seems, there- 
fore, that this does not promise well as a water cement when 
calcined without admixture. Comparing it with the celebrated 
water cement rock prepared near the Falls of the Ohio, near 
Louisville (see table at end of this report), we find that, while 
this Kentucky river rock contains a larger proportion of pot- 
ash than that, it is relatively deficient in silica as compared 
with its lime. Indeed, we found that when calcined it slacked 
hot with water, and showed other properties of ** fat '' lime. 

No. 2122 — ** Waterfront the Kentucky river, collected Just belozv 
the bridge at Frankfort'' by John R, Procter. Brought to 
the Laboratory in a new^ well-glazed stone-ware Jug, stopped 
with a cork. 

The water was slightly turbid, and deposited a light brown- 
ish-red sediment on standing, which contained very fine sand 
and red oxide of iron. It is slightly alkaline in its reaction, 
and left, on evaporation to dryness, only about 0.13 to the 
thousand parts of the water of solid saline residue, dried at 
212 F. This saline residue was very slightly colored with 
brownish organic matter, and consisted mainly of carbonate.® 
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of lime and magnesia, which were held in solution in the water 
by carbonic acid ; some chlorides, no doubt, of potassium, 
sodium, &c. ; a small amount of sulphate of some of the bases 
mentioned ; a trace of alumina and iron and manganese oxides, 
and a little dissolved silica. 

Were it not for the trace of reddish organic matter in this 
water, it would be, after its sediment had been deposited by 
allowing it to stand at rest or removed by filtration, a remark- 
•ably good natural water; and it is probable that it would be 
found more free from saline and other impurities if collected 
above the limits of the town. It would be interesting and 
useful more fully to examine the water of this river, as well 
as of our other rivers, at different seasons of the year, espe- 
cially because the use of these waters may greatly affect the 
health of the public ; and the successful practice of many of 
the industrial arts depends on pure water. 

FULTON COUNTY. 
SOILS. 

No. 2123 — ** Top soil y from Mississippi bottom land, three miles 
southwest from Hickman, Fulton county. Principal growth, 
white oak, hickory^ gum, and beech'' Collected by fohn R. 
Procter. 

The dried soil is in pretty firm clods, of a light yellowish- 
umber color. The coarse sieve * removed from it only a very 
small portion of vegetable debris. All of its silicious residue, 
left after digestion in acids, passed through the finef sieve, 
except a small proportion of small particles of partly decom- 
posed concretions, and only one or two small quartz grains. 

No. 2 1 24 — ** Soil from the surface of a field twelve years in com 
without mamire. Mississippi bottom land, about two miles 
south of Hickman. Yield this season ( 1 878) over fifty bushels 
of corn per acre. ' ' Collected by fohn R. Procter. 

Dried soil in friable clods, of an umber color. 

*The coarse sieve has about sixty-four meshes to the centimeter square. 
tThe 6ne sieve has about 1600 meshes to the centimeter square. 
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No. 2125 — " Virgzft soil, from the land of Dr. G. W. Pascal, 
half a mile north of Fulton, Fulton county.'' Collected by 
John R. Procter. 

The dried soil is in quite friable clods, of a light grey-brown 
color. 

No. 2126 — *' Surface soil, from an old field forty years in cul- 
tivation. Faf^m of Dr. Pascal, half a mile from Fulton. 
Sample taken three to twelve inches below tlie surface.'' Col* 
lected by fohn R. Procter. 

The dried soil of a light yellowish grey-brown color. Clods 
friable. 

No. 2 1 27 — ** Subsoil of the next preceding. Taken from thirteen 
to twenty inches below the surface." Collected by fohn R. 
Procter. 

The dried subsoil is of a brownish-buff color. The clods 
are more firm than those of the preceding soil. The silicious 
residue of this, as well as of the other soils of this locality, 
described above, all passed through the bolting-cloth, except 
a very small proportion of small grains of partly-decomposed 
concretions, and of quartz. The soils all passed through the 
coarse sieve, with a small residue in some of vegetable debris 
and small ferruginous concretions. 

No. 2128 — ** Virgin soil. Farm of Capt. Henry Tyler, three 
miles southeast from Hickman, Fulton county. Growth: 
mostly poplar, maple, white and Spanish oaks, and some 
walnut,'' Collected by fohi R. Procter. 

The dried soil is of a brownish-grey color. The clods are 
friable, and mottled with lighter grey and light ferruginous 
tints. The coarse sieve separated from it but a small propor- 
tion of partly rounded ferruginous particles. Its silicious res- 
idue all passed through the fine sieve except a very small 
proportion of small, rounded particles of partly-decomposed 
concretions, with no quartz particles. 
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No. 2129 — '' Subsoil of the 7text preceding, &c., &c, ; take^i 
twenty 'four ijtches below the surfaced Collected by fohn R, 
Procter. 

The dried subsoil is of a grey-bufT color. The clods are 
quite firm, mottled with darker and yellowish tints. The 
bolting-cloth removed from the silicious residue a consider- 
able proportion of small, soft grains of partly-decomposed 
concretions, but no quartz sand. 

No. 2130 — ** Top soil, first ten inches from staface ; fro77i an 
old field near the location of the next preceding soil, on Capt, 
He7try Tyler s farm, &c,y &c. The land is in coini, as it 
was last year. The yield this year {}%']']) is sixty five bushels 
per acre. There is a good deal of soil similar to this 07i the 
uplands bordering on the Mississippi river. Noticed sijuilar 
soil in the western pai't of Ballard county.'' Collected by fohn 
R. Procter. 

The dried soil is of a dark mouse color. The clods are 
friable. The coarse sieve removed from it only a little vege- 
table debris. 

The fine sieve separated from the silicious residue, left 
after digestion in acids, a notable proportion of small, soft, 
rounded grains of partly-decomposed concretions, and one or 
two quartz grains. 

No. 2131 — ** Subsoil of the next precediiig ; taken c arc ftilly from 
fifteen to twenty four inches below the sjirface. The bulk of 
the sample is from twentyfour inches below the surface.'' Col- 
lected by fo/m R. Procter. 

The dried subsoil is in very firm clods, of a dark mouse 
color. The bolting-cloth separated from the silicious residue 
a very large proportion, about one half, of small particles of 
somewhat rounded, partly-decomposed concretions. 
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No. 2132 — •* Virgin soil ; upland. On Capt, Henry Tyler s 
farm. Timber ^ proportion in the order nained: black walnut, 
white oakf sugar maple, and red oak.'' Collected by John R. 
Procter. 

Dried soil in friable clods, of a dirty drab color. The coarse 
sieve separated only a small portion of vegetable debris. All 
the silicious residue, from digestion in acids, passed through 
the bolting-cloth, except a single small quartz grain. 

No. 2133 — ''Subsoil of the next preceding soil, from Capt. 
Tyler s farm ; taken twelve to twenty- four inches below the 
surface, ' ' Collected by John R. Procter. 

Dried subsoil in firm clods, of a dark buff color. AH passed 
through the coarse sieve. The silicious residue all passed 
through the bolting-cloth, except a small proportion of soft 
granules of partly-decomposed concretions. It contained no 
quartz grains. 
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There is a considerable resemblance between the soils 
Nos. 2123 and 2130. They both seem to be soils of more 
than average fertility, containing, as they do, large proportions 
of organic and volatile matters, and. consequently, of hygro- 
scopic moisture ; also more than the usual quantities of alum- 
ina. &<;., of lime, magnesia, phosphoric acid, and the alkalies, 
and leaving but a moderate quantity of silicious residue when 
digested in acids. If well drained, these soils will doubtless 
be of durable fertility. 

The soils Nos. 2126, 2128, and 2 131 contain more of the 
silicious material than the above-mentioned, and Nos. 2128 
and 2132 seem to be somewhat deficient in immediately avail- 
able potash ; but they contain an average proportion of lime, 
magnesia, phosphoric acid, and generally a large amount of 
reserve alkalies in their silicious residues. Moreover, being 
of a fine texture, their small proportions of alumina, &c., will 
not be as great a drawback to their productiveness as might 
be supposed. The other soils take an intermediate position 
between these two groups mentioned. No. 2125 is to be 
distinguished by its apparent deficiency of phosphoric acid, 
which, however, can be easily remedied by the judicious use 
of phosphatic fertilizers. Organic and volatile matters seem 
to be in small proportion in Nos. 2126 and 2132. The sub- 
soil. No. 2127, also shows but a small proportion; but this is 
a common character of subsoils. 

Although these soils vary considerably in their natural fer- 
tility and probable durability, there is no reason why they all 
may not be kept permanently productive with judicious man- 
agement and the timely use of manures. 

SILICIOUS RESIDUE OF SOILS. 

Desirous of ascertaining whether any notable quantity of 
phosphoric acid, &c., had resisted the action of the acids used 
in the ordinary analyses of soils, in addition to the potash and 
soda, the presence and proportions of which have been de- 
termined in so many of these silicious residues, some of them, 
after thorough digestion in nitric acid, with the addition of a 
little hydrochloric acid in the process for the determination 
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and removal of the soluble phosphoric acid, were analyzed by 
preliminary fusion with the alkaline carbonates and the ap- 
proved processes, with the following results, viz : 

COMPOSITION CALCULATED INTO loo PARTS OF THE SILICIOUS RESI- 

DUES, DRIED AT 2I2« F. 



Silica 

Alumina, with trace of iron . • 

Lime 

Magnesia 

Phosphoric acid 

Potash 

Soda 

Total 



No. 2123. 


No. 2128. 


No. 2132. 


83-931 


88.298 


90.236 


12.043 


6.075 


6.689 


.791 


.744 


.600 


.c8o 


.043 


.044 


.077 


.186 


.039 


2.524 
.808 


1.947 


2.147 


1.569 


1. 167 


100.254 


98.862 


100.922 



Average composition 
of 8 of these residues. 



88.460 

6.789 

not estimated. 

.569 

1. 151 

3-295 



} 



100.264 



It is interesting to note, in these silicates of the soil which 
have resisted the decomposing action of nitric and hydro- 
chloric acids for a space of seven to ten days in the sand bath, 
so much of some of the essential elements of plants and ani- 
mals usually to be found only in small proportion in soils. 
These, although in this present insoluble state, are, as in all 
other silicates, subject to gradual decomposition under the 
ordinary natural agencies, by weathering, as it is termed; 
and hence may be considered as a reserve store of plant-food, 
which may prolong the duration of the productiveness of soils. 
(See, under Nelson county, another of these analyses.) 

CLAYS OF FULTON COUNTY. 

No. 2134 — ^^ Indurated clay from the bhiff at Hickman ; forty- 
five feet above low watery Collected by John R, Procter. 

Clay generally of a grey color, with some light ferruginous 
stains in the fissures. Lumps quite firm when dry, breaking 
with an irregular fracture. Quite plastic with water when 
powdered. It calcines of a light buff color, and fuses before 
the blow-pipe into a grey slag. 

No. 2135 — ** Clay from the bluffs at Hickman; ninety -five feet 
above low water. Is it a fire-clay f Collected by John R. 
Procter. 

In pretty firm lumps, generally of a light grey tint, but is 
considerably mottled with light brownish ochreous material. 
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• 

Quite plastic with water. Calcines of a reddish buff color. 
It is refractory before the blow-pipe; but sintered somewhat. 

No. 2136 — ** Clay from Hickman bluff ; upper part of the town. 
First clay beneath the gravel bed ; about four feet thick. Ter- 
tiary formation'' Collected by fohn R. Procter. 

The dried clay is a light grey tint, colored buff and ferru- 
ginous in parts by infiltration. It is moderately plastic, and 
did not calcine very hard, acquiring a handsome light brick 
color. Refractory before the blow-pipe. 

No. 2137 — ** Clay from Hickman bluff, same bed as that of the 
next preceding y but a quarter of a mile further up the bluff; 
three to four feet thick .'^ Collected by fohn R. Procter. 

This clay is somewhat lighter colored than the preceding, 
and shows very little ferruginous infiltration. It is quite* 
plastic. Burns hard, and of a light greyish-buff tint. Before 
the blow-pipe it fuses with great difficulty. 

No. 2138 — ** Clay from Hickman bluff, upper part of the town^ 

about ten feet below the base of the gravel. Bed about four 

feet thick, with about four feet of potter s clay resting on it. 

It is probably the same as the clay collected from Hamby Hill. 

Tertiary'' Collected by fohn R. Procter. 

The dried clay is in pretty hard lumps, of a light grey color, 
infiltrated somewhat with ochreous material in striae. Quite 
plastic. Calcined of a light brick color. Quite refractory 
before the blow-pipe. 

No. 2139 — '' Clay above the next preceding ; about four feet- 
thick.'' Collected by fohn R. Procter. 

The dried clay is in moderately hard lumps, generally of a 
light lilac-grey, colored on the exterior ochreous and ferru- 
ginous. It is quite plastic; burns hard, of a light grey-buff 
tint. Before the blow-pipe it fuses with difficulty. 

No. 2140 — ** Clay from Hickman bluffs, upper part of tlte town; 
bed about five feet thick, below the next preceding. Tertiary ^ 
Collected by fohn R. Procter. 

Dried clay, of a light lilac-grey color ; in moderately hard 
lumps; stained with ochreous on the exterior. It is quite 
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plastic. Burns quite hard, and of light brownish-buff tint. 
Quite refractory before the blow-pipe. 

No. 2 1 41 — ** Clay ; bed about twenty feet thick, or more ; above 
the railroad track. Upper part of the town of Hickman. 
Tertiary'' Collected by fohn R. Procter, 

Dried clay, in moderately hard lumps ; of a pretty uniform 
light olive-grey color. It calcines quite hard, and of a brown- 
ish-buff color. Quite refractory before the blow-pipe. 

No. 2142 — '"'Loess or Bluff' from Hickman bluff. Quater- 
nary.'' Collected by fohn R. Procter. 

In very friable lumps, of a light grey-buff color. Contains 
remains of land and fresh water shells. It is somewhat plastic; 
not very coherent when burnt; acquiring a very light brick 
color; before the blow-pipe fuses into a light grey slag. 

COMPOSITION OF THESE HICKMAN BLUFF CLAYS, FULTON COUNTY, DRIED AT axa<» F. 



SiUc» 

Alumina 

Iron oxide ...••••••• 

Lime 

Magnesia 

Poufth 

Soda 

Combined water and loss . . . 

Total 



No. 3X34 


Mo. 2135 


No. 9136 


No. 2137 


No. 9138 


No. 9X39 


No. 2x40 


No. ax4X 


64.800 


76.860 


83 380 
9.800 


7«-340 


83.500 


7X.080 


74.100 


77.960 


ax. 070 


X4.600 


X7.190 


9.940 


19.050 


16.460 


13.970 


5.a70 


3.oao 


a.xao 


9.770 


9.500 


a. 810 


9.700 


a. 390 


X.400 


Vi 


•953 


1.6X9 


.358 


.6a7 


•3§* 


.«34 


.050 


.187 


.909 


.«73 


.40^ 


.187 


.X63 


.646 


.736 


.6x7 


.995 


.539 


..S78 


.559 


.797 


.3oa 


«57 


.118 


.939 


•i29 


.•as 


•»35 


.xa4 


6.56a 


3-794 


a. 815 


5-7aa 


a. 881 


5.937 


5.50X 


4.469 


100.000 


xoo.ooo 


100.000 


too.ooo 


too.ooo 


100.000 


100.000 


100.000 



68.860 

13.980 

9.240 

9.587 

x.i8a 

1.773 
x.a78 
a. too 

100.000 



It is evident that the Tertiary bluffs, from which these clays 
were collected, offer some valuable nraterials to the industrial 
arts. Some of these are quite refractory in the fire, especially 
Nos. 2136, 2138, 2140, and 2 141, and would probably make 
good fire-bricks, &c. ; others of them could be employed for 
terra-cotta work and other forms of pottery; while some of 
these abundant deposits might, no doubt, be used with ad- 
vantage, in mixture with the more calcareous soft material 
found in some of these beds, in the manufacture of hydraulic 
cement of the character of the celebrated Portland cement. 
The loess layer material might be made useful as top-dressing 
to heavy clay soil. 
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GRAVES COUNTY. 

No. 2143 — *• Clay^ from Wm. P. Amett's land, on Panther 
creek. The bed shows eight feet above tJie creeks Collected 
by fohn R. Procter. 

Clay of a uniform grey color, apparently quite sandy. 
Washed with water, it left about sixty-three per cent, of 
fine sand of an umber-grey color, containing small spangles 
of mica and some coarser grains of transparent quartz. It 
is quite plastic, and burns of a light salmon color; does not 
become very hard unless exposed to a very high temperature. 
It is refractory before the blow-pipe. 

COMPOSITION, DRIED AT 212O F. 

Silica • 75.550 Of which 63 per cent, of fine sand. 

Alumina i6-75i 

Iron peroxide 1.198 

Lime ••• a trace. 

Magnesia 144 

Potash • . 1.094 

Soda 216 

Combined water and loss 5*047 

Total 100.000 

This clay resembles that from Ballard county, No. 2104, 
which is compared with the German glass-pot clay ; but both 
this and that contain more potash than the foreign material, 
which may possibly cause it to be less available to the glass- 
maker. It could no doubt be made useful for many purposes, 
as a fire-clay as well as for various pottery applications. 

No. 2144 — Bituminous Shale, labeled ''Brown coal , from Mr. 
Wm. Ametfs land, on Panther creek, six miles east of May- 
field^ on the Columbus and Hopkinsville road. Bed showing 
about three feet above the creek, said to be several feet below that 
level. ^^ Collected by John R. Procter. 

A soft laminated, bituminous shale or clay ; of a dark choco- 
late color, showing numerous impressions of vegetable leaves. 

composition, dried at 2120 F. 

Vo?aX?oiSbZfrai...;rs'. : \ \ \ \ \ l ! '. .^eiiU^otal vol.til. mat.ers-«.3S 
SS ::^' ne is; I'hh '! : ::::::::: ; J^}To.alp«lv.r«lentcoke-79^ 

100.00 100.00 

vox-. V.-28. 
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The ash was found to contain a considerable proportion of 
alumina, some little lime and magnesia, as well as a trace of 
phosphoric acid. As this material only contains a little more 
than thirty-six per cent, of combustible matters, it could scarce- 
ly be made available as a fuel. Possibly it may find use as a 
cheap pigment. 

GREENUP COUNTY. 
COALS. 

No. 2145 — ** O^/ {No. 3). splint coal sampled from the stock 
pile of the Fulton Coal Company,*' By fohn R. Procter, 

The coal breaks into irregular laminae, which have some 
fibrous coal between them, and some fine, granular pyrites in 
parts. The fibrous coal shows the shape of portions of reed- 
like leaves in some of the laminae. Generally the coal pre- 
sents a glossy, pitch-like appearance. 

No. 2146 — ''Coal {No. 4). Camiel coal from Indian Run, 
Greentip county. Sampled from the stock pile of the Fulton 
Coal Company.'^ By fohn R, Procter. 

A very tough cannel coal ; imperfectly and irregularly lam- 
inated, with no fibrous coal between the laminae, and very 
little appearance of granular pyrites. It is generally of a 
dull black color, but some portions have an ebony-like gloss. 

No. 2147 — ** Coal {No, 4). Cannel coal from Chinns Branch, 
three miles above Greenup. Sampled from the stock pile of the 
Fulton Coal Company.'* By foht R. Procter. 

This resembles the next preceding, but is not quite so 
much laminated ; some portions give a large conchoidal frac- 
ture. It shows very little fibrous coal or granular pyrites. 

No. 2148 — ** Coal No. 7 {Coalton); from the Fulton Company 
tract. Sent for analysis by fames A. fohnson. Average sam- 
ple of a barge load, ** 

A pure-looking, bright, pitch like coal, quite firm, with much 
handsome iridescence on some of the surfaces of its cuboid 
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blocks. It does not break into regular laminae, although it 
shows irregular lamination, with very little fibrous coal be- 
tween, and no visible granular pyrites. Has some bright 
pyritous scales in some of the joints. 

COMPOSITION OF THESE GREENUP COUNTY COALS, DRIED AT 2i2« F. 



Specific gravity . . 

Hygroscopic moisture . . . 
Volatile combustible matters 
Coke 

Total 

Total volatile matters. . . . 
Fixed carbon in the coke . • 
Ash 

Total 

Character of the coke . . . . 

Color of the ash 

Percentage of sulphur. . . . 



No. 2145 



i.3"9 



5.00 

39-00 
56.00 



100.00 



44.00 

49.88 

6.12 



100.00 



Spongy. 

Lilac-grey 
1.986 



No. 2146 



1.286 



2 00 

47.36 
50.64 



100.00 



49-36 
38.24 
12.40 



100.00 



Slightly co- 
herent. 
Grey- buff. 

1.554 



No. 2147 



I -33' 



No. 2148 



1.324 



4.80 
36.90 
58.30 



100.00 



41.70 

51.20 

7.10 



100.00 



Dense. 

Lilac-grey 
3-977 



6.00 

33 48 
60.52 



100. CO 



39.48 
56.14 

4.38. 



100.00 



Dense. 

Lilac-grey. 
2.330 



All of these are valuable coals, more especially Nos. 2145 
and 2148, because of their small proportions of ash and sul- 
phur. No. 2147 is nearly as good, but the sample analyzed 
contained more than the average proportion of sulphur. It 
is probable, however, that this excess of sulphur was acci- 
dental in the sample. The cannel coal, No. 2146, which 
would burn with much flame, would answer well under the 
steam-boiler or in the fire-place or cooking-stove. 

HARRISON COUNTY. 

No. 2149 — ''Iron ore; from Thomas Hinkstons land^ Col- 
lected by John R, Procter. 

Generally in conglomeratic lumps, composed of dark colored, 
somewhat friable, limonite concretions, with some soft reddish 
ochreous material interspersed. 
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COMPOSITION, DRIED AT 21 20 F. 

Iron oxide 2i.2CX)ss 14.S4 per cent, of trvn. 

Alumina and phosphoric acid 12. 870 

Lime carbonate 1 . 290 

Magnesia carbonate 6.621 

Silicious residue 49.69') 

Water, &c., and loss ^•329 

Total 100.000 

It contains too little iron for use as an iron ore. 

HENDERSON C0UNT\\ 
SOILS. 

No. 2150 — ** Virgin soil ; woodland pasttcre ; bottom laftd. Farm 
of IV, Thompson, Jive miles from Henderson Station, on the 
L. (Sf S. E. Railroad. Said to be very fertile.'' Collected by 
C, W, Beckham. 

The general color of this dried soil is dark drab. It con- 
tains some moderately firm clods, which, when broken, show 
a mottling of light ferruginous and bluish-grey tints. 

It all passed through the coarse sieve, except some vege- 
table debris and a few small ferruginous concretions. 

The bolting-cloth separated from the silicious residue, left 
after digestion in acids, a considerable proportion of small 
grains, the skeletons of decomposed concretions, with a small 
quantity of small, rounded white quartz grains. 

No. 2 1 51 — ''Surface so'J from a field fifteen ycai'S in cultivation 
in corn, tobacco, and hay. Same locality as the pi'eceding'* 
Collected by C. W. Beckham. 

The dried soil is of a lighter drab color than the preceding, 
and the clods are not quite so firm. It all passed through the 
coarse sieve except vegetable debris and a few ferruginous 
concretions. Its silicious residue, from digestion in acids, all 
passed through the bolting-cloth, except a small quantity of 
small, soft particles of partly-decomposed concretions and a 
very few small, rounded quartz grains. 

No. 2152 — ^^ Subsoil of the next pi-eceding,'' &c., &c. 

The dried subsoil is in very firm clods, which are of a dark, 
brownish-drab color on the exterior surface, and mottled with 
brownish-ochreous and bluish-grey in the interior. 
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It all passed through the coarse sieve. The bolting-cloth 
separated from its silicious residue a very large proportion 
— more than one Jialf of the whole — of small particles, the 
silicious skeletons of partly-decomposed concretions, which 
were easily crushed by the finger on paper, after which they 
passed through the bolting-cloth, leaving only a few small, 
rounded grains of quartz. 

No. 2153 — ** Surface soil from an old field twenty -five or thirty 
years in cultivation ; said to be worn out. From the farm of 
f. D. Rob sard ^ twelve miles from Henderson, on the St. L. & 
S. E. Railroad'' Collected by C. W. Beckham. 

The dried soil is in pretty firm clods, of a dirty brownish- 
buff color. It all passed through the coarse sieve. The 
bolting-cloth separated a considerable proportion of small, 
soft, rounded particles of partly-decomposed concretions from 
its silicious residue, as well as one or two small, rounded grains 
of quartz. 

No. 2154 — ^' Subsoil of the next preceding,'' &c., &c. 

The dried subsoil is in firmer clods than the preceding soil. 
It is of rather a handsome, warm, brownish-ochre color. 

It all passed through the coarse sieve. The bolting-cloth 
separated from its silicious residue a larger proportion of small, 
soft grains of partly-decomposed concretions than from that of 
the preceding soil ; but no quartz grains. 

No. 2155 — ** Virgin soil from woods pasture adjoining the field 
from which the next preceding two soils were taken. Farm of 
Mr. Kluti, near Henderson. Quaternary formation." Col- 
lected by C IV. Beckham. 

This dried soil is quite friable and light, of a brownish ash- 
grey color. It all passed through the coarse sieve, except 
vegetable debris and a small quantity of shot iron ore. The 
bolting-cloth separated from its silicious residue only a very 
small proportion of particles of partly-decomposed concre- 
tions, and only t^ro or three very small, rounded quartz grains. 
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No. 2156 — ''Surface soil; in ailtivation about thirty years; 
principally in corn, oats, clover, and tobacco. Same locality 
as the 7iext preceding'' Collected by C. W. Beckham. 

The dried soil, also light and friable, is of a somewhat 
darker color than the preceding. It all passed through the 
coarse sieve, except a small quantity of shot iron ore and of 
vegetable debris. The bolting-cloth separated from its sili- 
cious residue only a small proportion of particles of partly- 
decomposed concretions, and a very few small, rounded quartz 
grains. 

No. 2157 — '' Subsoil of tlie next preceding, &c., &c. Used for 
making bricks,'' Collected by C W. Beckham. . 

The dried subsoil is of a handsome brownish-yeliow ochre 
color. The clods are very firm. The bolting-cloth separated 
from its silicious residue a large proportion of small, soft 
particles of partly-decomposed concretions, and no quartz 
grains. 

No. 2158 — ** Virgin soil from woods pasture. Farm of S. H. 
Busbey, ten miles from Henderson, 07i the St. L. & S. E. 
Railroad. Quaternary formation." Collected by C W. Beck- 
ham. 

Dried soil of a brownish ash-grey color. Light and friable. 
It all passed through the coarse sieve, except a small quantity 
of shot iron ore and vegetable debris. The silicious residue 
from digestion in acids all passed through the bolting-cloth, 
except two or three small particles of partly-decomposed con- 
cretions and two or three small quartz grains. 

No. 2159 — ** Surface soil from a field twenty-five years in culti- 
vation, adjoijiing the location of the next preceding. Tobacco 
the 07tly crop." Collected by C W. Beckham. 

The dried soil is light and friable ; its color is slightly more 
yellowish or light-brownish than that of the preceding. It all 
passed through the coarse sieve, except vegetable debris and 
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a very small quantity of shot iron ore. Its silicious residue 
all passed through the bolting-cloth, except a very small pro- 
portion of small grains of partly-decomposed concretions and 
two or three small quartz grains. 

No. 2160 — '' Subsoil of the next preceding'' &c., &c. 

The dried subsoil is of a handsome brownish-yellow ochre 
color. The clods are quite firm. It all passed through the 
coarse sieve. The bolting-cloth separated from its silicious 
residue, left from digestion of the soil in acids, a large pro- 
portion of small, soft particles of partly-decomposed concre- 
tions, and only two or three very small quartz grains. 
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Although some of these soils contain more than the average 
proportion of sand and insoluble silicates, and a corresponding 
small proportion of alumina, &c., these are in sudi a state of 
fine division, being fine enough generally to pass through the 
fine sieve with 1600 meshes to the centimeter square, that 
this circumstance does not lessen their productiveness as much 
as might be supposed, while it gives them great permeability. 
Organic and volatile matters are also in small proportion in 
them, except in No. 2050, which has an average quantity ; but 
this deficiency can be supplied by the use of barn-yard manure 
or by plowing under clover or other green crops. They all 
have more than the average of available potash, which, as 
well as their light and friable texture, no doubt adapts them 
to tobacco culture. No. 2 1 54 has much more than the aver- 
age proportion of this alkali. Their greatest apparent de- 
ficiency is of phosphoric acid, which, in Nos. 2152 and 2153 
to 2159, inclusive, falls below the average normal proportion 
in good soils. This defect, however, may find an easy remedy 
in the application of phosphatic fertilizers, especially bone- 
dust or superphosphate, &c. The statement that soil No. 
2153 is ** considered worn out," finds no other apparent veri- 
fication in the chemical analysis than this deficiency of phos- 
phoric acid, which is also found in the other soils mentioned, 
except that its organic and volatile matters are in smaller 
proportions than in any of the other soils, and far below the 
average. 

Notwithstanding these natural conditions, these soils, with 
good management, drainage where necessary, and the judi- 
cious use of fertilizers and a proper rotation of crops, can be 
made and kept quite productive. 

HICKMAN COUNTY. 
CLAYS. 

No. 2 1 61 — '• Clay from chalk bluffy about two miles below Co- 
lumbus ^ Collected by John R. Procter. 

In moderately firm lumps, of a light buff and lead-grey color. 
Has a few ferruginous impressions of vegetable leaves. Seems 
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to be quite sandy, yet is quite plastic and burns hard, and 
of a very light cream color. Refractory before the blow-pipe, 
only sintering a little. 

On washing the air-dried clay with water, it left about sixty- 
nine per cent, of very fine sand, of a drab color, containing a 
few very small spangles of mica. 

No. 2162 — " Clay from the bluffs at Columbus^ upper part of 
the town. Will it make fire-brick?'' Collected by fohn R. 
Procter. 

In somewhat friable lumps, of a very light-grey color; 
almost white; quite sandy. Very little ochreous stain visi- 
ble. It is plastic, and burns hard, of a light cream color, and 
is refractory before the blow-pipe. The air-dried clay, washed 
in water, left 68.5 per cent, of fine sand of a light-grey color, 
nearly white, which is composed of very small, rounded grains 
of quartz, with a few small specks of mica. 

COMPOSITION OF THESE HICKMAK COUNTY CLAYS, DRIED AT 212° F. 



Silica. . . . 
Alumina 
Iron peroxide 
Lii 



.ime 



Magnesia 

Potath 

Soda 

Combined water and lots. 



Total 



No. 2161. 


No. 2162. 


76.360 


S4.918 


14.951 


10.560 


2.109 


1. 102 


.325 


•572 


•173 


.108 


1. 171 


.651 


.125 


not est. 


4.786 


2.089 


100.000 


100.000 



No doubt No. 2162, if it will burn hard enough, would make 
quite refractory fire-brick, and it, as well as the other clay, 
might be made available for terra-cotta and other forms of 
pottery ware. No. 2161 is less refractory, because, doubtless, 
of its larger proportions of iron peroxide and potash. 

Under the head of Ballard county, a comparison was made 
of the composition of one of these refractory clays and that 
of the celebrated glass-pot clay of Germany, and the main 
difference between them was in the larger proportion of pot- 
ash in the Ballard county clay. The same similarity of com- 
position with the glass-pot clay may be observed in some of 
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the Fulton county clays, as well as in the above described. 
Whether this somewhat greater proportion of potash would 
be fatal to the application of these refractory clays in the 
glass-works, is worthy of practical trial on a small scale. 

No. 2163 — '^ Sand from Columbus; above the town. A very 
large deposit. ' ' Collected by John R. Procter. 

A nearly white sand, made up mostly of small, rounded 
grains of hyaline quartz, colored very light purplish with iron 
oxide, and containing a few friable concretions made by infil- 
tration of carbonate of lime. 

Washed in water, air-dried, it left 99.40 per cent, of nearly 
pure white sand. It is no doubt pure enough for the manu- 
facture of any but the very finest kind of glass. 

No. 2164 — **SoiL, LABELED '' Ncw soU ; surface soU ; two years 
in cultivation in corn. Thought to be the prevailing upland 
soil in the county. * ' Collected by John R. Procter. 

In friable clods of a grey umber-brown color. It all passed 
through the coarse sieve, and its silicious residue left on the 
bolting-cloth sieve only two or three small particles of partly- 
decomposed silicates. 

COMPOSITION. DRIED AT 212° F. 

Organic and volatile matters 4.140 

Alumina and iron and manganese oxides 3*^94 

Lime carbonate -495 

Magnesia .232 

Phosphoric acid .156 

Potash extracted by acids 'iSl 

Soda extracted by acids • 5^4 

Water expelled at 380® F. . .• i.oio 

Sand and insoluble silicates 90-^5 

Total 100.568 

Hygroscopic moisture i'735 

Potash in the insoluble silicates 1*^99 

Soda in the insoluble silicates -573 

Although the proportion of sand and insoluble silicates is 
larger than the average, this is a very good soil, containing 
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full average quantities of alkalies, phosphoric acid, and lime. 
Like most of our Kentucky soils, the silicious constituent is in 
such a fine state of division that it has many of the physical 
properties of fine clay, and would not, in ordinary parlance, be 
denominated sand. 

JEFFERSON COUNTY. 
CLAYS. 

No. 2165 — '' Shaly clay {or clay shale) in the limestone layers 
of the * Cvicinnati Group' Lower Silurian, Jeffersontow7iy 
Collected by Rev, H, Hertzer, 

A friable shale, generally of a lilac-grey color, but with 
some whitish portions. When powdered, it is quite plastic 
with water. It calcines of a light brick color ; but before the 
blow-pipe it fuses into a dark-colored slag. 

No. 2166 — '' Shaly clay, of the Keokuk Group, from Coxs 
Knob, fefferson county, ' ' Collected by Rev, H, Hertzer, 

Generally of an olive-grey color. This also is quite plastic 
when powdered. It calcines of a very light brick color. Be- 
fore the blow-pipe it fuses into a dark-colored slag. 

No. 2167 — '' Shaly clay {or clay shale) of the Keokuk Group, 
From the old Deposit Station, fefferson county'' Collected 
by Rev. H, Hertzer. 

A friable shale or indurated clay of a light buff-grey color, 
with ferruginous stains between some of the laminae. 

Quite plastic when powdered. It burns of a light brick 
color, and fuses before the blow-pipe into a dark-colored slag. 

COMPOSITION OF THESE SHALY CLAYS, DRIED AT 2I2<> F. 



Silica 

Alumina with phosphoric acid .... 

Iron peroxide 

Lime 

Magnesia 

Potash 

Soda 

Carbonic acid, undetermined, and water 

Total 



No. 2165. 


No. 2166. 


47.960 


58.840 


2 1 . 340 


19.940 


6.600 


6.000 


5.824 


3.226 


3.524 


•857 


5.264 


4.490 


.250 


.685 


9.238 


5.962 


100.000 


100.000 



No. 2167. 



61.900 

18.520 

6.220 

.123 

1.259 

4.867 

.612 

6.499 
100.000 
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These indurated or shaly and marly clays, usually contain- 
ing a notable proportion of the alkalies, potash and soda, as 
well as of lime and magnesia, with a variable small quantity 
of phosphoric acid, might, in some cases, be profitably applied 
as top-dressing to light soils which are deficient in clay, and 
which have become exhausted by culture. They could also 
be used for terra-cotta work, especially those which burn hard 
and of a handsome color. These might also be used for drain- 
tiles, flower-pots, and other forms of pottery. At a very high 
temperature, in the kiln, however, they would soften or melt. 

MADISON COUNTY. 
CLAYS. 

No. 2168 — ** Clay ; Milton Barlow ; from near Bybeetow7t, 
Bed four feet thick ; in Black shaky Collected by fohn R. 
Procter, 

Clay of a light, warm drab-grey color. Irregularly and im- 
perfectly laminated. Quite plastic. Burns of a delicate light, 
reddish-cream color ; nearly white. Before the blow-pipe it 
fuses into a whitish slag with difficulty. 

No. 2169 — ** Clay of workable thickness; on the road leading 
from Waco to R, Oldham's, about a fnile afid a half from 
Waco, Probably below the Corniferons limestone'' Collected 
by fohn R, Procter. 

A compact clay, generally of a light, olive-grey color, stained 
irregularly with ochreous and ferruginous. Quite plastic. Cal- 
cines quite hard, of a handsome light brick color. Before the 
blow-pipe it fuses into a brownish-grey slag. . 

No. 2170 — ** Indurated clay; farm of C L, Searcy y near Ellis- 
to7i. Beneath the Corniferous limestofie. Bed ten feet thick or 
more. Makes a good soil.'' Collected by fohti R. Procter. 

A' light, olive-grey, laminated clay ; mottled with ochreous 
or orange-colored ferruginous infiltrations. The laminae are 
contorted. It is quite plastic. Burns of a handsome flesh- 
color. Fuses into a grey slag before the blow-pipe. 
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COMPOSITION OF THESE MADISON COUNTY CLAYS, DRIED AT 2I2«» F. 



No. 2170. 



Silica 

Alumina 

Iron peroxide 

Lime 

Magnesia 

Potash 

Soda 

Combined water, &c., and loss 

Total 



No. 2168. 


No. 2169. 


62.560 

24.780 

1.800 


64.566 

20.160 

4.200 


a trace. 


.213 


.3«7 
3.276 

.294 
6.973 


.641 

5 054 
not est. 

5.166 


100.000 


100.000 



62.580 
22.940 

3.760 

.560 

.425 

5.280 

.308 
4.147 



100.000 



These are good plastic clays for the manufacture of ordi- 
nary pottery ware, as well as for ornamental articles of terra- 
cotta, for which use they are adapted because of the pleasant 
tints they assume in calcination. They owe these tints to 
their considerable proportion of iron oxide, which, together 
with their large proportion of potash, renders them unavaila- 
ble as fire-clays. This very circumstance, however, may fit 
them for stone-ware, and for superior kinds of hard, burnt, 
semi-fused, ornamental pottery in the hands of skillful work.- 
men and artists. 

MARLY SHALES OF MADISON COUNTY. 

No. 2186 — ''Marly shale; on the road near A, Lakes place ; 
Drowning creek, 'Niagara Groups Collected by John R. 
Procter. 

An olive-grey and brownish-grey, somewhat firm shale, mot- 
tled in parts ; adhering to the tongue. Quite plastic with 
water when powdered. Calcines of a light brick color. Fuses 
before the blow-pipe into a dark brown, nearly black slag. 

No. 2187 — ** Marly shale or indurated marly clay. On the hill 
two hundred yards north of Dr. Freeman s house. Probably 
the same bed as No, 2167, beneath the Corniferous limestone. 
The bed is six feet thick or more, and contains gypsum!' Col- 
lected by J ohi R, Procter. 

Generally in thin, soft, irregular laminae, of a light olive- 
grey color, irregularly varied with brownish yellow or ochre- 
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ous. It contains gypsum in irregular crystals between some 
of the laminae ; shows some fossil vegetable impressions, prob- 
ably fucoid, on some of the layers. 

It is quite plastic with water. Burns quite hard, of a hand- 
some light brick color. Before the blow-pipe it melts into a 
dark brownish-green slag. 

COMPOSITION OF THESE MARLY SHALES, DRIED AT 2I2» F. 



Silica 

Alumina, &c. . , 
Iron peroxide ..... 
Lime sulphate (gypsum) 
Lime 



Magnesia • . 

Potash 

Soda 

Combined water, carbonic acid, and loss 



Total 



No. 2186. 



42.300 
20.840 

4.120 



13320 
.461 

2.387 

•351 
16.221 



lOO.COO 



No. 2187. 



48.780 
17.320 

3-240 
19.285 



.496 
4.768 

.240 
5.871 



100.000 



Because of the large proportion of gypsum (plaster of Paris) 
contained in No. 2187, and its considerable quantity of potash, 
it would no doubt prove a valuable top-dressing on soil and 
crops where the use of plaster is indicated. The shale No. 
2186 would be useful on soils principally on account of the 
lime which it contains, which is equivalent to nearly twenty- 
four per cent of carbonate of lime. 

No. 2188 — A. ''Rock impregnated with Epsom salt, &c, C, 
L. Searcy s farm, near Elliston. Beneath tlie Conii/erous 
limestone. * * Collected by John R. Procter. 

A somewhat friable ferruginous sandstone, generally of a dull 
brown color, variegated somewhat with other tints. Showing 
minute crystalline specks in the cracks, and between the irreg- 
ular laminae. It contains irregular nodules of chert, infiltrated 
with bright iron pyrites. 

B. Brown powder contained in the sample. Supposed to 
be the result of the disintegration of the rock by the crystal- 
line force of the included salt. 
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The rock (A), when lixiviated with water, gave a solution 
which left, on evaporation and drying at the temperature of 
boiling water, as much as 4.8126 per cent, of the rock of salUie 
matters, principally magnesia sulphate (Epsom salt), with small 
quantities of salts of lime, potash, soda, and iron. 

The brown powder (B) was found to contain only 3.840 per 
cent, of salifte matters, of similar composition. The rock was 
not submitted to analysis, but it is pretty evident that the 
Epsom salt and other sulphates were derived from the reaction 
of the oxidated iron pyrites on the bases contained in the rock. 

LIMESTONES OF MADISON COUNTY. 

No. 2189 — ** SJielly limestone in the bed of Mtcddy creek ; below 
J. Q, Compto7ts. 'Cumberland' shales'^ Probably Clinton,'' 
Collected by John R, Procter. 

Of a dark umber-grey color. Generally quite friable ; some 
portions are compact. 

No. 2190 — ''Impure limestone; top of the ' Ctimberland' shales. 
Upper twelve inches. From below the fnill-dam on Muddy 
creek, Ellis to7t." Collected by John R. Procter. 

A pretty firm, fine-granular, or compact rock, of a handsome 
light olive-grey color. 

No. 2 19 1 — "Impure Ii7nest07te. Top of 'Cumberland' shales. 
From eighteen to thirty i^uhes below the massive bluff lime- 
stone of the Upper Silurian on Muddy creek. ' ' Collected by 
fo/m R. Procter. 

Rather darker colored than the next preceding; color in- 
clined to brownish ; not so hard as that. It contains no bitu- 
men, but some sulphur. 

No. 2192 — " Impure limestone ; resting on the top of the 'Cum- 
berland' shales ; bottom stratum. From bcloiu the mill-dam 07i 
Muddy creek." Collected by f no. R. Procter. 

A granular limestone; jsomewhat cellular; containing some 
petroleum, which gives it a brownish color. It weathers 
ochreous. 
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No. 2193 — '' hnpiire limestone. Niagara. Top stratum, eight 
inches thick. From below the mill-dam on Muddy creek. 
Ellistony Collected by Jolm R, Procter, 

An impure granular limestone; somewhat cellular; dark 
brownish-grey, somewhat mottled. Contains petroleum, the 
infiltration of which gave the dark color to the rock. When 
heated over the spirit-lamp, the petroleum exudes from it. 
It weathers ferruginous. 

No. 2194 — ''Impure limestone. Second from the top, Fro7n 
just below the mill-dam on Muddy creek, Elliston'' Col- 
lected by John R, Procter, 

It resembles the preceding, but is darker colored ; it also 
contains petroleum and some iron pyrites. 

No. 2 1 95 — ** Impure limestone, Niagara, Third stratum from 
tlie top. From below the mill-dam, Muddy creek, Elliston,'' 
Collected by John R, Procter, 

Resembles the preceding ; rather finer-grained and harder ; 
also containing petroleum. Exterior surface weathered ferru- 
ginous. 

No. 2196 — ''Impure li^nestone, Clinton Group? From the 
quarry north of Roger sville. This rock makes good soil,'' 
Collected by Jolm R. Procter, 

A compact or fine granular rock ; non-fossiliferous ; of an 
olive-grey color; in some parts brownish. Not adhering to 
the tongue. It contains no petroleum, but some pyrites. 

No. 2197 — " Limestone from below the Cauda- ga Hi grit y at the 
base of the Corniferous limestone,'' Collected by Jolm R. 
Procter, 

A fine granular, brownish-grey rock. It gives the odor of 
petroleum when heated, and probably owes its brownish tint 
to a small quantity of this substance. 

VOL. V -29. 
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No. 2198 — ''Bituminous limestone from above the Comiferous 
limestone ; three to ten feet thick ; from near Ellis ton.'' Col- 
lected by fohi R. Procter. 

Generally of a dull, brownish-black, or grey-black color. 
Some pieces with bands of a lighter grey tint. It is a fine 
granular rock. 

No. 2199 — ''Impure limestones. Top of the Comiferous lime- 
stofie. Total thickness fftee^i feet; ivith intercalated beds of 
purer limestone six inches thick.'' Collected by fohn R. Proc- 
ter, 

A tough, fine granular or compact rock. Samples from dif- 
ferent levels are mixed ; some of which are brownish-black, 
some umber colored, and some intermediate in tint. 

No. 2200 — *' Limes to7ie ; on the road one mile south of Mrs. S. 
f. Embrys; intercalated with the so-called Black Band, or 
bituminous limestone. To be tested for hydraulic properties." 
Collected by fohn R. Procter. 

A dull buflf-grey, fine granular rock, with some little infil- 
tration of hydrated iron oxide. 



a. 
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These impure limestones vary considerably in their compo- 
sition and properties. Nos. 2192, 2193, 2194, and 2195, from 
the Upper Silurian strata, are quite magnesian, and contain 
considerable proportions of alumina and iron oxide, with but a 
moderate quantity of silicious matter. Many of these magne- 
sian limestones make quite good and durable building stone ; 
but this depends greatly on the mechanical structure of the 
rock. The magnesian limestones also make good quicklime 
when pure, and when silicious or containing much clay, fre- 
quently prove to be good water-limes. A very imperfect trial 
of No. 2195, by calcining a small quantity, proved that it would 
harden in contact with water ; but whether it would become 
very hard by time, or prove durable, was not ascertained. 
Possibly greater care in the experiment, in the burning, &c., 
with more time, would give a more satisfactory result. Its 
proportion of silica, however, is quite small. 

The rest of these limestones were not tried in this relation, 
except Nos. 2189, 2190, and 2200, and these did not harden in 
a satisfactory manner in water. As all of these contain quite 
a large proportion of aluminous and silicious matters, if they 
would make water cement at all, it would be of the slowly- 
setting variety, like the artificial Portland cement, for the 
manufacture of which, with or without the addition of more 
lime, they might possibly be made available. 

Specimens of Corniferous and Silurian limestones, showing 
bright olive-green blotches, specks, and grains, were sent to 
the laboratory to ascertain their nature. This green mate- 
rial, frequently found in a granular form, is the mineral glauco- 
nite, the main constituent of the green sand of the cretaceous 
formation, described in a previous chemical report under the 
number 2067. 

IRON ORES FROM MADISON COUNTY BOG IRON ORES. 

No. 2201 — '' Bog ore from near R, Dudley s, half a viile south 
of the RicJunond aiid Irviyic Turjtpike, A thick deposit, on 
the Black Shale formation'' Collected by fohn R. Procter. 

Mostly soft ochreous material of different light tints, mixed 
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irregularly with some curved laminae of more compact, dark 
colored limonite. 

No. 2 202 — ''Bog ore; Black Shale formation ; on the lands of 
T. P, Estill afid M. T. Todd. Two hundred yards south of 
the Richmond and Irvine Tur^tpike, near Ross blacksmith shop. 
Bed of workable thickness'' Collected by fohn R, Procter, 

Resembles the preceding, but is somewhat darker colored, 
and has more of the hard, irregular limonite layers. 

No. 2203 — ''Bog 07'e ; on the Black Shale for77iation ; a good 
deposit. Near Mrs, Tudor s, on the Richmo7td a7id Irvi7ie 
Turnpike,'' Collected by fohn R, Procter. 

Resembles the preceding. The samples are from different 
outcrops of the same bed, which seems to have considerable 
extent. 

No. 2204 — "Bog ore ; a thick deposit on the road to Red river, 
7iear T Lewis', half a mile west of Ha7*ris' ferry, one 77tile 
from Kentucky river. Resting 07t Corniferous," Collected by 
fohft R. Procter, 

Generally of a dull black color, like earthy manganese per- 
oxide, with some little reddish and yellowish ochreous material 
intermixed. 

COMPOSITION OF THESE BOG ORES, DRIED AT 212® F. 



No. 2204. 



Iron peroxide 

Alumina and phosphoric acid, 

Lime carbonate 

Magnesia carbonate . . . . . 

Silicious residue 

Water, alkalies, &c., and loss, 



Total, 



Percentage of iron 



No. 2201. 


No. 2202. 


No. 2203. 


28.440 

5.240 

.190 

1.279 

56.220 
8.631 


19.800 

9.880 

.380 

1.844 
62.790 

5.806 


30.870 

11.560 

.290 

.897 
49.980 

6.403 


lOO.COO 


100. COD 


100.000 


19.5^90 


13.860 


21.570 



17.300 

14.820 

.130 

1. 041 

56.260 

10.449 



100.000 



12. no 



Generally too poor to be profitably smelted by themselves 
for iron ; although some of them might be used in mixture 
with richer ores, provided the phosphoric acid is not in too 
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large proportion. The ore varies considerably in different 
parts of the bed, and in some localities it might, no doubt, 
yield material for cheap mineral paint. 

No. 2205 — ''Ferruginous shale. Labeled 'Black Band ore' 
IV. B. Combs Knob. Resting on the top of the coal.'' Col- 
lected by John R. Procter. 

A somewhat compact, ferruginous shale, of a dull brown- 
ish-black color, spangled with fine scales of mica. Weathers 
ferruginous. 

COMPOSITION. DRIED AT 2I2« F. 

m 

Iron oxide 19*500, containing 13.650 per cent, of iron. 

Alumina and phosphoric acid . . . 16.360 

Lime . . . ' trace. 

Magnesia trace. 

Silicious residue 39.940| containing 32. 3C0 per cent, of silica. 

Bituminous matter, water, and loss. 24.200 

Total 100.000 

Too poor to be called an iron ore. 

SOILS FROM MADISON COUNTY. 

No. 2206 — ** Top soil from the farm of J. G. Covington^ Muddy 
creek. Probably Clinton shales^ above the Cificinnati Group. 
Has beefi in cultivation for twenty -six years in corn, with but 
two crops of small grain. With an average yield all the time 
of sixty bushels of corn to the acre. Lies above the overflow'' 
Collected by Jolut R. Procter. 

Dried soil of a brownish-umber color; pretty friable. Jt all 
passed through the coarse sieve except a small proportion of 
small ferruginous concretions, and some few small rounded 
pebbles of reddish quartz. The bolting-cloth separated from 
its silicious residue a small proportion of small rounded white 
quartz grains, and very few of partly-decomposed concretions. 

No. 2207 — ** Subsoil from the same field, taken one foot below the 
surface'' dfc, &c. 

The dried subsoil is very slightly darker colored than the 
surface soil, and the clods are firmer. It all passed through 
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the coarse sieve except a small proportion of small ferruginous 
concretions, somewhat rounded. The bolting-cloth separated 
from its silicious residue a rather larger proportion of small, 
rounded white quartz grains than from the preceding, but very 
few grains of partly-decomposed concretions. 

No. 2208 — " Bottom clay under the two preceding'' &c., &c. 

The dried under-clay is of a handsome brownish-yellow 
ochre color. It is in pretty firm clods. It all passed through 
the coarse sieve except a small proportion of small ferrugi- 
nous concretions, and a few small white quartz pebbles. The 
bolting-cloth removed from its silicious residue a small pro- 
portion of small, rounded white quartz grains, and a few of 
partly-decomposed concretions ; a smaller quantity than from 
the preceding. 



COMPOSITION OF THESE MADISON COUNTY SOILS, DRIED AT 212«» F. 



Organic and volatile matters. ..... 

Alumina and iron and manganese oxides 

Lime carbonate 

Magnesia 

Phosphoric acid 

Potash extracted by acids 

Soda extracted by acids 

Water expelled at 380® F 

Sand and insoluble silicates 

Total 

Hygroscopic moisture. ........ 

Potash in the insoluble silicates .... 

Soda in the insoluble silicates ..... 

Character of the soil 



No. 2206. 


No. 2207. 


No. 2208. 


7.240 
10.353 

2.485 

.989 

.387 

.545 
.162 

X.122 
.76.715 


7.150 

10.905 

1.870 

.809 

.300 

.638 


2.950 

11.032 

.220 

.160 

.173 
.359 


1.450 
77.395 


.800 
84.174 


99.998 


100.517 


99.868 


3-275 

1.949 
.206 


3.775 
2.079 

.281 


2.575 
•I. 800 

.407 


Cultivated 
field. 


Subsoil. 

• 


Under-clay 



The upper soil and subsoil present in their composition all 
the characteristics of very fertile soil. The under-clay is not 
so rich as these. 
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WATER FROM MADISON COUNTY. 

No. 2209 — ** Sulphur water from a spring 07i the farm of C. L. 
Searcy, Elliston. In the Niagara Groups Collected by Johji 
R. Procter. 

The water was brought to the laboratory in a jug and 
bottle, both well corked. It retained a slight odor of hydro- 
gen sulphide, and was slightly opalescent from a light precip- 
itate of sulphur. It had deposited a dark sediment, and the 
corks were slightly blackened, as from the presence of iron. 
Testing showed it to be slightly alkaline in reaction. 

COMPOSITION OF SALINE CONTENTS OF THIS WATER, in 1000 PARTS. 



Held in solution by 
carbonic acid. 



Lime carbonate 0.2040^ 

Magnesia carbonate 0322 

Iron carbonate and phosphoric acid 0172 

Silica. C045^ 

Lime sulphate : 4301 

Calcium chloride .0124 

Magnesium chloride 0920 

Potassium chloride. 0380 [-Left dissolved in the 

Sodium chloride 3221 

Soda carbonate 0937 

Silica 0018 j 

Lithium, strontium, and sodium sulphide ....... traces 

Organic matters and loss 3^94 

Total solid matters in 1000 parts of the water '•5774 



water after long boil- 
ing. 



The water also contained free carbonic acid, and, at the 
spring, no doubt, a notable amount of hydrogen sulphide; but 
the quantity of these gases could only be correctly estimated 
at the source. It seems to be a good saline sulphur water, 
containing a small quantity of iron, which would add to its 
medicinal utility. 

No. 2210 — ** Water from an Artesian well one hundred and 
twenty-six feet deep. Bored in the rocks of the Upper Cificin- 
nati Group. About one hundred and fifty feet south of the 
railroad track at Clear Creek Station, and about tivo /umdred 
and fifty feet west of Silver creek, in a bottom. The water 
stands ift the well at thirty-five feet front the surfaced Sent 
by fohn R. Procter. 

On evaporation to dryness, this water left 0.4658 of a 
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gramme of saline matters, &c., dried at 212^ to the thousand 
of the water. 

The composition of which saline matter is as follows : 

Lime carbonate 0.1550I Held in solution by 

Magnesia carbonate 0503 / carbonic acid. 

Iron carbonate and silica n. e. 

Lime sulphate • 0350 

Potasii sulphate 0124 

Soda sulphate • 0096 

Sodium chloride 1467 

Silica. .... cx)6o 

Moisture and loss 0508 

Total saline matters in looo parts of the water .... 0.4658 



This is what is called a **hard'' water; but it contains no 
organic matters or other injurious ingredient. Its small pro- 
portion of sulphate of lime would only tend to form a hard 
crust in steam-boilers when it was used in them for too long 
a time without •* blowing out.'' 

The water of Silver creek was tested at the same time with 
the above described ; also that of a well in the creek ; both at 
the Silver Creek Distillery, Madison county. 

The Silver creek water left, on evaporation, 0.1772 per 
1000 of solid saline matters, slightly stained with organic 
matters. 

The well water left 0.2212 per 1000 of the water of saline 
matters, which also showed a trace of organic matter. The 
composition appeared to be similar to that of the saline mat- 
ter of the Artesian well water. 

Mccracken county. 

No. 221 1 — ''Fire-clay, three a7id three quarters miles south 
of Paducahy on the May field road.'' Collected by John R. 
Procter. 

In friable lumps, generally of a very light grey color, nearly 
white, mottled with a very light ochreous material. 

It is quite plastic. Before the blow-pipe it burnt hard, of a 
light grey color, nearly white, and finally fused with great 
difficulty. 
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COMPOSITION, DRIED AT 2i2« F. 

Silica 64.480 

Alumina with trace phosphoric acid 24.691 

Iron peroxide i . 869 

Lime . ••• ..••....•... •448 

Magnesia .137 

Potash. I •457 

Soda .083 

Combined water and loss 6*835 



Total 100. 003 



While this clay would answer well for the manufacture of 
ordinary fire-brick, and of rather superior varieties of pottery- 
ware, terra-cotta, &c., its considerable proportions of potash 
and iron peroxide might cause it to soften when exposed to a 
very intense heat. 

No. 2212 — ** Subsoil from la^id of Dr. S, B, Caldwell, two miles 
southwest of Padticah, McCrackai comity. This earth, when 
dug up and spread tipon the land, produces good results. 
Quaternary y Collected by John R. Procter, 

The dried soil is friable, and of a light brownish-grey color. 
The coarse sieve removed from it some friable shot iron ore, 
and a small silicious fragment. All its silicious residue passed 
through the bolting-cloth, except a very few small, rounded 
grains of hyaline quartz. 

COMPOSITION OF THIS SUBSOIL, DRIED AT 2i2<> F. 

Organic and volatile matters 1 . 840 

Alumina and iron and manganese oxides 5*883 

Lime carbonate .070 

Magnesia 200 

Phosphoric acid 082 

Potash extracted by acids 186 

Soda extracted by acids 3141 

Water expelled at 380° 485 T Containing : 

Sand and insoluble silicates 90.020-! Potash=i.773 

( Soda = .855 

Total 99.9S0 

Hygroscopic moisture *= 1 .500 per cent. -=1 

No reason appears in the chemical composition of this earth 
why it should act as a fertilizer, except when plentifully ap- 
plied on poor light soils. 
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NELSON COUNTY. 
SOILS. 

No. 2213 — ** Soil from a field on the fann of Mr. fames R, 
Ballard, two miles northwest of Rohan s Knob. The field has 
not been wasted much by cultivation , but in washing away. 
Timber, mostly white oak and ash. Bed rock, black slate and 
Comiferous limestone. * ' Collected by fo/m R. Procter. 

The dried soil is friable, and of a reddish, light brownish 
tint. The coarse sieve separated from it 1.5 per cent, of its 
weight of small, partly-rounded ferruginous fragments. Its 
silicious residue, from digestion in acids, all passed through 
the fine sieve (1,600 meshes to the centimeter square), except 
a small proportion of small particles of partly-decomposed 
concretions, and a few small grains of white quartz. 

No. 2214 — ** Subsoil of the next preceding, teft inches from the 
surface,^' &c. 

The dried subsoil is lighter colored and more yellowish than 
the preceding. Of a light brick color. Its clods are quite 
firm. The coarse sieve separated from it only 0.5 per cent, 
of small ferruginous fragments, partly rounded. The fine sieve, 
with 1,600 meshes to the centimetre square, separated from 
its silicious residue a considerable proportion of small particles 
of partly-decomposed concretions, and only one or two small 
silicious grains. 

No. 2215 — ** Bottom soil orunder-clay of the next precedi7ig, two 
feet from the surface; not penetrated by roots'' Collected by 
fohn R. Procter. 

The dried soil is of a handsome light brownish orange-red 
color, or handsome light brick color. The coarse sieve sepa- 
rated from it I per cent, of small irregular quartz pebbles. 
The fine sieve removed from its silicious residue a small pro- 
portion of small particles of partly-decomposed concretions, 
and of rounded quartz grains, with a few minute silicified 
joints of encrinital stems. 
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COMPOSITION OF THESE NELSON COUNTY SOILS, DRIED AT 2i2<> F. 



Organic and volatile matters 

Alumina and iron and manganese oxides. 

Lime carbonate 

Magnesia . 

Phosphoric acid 

Potash extracted by acids 

Soda extracted by acids 

Water expelled at 380® F 

Sand and insoluble silicates 

Total 

Hygroscopic moisture 

Potash in the insoluble silicates 

Soda in the insoluble silicates 

Percentage of gravel 

Character of the soil 



No. 2213. 


No. 2214. 


No. 2215. 


3.360 


2.990 


3.300 


7.977 


10.349 


14.368 


.270 


.245 


.880 


.166 


.187 


.809 


.108 


.061 


.102 


.116 


.164 


.361 


.225 


.045 


.657 


1. 215 


.900 


2.415 


86.650 


85.075 


76.840 


100.087 


100.016 


99- 732 


1.485 


2.525 


1. 129 


1.669 


1.835 


2.742 


.274 


.400 


.225 


1.400 


.500, 


1. 000 


Surface soil 


Subsoil. 


Under-clay 



These soils are of good average fertility, judging from their 
chemical composition and physical constitution. The only 
apparent deficiency is of phosphoric acid in the subsoil No. 
2214. This, however, is easily to be supplied in phosphatic 
fertilizers. The under-clay is chemically richer than the upper 
soil. 

Some of the silicious residue of the ** under-clay " was sub- 
mitted to analysis by fusion with the alkaline carbonates, &c., 
with the following results, viz : 

CONSTITUENTS OF ONE GRAMME OF THE SILICIOUS RESIDUE OF THE 

UNDER-CLAY, No. 2215, DRIED AT 2i2« F. 

Silica 0.76880 

Alumina and iron oxide, &c 18920 

Lime 00061 

Magnesia 00569 

Phosphoric acid 00051 

Potash 02742 

Soda 00225 

Moisture and loss 00552 

Total 1. 00000 

This analysis shows that the silicious residue of this under- 
clay not only contains. 2. 742 per cent, of potash, but as much 
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as .05 per cent, of phosphoric acid, besides notable quantities 
of alumina, lime, and magnesia. Its gradual decomposition 
by weathering would undoubtedly tend to maintain the fer- 
tility of the soil. Under Fulton county the analyses of other 
silicious residues are reported which gave analogous results. 

No. 2216 — ** Marly clay at tJie base of Carboniferous series; prob- 
ably on the Keokuk horizon. Part of the section contains thin 
beds of clay iron-stone; but beds of many feet in thichiess can 
be obtained. Nelson cotmty. ' * Collected by N. S. Shaler. 

This clay is quite plastic, when powdered, and calcines of a 
buff color. Before the blow-pipe it fuses into a dark colored 
slag. 

COMPOSITION, DRIED AT 212® F. 

Silica 61.100 

Alumina with phosphoric acid i8.2co 

Iron peroxide 6.030 

Lime 4* 9^4 

Magnesia . 1*542 

Potash . . . . ^ 4.101 

Soda .821 

Combined water, carbonic acid, and loss 3-332 

Total 100.000 



This clay may be employed for terra-cotta work or other 
pottery not to be exposed to a very high temperature in 
burning ; but its large proportions of iron oxide, lime, pot- 
ash, magnesia, and soda cause it to be readily fusible. Its 
proportion of phosphoric acid was not determined, but its 
other ingredients, mentioned above, especially the alkalies 
and lime, may make it a valuable marl for top-dressing light 
and exhausted soils. 
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PULASKI COUNTY. 
SOILS. 

No. 2217 — ** Virgiii soil from a ridge near the farm of Mr. 
Taylor, on the London and Somerset road. This ridge divides 
the waters of Sinking Valley creek. Geological position : one 
hundred and fifty feet above the Sub- carboniferous limestone, 
the ridge being formed of the coal-bearing sa7tdstones and slates. 
Very thin poor land. Scarcely any one is willing to settle 07i 
this kind of ridges. * ' Collected by foseph Lesley, Jr. , fuly, 1859 
{during the former Survey tinder the late Dr. D. D. Owen). 

The dried soil is of a grey-buff color ; friable. The coarse 
sieve removed from it 31.6 per cent, of irregular fragments 
of ferruginous sandstone. Only the fine soil, which passed 
through this sieve, constituting 68.4 per cent, of the whole 
soil, was taken for chemical analysis. The same practice 
obtained in all cases. 

The silicious residue of this soil, left after digestion in acids, 
with a view to its analysis, all passed through the bolting-cloth, 
except a very few small particles of partly-decomposed con- 
cretions and of rounded quartz grains. 

No. 2218 — " Virgin soil from a ridge dividing Rockcastle from 
Buck creek waters ; Lick creek, Clifty creek, Wlietsto^ie creek, 
and a branch of Sinking creek, all heading in this immediate 
neighborhood. Geological position : upper part of the coal- 
bearing sandstones and shales. This ridge extends twenty to 
twenty five miles in a southerly direction'' Collected by fos. 
Lesley, jr., fune, 1859. 

The dried soil is of a brownish grey-buff color. It contains 
few clods, which are quite friable. The coarse sieve separated 
from it 9.2 per cent, of irregular fragments of ferruginous sand- 
stone, scarcely at all rounded. All its silicious residue passed 
through the bolting-cloth, except two or three small particles 
of partly-decomposed concretions, and a few small rounded 
grains of white quartz. 
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No. 2219 — ** Surf ace soil from a field now (1859) in corn, adjoin- 
ing the location of the next preceding. It has been cleared eight 
years. Will produce twenty five bushels of com to the acre. 
Alternation of crops has been attended to, ' ' Collected by fos. 
Lesley, Jr. 

The dried soil is friable, darker colored than the preceding; 
of a light umber tint. The coarse sieve separated from it 
19.2 per cent, of irregular, somewhat rounded fragments of 
ferruginous sandstone. From its silicious residue the bolting- 
cloth separated a little more of small, rounded particles of 
white quartz than from the preceding, but very few of partly- 
decomposed concretions. 

No. 2220 — ** Subsoil of the fiext preceding,'' &c., &c. 

The dried subsoil is of a light brownish or ferruginous grey 
tint, lighter in color than the preceding. It contains many 
fragments of rock. The coarse sieve separated 34.7 per cent, 
of irregular fragments of ferruginous sandstone. The bolt- 
ing-cloth separated from the silicious residue rather more of 
small rounded quartz grains than from the preceding, and a 
few more of small particles of partly-decomposed concretions. 

No. 2221 — •* Virgin soil from the farm of Owen Hunt, two 
miles and a half east of Grundy ; six miles northeast of Somer- 
set; on Blazed Hollow branch of Pitmaiis creek. Geological 
position : slopes formed of Sub-carboniferous limestone,'' Col- 
lected by foseph Lesley, Jr. 

The dried soil is quite light and friable, of a light brownish- 
grey color. The coarse sieve removed from it 13.8 per cent, 
of small, rounded quartz pebbles, with a few of small scarcely- 
rounded fragments of ferruginous sandstone. Its silicious res- 
idue, after digestion in acids, left on the bolting-cloth a rather 
larger proportion of small, rounded grains of whitish and red- 
dish quartz than the preceding soils, also a few particles of 
partly-decomposed concretions. 
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No. 2222 — ^'Surface soil from. a field adjoinino the locality of 
the next preceding y which has been in c7iltivaiion about severity- 

five years ; in crops alternating luith corn, wheat, and oats; 
now (June, 1859) in corn, which will yield about thirty bushels 
to the acre. Cattle have been turned on sparingly. Has been 

plowed deep for Eastern Kentucky, to the depth of eight to 
nine inches,'' Collected by foseph Lesley. Jr. 

The dried soil is of a dark brownish-grey color, darker than 
the preceding. Friable. The coarse sieve removed from it 15 
percent, of small quartz pebbles and sandstone fragments; the 
pebbles not being so large proportion as in the preceding 
soil. The bolting-cloth separated from its silicious residue 
about the same proportion of small rounded grains of whitish 
and reddish quartz, and of partly-decomposed concretions, as 
from the preceding. 

No. 2223 — ** Stibsoil of the next preceding,'' &c., &c. 

The dried subsoil is of a lighter brownish grey than the 
preceding. Contains moderately firm clods. 

The coarse sieve separated only 3.1 per cent, of small some- 
what rounded fragments of ferruginous sandstone mixed with 
a very few small quartz pebbles. All its silicious residue 
passed through the bolting cloth, except a rather small quan- 
tity of fine white sand, and rather more of small particles of 
partly-decomposed concretions than from the preceding. 

No. 2224 — ** Under-day taken from below the next preceding to 
shoiv the clayey iiature of the real undersoil of these limestone 
valleys. Sample taken front the depth of twelve to fifteen 
inches'' Collected by fos. Lesley, Jr. 

This dried under-clay is of a light brownish-ochre color. 
The clods are quite firm. The coarse sieve separated from 
it 4.5 per cent., mostly of small quartz pebbles. From its 
silicious residue the bolting-cloth removed a considerable 
proportion of small grains of partly -decomposed concretions 
and a few of reddish and whitish quartz. 
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No. 2225 — " Virgin soil from the farm of fames Denny, 07t the 
border of Wayne county, seven miles south of Somerset, one 
mile from the forks of the main Cumberla7id and Big South 
Fork. Geological position : Sub-carboniferous limestone for- 
mation. Note : This is a characteristic soil of the * Barrcfis ' 
of Pulaski and Wayne counties. The ' Ban-ens' form a sti'ip 
of the first great terrace above aiid south of the Cumberland 
river, averaging five miles in width and extending lengthwise 
from the forks of the Cumberland to and hcyo7id Mo7tiicello. 
Fifty years ago they were open prairie, with 07ily occasio7ial 
high swells^ covered with black oak ti77iber ; 7tow they are cov- 
e7'ed, where not cultivated, with a fine * seco7id g7'owth,' 7710 stly 
of black oak and hickory, with scattering dogwood and black 
gum,'' Collected by foseph Lesley, Jr. 

The dried soil is friable, of an uniber-grey color. The 
coarse sieve removed from it 8 per cent, of angular cherty 
particles, mixed with a little shot iron ore. All of its silicious 
residue passed through the bolting-cloth except a small pro- 
portion of hard, irregular particles of partly-decomposed con- 
cretions, and a small quantity of small, rounded grains of 
white quartz. 

No. 2226 — ** Stuface soil f'om a field adjoi7ii7ig the locality of 
the 7iext p7'ccedi7ig. This field has bee7i clea7'ed tip th7re years, 
a7id been planted in cor7i each year; plowed shallow; 710 ma7iure 
used." Collected by foseph Lesley, jr. 

The dried soil is friable, of a light chocolate tint, deeper 
colored than the next preceding. The coarse sieve removed 
from it only 1.5 per cent, of cherty particles. Its silicious 
residue left on the bolting-cloth but a small proportion of 
small particles of partly-decomposed concretions and of small 
quartz grains. 

No. 2227 — '' Subsoil of the next precedi7tg,'' &c., &c. 

The dried subsoil contains some friable clods. It is bf a 
slightly darker color than the next preceding. The coarse 

VOL. V.-30. 
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sieve removed but a very small proportion of small, cherty 
fragments. 

From its silicious residue the bolting-cloth separated a con- 
siderable proportion of small, rounded particles of partly- 
decomposed concretions, mixed with a small quantity of small, 
rounded grains of white quartz. 

No. 2228 — ** Siir/ace soil from aiiotJier field adjoining the local- 
ity of No. 2225. This field has been in active cultivation for 
fifty to sixty years y w ith the exception of the last two years. 
It is now (1859) in pasture (viz : pennyroyal and crab grass).'' 
Collected by foseph Lesley, Jr. 

The dried soil is friable, and of a light chocolate color. 
The coarse sieve removed from it but a very small proportion 
of shot iron ore, with a few small, cherty particles. The bolt- 
ing-cloth separated from its silicious residue only a small pro- 
portion of small quartzose and silicate grains. 

No. 2229 — '' Subsoil of the next preceding'' &c., &c. 

The dried subsoil contains some friable clods. It is darker 
colored and more reddish than the preceding, being of a warm 
or reddish-brown color. The coarse sieve removed from it but 
a very small proportion of small, angular, cherty fragments and 
shot iron ore. From its silicious residue the bolting-cloth 
separated a considerable quantity of small, rounded particles 
of partly-decomposed concretions, mixed with a small propor- 
tion of small, rounded grains of white quartz. 

A marked difference is observable in the rocky fragments 
or gravel of these different soils. In the ** ridge '^ soils, Nos. 
2217 to 2220, inclusive, these are generally angular fragments 
of ferruginous sandstone ; in the Sub-carboniferous soils, Nos. 
2221 to 2224, inclusive, the gravel is mainly quartzose pebbles, 
with but little of ferruginous sand rock or concretions ; while 
in the ** Barrens " soils, Nos. 2225 to 2229, inclusive, the gravel 
is cherty, and usually in angular fragments. 
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When we discount the ridge soil, No. 2217, by the 31.60 per 
cent, of sandstone fragments which it contains, and which 
couid hardly afford much vegetable nourishment, we see that 
it cannot be a very durable and productive soil, yet if its local 
situation were favorable to the cultivation of crops, it might be 
made durable and profitably fertile with skillful management 
and the use of fertilizers. Thejprincipal deficiency in the fine 
earth of these soils seems to be of phosphoric acid. Subsoil 
No. 2220 not only contains a very large proportion of the rocky 
gravel, 34.70 per cent., but is also deficient in phosphoric acid 
and available potash. It would not benefit the surface soil 
to throw up this subsoil. The proportion of alkalies in the 
insoluble silicates seems to be below the general average of 
good soils. 

Soils No. 2221, 2222, and 2223 also contain but a small pro- 
portion of phosphoric acid, but have a larger quantity of pot- 
ash. Their sand and insoluble silicates are in large proportion. 
The soils from the ** Barrens'* are richer than these others, 
and ought to be quite productive under good management. 
These subsoils seem to be somewhat deficient in phosphoric 
acid, which is in good average proportion in the surface soils. 

ROCKCASTLE COUNTY. 
SOILS. 

No. 2230 — ** Virgin soil from the nose of the ridge between the 
East and West Forks of Skeggs creek, and from the land of 
H albert McClure. Geological position: coal-bearing sand- 
stones and shales, 07te hnidred feet above the Sub-carboniferotis 
limestone, from a terrace cofitainifig coal.'' Collected by fos, 
Lesley, jr. , June, 1859. 

The dried soil is light and friable. It is of a light chocolate 
yellowish-grey color. The coarse sieve separated from it 14.5 
per cent, of small irregular somewhat rounded fragments of 
soft ferruginous sandstone. All its silicious residue, from diges- 
tion in acids, passed through the bolting-cloth, except a very 
few small grains of partly-decomposed concretions and a few 
small rounded quartz grains. 
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No. 2231 — ** Virgin soil from a ridge in the northeast corner of 
Rockcastle county, which divides the waters of Clear and Brush 
creeks ; both tributaries to Rounds tone creek. Timber: chest- 
nut oak and white oaky with undergrowth of laurel and some 
pine. Geological position : Millstone grit, which, on this ridge 
and on parallel ones in this part of the country, forms t/ie cap- 
ping. * ' Collected by foseph Lesley, jr. 

The dried soil is of a grey-buff color; it is quite friable. 
The coarse sieve separated 21.4 per cent, of irregular frag- 
ments of ferruginous sandstone and some small, rounded 
pebbles of white quartz. The bolting-cloth removed very 
few small grains of partly-decomposed concretions from its 
sand and insoluble silicates left after digestion in acids, but 
a pretty large proportion, about one sixth of the whole, of 
small, rounded white quartz grains. 

No. 2232 — ** Virgin soil from the farm of William M. Smith, 
on the Crab Orchard and London Turnpike, three iniles east pf 
Mount Vernon. Taylor s branch of Roundstone creek 711ns 
through the field. Geological position : slopes of the Sub-car- 
boniferous limestone. These slopes form the principal part of 
the farmed land on Roundstone, Ske^^gs, aiid Line creeks and 
their tributaries in this part of Rockcastle county. The noi't It- 
em slopes of the valleys are considered the best.'\ Collected by 
foseph Lesley, jr. 

The dried soil is darker colored than the preceding. It is of 
a brownish grey-buff color. Its clods are friable. The coarse 
sieve removed from it 12.5 per cent, of irregular, somewhat 
rounded fragments of ferruginous sandstone. The bolting- 
cloth separated from its silicious residue but a small propor- 
tion of small particles of partly-decomposed concretions aiiJ 
of fine, rounded grains of white and reddish quartz. 

No. 2233 — ** Surface soil from a field adjoining the 7iext preced- 
ing. This field was cleared up thirty years ago, and is 7iow 
(1859) in oats. It was supposed to be worn out zohen Mr. 
Smith took it ; has been manured, and now yields fifty bushels 
of corn per acre. ' ' Collected by foseph Lesley, jr. 

The dried soil is darker colored and more brownish than 
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the next preceding. Its clods are friable. The coarse sieve 
removed from it 17.4 per cent, of irregular fragments, some- 
what rounded, of soft ferruginous sandstone. Its sand and 
insoluble silicates all passed through the bolting-cloth except 
a very small proportion of small grains of partly-decomposed 
concretions and of white quartz. 

No. 223 4 — * * Subsoil of the next preceding, * * &c. , &c. 

The dried subsoil resembles the next preceding soil, but 
is a little darker colored, and its clods are quite firm. The 
coarse sieve removed from it 12 per cent, of irregular frag- 
ments, somewhat rounded, of soft, ferruginous sandstone. 
The bolting-cloth separated rather more of small, rounded 
grains of white quartz from its silicious residue than from 
the preceding, but very few small grains of partly-decom- 
posed concretions. 

No. 2235 — ** Surface soil of a field in pasture adjoining No, 
2233. This field has been cleared up sixty years, and only 
md7tured on the very bare spots'' Collected by foseph Les- 
ley, jr. 

The dried soil is of a very light chocolate tint, but some- 
what darker in color than the next preceding. The coarse 
sieve separated from it 29 per cent, of irregular fragments of 
soft ferruginous sandstone. Its silicious residue all passed 
through the bolting-cloth, except a few small, soft grains of 
partly-dissolved concretions, and a very small proportion of 
small, rounded white quartz grains. 

No. 2236 — '' Subsoil of the next preceding'' &c., &c. 

The dried subsoil resembles No. 2232. The coarse sieve 
removed 28.6 per cent, of irregular fragments of soft ferru- 
ginous sandstone, with some fragments of limonite, and a few 
quartzose pebbles. All its silicious residue passed through 
the bolting-cloth, except a small proportion of grains of partly- 
decomposed concretions, and of white quartz. 
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COMPOSITION OF THESE ROCKCASTLE COUNTY SOILS, DRIED AT 2i2« F. 



Orgamic and volatile matters . . . . 
Alumina * iron a manganese oxides 

Lime carbonate 

Magnesia 

Phosphoric acid 

Pou«h extracted by adds 

Soda extracted by acids 

Water expelled at 380P F 

Sand and insoluble silicates 

Total 

Hygroscopic moisture 

Potash in the insoluble silicates . . . 
Soda in the insoluble silicates . . . . 
Percentage of gravel, &c 

Character of the soil 



No. 2230 



6.890 
7.136 

•345 
.233 
.xoo 

.366 

.093 

X.935 

83.690 



99.767 



No. 333Z 



No. 3333 



4.150 

3.877 
.085 

.I30 

.083 
.100 



.750 
90.665 



99.830 



3.085 

.935 

.138 

14.500 



Virgin soil 



0.900 
.671 

30I 
az.400 



Virgin soil 



4.950 

7-34« 
.435 
.333 

•093 
.331 

.008 

1.300 

85.065 



99.656 



No. 3333 



6.065 

8.565 

.640 

.146 
•339 



Z.650 
83.040 



99- 598 



X.775 
.918 

.3X3 

xa.500 



Virgin soil 



3.335 

.815 

.348 

17 400 



No. 3334 No. 3335 



4.265 

8.490 
.635 

.X75 

.330 

•453 
.135 

X.375 
83.890 



99.618 



i.9i< 



15 

»57 
.360 

(3. 000 



Old field 



Subsoil. 



4.500 
7.097 

•495 
.130 

:Ui 

.003 

X.3OO 

85.980 



No. 3336 



3.360 
7.035 

• 395 
.187 

.133 

•"54 

.031 

965 

87.690 



99.885 


xoo. 033 


1. 510 

•756 

.350 

99.000 


1 350 

.690 

•a34 
38.600 



Old field 



Subsoil. 



Of the above described soils of Rockcastle county, No. 
2230, based on the coal-measure shales. &c., is quite a good 
soil; to be discounted, however, by its 14.5 per cent, of fer- 
ruginous sandstone fragments or gravel. No. 2231, situated 
on the Millstone grit, is the poorest of the whole, especially 
as it contains 21.4 per cent, of this gravel. The other soils 
described, all based on the Sub-carboniferous limestone for- 
mation, are better than the average of good soils; but are 
also to be discounted by their considerable percentage of 
sandstone gravel, of which the soil of the old field, No. 2235, 
and its subsoil, show much the largest proportions. In these 
old field soils may also be seen the usual results of long culti- 
vation in the diminution of the alkalies, phosphoric acid, &c., 
as compared with the original virgin soil of the neighborhood. 
Such a comparison could not be accurately made unless the 
two soils were similarly located in relation to the action of the 
atmospheric waters; those on a slope being more subject to 
their deteriorating, washing influence than those on more level 
ground. This influence may probably be observed on the 
relative composition of soil No. 2232 situated on the slopes 
of Roundstone. The old field soil. No. 2233, is now quite rich. 

TRIMBLE COUNTY. 

No. 2237 — ** A 'chalky substance' sent by Mr, S. E, Hampton 
for examination^ 

According to his report, it exists in a stratum about two feet 
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thick, discovered in digging a cistern about five feet below the 
surface, in a mound-like hill, the highest in the neighborhood, 
which is in Hunter's Bottom, about five miles below Carrollton. 

It is a fine granular rock, soft enough to be scratched by the 
nail, nearly white, with a very faint yellowish tint. Under the 
microscope it was seen to be made up of minute, transparent 
crystals, in form somewhat like those of Aragonite. By tests 
it was found to be nearly pure carbonate of lime, with a trace 
of iron oxide. 

If in large quantity, as it is said to be by Wm. Hampton, it 
might be utilized in the manufacture of soda ash from salt, or 
of glass, or it might be made valuable as an ingredient in the 
manufacture of Portland cement. 

No. 2238 — ** By the sarne person a sample of another white 
substaftce was sent, labeled * Silicious clay,' forty feet thick a7td 
a mile wide, from near Milton, Trimble county.'' 

Quite a friable concretion, which was found to be nearly pure 
quartz, with a minute quantity of carbonate of lime. The 
microscope shows it to be in the form of very minute, trans- 
parent, colorless, acicular, prismatic crystals. 

This pure silicious deposit, which, like the preceding one of 
carbonate of lime, is doubtless of more recent deposit than 
rocky substratum, might be made profitable in the manufacture 
of glass, of pottery ware, of Portland cement, soluble glass, 
&c. 

WAYNE COUNTY. 
SOILS. 

No. 2239 — ** Virgin soil from tlie farm of Silas Hansford, in the 
northeast end of Wayne county, on the Dry Branch of Big 
Sinking creek y three miles due west from its mouth. This sam- 
ple is from a piece of woods back of his house. Geological 
position : upper part of t/ie Sub- carboniferous limestone, on a 
terrace zuhich has received more or less of the debris from the 
sandstones and shales lying immediately above it,'' Collected 
by foseph Lesley, jr. 

The dried soil is friable, and of a light greyish-umber color. 
The coarse sieve separated from it 7.5 per cent, of fragments 



CHEMICAL REPORT. 79 

of ferruginous sandstone, not much rounded. All of its sili- 
cious residue, from digestion in acids, passed through the 
bolting-cloth, except a small proportion of small, rounded, soft 
particles of partly-decomposed concretions, and of whitish and 
reddish quartz. 

No. 2240 — ** Surface soil from a fUld next adjoining to the loca- 
tion of the next preceding, which has been cleared two years. 
Last year it was in turnips; this year (1859) is in corn.'' 
Collected by foseph Lesley, jr. 

This dried soil resembles the preceding. The coarse sieve 
separated from it 4.4 per cent, of small, slightly-rounded ferru- 
ginous sandstone particles. Its silicious residue all passed 
through the bolting-cloth except a small proportion of small, 
rounded grains of white quartz, and of partly-decomposed con- 
cretions. 

No. 2241 — '' Subsoil of the next preceding,'' &c., <5fc. 

The dried subsoil is rather lighter colored and more yellow- 
ish than the soil preceding. It contains some pretty firm 
clods. The coarse sieve separated from it 16.5 per cent, of 
irregular fragments, some pretty large, of ferruginous sand- 
stone and concretions, some of which show much manganese 
oxide. The bolting-cloth removed from its silicious residue a 
smaller proportion of small grains of quartz, and of partly- 
decomposed concretions than from the preceding soils. 

No. 2242 — ** Virgin soil from farm of Silas Hansford, &c., 
&c. From below his house, in a dry, flat, swelling valley. 
Geological position : about the middle of the Sub-carboniferous 
limestone formation. * * Collected by Joseph Lesley, jr. 

The dried soil is like No. 2239, slightly darker colored. It 
has some friable clods. The coarse sieve removed from it 6.6 
per cent, of small, rounded, ferruginous silicious particles, and 
a few small quartz pebbles. From its silicious residue the 
bolting-cloth separated a little larger proportion of small, 
rounded friable particles of partly-decomposed concretions 
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than from the preceding soil ; also a small proportion of small, 
rounded white quartz grains. 

No. 2243 — •* Surface soil from a fjld aavss the I'oad from the 

location of the next^ preceding soil. This field has been in 

active cultivation for fifty years ; fnostly in com ; is this year 

(1859) in corn. No manure has been used'' Collected by 

fos, Lesley, Jr, 

The dried soil is like the preceding, very slightly darker 
colored and more brownish. The clods are a litttle more firm. 
The coarse sieve separated from it 11.2 per cent, of some- 
what rounded, irregular ferro-silicious fragments or concre- 
tions. With the bolting-cloth its silicious residue gave sim- 
ilar results with the preceding. 

No. 2244 — '' Subsoil of the next preceding,'' &c., &c. 

The dried subsoil is of a warm, brownish, dark-grey color. 
The clods are quite firm and more reddish in their interior 
than the powdered soil. The coarse sieve separated from it 
10.3 per cent, of irregular, somewhat rounded, ferro-silicious 
fragments. From its silicious residue, after digestion in acids, 
the bolting-cloth removed quite a large proportion of small, 
rounded, friable particles of partly-decomposed concretions, 
and a few small, rounded grains of white quartz. 

No. 2245 — ** Virgin soil from the farm of fohn H. Phillips, 
Newberry Post-office, eleven miles southwest from Monticello, 
on the road to Albaiiy, one mile xvest fi'om Otter creek. Tifji- 
ber: white and black oak, hickory, dogwood. Geological posi- 
tion: Sub' carboniferous limestone. Soil: red fert^iginous^on 
t/te great undulating plateau of Wayne and Clintoji counties.'' 
Collected by foseph Lesley, jr., fuly, 1859. 

The dried soil is of a grey-brown or light snuff color ; friable. 
The coarse sieve separated from it only 1.5 per cent, of small, 
rounded, ferruginous, silicious particles. Its silicious residue 
all passed through the bolting-cloth except very small propor- 
tions of small, rounded grains of partly-decomposed concre- 
tions and white quartz, with a few silicified portions of very 
small encrinital stems. 
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No. 2246 — ^'Surface soil from a field on the same level as the 
next preceding, cleared about sixty years ago, which was unin- 
terruptedly in corn fi>r tlie first twelve or twenty years. Of 
late years more attention has been paid to alternation of crops ; 
but eig/U out of ten years of the sixty it has been in com. Now 
(1859) in mlieat stubble'' Collected by fos. Lesley, jr. 

The dried soil is friable, and is of a handsome, light, red- 
dish grey-brown color. The coarse sieve removed from it 
only 1.6 per cent, of small, rounded, ferruginous, silicious 
particles. Its silicious residue gave the same result with the 
bolting-cloth as the preceding. 

No. 2247 — '' Subsoil of the next preceding soil, ' &c., &c. 

The dried subsoil resembles the soil next preceding, the 
color being only a light shade darker, being reddish grey- 
brown. The coarse sieve removed from it 3.2 per cent, of 
small, rounded, ferruginous, silicious particles and small quartz 
pebbles. With the bolting-cloth its silicious residue gave 
similar results with the two preceding soils. 

No. 2248 — ** Virgin soil from the farm of Hiram T. Hall, on 
the road from Albany to Monticello, six and three quarter 
miles southwest of t/ie latter, and half way between Otter and 
Beaver creeks. Geological position: Sub-carboniferotis lime- 
stone; red ferruginous horizon. Remarks : This specimen is 
takefifrom the so-called 'flat lands * of this county, which here- 
about extend over a wide surface, and are estuary-like, being 
bays between long, low, wide noses which give the cotmtry a 
rolling character. Com and other grains will not grow on it. 
although timothy and herd-grass are grown with great success. 
Timber: White and pin oaks, hickory and sugar maple.'' 
Collected by fos. Lesley, jr. 

The dried soil is friable and of a light ash-grey color. The 
coarse sieve separated from it only a very small proportion of 
shot iron ore. Its silicious residue all passed through the 
bolting-cloth, except very small proportions of small, friable, 
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rounded particles of partly-decomposed concretions and of 
white quartz. 

No. 2249 — *• Subsoil of tlie next preceding,'' &c., &c. 

The dried subsoil is much lighter colored than the soil next 
preceding, being of quite a light, yellowish-grey tint. It has 
some friable clods. The coarse sieve removed from it only a 
very small proportion of shot iron ore and small, silicious 
concretions. The bolting-cloth separated from its silicious 
residue a considerable proportion of small, rounded particles 
of partly-decomposed concretions and a few of white and 
reddish quartz. 

No. 2250 — ** Virgin soil from the red ferruginous soil horizon, 
or the Sub-carboniferous limestone formation. From the farm 
of Hiram T. Hall. This soil is a fair average of the farming 
lands of this portion of Wayne county.'^ Collected by foseph 
Lesley y jr. 

The dried soil is friable and of an umber color. The coarse 
sieve separated from it 5.8 per cent, of angular, cherty frag- 
ments. The bolting-cloth removed from its silicious residue 
only very small proportions of partly-decomposed concretions 
and quartz grains. 

No. 2251 — ** Surface soil from a field adjoining the location of 
the 7iext preceding y which has been hi cultivation every year for 
sixty years y t/te first twenty years in corn; now (1859) in 
wheat stubble; last year in corn, and ttie year before in wheats 
Collected by foseph Lesley y jr. 

The dried soil is friable and of a handsome, reddish, light 
grey-brown color. The coarse sieve removed from it 1.9 per 
cent, of angular, cherty fragments, and some little shot iron 
ore. The bolting-cloth separated from its silicious residue a 
considerable proportion of small, rounded, friable particles of 
partly- decomposed concretions and a few of small, rounded, 
white quartz grains. 



CHEMICAL REPORT. 83 

No. 2252 — '' Subsoil of the next preceding,'^ &c., (Sfc. 

The dried subsoil is somewhat cloddy. It is of a handsome 
light-ferruginous or brick color. The coarse sieve separated 
from it but a very small proportion of small, cherty particles. 
The bolting-cloth removed from its silicious residue quite a 
large proportion of small» rounded grains of partly-decom- 
posed concretions and only a few small, rounded grains of 
quartz. 

No. 2253 — ** Virgin soil from the ridge between Big Sinking 
creek and Elk Spring valley y on the property of Edward Mor- 
row, near the water-shed at the road crossings three quarters of 
a mile south of Alexander s coal bank, and five miles east from 
Monticello. Geological position : Coal -bearing sandstones and 
shales, seventy feet beloiv the main coal.'' Collected by foseph 
Lesley, jr. 

The dried soil is light and friable and of a very light buff- 
grey color. The coarse sieve separated from it 33.4 per cent, 
of pretty large, angular fragments of ferruginous sandstone, 
mixed with some smaller, rounded ones. From its silicious 
residue the bolting-cloth removed very few small, rounded 
particles of partly-decomposed concretions and quartz. 

No. 2254 — ** Virgin soil from a ridge dividing Cedar Sinking 
creek from Dry valley, near Double-headed Gap, in the north- 
eait portion of the county. Geological position: Coal-bearing 
sandstones and shales, seventy feet above the top of the Sub-car- 
boniferous limestone. ' ' Collected by foseph Lesley, jr. 

Dried soil friable; of a purplish-grey color: ash-grey. The 
coarse sieve separated from it 21.2 per cent, of angular frag, 
ments of ferruginous sandstone. The bolting-cloth removed 
from its silicious residue only a small proportion of particles of 
partly-decomposed concretions and no quartz grains. 



^^ 



84 



CHEMICAL REPORT. 



8 

o 

2 






O 

Z 



M o ^0000 v^ - g\ 

o> t^ f^ « O • C »^« 



•n «o 



00 



8 



0<0 »n«^^"« O 5 O 
aooOxOOOOmin 



M N 



8 



^oa6 



» IS, 8 



O M n 
■♦ »• lA O 

• • • • 

CO 



tfl 



c 

>" 



f« 



O 
2: 



N 

o 
2 



M F. K> I0«0 iTk ts - <> 



MOO 



S 






trtoO M C 
<>ao M Oi 

• • • 

E 



m m m M mo * o >n 



-s 



r^co 



8: 



!;g?8^ 



3 

3' 



z 



o 

H 
< 

Q 

o 






OtnooomfQQtr 

y»»«o« woo *« m- 

«o ^ ^ O « - o»0 «*i 



tsOO 



m 



i«» 



Q tt N O 

•• O CI 00 



« •< lO 



^3 



O 

2 



?. 



O »• >• O M O ts>0 



CiNO 



& 



8 



m M to C 

15RS"o. 



O 

JS 

3 

CO 



N 

o 
2 



O O in ♦ lo « 
M ^ O in M M 

to M A M M (« 

"Tin 



:i5 






8: 


:s.^ 




:-8 


8 



• • • 

6 



P 



o 



in >■ in«o o« fi 

»• 00 o\ O ^ 

O ^ ■■ M M M 

c*»o6 



in N 9> Q 
n to Ok 
m ts •« A 



fo 



O 
CO 



o 






O 

o 



C/3 

2 

o 



>6 
n 



I ^ 



O 

2 



n 

N 

6 

2 



O CI m t^oo ^ »• in m 

movMMMdOmn 

inoo ' * * ' *« 'f 
00 






00 



8 



in to M^ 

• « • • 



8 



in •♦ 
cnoo 



. n in 



cnoo fnx o « O O r^ 



moo 



¥, in 
00 






Q ^ m 

•n moo 5 
>0 00 M m 






±0 



O 

JS 

3 
CO 



m 



O 






n 



O to m N ro M 
J^aS fn M O 8 



m 



in to m i>« •« ^ 



"♦o 



in M in n «0 m 
i>» O 0\ O ^00 
«0 M •• M o n 



tn o 

« »• 

•• ro 
00 



m 

8: 



a 



^ai 






in O 
00 



in m 



o^ 



8 



8 



\Q M in g 
■no M ^ 



*• <o 



8«S8 

■ • • • 

o «o 



V ■ 



c 



M 



3 
CO 



o 



^ cs**> •« o *< 

• • • • 



8 8. 



MOO 

00 



\ 

3: 



in M ^ 
^>0 « * 



3« 



Ok 

d 
■ Z 



in Ok p ■♦Si. *^ 2 Q. Q 
SIJnmOmooom 



moo 



I- ro 
00 



s; 



m •• o» O 
« m »s O 
O Ovci m 



M 



C 






2* rt ro in 

•ojo "3 

u ti {< S.E 
.2 o ** K w"? 



■3 

o 

H 



•8 

•sS 

•sll' 

C.S 5 

y «.£ O 

'5.- Si t» 












CHEMICAL REPORT. 85 

All of these soils, which are based on the Sub-carboniferous 
limestone formation, appear, from their chemical composition 
and physical condition, to be very good and fertile, requiring 
only good management to make them productive. This is 
especially the case with No. 2250, said by Mr. Lesley to be a 
fair average of the farming lands of the red ferruginous hori- 
zon, in Wayne county, which may be classed among our rich 
soils. No. 2248 is said not to produce corn or other grains, 
but to be favorable to the growth of timothy and other grasses. 
As no reason for this default appears in its analysis, it is 
probably due to imperfect local drainage. 

In all these soils the subsoils seem to be less rich than the 
surface soils ; so that, for the present at least, no other benefit 
would result from deep plowing except that of loosening the 
substratum for more perfect drainage, or the extension of the 
roots of growing crops. 

Soils Nos. 2239, 2240, and 2241, especially the subsoil, show 
the presence of the debris of the sandstones and shales lying 
above them; and soil No. 2253, lying on the water-shed of a 
ridge on the coal-bearing sandstones and shales, which is the 
poorest of all these soils, shows in a marked manner the dete- 
riorating effects of the wash of the atmospheric waters through 
it, especially in its large proportions of gravel, sand and insol- 
uble silicates, and its small quantities of organic matters, pot- 
ash, soda, phosphoric acid, alumina, &c. Soil No. 2254, from 
a similar geological position and also on a ridge, shows much 
less of the effects of this surface washing, probably because it 
may be more favorably located in relation to the drainage, and 
may be considered a soil of good average fertility, under good 
management, notwithstanding its 21.2 percent, of small, rocky 
fragments of coarse gravel, which diminishes its value about 
one fifth. 
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WEBSTER COUNTY. 
SOILS. 

No. 2255 — " Virgin soil from the fainii of Col, Scott, Sebree City, 
on the L. and S, E, Raib^oad. Timber : white and red oaks, 
dogwood, whitewood, black walnut,'' &c. Collected by C W. 
Beckham, 

The dried soil is of a brownish umber-grey or chocolate- 
grey color. The clods are friable. It all passed through the 
coarse sieve except a little vegetable debris. Its silicious 
residue {i. e., sand and insoluble silicates) all passed through 
the bolting-cloth except a very few small silicious grains. 

No. 2256 — ** Surface soil from a field seventy-five years in culti- 
vation in corn and tobacco. Same locality as that of the pie- 
ceding soil, but on a hill fifteen feet above the flats'' Collected 
by C. W, Beckham. 

The dried soil is generally of a dull brownish yellow-ochre 
color, mottled with reddish in the clods, which are quite firm. 
It contains fragments of charcoal. It all passed through the 
coarse sieve except a few small fragments of friable sandstone. 
The bolting-cloth removed from its silicious residue but a 
small proportion of small, rounded grains of white quartz 
and of partly-decomposed concretions. 

No. 2257 — '' Subsoil of the next preceding," &c., &c. 

The dried subsoil is of a brighter brownish yellow-ochre 
color than the preceding. Its clods are quite firm. It all 
passed through the coarse sieve. Its silicious residue gave 
the same results with the bolting-cloth as that of the pre- 
ceding. 

No. 2258 — ** Surface soil from a field more than fifty years in 
cultivation. Tobacco and cor7i the principal crops. Farm of 
Mr, Kaufma7i, Slaughterville Station, L, and S, E, Railroad," 
Collected by C, W, Beckham. 

The dried soil is quite friable and of a brownish yellowish 
dark-grey color. It all passed through the coarse sieve. Its 
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silicious residue gave the same results with the bolting-cloth 
as the preceding. 

No. 2259 — ''Subsoil of the next preceding; used for making 
bricks y' &c. 

The dried subsoil is in quite firm clods, of a browish yellow- 
ochre color. It all passed through the coarse sieve. 

No. 2260 — ** Surface soil from a field ten years in cultivation; 
principally in com and tobacco. Farm of A, G. Brooks, Elm- 
wood Station, L. and S. E. Railroad'' Collected by C. IV. 
Beckham, 

The dried soil is of a brownish-drab or dirty-buff color. Its 
clods are friable. It all passed through the coarse sieve, leav- 
ing on it only some vegetable debris. With the bolting-cloth 
its silicious residue gave the same results as the preceding 
soils. 

No. 2261 — '' Subsoil of the next preceding,'' &c,, &c. 

The dried subsoil is of a brownish-buff color, brighter than 
that of the preceding. Its clods are quite firm, and mottled 
with lighter-buff and ochreous tints. It all passed through the 
coarse sieve except vegetable debris and a few small ferrugi- 
nous concretions. Its silicious residue gave the same results 
with the bolting-cloth sieve as the preceding soils of this col- 
lection. 

COMPOSITION OF THESE WEBSTER COUNTY SOILS, DRIED AT ai;«° F. 



Organic and volatile matters . . . . 
Alumina * iron * manganese oxides 

Lime carbonate 

Magnesia 

Phosphoric acid 

Potash extracted by acids 

Soda extracted by acids 

Water expelled at 380*' F 

Sand and insoluble silicates 

Toul 

Hygroscopic moisture 

Potash in the insoluble silicates. . . 
Soda in the insoluble silicates. . . . 

Character of the soil 

VOL. V.-3I. 



No. 3255 


No. 2256 


No. 2257 


No. 2258 


No. 2259 


No. 2260 


No. 3261 


3-975 


8.480 


3.365 


a.6zo 


2.440 


3-450 


3.2x0 


4.225 


U.383 


4.665 


7.661 


3.986 


5.639 


.330 


X.895 


.220 


•;s 


.120 


.270 


.»45 


.277 


.285 


.450 


.241 


.184 


not est. 


.140 


.157 


.125 


.054 


.094 


.of I 


.064 


•3«3 


•39» 


.124 


.071 


.126 


.108 


.323 


.030 


.040 


.012 


.016 


.057 


.439 


.050 
89.855 


.900 


.800 


.565 


.585 


X.250 


-775 


82.940 


83.205 


9«.445 


88.755 


90.490 


90.815 


100.139 


100.314 


100.012 


99.851 


99.943 


99.907 


Z03. 192 


1.680 


2.850 


3. 325 


Z.200 


X.975 


».575 


1-365 


X.697 


'% 


1.956 


1.544 


1-779 


X.570 


1.750 


.672 


.563- 


.712 


.690 


.746 


.366 


Virgin soil 


Old field 
soil. 


Subsoil . 


Old field 
soil. 


Subsoil. 


Culti\'ated 
field. 


Subsoil. 
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The soil of the old field., seventy-five years in cultivation in 
tobacco and corn, with its subsoil, Nos. 2256 and 2257, must 
have been naturally much richer than the virgin soil, No. 2255, 
of its neighborhood, if the labels accompanying the samples 
are correct ; for, notwithstanding its prolonged use in the pro- 
duction of exhausting crops, it contains much larger propor- 
tions of the essential elements of fertility than that, and may 
yet be classed amongst the rich soils. Most of these de- 
scribed above are at least of average fertility, the only appa- 
rent deficiency being of available potash in Nos. 2255 and 
2259, and of phosphoric acid in Nos. 2260 and 2261, and in 
subsoils 2259 and 2261 — ingredients which can readily be sup- 
plied in appropriate fertilizers. These soils are all in a favor- 
able physical condition, being friable and in a state of fine 
division, and containing no gravel. 
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GEOLOGICAL SURVEY OF KENTUCKY, 

JOHN R. PROCTER, Director. 



COMPARATIVE VIEWS OF THE COMPOSITION 

OP THB 

Soils, Limestones, Clays, Marls, &c., &c., 



OF THX 



SEVERAL geological FORMATIONS 

OF KENTUCKY, 

AS SHOWN BT THE CHEMICAL ANALYSES PUBLISHED IN THE SEVEBAI 

REPORTS OF THE GEOLOGICAL SURVEY OF THE STATE. 

WITH REMARKS ON THEIR CHARACTERS AND PRACTICAL USES. 

BY ROBERT PETER. M. D., 

Chbmibt to Kentucky Geoloqical Subvet, State Chsbcist, Professob of Phtbigb 

AND ChBMISTBY IN KENTUCKY StATE C!oLLBOE, &C. &0. 

1883. 

ELECTROTYPBD FOR THB SUKVBV BY JOHN D. WOODS, PUBUC PKINTBX, PRANKFOKT, KY. 



INTRODUCTORY LETTER. 




Laboratory of Kentucky Geological Survey 

AND OF Kentucky State College, 

Lexington, Ky., April, 1883. 

Mr. John R. Procter, 

Director of Kentucky Geological Survey, &c. , 
Dear Sir : I herewith send you such comparative views of 
the composition of the Soils, Limestones, Clays, Marls. &c., 
of Kentucky as I have been able to obtain from the various 
characteristic specimens which have been analyzed in this 
laboratory during the progress of our Geological Survey, from 
its commencement in 1854, under the late Dr. D. D. Owen, 
down to the time of the latest published report of the work 
of >he Survey. 

Yours, respectfully, 

robt peter. 



A COMPARATIVE VIEW OF THE SOILS ON THE 
VARIOUS GEOLOGICAL FORMATIONS 

OF KENTUCKY. 



In the study of Kentucky soils, and the numerous chemical 
analyses which have been made of them during the progress 
of the Geological Survey of the State, some facts of interest 
have been ascertained. 

That all soils have been primarily produced by the disinte- 
gration of rock strata is now universally admitted. But, as 
the debris of rocks is continually transported, by water and 
other agencies, from higher to lower levels, and as, during the 
so-called glacial epochs of geological history, the bodies of ice, 
which covered a great portion of our northern hemisphere, 
caused the transfer of an immense amount of these soil mate- 
rials, few localities present any large area of soil which has 
been formed where it is at present found by the decomposition 
of the rock strata in place. 

Kentucky is quite exceptional in this respect, as compared 
with the extensive regions to the north and west of our State. 
The valley of the Ohio river seems to have been the limit 
beyond which could not be carried the great mass of mixed 
materials — clay, sand, gravel, and bowlders of all sizes — de- 
rived generally from rocks in place in the far Northwest, which 
cover the surface on this whole vast territory, so that the 
superficial deposit which constitutes the soil generally bears 
no relationship to the rock strata beneath. 

Most of the soils of Kentucky have been formed from the 
rock strata of their immediate vicinity, being what are termed 
sedentary soils, and hence generally show a relationship in 
composition to the geological formations on which they rest, 
except such of them found in the valleys and low grounds of 
the rivers and streams, made up of more recently transported 
materials, which come under the name of alluvial soils. 
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Kentucky is somewhat peculiar in another important circum- 
stance. The superficial rocks from which her soils were pro- 
duced seem, with very few exceptions, as in the case of the 
coarse sandstones and conglomerate rocks of our coal-meas- 
ure strata, to have been primarily deposited and formed under 
the waters of a primeval ocean, at such a distance from the 
shores, and under such circumstances, as that none but earthy 
or sandy materials in the finest state of division, entered into 
their composition, and large relative proportions of lime, mag- 
nesia, clay, phosphates, &c., are found in them. Pebbles, 
gravel, coarse sand, or fragments of rock are rarely present, 
except in some of the soils of the coal-measures. In most 
cases, in the large number of soils analyses which have been 
made of Kentucky soils during the progress of the Geological 
Survey, the dry earth passed wholly through a sieve having 
sixty-four meshes to the centimeter square ; and, after this 
fine earth had been submitted to the solvent action of acids, 
the remaining **sand and insoluble silicates" were fine enough 
to pass through a fine sieve having about i,6oo meshes to 
the centimeter square — finer than ordinary bolting-cloth. In- 
deed, this silicious residue of our best soils is so fine that it 
is not generally recognized as sand, and although it is readily 
permeated by water, it presents some of the adhesive and 
absorptive properties of clay. Sand, so-called, is not to be 
found in the beds of the local streams where this soil prevails, 
and building sand must be imported. 

Many Conditions must Concur to Give Fertility to Soils. 

1. Meteorological. — The climate, as to temperature, amount 
of rain -fall, &c., &c., presents important conditions essential 
to fertility. 

2. Locatiofi, — Land at the bottom of a slope receives the 
washings and finer, richer materials from the uplands. It is 
well known that the atmospheric and soil waters, passing 
through continually, carry these fertilizing materials to the 
lower levels. The upper slopes are thus continually leached 
and impoverished, while, as is sometimes observed in our own 



:• .! 






OF THE SOILS, LIMESTONES, CLAYS, MARLS, &C. lOI 

State, the soil on the high level summits of hills is richer than 
that of the inclined valleys which drain their flanks. 

3. Drainage. — No soil sodden with water can be productive 
of crops, however rich it may be in the elements of fertility. 
Kentucky is peculiarly fortunate in the fact that the great 
body of her soils are naturally drained. This is especially 
the case in the so-called /* Blue Grass" soil, which, on some- 
what elevated table-land, is underlaid by limestone containing 
numerous crevices and caverns, which carry off the surplus 
water. But in some few localities, especially where the black 
slate formation prevails, the disintegration of which produces 
a tough clay very retentive of water, the injurious effects of 
too much water are evident. The soil may be found to be 
quite rich in the elements of plant food, but is not correspond- 
ingly productive for want of drainage. 

No better example of this can be given than that of a soil 
in Wayne county, based on the Sub-carboniferous Limestone 
formation, collected by the late Dr. Owen, and analyzed by 
the present writer in 1856 (see Rept. Ky. Geol. Surv., O. S., 
vol. 2, p. 273), which has the chemical composition of quite a 
rich soil, and is almost black because of its more than 21 per 
cent, of organic and volatile matters, but which was unpro- 
ductive for ** want of draining and access of air'* — in the lan- 
guage of Dr. Owen, who added that with the aid of lime and 
a proper system of drainage, ** I venture to predict it will 
become one of the most productive soils in the State." 

Extensive experience in England, and in the older settled 
regions of this country, has demonstrated the great utility 
of underdraining the soil. Without attempting to describe 
the best methods of underdraining land, we will briefly state 
some of its benefits: i. In allowing the excess of water to 
escape continually, it not only removes this one cause of ster- 
ility, but tends to increase the porosity of the soil and the 
area through which the roots of plants may spread and obtain 
nourishment. 2. Because the body of the soil, during the 
growing season, is constantly colder than the superincumbent 
atmosphere, a current of cold air is continually flowing out of 
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the open mouths of the drain pipes, which is supplied by 
warmer air from above. This continued slow circulation of 
air through the cool soil not only causes the drained soil to 
become earlier warmed in the spring than the undrained 
soil, but brings to the growing vegetation a constant supply of 
the gases and vapors of the atmosphere which are essential 
to plant growth. The warm air, full of vapor of water, also 
deposits in the soil a considerable amount of water, which is 
condensed on passing through the colder soil; so that the 
underdrained soil does not suffer so much from droughts as 
the undrained. 3. The abundant supply of air also favors 
those chemical changes of decomposition and recomposition 
by which the elements of fertility are brought into an available 
condition for the nourishment of plants. 

4. Physical co7iditions, — The soil, to be fertile, must be in a 
state of fine division ; coarse sand, gravel, or fragments of 
rock give little or no plant nourishment, and are usually ex- 
cluded, by all agricultural chemists, from their estimate of the 
value of a soil. The **fine earth** only is taken into account 
or analyzed. Thus, in the annexed table of soil averages, 
the conglomerate soils, which contain an average of 20.7 per 
cent, of gravel or pebbles, must have their estimated value 
(based on the analyses of their '^fine earth**) discounted in 
this proportion. So, in the comparison of our rich **Blue 
Grass*' soil with the very rich volcanic soil of Auvergne (see 
tables), a discount of 16 per cent, must be made from the 
latter for the same reason. 

Moreover, as a large proportion of the food of plants is 
derived from the atmosphere directly or indirectly, no soil, 
however rich it may be, can be very productive unless it is in 
a porous condition. On this fact, fully demonstrated by long 
experience, are based many of the practices of the husband- 
man in stirring, loosening, and cultivating the soil, especially 
during the growing season. 

5. Chemical conditions. — Soils, to be fertile, must contain clay 
and fine sand, mixed in such proportions as that, while readily 
permeable by water, they may yet be, to a certain degree, 
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adhesive. Pure sand and pure clay do not offer favorable con- 
ditions for vegetable growth ; such a mixture of them as forms 
what is called a loam soil is generally considered the best. 
Fertile soils must also contain a certain proportion of organic 
matters, known generally by the name of humus, a mixture of 
substances derived from the decay of vegetable and animal 
matters, which gives the dark color to the soil as compared 
with the subsoil and the almost black hue to the rich garden 
mould. Humus makes the soil more light and porous, and 
possesses the power of absorbing the gases and vapors of the 
atmosphere, water, and dissolved natural fertilizers in a higher 
degree than any other ingredient of the soil. Undergoing a 
gradual oxidation, it furnishes carbonic acid, nitrogen com- 
pounds, and water, and by the ozone it forms during this pro- 
cess, favors the production of nitrogen compounds from the 
atmospheric elements. It holds ammonia, potash, phosphates, 
&c.. against the leaching action of the atmospheric waters, 
yielding them readily to the rootlefs of plants, and, by the 
acids it produces, in its ulterior state of decomposition, it aids 
in dissolving the essential mineral elements of the soil, mak- 
ing them available for plant food. 

It has been the fashion, in recent times, to underrate the 
value of humus in the soil, blindly following the teachings of 
Liebig. who gave too exclusive importance to the mineral ele- 
ments of fertility ; but practical experience is corroborated by 
scientific investigation in giving a high value to humus as an 
ingredient of a fertile soil. **The latest conclusions of agri- 
cultural chemists are, that the excess of nitrogen in the crop 
over that contained in the soil is caused by the action, on the 
atmospheric elements, of the carbonaceous matters of the 
soil" (the humus). — Quoted from article *' Terres Arables" 
in Wurtzs Dictionnaire de Chemie, &c. 

In this connection we are tempted to quote from a recent 
publication of Peter Henderson, of New York, one of the most 
experienced and enlightened gardeners in the country, the 
results of his observations and practical experiments. After 
stating that the concentrated commercial fertilizers **will not 
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do " for any great length of time to maintain fertility without 
the aid of stable manure, or some other means of improving 
what he terms the ** physical condition of the soil," he states: 
** hence experienced market gardeners near New York rotate 
their fields." Of twenty acres they keep five in grain, clover, 
and grass, '* to be broken up successively every second or third 
year, so as to get the land in the condition that nothing else 
but rotted, pulverized sod will accomplish." {Humus,) **This 
is done where the land is worth five hundred dollars per acre. 
Experience having proved that with one quarter of the land 
resting under grass more profit can be got than if the whole 
were under culture." And this in the region where they 
habitually apply several hundred dollars' worth of commer- 
cial fertilizers to the acre per annum. 

In our newer country, where land is cheap, too little atten- 
tion is paid to fallow and rotation of crops, which both may 
serve to renew the humus which has been removed in the cul- 
tivation of the hoed crops. Fallow, or allowing the land to 
rest, need not be a ** naked fallow^' or letting it rest with no 
other crop but weeds, but could more profitably be a ^^ green 
fallow,'' combined with rotation when clover or grass are cul- 
tivated, to be fed to stock, and subsequently plowed under to 
increase the amount of humus and otherwise improve the soil. 
And when small grain of any kind is raised in the rotation, 
the straw, instead of being burnt up out of the way of the 
farmer, could be more profitably used on the English plan, in 
a so-called straw-yard, where it is fed to stock and trampled 
into valuable manure, to be hauled to the fields in the early 
spring. 

It is now a well-established fact that cultivated soils require 
constant renewal of their elements of fertility, especially when 
the crops are habitually removed, and no return of manures 
are made to the soil. How most economically to effect this 
renewal is a practical question with most farmers, and one of 
great interest to the agricultural chemist. 

Besides the humus and certain other atmospheric elements 
above mentioned, certain other ingredients, called the mineral 
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elements of fertility, are equally indispensable to the fertility 
of the soil and to vegetable growth. These are phosphoric 
acid, potash, lime, magnesia, sulphur, chlorine, iron, and oth- 
ers, in such a state of combination as to be available for plant 
nourishment. 

Of these, all are alike essential as necessary elements in the 
composition of the vegetable. Yet, as some of them are found 
in very small proportions in soils, and are habitually carried 
off" in the crops, such as the phosphoric acid and potash, the 
practical agriculturist holds these as the most essential, know- 
ing that the other essential elements of the soil are usually 
present in it in inexhaustible quantities, or are continuously 
supplied from the atmosphere. Hence the value of a com- 
mercial fertilizer, in renovating an exhausted soil, depends 
mainly on its relative quantities of available phosphoric acid, 
of potash, and of nitrogen compounds, especially, also, because 
these ingredients only will bear the cost of transportation to 
any great distance, and the others are frequently to be found 
near the farm. 

The farmer who consumes most of his products at home 
has usually little need of any fertilizers but those which are 
furnished by his stables, compost heaps, or cess-pools, properly 
utilized ; or by a judicious rotation of crops and feeding of his 
stock on his fields. But the commercial farmer, whether he 
cultivates that most exhausting and damaging crop, tobacco, 
or annually exports his cotton, hemp, potatoes, corn, or pther 
grain, or simply sells his live stock raised on the farm, corres- 
pondingly robs his soil of its essential elements of fertility, 
and, especially if he does not rotate his crops, must resort to 
commercial fertilizers to maintain its productiveness. The 
nature and quantity of these will depend on the composition 
of his soil and the character of his products sold off the farm ; 
but available phosphates, compounds of potash, and nitrogen 
compounds are their most valuable ingredients. Marls, when 
near at hand, may be advantageously employed, in quantity, 
to modify the physical character of soils, and to supply lime 
when deficient, and potash and phosphates in some cases. 
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Lime, ground or burnt and slacked, proves useful also on 
some soils, especially when, like the blue limestone, it contains 
notable proportions of phosphates, potash, &c. ; but both of 
these will not bear long transportation. 

Although the clay and the sand of the soil are not actually 
elements of plant food, yet they, in proper mixture, are essen- 
tial in furnishing the medium in and by which they obtain 
nourishment and growth, while the iron oxide which enters 
into the composition of the vegetable is almost always pres- 
ent in superabundance in the soil. The oxide of iron aids 
essentially in facilitating decomposition of organic matters, in 
the formation of fertilizing nitrogen compounds and by its 
great absorptive power. It is doubted by most agricultural 
chemists whether silica (the material of sand) is an essential 
article of plant food ; yet it is present in notable quantity in 
all plants, especially in those of the family of grasses, and in 
the form of sand is necessary to the porous structure of soil. 

What is the Chemical Composition of a Fertile Soil? 

This question may be answered by reference to the ap- 
pended Tables. (See Summary of the Averages of the Ken- 
tucky Soils from Different Geological Formations. &c.) The 
composition represented by the mean of the averages of the 
234 Kentucky soils which were taken for comparison, repre- 
sents, no doubt, that of soil of rather more than average fei'til- 
ity. 

According to Mr. P. De Gasparin (a well known French 
authority) : 

0.20 per cent, of phosphoric acid in a soil makes it ... . very rich. 

0.10 per cent, and upwards makes it rich. 

0.05 per cent, makes it poor. 

Between 0.1 and 0.05 per cent, makes it medium. 

Schloessing's average of phosphoric acid in soils is o. 1 7 per 
cent. The richest volcanic soils contain 0.60 per cent., and 
the poorest soils quoted by Gasparin had only 0.09 or less per 
cent. 

The proportions of potash, in relation to fertility, vary in 
nearly the same manner. Mr. P. De Gasparin, in his *• Traite 
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des Terres Arables,'' gives the proportion of 0.14 per cent, of 
potash as a normal average quantity, and quotes, in the case 
of the volcanic soil of the vineyard of Lacryma-Christi, on the 
flanks of Vesuvius, the enormous percentage of 3.47 of pot- 
ash in the fine earth. This, however, is to be discounted by 
34. per cent, for pebbles present in this soil. Our richest Blue 
Grass soil or subsoil sometimes contains more than 0.70 per 
cent, in the virgin soil, and upwards of i.oo per cent, in the 
subsoil or under-clay, and has no pebbles. The poorest Ken- 
tucky soil analyzed contains only 0.021 per cent, oi potash. 

By reference to the appended tables of the relative compo- 
sition of the richest and poorest soils of Kentucky, and the 
examples of foreign soils which ''are very fertile," the signifi- 
cance of the other tables of the composition of the soils on 
the several geological formations of Kentucky may be readily 
appreciated : 
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REVIEW OF THE AVERAGES OF COMPOSITION 

OF THE KENTUCKY SOILS ON THE SEV- 

ERAL GEOLOGICAL FORMATIONS. 

1. Alluvial Soils. — Made up of the finer and richer materi- 
als of the uplands ; present, generally, more than the average 
proportions of essential elements and conditions, except that 
in the Ohio Valley soils organic matters are somewhat below 
average in some. The Mississippi Valley soils contain more 
organic matters, clay, carbonate of lime, phosphoric acid, and 
magnesia than the Ohio river soils. These latter have more 
potash. 

2. Quaternary Soils. — Have less than average organic mat- 
ters and of phosphoric acid; enough alumina and iron oxide» 
lime and magnesia, and average potash. 

3. The Coal Measures Soils. — Present, generally, an aver- 
age composition, to be discounted by variable quantities of 
fragments of rock or gravel. 

4. TAe Conglomerate Soils. — Contain less than the average 
of all the essential elements ; more than the average of sand 
and insoluble silicates, and are to be discounted by variable 
proportions of pebbles, gravel. &c. Yet no soil is so poor 
that it may not be made productive by the judicious use of 
fertilizers, if it has sufficient drainage. 

5. The Upper Sub carboniferous Soils. — Contain less than 
the average of organic matters, but in other respects pre- 
sent nearly an average composition. 

6. The Lower Sub-carboniferous Soils. — Contain nearly aver- 
age proportions, except that their carbonate of lime and pot- 
ash are somewhat below, and their sand and insoluble silicates 
exceed slightly. Gravel in variable, generally small, propor- 
tions, is sometimes present. 

7. Waverly Soils. — Contain less than average alumina and 
iron oxide, phosphoric acid and carbonate of lime, magnesia 
and potash, and more than average sand and insoluble sili- 
cates. 
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8. Black Slate Soils. — Contain more than average propor- 
tions of organic matters, alumina and iron oxide, lime, mag- 
nesia, and phosphoric acid, and less than average potash, 
and sand and insoluble silicates, but sometimes need drain- 
age. 

9. Comiferous Limestone Soils. — Have more than average 
organic matters, alumina and iron oxide, lime, magnesia, 
phosphoric acid, and pqtash, and less than average sand 
and silicates. 

10. Upper Silurian Soils. — Contain more than average pro- 
portions of nearly all the essential ingredients, and less than 
average potash, and sand and silicates. 

1 1 . SilicioMs Muds tone {Middle Hudson) Soils. — Contain aver- 
age organic matters, alumina and iron oxide and phosphoric acid ; 
more than average magnesia, and sand and insoluble silicates, 
and less than the average of carbonate of lime and potash. 

12. Blue Limestone {Trenton) Soils. — Contain much more 
than average proportions of all the essential elements; less 
than average sand and insoluble silicates. The richest of all 
the soils. , 

13. Birdseye Limestofie Soils. — Average organic matters, 
alumina and iron oxide ; more than the average lime, mag- 
nesia, phosphoric acid, and sand and insoluble silicates, and 
less than average potash. 

By reference to Tables C, D, and E, the comparison may 
easily be made of the relative composition of known rich and 
poor soils. 

By Table E we may compare our Kentucky soils .with cele- 
brated European soils, as reported by one of the most expe- 
rienced agricultural chemists. 

Table F gives one of the many examples which might be 
quoted of the changes of chemical composition of the soil 
which results from long cultivation without manures. 

That the reader may appreciate the significance of the per- 
centage given in these tables, the writer will state that, by 
actual measurement and weighing of some of the rich soil of 
the Blue Grass Region, he found a cubic foot, in its ordinary 
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condition, to weigh 71.543 pounds. Calculated to the depth 
of one foot, the soil on an acre would weigh 3,116,413 pounds. 
Other soils, especially poor, sandy soils, weigh much more 
than this. 

When we calculate into this quantity of soil the 0.404 per 
cent, of potash, which appears as the average quantity in 32 
Blue Grass soils, we find that it amounts to more than twelve 
thousand five hundred and ninety (12,590) pounds to the acre. 
On the other hand, taking the small proportion contained in 
the Old Field soil (Table F), only .062 per cent., the quantity 
in the acre to the depth of one foot is only one thousand nine 
hundred and thirty -two (1,932) pounds. 



Note. — In the early period of the Geological Survey of 
Kentucky, the late Dr. D. D. Owen gave special attention to 
the study of the changes in composition, produced in the soil 
by cultivation without manures, and consequently collected, for 
comparative chemical analysis, many samples of Virgin Soil 
with that of an immediately neighboring field which had been 
iong in cultivation. Of the one hundred and seventy-three soil 
analyses made by the writer up to i860 (see Vol. IV. O. S. 
Repts. Ky, Geol. Surv., p. 42), this comparison was made in 
seventy-nine cases ; and in seventy-one cases the soil of the old 
field, as compared with the virgin soil, had lost notable quanti- 
ties of its essential elements of plant food. 
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GENERAL REMARKS ON THE LIMESTONES OF 

KENTUCKY. 

As may be seen in the appended tables of average chem- 
ical composition, these limestones present a great variety, and 
are applicable to numerous practical uses. 

For building stones, the limestones of most of the forma- 
tions may be employed, those especially which can be quarried 
of suitable size and form. The best and most durable are 
those which possess a close, compact or fine granular struct- 
ure, without cracks or crevices, which consequently would not 
absorb much water, or be liable to be disintegrated by frost, 
and which do not contain much iron pyrites or iron protoxide, 
and are not full of fossils or chert. The most durable of all 
the limestones hitherto tried are the compact homogeneous 
layers of the pure magnesian limestone of the Lower Silurian 
group, of fine granular structure, such as was used in the Clay 
monument in the cemetery at Lexington. Some of the beds 
of the Birdseye Limestone are compact enough to receive a 
good polish, and to take the name. of marble. The Lower 
and Upper Silurian groups, including Lower and Upper Hud- 
son, the Corniferous and Upper Sub-carboniferous groups, 
as well as some beds of Coal-measures limestones. &c., all in- 
clude layers sufficiently pure and homogeneous and of proper 
structure to answer well for building purposes. 

The oolitic layers of the Upper Sub-carboniferous forma- 
tion are remarkably pure carbonate of lime, containing more 
than 98 per cent, of that material. It would, by calcination, 
yield a very pure, white lime, which might be utilized in many 
manufacturing processes. Pulverized, it would prove availa- 
ble in the manufacture of glucose, for neutralizing the sulphuric 
acid employed, especially as it contains but little magnesia. 
Some of the layers take a good polish. The Birdseye lime- 
stone is also quite pure, and would yield a very white lime. 
Some of its layers are susceptible of a good polish, and have 
been used and known as *' Kentucky marble.** It is quite 
compact, but somewhat brittle. 
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Some of the layers of this Sub-carboniferous limestone 
are available for lithographic purposes. These have been 
found and quarried in Menifee, Barren, Hardin, Estill, and 
Meade counties. Their availability for this purpose depends 
mainly on their fine granular structure, their freedom from 
fossils, flaws, cracks, or irregularities of texture, and the pos- 
sibility of obtaining slabs of good size of a homogeneous 
character. Those which have been analyzed contained a 
considerable percentage of magnesia carbonate. 

All of these limestones could be utilized in the preparation of 
mortars and cements. Of course those which are the purest 
would slack the hottest, and give what is technically called 
**fat lime,'* and would probably harden in the air more firmly, 
when mixed with a proper proportion of clean, sharp silicious 
sand, than the less pure lime, and hence would be preferred 
by the bricklayer and plasterer, and for preparing the whitest 
wash ; but any of the ordinary limestones of the several geo- 
logical formations may be used for building purposes, and 
experience has shown that some of them which contain con- 
siderable proportions of silica and silicates, alumina, iron oxide, 
and magnesia, although their lime may not slack so readily or 
so hot as that of the purer limestones, yet will resist the action 
of water and of other atmospheric agencies better than some 
of those which are purer carbonate of lime. 

For cements, or mortars which are used to withstand the 
action of water, so-called hydraulic or water cements, what we 
may call imptire limestones are generally available. The hy- 
draulic or water limestones frequently contain a considerable 
proportion of magnesia. Indeed, some quick-setting water 
limes seem to owe their peculiar property to the admixture 
of magnesia ; but the cement of such limestones is said not 
to be so durable or so perfectly water-proof as that con- 
taining considerable proportions of silica and of alumina and 
iron oxide. ** A very striking proof of the influence of mag- 
nesia * * * is afforded by the limestone from Tarnowitz, 
♦ ♦ ♦ which hardens extremely well, although it only con- 
tains 3.35 per cent, of silica. This limestone contains 29.32 
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per cent, of carbonate of magnesia/' It contains 16.83 P^^ 
cent, of carbonate of iron, 3.75 of alumina, and 49.06 per 
cent, of carbonate of lime. {Knapp's Client. Technology, vol. 
^^PP' o7^^ 385-) Proportions of potash and soda not given. 
By reference to our tables of average compositions this will 
be seen to resemble some of our Kentucky limestones. 

The statement of the composition of the celebrated hydrau- 
lic limestone from the neighborhood of the Falls of the Ohio 
river at Louisville. Jefferson county {see vol. 2, O. S., Ky. GeoL 
Repts., p. 220), may be given as the type of that of a good 
hydraulic limestone, dried at 212*^ F., as follows: 

Per cent. 

Carbonate of lime 60 43 = 28.29 per cent, of lime. 

Carbonate of magnesia 18 67 = 8 . 89 per cent of magnesia. 

Alumina and iron and manganese oxides. . 2.93 

Phosphoric acid (P2 05) 06 

Sulphuric acid (803) 1 . 08 

Potash 32 

Soda 13 

Sand and insoluble silicates . 25-78 Containing silica =» 22.58 per cent. 

Loss 10 

100. 00 

The reader is referred to vol. IV, N. S., of Ky. Geol. Repts., 
pp. 404 to 408, for more full statements and remarks in rela- 
tion to hydraulic limestones and cements. According to the 
experiments and analyses of Berthier and Kersten, 5 to 9 per 
cent, of silica, alumina, and iron carbonate, with from 0.40 to 
5 per cent, of magnesia carbonate in the composition of a lime- 
stone, give to it a very moderate hydraulic character, while 
13 per cent, of these ingredients, with 4 per cent, of magnesia 
carbonate, give it marked hydraulic properties. {Knapp's 
Chem. Tech., v. 2, /. 379). But, as stated in vol. IV. N. S., 
of Ky. Geol. Repts., above referred to, the presence of the 
alkalies, potash, and soda no doubt is an important factor in 
the composition of a hydraulic limestone. 

Limestone, calcined and air-slacked, or simply ground up 
without calcination, is employed in some localities to improve 
*the quality of the soil, and increase its fertility. It may oper- 
ate in a variety of modes. Its constant action is to neutralize 
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acids, and to decompose sulphate of iron and some forms of 
organic matters, aiding in the formation of ammonia, and 
favoring nitrification under some circumstances, thus assisting 
in supplying available nitrogen to crops. Applied in large 
quantities, as slacked lime, it greatly improves the texture of 
heavy, tenacious clay soils, rendering them more friable and 
penetrable by fluids. No doubt, while in the caustic state, 
slacked lime acts somewhat on the insoluble silicates of the 
soil, and sets free some of the alkalies and other valuable 
ingredients. But it is highly probable that the most profitable 
lime for use as a fertilizer would be that which had in its com- 
position the largest proportions of potash, phosphoric acid, 
sulphuric acid, soda. &r These valuable elements of plant 
food are in largest proportions in the impure limestones, and 
would be more quickly available in the calcined lime than in 
the ground limestone. It appears to have become somewhat 
fashionable to apply ground limestone to the soil as a fertil- 
izer, but unless a limestone very rich in phosphoric acid and 
potash is selected for this use, it is very questionable whether 
it would be profitable on any but a soil which was very defi- 
cient of lime. The practice of adding ground limestone to 
commercial fertilizers would generally be profitable to the 
manufacturer only. 

One very important use of limestone is as a flux in the 
smelting of iron ore. For this purpose a carbonate of lime 
containing little or no phosphoric acid or sulphuric acid or 
pyrites (iron sulphide) would be most appropriate. The 
presence of moderate quantities of silica and silicates, or of 
magnesia, potash, or soda, would not be objectionable. In- 
deed, the ferruginous limestones found in the coal-measures 
would increase the product of iron ; and the oxide of mangan- 
ese, which occurs sometimes in these limestones in notable 
proportions, would improve the quality of the fluxing material, 
as well as that of the iron produced. 
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GENERAL REMARKS ON THE KENTUCKY FIRE- 

CLAYS. 

It will be seen that the best and greatest quantities of our 
fire-clays hitherto observed are found in the Coal-measures and 
Tertiary formations. In the former they are usually in an indu- 
rated condition, requiring grinding or exposure to the atmos- 
pheric agencies to make them plastic. In the Tertiary beds 
they are more friable, and easily to be kneaded with water. 
This marked difference is greatly owing to difference in com- 
position. The Tertiary clays contain much more silica and less 
alumina than those of the Coal-measures, and much of this 
silica is in the form of fine sand, as may be seen by reference 
to the foregoing tables. This causes the Tertiary clays to 
be less plastic and adhesive than those of the Coal-measures, 
but probably may cause them to be rather more refractory in 
the fire. The plastic clays or Potter's clays have not been 
examined in so large number as the fire-clays, but have a 
wider range in the several geological formations. All forms 
of clays have numerous industrial applications, varying from 
the most costly products of the ceramic art to the rude brick 
or draining tile. 

Influence of the Several Chemical Ingredients of Clays. 

Pure hydrated aluminum silicate, which is the essential basis 
of all clays, has a composition represented by 46.3 per cent, 
of silica, 39.8 per cent, of alumina, and 13.9 per cent, of water. 
= (AI2 03,2 S.O2, H2O.) It is sometimes found in the min- 
eral kingdom in varying conditions of purity. The mineral 
halloysite is of this nature, and the so-called Indianaite of 
Cox, having a composition represented by 45.90 per cent, of 
silica, 40.30 per cent, of alumina, 13.26 per cent, of water, with 
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0.198 per cent, of potash, 0.204 per cent, of soda, and traces 
of lime,* is of this character. In the pure state the silicate 
of alumina is highly refractory, being infusible before the blow- 
pipe, and practically fire-proof. It shrinks so much on drying, 
and especially when calcined, and is hence so liable to crack 
in the fire, that it cannot be made practically useful as a fire- 
clay until mixed with a considerable proportion of pure fine 
sand or ground burnt fire-clay. The admixture of fine sand 
does not sensibly reduce its refractory character, provided it 
is pure and free from fluxing materials, such as iron or man- 
ganese oxides, lime or magnesia, or the alkalies potash and 
soda, each of which substances increases the fusibility of the 
clay in which they are present. According to the experiments 
of Richter, in 1868, **tfie refractory quality of clays are least 
impaired by magnesia, more by lime, yet more by iron oxide, 
and most by potash." It is probable that soda is at least as 
active in this respect as potash, and the oxide of manga- 
nese more so than the oxide of iron. The phosphates also 
increase the fusibility of the clay. 

The admixture of pure sand diminishes the plasticity and 
also the contractility of the clay on being dried or calcined, 
and increases its porosity. The same object is attained by 
mixing it with ground burnt fire-clay, plumbago, or ground coke 
or anthracite, and these substances are believed not to dimin- 
ish the refractory quality of the clay. The well known Hes- 
sian crucibles or sand crucibles are an example. The Hessian 
crucible clay is composed of 71 per cent, of silica, 25 per cent, 
of alumina, 4 per cent, of iron oxide,f mixed with one third 
to one half its weight of quartz sand. It is said, however, 
that the quartz sand increases the fusibility of the clay when 
it is heated with fluxing materials, especially with oxide of 
lead, and that the substitution of ground burnt clay, of a pure 
kind, for the quartz sand, makes the crucible more refractory. 

•See Ky. Geol. Repts., vol. IV, N. S., pp. 164-6. 

tThis quantity of oxide of iron no doubt decreased the refractory quality of the 
clay, but this influence is somewhat counteracted by the large proportion of silica in 
the clay, and by the sand. The proportions of lime and of the alkalies are not given; 
some are undoubtedly present in this clay. 
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The black lead crucible, so-called, made of clay mixed with 
plumbago, is less porous, and takes a smoother finish than the 
sand crucible, and is more durable and less liable to break ; 
hence it is used in the fusion of the precious metals and steel. 
Fire-bricks, tiles for lining furnaces, &c., are also made of the 
most refractory clays, mixed with pure sand or ground burnt 
fire-clay. 

For making the large crucibles or pots used for melting 
glass, in which process the material is not only exposed for a 
great length of time to a very high temperature in the fur- 
nace, but also to the influence of fluxes in the contained 
melted glass, clay of a peculiar character, called glass-pot 
clay, is largely imported into this country from Germany at a 
considerable expense, it having been somewhat purified in 
that country. 

As may be seen in the foregoing tables, this clay, as com- 
pared with the general average composition of our fire-clays, 
contains more than the usual proportion of silica, viz: 71.686 
per cent., including the fine sand, it being exceeded in this 
respect only by some of our Tertiary fire-clays, which contain 
77.739 per cent. (In regard to this ingredient, silica or sand, 
something depends on its state of division or combination. 
In combination with the alumina it forms the tough, plastic 
basis of clay, but in the form of sand, the coarser it is the 
more it diminishes that toughness or plastic character. Sand, 
in a very fine powder, partakes of the plastic nature of clay 
on mixture with water.) This glass-pot clay contains only a 
medium proportion of alumina, viz: 21.30 per cent., and a 
comparatively small proportion of iron oxide, but more of this 
injurious ingredient than some of our Coal-measures fire-clays, 
and not much less than some of the Tertiary. It has, by com- 
parison with our fire-clays, small quantities of lime, magnesia, 
and potash, resembling, in this respect, some of our Coal- 
measures and Tertiary clays ; it also has only a very small 
proportion of soda. 

In England they use their Stourbridge fire-clays for the 
preparation of their glass-pots, and the chemical composition 
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of these, as given by Knapp {C/iem. Tech., v. 2, /. 35), from 
analyses by Richardson, is as follows . 

Silica (including fine sand?) from 61.15 to 68.05 per cent. 

Alumina from 18.18 to 25.00 " 

Oxide of iron from 1.10 to 5.10 " 

Lime from to 1.30 " 

Magnesia from n. e. .85 " 

Water from 6.00 to 12.60 " 

Alkalies, potash, and soda not given ; probably as above = 1.90 per cent 

On examining the tables of the composition of our fire- 
clays, several may be seen which would most probably serve 
admirably for the construction of glass-pots, more especially 
if the same care be taken to prepare and purify them as is 
used in Europe. 

In using clay for refractory pottery, fire-bricks, or tiles, &c., 
much depends on the preparation of the clay. It is laid up 
in heaps or ridges, fully exposed to the weather, for months. 
The water and oxygen of the atmosphere, and the influence 
of frost, disintegrates it and measurably washes and purifies 
it. By the combined influence of moisture, oxygen, and any 
organic matter which may be present, insoluble iron sulphides 
are converted into soluble sulphate, and insoluble iron perox- 
ide changed to soluble iron bi-carbonate. Some of the lime 
and magnesia are also washed out by the rains as soluble bi- 
carbonates, and some of the residual potash and soda, which 
entered into the chemical constitution of the rocks from which 
the clays were originally derived by the process of prolonged 
weathering, will become separated by the same process, and 
washed out by water; and thus the clay becomes greatly im- 
proved in purity and in its refractory character. The washing 
part of the process is aided artificially, and thus also are the 
pebbles, fine or coarse sand, separated, more or less, as may 
be necessary, from the finer particles of the impalpable silicate 
of alumina. In the purification of some clays, the powdered 
and softened mass is mixed with impure water, containing 
organic matters, and allowed to ferment or rot in a warm atmos- 
phere. The decomposing organic matters aid greatly in the 
separation of the mineral impurities, by bringing them into a 
soluble form, as detailed above, and thus facilitate their re- 
moval from the clay by subsequent washing with purer water. 
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For crucibles, glass-pots, fire-bricks, and tiles, very refrac- 
tory clays alone can be used, containing as large a proportion 
of silica in the form of sand, more or less fine, or of ground 
burnt clay, as can be used without destroying the plasticity 
and adhesiveness of the mass, and the smallest possible pro- 
portions of potash or soda, lime, oxide of iron, or magnesia. 
The most refractory clays burn white, because of their very 
small proportion of iron oxide, which, when exceeding one 
to two per cent., begins to give a yellowish tint to the burnt 
clay, increasing in intensity and passing into various shades 
of orange, red, and brown, as the quantity increases, and 
proportionately increasing its fusibility. The best fire-clays 
should not contain more than from 0.2 to 0.5 per cent, of 
either lime, potash, soda, or magnesia ; their fusibility in- 
creases as the proportions of these fluxing materials increase. 
For many of the ordinary uses of these clays, however, these 
proportions may be double, or treble in some cases, without 
detriment, where the heat to be resisted is not very intense. 

But for the numerous uses of the potter, in the manufacture 
of the various products of the ceramic art ; from the pure and 
highly artistic, richly decorated porcelain, the parian, wedg- 
wood, stone-ware, delf, queen's-ware, majolica so-called, down 
to the simple red flower-crock or the common brick, clays less 
refractory and less pure are available. Even many of the 
marls, or marly clays, which would melt into a slag at a bright 
heat, or become deep colored, red or brownish-red by calcina- 
tion, because of their large proportions of fluxing materials, 
including iron oxide, are employed; and it is a remarkable 
fact, demonstrated in the most ancient remains of human art, 
that whatever may have been the kind employed, articles 
made of clay, if they have been well burnt or calcined without 
fusion, withstand the influence of time and the atmospheric 
agencies better than any other building material known; while 
ancient granite, porphyry, and marbles, are found to be cor- 
roded more or less, the clay tablets of the most ancient peo- 
ples are measurably unchanged. 

The pure white porcelain or china-ware is only to be made 
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of the primary clay called kaolin, derived from the decom- 
position of white felspar, mixed with a proper quantity of 
pure powdered quartz and undecomposed felspar, with some- 
times a certain quantity of fluxing material, which causes it 
to soften somewhat or frit in the heat of the kihi. This soft- 
ening or fritting, caused by the presence in the clay of lime, 
the alkalies, or other fluxing materials, also gives the com- 
pactness and solidity to the so-called '* stone-ware/* But the 
hardest and most refractory Berlin porcelain used in the 
chemical laboratory has a composition represented by silica 
72.96 per cent., alumina 24.78 per cent., lime only 0.104 per 
cent., magnesia and iron only traces, and alkalies 1.22 percent. 
The clay used at the Royal Porcelain Manufactory at Sevres 
(Fr.), contains silica 58.0 per cent., alumina 34.5 per cent., 
lime 4.5 per cent., potash 3.0 per cent., being thus more plas- 
tic and more fusible than that used at Berlin. These wares 
are of considerable variety, and the glazing or more fusible 
glass or enamel with which they are coated in a second burn- 
ing, penetrating the porous burnt clay, converts the whole into 
a homogeneous, compact, translucent material. 

Potter's clays, as compared with fire-clay or porcelain clay, 
are generally more plastic and adhesive than those, because of 
their larger proportion of alumina. They are found in every 
condition of purity, but contain notable proportions of the 
fluxing materials. Plastic clays or potter's clays may vary in 
composition greatly: the silica from 42 to 70 per cent., the 
alumina from 20 to 40 per cent., the iron oxide from i to 15 
per cent, or more, the lime from 0.5 to 5 per cent., the alka- 
lies from 0.5 to 2 or 3 per cent., producing wares more or less 
refractory, firm, porous, and colored, and applicable not only 
in the highly artistic pottery and terracotta, so useful and 
durable in architectural ornamentation, but in the drain-pipes 
and tiles and the ordinary building bricks. 

For all these purposes, except for the manufacture of fine 
porcelain ware, the clays of Kentucky are applicable, requir- 
ing only the hand of the skilled workman, and the proper use 
of capital, to make them profitable. 
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154 COMPARATIVE VIEWS OF THE COMPOSITION 

The number of these marls and marly clays, &c., which have 
been brought into comparison, viz : thirty from eleven differ- 
ent groups, is too small to show the influence of the several 
geological formations on their composition. So far as these 
go, they show the Tertiary, Coal-measures, and Middle Hud- 
son marls to be the most silicious ; the Upper Hudson, Upper 
Silurian, Clinton, Coal-measures, Tertiary, Birdseye, and Lower 
Hudson marls contain the most lime; those from the Upper 
Silurian, Middle Hudson, and Upper Sub-carboniferous groups 
contain the most phosphoric acid; those from the Trenton, 
Lower Sub-carboniferous, Upper Hudson, Birdseye, Clinton, 
and Lower Hudson groups are richest in combined potash ; 
and soda is in largest proportions in the marls from the Coal- 
measures, Birdseye, Tertiary, and Lower Hudson groups. 

Marls are impure clays of variable composition, generally 
containing a considerable proportion of carbonate of lime. 
They pass, on the one hand, into clays proper; on the other, 
into limestones ; while they may shade into iron ores as their 
variable proportions of iron oxide increase. They are usually, 
even when in the hardened state of shale, readily disinte- 
grated by exposure to the atmospheric agencies. The earli- 
est use made of them was on the soil to increase its fertility, 
which it was supposed to do mainly by supplying lime where 
it was deficient, or by altering the consistence of the soil 
when too compact and heavy, or too sandy and light. For 
such uses the question of the cost of transporting and apply- 
ing the large quantity required to alter the physical char- 
acter of a soil is a serious one, and hence the modern use of 
marls is mainly restricted to those which contain much lime, 
or which are found to have much potash or phosphoric acid in 
their composition. 

It is found, however, that the potash and phosphoric acid, 
although contained in some of these marls in notable propor- 
tions, are not readily or quickly available as elements of plant 
nourishment; the former being probably in firm combination 
with the silicate of alumina, and the latter forming insoluble 
phosphates of iron and alumina. So that, like a subsoil or 
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under-clay, in which chemical analysis demonstrates the pres- 
ence of considerable proportions of these essential materials, 
they prove at first less suitable to vegetable growth than the 
more porous surface-soil, which contains less potash or phos- 
phoric acid, but which is darker colored by the humus which 
it contains. 

In the course of time, by the action of the atmospheric 
elements and of the humic acids derived from the decay of 
the vegetable matters on the surface, or more quickly by ad- 
mixture with stable manure, the potash and phosphates of 
the sterile subsoil, marl, or under clay are brought into a 
condition available for vegetable nourishment, and the partly 
exhausted surface-soil is renovated by the admixture. Gar- 
deners and farmers have found by experience that the grad- 
ual mixture of marls, or heavy marl-like subsoils, together 
with the use of materials to furnish humus, is the best 
practical mode of making them useful in renovating the 
exhausted surface-soil. 

This result of the experience of the practical farmer shows, 
no doubt, how these marls may be most profitably used. It 
is said by some observers that admixture of caustic lime with 
the marls will aid in the separation of the potash and phos- 
phoric acid; and it is known that to calcine them in mixture 
with lime or carbonate of lime and calcium chloride, such as 
is abundantly thrown away in the bitter water which drains off 
from salt at the salt-works, will fully liberate the potash ; but 
this is unavailable on a large scale because of its cost, and 
consequently, it appears that the best probable method of 
using these rich marly clays, marls, or subsoils on the ex- 
hausted soil, is to spread them on the surface, mixed prefer- 
ably with slaked lime, and then to sow the land with clover, 
which, after a year or two of growth and pasturage, will 
supply to the soil, when plowed in, a large amount of vege- 
table matter to form humus, which will greatly aid in the 
chemical decomposition of the marl, and in improving the 
productiveness of the soil. 



156 COMPARATIVK VIEWS OF THE COMPOSITION 

As may be inferred from their composition, some of these 
Kentucky marly clays may be employed in making some forms 
01 pottery, terra-cotta, &c., especially the so-called stone- 
ware, which is hard and compact because of the softening or 
partial fusion of the clay in the heat of the kiln, and which is 
glazed with common salt only. For the various forms of terra- 
cotta, and architectural appliances and ornaments, the tints 
which some of these clays assume on burning would make 
them more appropriate. Ground and calcined with a proper 
proportion of lime, several of these marly clays, especially 
those containing much alkali, would no doubt make good 
Portland cement, the most durable of water cements; used 
in large structures, mixed with more or less sand, gravel, and 
pebbles, &c., as the Beton of the French. 

When the oxide of iron is in large proportion in a hydrated 
state, these clays may be advantageously employed as materi- 
als for painting, as pigments of various tints of yellow, orange. 
red. and brown, having the names of boles, ochres, red chalk, 
terra sienna, umber, &c., &c. These, when calcined, assume 
other Colors- — the yellows changing to reds, &c., &c. They 
are among the cheapest and most durable of common pig- 
ments. The published Kentucky Geological Reports give 
several examples of such ferruginous clays. 
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INTRODUCTORY NOTE. 



Chemical Laboratory of Kentucky Geological Survey, i 
State A. and M. College, Lexington, Dec, 1883. 3 
John R. Procter, Director of Kentucky Geological Survey : 

Dear Sir: Herewith I respectfully submit to you the report 
of the chemical work performed in this laboratory for the Geo- 
logical Survey since the publication of my last report. 

Yours, etc., ROBERT PETER. 



CHEMICAL REPORT. 



In the present report the results are given of more than two 
hundred chemical analyses. There are of 

Soils and subsoils 16 

Coals 112 

Cokes 19 

Mineral waters 26 

Limestones 19 

Sandstones 2 

Clays 2 

Iron ores 15 

Pig irons and slags 4 

Marls, ochre, coprolite 8 

Total 218 

The Soils and Subsoils are from four counties only, viz.: 
Morgan, Nelson, Shelby, and Spencer, representing, respect- 
ively, coal measures, upper silurian, and upper Hudson river 
formation soils. 

The six coal-measures soils from Morgan county, with the 
exception of the virgin woodland soils, do not probably repre- 
sent the best average soil of that region, having been collected 
on the water-shed of the Licking river, where they have been 
subjected to the leaching action of the atmospheric waters, or on 
the bottom land bordering the stream. But they all may be 
profitably cultivated under favorable conditions. It will be seen 
that the subsoil contains less carbonate of lime than the surface 
soil, also less of rocky fragments, and the old-field soils show in 
every case a dimunition of fhe essential elements of fertility as 
the result of continued cultivation. 

The Shelby county soils, except No. 2436, which is on the 
upper silurian formation, are located on the upper Hudson 
river beds. Nos. 2430, 2431, and 3432 contain more than 
the average proportions of all the essential elements of fertility, 
and less than the average of sand and silicates, and should 
therefore be quite fertile under favorable conditions. Numbers 

3 



158 CHEMICAL REPORT. 

2433 and 2435 are remarkable for their large proportions of 
organic and volatile matters, alumina, etc., etc., and especially of 
carbonate of lime. No. 2435 containing as much as 25.245 per 
cent, of that ingredient, constituting it a kind of marl, and No. 
2433 contains 4.693 per cent, more than has been observed in 
any other Kentucky soil heretofore analyzed. Their propor- 
tions of potash, extracted by acids, is also exceptionally large, be- 
ing 2.015 P^r cent, in No. 2433 and 1.772 per cent, in No. 2435. 
They also contain much less than the usual quantity of sand 
and insoluble silicates, these being in the proportion of 61.045 
per cent, in the former and only 47.295 in the latter soil. The 
former contains 8.2 per cent, of fragments of calcareous fossils 
and rock fragments, and the latter, which is a subsoil, as much 
as 41.2 per cent., and should be discounted in these proportions. 

A certain small quantity of lime in the soil is essential to pro- 
ductiveness, as this substance is an indispensable element of all 
vegetable structures, and the influence of very large proportions 
of carbonate of lime on the soil has been ascertained to a cer- 
tain extent by practical experiment and observation. 

Applied in quantity to a heavy, wet, clay soil, lime, which 
soon becomes carbonate, makes it more light and friable, lessens 
its tendency to shrink and swell in dry and wet seasons, and 
allows water to evaporate from it more freely. But when the 
carbonate of lime is in too large proportion, untempered by clay, 
it forms a soil which parts with its water too readily, and be- 
comes so light in times of drought that its surface may be blown 
away by the wind, conditions unfavorable to vegetation. The 
chemical relations of carbonate of lime are quite important. In 
contact with the insoluble silicates of the soil, it favors their de- 
composition, setting free, in a soluble form, their potash, soda, 
phosphoric acid, etc. It also greatly aids the decomposition, in 
the moist soil, of the organic matters present, causing the more 
rapid formation of carbonic acid and water and favoring the pro- 
duction of ammonia and nitrates — all essential food of plants. 
It also has the valuable property of absorbing and holding for 
the nourishment of vegetation, organic matters, ammonia, and 
other nitrogen compounds, and the phosphoric acid, which may 
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be in the air or water which penetrate the soil. Within proper 
liniits, therefore, this ingredient of soils is very valuable, and the 
farmers of England especially, habitually apply it to their culti- 
vated soils. 

The old-field soil, No. 2434, from the same locality as these 
two calcareous soils, is remarkable for containing much smaller 
proportions of carbonate of lime and of the other essential in- 
gredients than those, although it contains more than average 
quantities. It difiers from them greatly also in its 83.3 1 per cent, 
of sand and insoluble silicates, and in containing no calcareous 
fossils or rock fragments, seeming to show that, although on the 
same farm, it may be located on a different geological sub- 
stratum or bed. 

The two Spencer county soils, soil and subsoil, from a very 
old field located on the upper Hudson river beds, yet retain 
full average proportions of the essential elements, organic mat- 
ters, or humus, excepted. The surface soil contains more than 
average sand and silicates and phosphoric acid, less than average 
proportions of organic matters and potash, and about averages 
of alumina, lime, and magnesia. The subsoil contains more 
than average proportions of alumina, etc., phosphoric acid and 
potash, less than average of organic matters and sand and sili- 
cates, and about average lime and magnesia. Its proportion of 
potash is much above the average, and in both organic matters 
are quite deficient. 

More than twenty years ago the late Prof. Liebig, then as 
now an "authority** on agricultural chemistry, promulgated his 
opinion, based, as we believe, on imperfect data, that the chemi- 
cal analysis of soils is of no practical value. At once all the 
authors at second-hand took up the cry, and to this day copyists 
and others who have no taste for this kind of investigation, or 
who had not been trained to appreciate the value of its indica- 
tions, while in accordance with the progress of agricultural 
chemistry they are obliged to attach great importance to the 
presence or abserice of certain elements of fertility in soils, still 
keep up an inconsistent opposition to this mode of interrogating 
nature in aid of agriculture. One principal argument used by 

5 
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these objectors is that the acid solvents used by the chemists in 
their analyses difier from the natural agents of solution by which 
the soil elements are made available for plant growth. But 
Liebig himself measurably destroyed the force of this objection 
when he called attention to the fact that plants do not derive 
their soil ingredients from the so-called "soil water" alone, but 
exert, through their rootlets, a direct solvent action on the parti- 
cles of the soil ; and the solvent is proved to be an acid one. 
The present writer, in experiments detailed in a previous report, 
proved that strong acids, such as oxalic and phosphoric acids,* 
enter into the composition of this peculiar solvent or digestive 
fluid of plants, by means of which solid ingredients of the soil 
are dissolved and made available for their nourishment and 
growth. 

Time and experience have gradually set aside most of the 
objections which were made to this mode of studying the char- 
acter and value of soils, and in a new country no other method 
is known by which the capabilities of the virgin soil can be so 
cheaply, speedily and certainly estimated. More especially is 
this true in Kentucky, where the soils have mostly been formed 
in place by the disintegration of the subjacent rocks, and not of 
transported materials. 

We may briefly recapitulate some of the peculiar uses of soil 
analysis : 

1 . To teach the natural capabilities of the soil ; its present 
probable fertility and durability under existing conditions. 

2. To detect elements or conditions injurious to plant growth^ 
and point out available remedies. 

3. To show any surplus or deficiency of essential elements, 
and indicate the best remedies — fertilizers or mechanical agencies. 

A good analysis of the soil of a homogeneous field may be 
beneficial for ages, if properly understood and judiciously taken 
as a guide in culture and the application of fertilizers. 

A good exemplification of these facts appeared in a letter 
from Charles Bernard to the New York Evening Post, in 1871, 
giving an account of the extraordinary farming operations of 

♦See Vol. v., Ky. Geological Reports, N. S., pp. 289, 244. 
6 
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Mr. John Prout, of London, on a worn-out clay farm of four 
hundred and fifty acres, near the town of Sawbridgeworth, in 
Hertford county, which were then making quite a stir in England. 
With underdraining, deep plowing, and the use of chemical fer- 
tilizers, bone-dust, superphosphates, etc., etc., without any barn- 
yard manure, he soon caused the unproductive soil to bear the 
largest crops ever known in the country. 

To obtain this high and profitable improvement, Mr. Prout 
kept a chemist constantly employed on his farm, who reported 
regularly the composition of the soil of each field, and directed 
and superintended the application of the chemicals and fertil- 
izers to make and keep the land fertile and productive. And 
Mr. Bernard reported the standing crops, which he personally 
examined, on the several fields to be, "without exception, of most 
extraordinary vigor and abundance." But the most remarkable 
novelty of Mr. Prout' s management was that as the crops 
ripened they were all sold at auction and entirely removed by 
the purchasers from the ground, ** so that the harvesting and 
marketing occupy one day." This plan was successfully con- 
tinued year after year, and Mr. Front's books showed a greater 
net profit than was obtained by any farmer in the country, 
although he expended $5,750 a year for fertilizers alone. Late 
reports, if the writer is not misinformed, stated that he was yet 
successfully carrying out this improved agriculture. 

The one hundred and twelve Kentucky Coals analyzed, 
which are here reported, are from eighteen counties, viz.: Bell, 
Breathitt, Carter, Elliott, Floyd, Johnson, Knox, Laurel, Law- 
rence, Letcher, Magoffin, Martin, Morgan, Muhlenberg, Perry, 
Pike, Pulaski, and Whitley. 

For comparison with our Kentucky coals, three samples each 
from Alabama and Tennessee and one from West Virginia 
were collected and analyzed, and the analyses of four celebrated 
Pennsylvania coking coals made by the chemist of the Geolog- 
ical Survey of that State are copied. 

Of the samples of Kentucky coals, eighteen were of canncl 
coals. Of these the average volatile combustible matters^ includ- 
ing No. 2291, (which, having as much as 20.60 percent, of ash» 
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might probably be excluded as belonging rather to the bitumin- 
ous shales than coals,) was 46.32 per cent. The average ash 
percentage of the cannel coals examined, excluding No. 2291, 
was 9.36; varying from 2.20 per cent, in No. 2369, Letcher 
county, to 19.50 in No. 2381, of Morgan county. It will be 
seen by reference to the table that several of the Kentucky 
cannel coals are more than equal in gas-making or gas-improv- 
ing power, to the cannel coal of West Virginia, which is much 
used for that purpose. 

The specific gravity of the coals, here reported, varies from 
1. 191 in No. 2354, of Letcher, with an c^h percentage of only 
2.60, to 1.634 in No. 2286, in Carter, with an ash percentage of 
40.00. This latter, however, should more properly be called a 
bituminous shale than a coal. It is proposed to draw the line 
between these shales and coals proper on the ash percentage of 
20.00, giving the name shale to all which have a greater per- 
centage than this. 

The volatile combustible matters of these coals (excluding the 
cannel coals) varies from 22.70 per cent, in No. 2346, from 
Letcher, which had an ash percentage of 9.54, to 40.90 per 
cent, in No. 2354, of Letcher, which had an ash percentage of 
only 2.60. 

Th^ fixed carbon in the coke varied from 33.76 per cent, in 
No. 2381, of Morgan county, to 67.60 per cent, in No. 2404, of 
Pike. 

The sulphur varied from 4.527 per cent, in NOi» 2385, from 
Morgan county, to 0.390 per cent, in No. 2405, of Pike county. 

Those coals which have the largest proportion of fixed carbon 
with the smallest percentage of sulphur are the best fitted for 
coking purposes, provided they have enough volatile combustible 
matters to cause them to soften and become porous in coking, 
and to afford heat enough by their combustion to effect the pro- 
cess without burning fixed carbon. 

Cannel coals do not make good coke for the iron-smelting 
furnace, because, although they give more volatile combustible 
matter than most other coals, they do not soften much or become 
porous in coking. The so-called bituminous or soft coals, gen- 

8 
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erally soften and swell too much lor this use, and their coke 
consequently will not support the burden in the high furnace. 

But the so-called splint, or semi-cannel coal, known in Indiana 
as ** block coal," of which variety there is a vast quantity in 
Kentucky, characterized by its laminated structure and firm con- 
sistence, softens and swells less than the soft bituminous coal 
when exposed to heat, becoming a dense, firm coke with small 
pores, and consequently it is largely used without coking in 
the smelting of iron. 

The softer and purer varieties of this coal, such as are found 
in Pike and other counties, are admirably adapted to the pro- 
duction of good coke, which compares most favorably with the 
best and most celebrated cokes of Pennsylvania. (See context, 
Bell and Pike counties, and Table II.) 

Cannel coal, when heated, gives off without softening much 
combustible gas, which bums with a clear, luminous flame, from 
which it derived its name — cannel (Scotch) or candle coal. It 
owes this peculiar property to the fact that it contains oxygen in 
large proportion to its hydrogen and carbon. The soft bitumin- 
ous coal, on the other hand, contains but little oxygen ; its gas, 
mainly composed of hydro-carbons, bums with a more smoky 
flame, and it appproaches in physical properties the ** bitumens'* 
proper. 

Anthracite coal is not to be found in Kentucky. This con- 
tains little or no volatile combustible matter, being mainly 
carbon and of the nature of a dense, compact coke. The 
Broad Top coking coal of Pennsylvania approaches anthracite 
in its large percentage of fixed carbon. (See Table III, and 
under Pike county.) 

In the analysis of coals much depends on the collection of 
average samples of the bedv This has been carefully done in 
most cases,* and in some samples of the several benches or 
layers have been separately collected and analyzed. 

Of the nineteen cokes which have been analyzed, sixteen are 
from eight counties in Kentucky, and two are of the Jellico 
Mountain Coal and Coke Company's coke. The analysis of the 
celebrated Connellsville coke of Pennsylvania is copied fron> the 
Special Report L, of the second Pennsylvania Geological Survey. 
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The average percentage of fixed carbon in the sixteen Ken- 
tucky cokes is 90.6 1 , including the very impure coke, No. 2326, 
of Hopkins county, which was made of unwashed impure slack 
coal ; or, excluding this very exceptional sample, the fixed car- 
bon average is 91.105 per cent., even when another very impure 
sample. No. 2325, from the same locality, is included; ranging 
from 77.20 per cent, in No. 2326, up to 95. 70 per cent, in No. 
2342, of Laurel county. 

The ash percentage averages 7.44 per cent., including No. 
2326, and 6.60 per cent, when this very impure coke is excluded ; 
ranging from only 2.60 per cent, in No. 2449, of Whitley county, 
up to 13.80 per cent, in No. 2325, of Hopkins county, while it 
is 20.80 per cent, in the excluded sample. No. 2326. 

The percentage of sulphur in these Kentucky cokes is i .088 
per Cent., including the very impure No. 2326, or 0.907 per cent, 
when this sample is excluded; ranging from only 0.517 in No. 
2414, of Pike county, up to 3.799 in No. 2326, of Hopkins 
county, above described. 

Table III shows, however, that so far as chemical composition 
is concerned all of the Kentucky cokes reported, with two or 
three exceptions only, equal or excel the celebrated Connells- 
ville coke of Pennsylvania, and there is no doubt that Kentucky 
possesses a large area of coal which is eminently fitted for the 
smelting of iron ores, either in the coked or uncoked condition. 

Of the fourteen iron ores reported from Greenup, Johnson, 
and Pike counties, nothing especially new is to be stated. Num- 
bers 2309, 2310, 2312, and 2316 contain a fair proportion of 
manganese, but not enough to make them available for the 
manufacture of spiegeleisen, used in the Bessemer steel process. 
In this connection, however, attention is called to a sample sent 
to the Chemical Laboratory of the Kentucky Geological Survey 
for analysis, in 1858 or 1859, by Messrs. Lampton, NichoU & 
Co., the proprietors of Star Furnace, Carter county, labeled by 
them No. 6 and designated as ** black ore," which on analysis 
was found to contain manganese equivalent to 39.677 per cent. 
of its brown oxide. (See Vol. 4, O. S., Kentucky Geological 
Reports, pp. 106-7, No. 862 ) It is described as a **dark-'col- 
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ored, friable ore ; a nodular mass, with a soft brownish-yellow 
nucleus." If this ore is abundant it might be made useful in 
the manufacture of Bessemer steel. 

The nineteen limestones described are from seven counties, 
viz. : Carter, Fayette, Franklin, Mercer, Nelson, Shelby, and 
Spencer ; from the coal measures, upper silurian, chazy, upper 
Hudson, and Trenton formations. They vary greatly in their 
composition, as may be seen in the following comparative state- 
ment. Of the eleven samples of phosphatic limestone from the 
Trenton (lower silurian) formation of Fayette county, only their 
relative proportion of phosphoric acid was estimated. In the 
other eight different limestones : 

The Carbonate of Lime ranged 
From 96.880 per cent, in No. 2290, coal-measures limestone, of Carter county, 
To 40.780 per cent, in No. 2487, upper silurian, of Shelby county. 

The Carbonate of Magnesia ranged 
From 80.720 per cent, in No. 2378, chazy limestone, . . . • of Mercer county, 
To 1.185 per cent, in No. 2290, coal-measures limestone, . of Carter county. 

7%« Alumina and Iron Oxide^ «<e., ranged 

From 10.550 per cent, in No. 2879, chazy limestone of Mercer county, 

To .960 per cent, in No. 2290, coal-measures limestone, . of Carter county. 

The Phosphoric Acid in the Nineteen ranged 
From 11.650 per cent, in No. 2292-8, Trenton limestone, . . of Fayette county, 
To a trace in No. 2290, coal-measures limestone . of Carter county. 

And the Silieiotis Residue in the Eight ranged 

From 25.520 per cent, in No. 2437, upper silurian, of Nelson county, 

To .880 per cent, in No. 2290, coal-measures limestone, . of Carter county. 

The alkalies, potash, and soda were determined only in the 
three limestones from Nelson and Spencer counties, all three 
from the upper Hudson river beds. The potash in the Nelson 
county limestones is severally 0.423 and 0.443 P^r cent., and 
the soda 0.248 and 0.254 per cent. In that of Spencer county 
they exist in the proportions of o. 1 54 per cent, of potash and 
0.2 1 2 of soda. In this limestone the phosphoric acid is equal to 
1.842 per cent.; in that from Franklin county (lower Trenton) 
the phosphoric acid is 2.968 per cent., and in No. 2394, Nelson 
county, it is 1.202 per cent. 

It will be seen that the coal-measures limestone is a remark- 
ably pure carbonate of lime, which would give nearly 54 per 
cent, of pure, white quick-lime, containing but little magnesia, 
alumina, and iron oxide, manganese and silica. The limestones, 
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^^o- 2395 ^^^ ^437 f ffom Nelson and Shelby counties, would 
probably yield good hydraulic cements, and those which have a 
large proportion of phosphoric acid are well fitted for improve- 
ment of soils, as well as for all the ordinary uses of lime or lime* 
stones. 

Of the twenty-six mineral waters examined, only twenty were 
submitted to quantitative analysis ; and as these were analyzed 
in samples sent to the laboratory in bottles, etc., the proportions 
of the gases in them could not be determined with accuracy. 
Five, from Anderson, Boyle, and Ohio counties, are sulphur 
waters^ so-called from the presence in them of hydrogen sul- 
phide gas, and as in the case with No. 2262, of Anderson county, 
a small proportion of sodium sulphide. Five, all from Boyle 
county, are chalybeate waters^ so-called because they contain a 
notable quantity of compounds of iron, and ten, from Bell, Boyle, 
Kenton, and Logan counties, are denominated saline waters^ 
from the predominance of alkaline and earthy salts in the com- 
position of their saline materials. 

The sulphur waters vary considerably in their saline contents^ 
some of them, such as Nos. 2274, 2275, and 2276, are called 
"black sulphur waters," from the circumstance that the iron 
carbonate, which they contain in notable proportions, varying in 
the several springs, undergoes decomposition, together with the 
hydrogen sulphide gas, when the water is exposed to the atmos- 
phere, and the sulphur of the gas uniting with the iron of the 
carbonate produce a black sulphide of iron, which forms the 
deposit from which the water takes its name. The black sul- 
phur waters, which should be used only fresh at the spring, are 
always somewhat chalybeate. The Boyle county sulphur waters, 
with the exception of No. 2275, which is simply a chalybeate 
sulphur water, contain enough saline matters to make them 
slightly aperient, especially No. 2276. In this respect No. 2379, 
from Ohio county, resembles them, but it contains much more 
sulphate of lime. The sulphur water from Anderson county, No. 
2262, exceeds them all in its proportion of saline matter, mostly 
sodium chloride — common salt — and is a stronger and more 

durable sulphur water because of its sodium sulphide. In this 
12 



CHEMICAL REPORT. 1 67 

respect it resembles the celebrated Blue Lick water. It, like 
most of the others, contains traces of bromine, lithia, etc. The 
Boyle county sulphur waters are also slightly alkaline, from the 
presence of carbonate of soda. . This is especially the case with 
black sulphur, No. 2274, which may therefore be more diuretic 
than the others. No. 2276 comes nearest to it in this respect. 

The five chalybeate waters are all from Boyle county. They 
are of two kinds^ those which contain bi-carbonate of iron, such 
as Nos. 2269, 2271, and 2272, and those which contain sulphate 
of iron, viz.: Nos. 2270 and 2273. The latter, having 10.485 
per thousand of saline matters, contains as much as 2.6761 of 
sulphate of iron and 5.3477 per thousand of sulphate of alumina. 
It is more properly to be called an alum water than a chalybeate, 
and is too strong in these salts to be commonly used internally. 
It also, like No. 2270, is acid from the presence of free suphuric 
acid. The safest chalybeates are those which contain the iron 
in the form of bi-carbonate, which is the case with Nos. 2269, 
2271, and 2272; of these the first named is the weakest. On 
exposure of these waters to the air, the bi-carbonate of iron, 
which is held in solution in the carbonated water, is changed 
into insoluble hydrated peroxide of iron, which falls as a brown- 
ish or reddish sediment. Hence such water should always be 
drank fresh from the spring, unless care is taken to exclude the 
air perfectly by inclosing it, without much agitation, in bottles 
with tightly-fitting glass stoppers. 

The ten saline waters^ from Bell, Boyle, Kenton, and Logan 
counties, may be divided into chloride and sulphate water. No. 
2280(a) is the only one which comes under the first division, and 
is simply a weak salt water, containing 13.878 per thousand of 
sodium chloride — common salt — the remainder of its 19.200 of 
total saline matters is composed of carbonates of lime and mag- 
nesia, and sulphates of potash, lime, and magnesia, with traces 
of lithia and strontia. The other nine saline waters mostly con- 
tain sulphates of lime, magnesia, potash, and soda, with a small 
proportion of chlorides, and carbonates of lime, magnesia, soda, 
and iron, all in variable proportions. Some, as No. 2263, from 
Bell county, and No. 2277, from Boyle county, contain so little 

13 
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saline matters — 0.1077 and 0.1021 severally — in a thousand 
parts of the water, that they can not properly be included under 
the head of mineral waters, they being remarkably pure potable 
waters. No. 2280 (a), with its 0.686 o( total saline matters, comes 
very nearly under the same classification. 

According to recent reports of the influence of potable waters 
upon the health of communities,* a certain amount of saline 
matter in the water is useful and necessary to health, provided 
these mineral substances have representatives in the animal 
economy, which is the case with lime, magnesia, iron, potash, 
soda, sulphuric acid, phosphoric acid, chlorine, etc., etc. ; but if 
the potable water is too pure — too free from these wholesome 
saline matters — '*the health of the community using it suffers." 
The recognized healthy proportion of such saline matters "does 
not exceed 0.500 in the thousand of water, nor fall below 0.130 
to the thousand." It is evident, however, that this statement 
would not apply in all localities. 

Notwithstanding these facts it is well known that some of the 
most celebrated waters in the world — widely known from their 
great curative action in many cases of disease — are found to be, 
on analysis, like Nos. 2263 and 2277, nearly pure water; and 
the demonstration is thus given that in certain conditions of the 
animal economy, where a depurative remedy is necessary or ap- 
propriate, the free use of pure water becomes a good curative 
agency when applied with discretion. 

The remainder of these saline waters contain sulphates of 
lime, magnesia, potash, and soda, etc., in sufficient quantities to 
make them laxative in their action. Some, as Nos. 2280, 2278, 
and 2263, contain some carbonate of soda. All have a small 
quantity of carbonate of iron, especially No. 2371, of Logan 
county, which has 0.326 of this material, making it notably cha- 
lybeate, and No. 2278, of Boyle, which contains 0.102 per 
thousand. 

Under the head of Boyle county is the description of certain 
coprolites, No. 2281, found at the base of the Waverley beds, 

^Sce article ''Eanx Potables," pur A. Gautier. ( Witriz: Dictionnaire de Chemie, eU, 
T. 1 Part.2. p.l200.) 
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which gave on analysis as much as 29. i per cent, of phosphoric 
anhydride (P2 O5). Under that of Floyd county, No. 2304, are 
described certain other phosphatic concretions, of insular coni- 
cal and somewhat spiral forms, probably coprolites, which are 
found in apparently a more recent clay, which have the property 
of changing from their original light-grey to a grey-blue color 
on exposure to the atmosphere — which gave as much as 8 per 
cent, of phosphoric anhydride. 

A sandstone, No. 2393, from Nelson county, Boston district, 
collected by Mr. Linney in the black Devonian slate formation, 
very full of fossil relics of fishes, etc., gave on analysis 11. 162 
per cent, of phosphoric anhydride — equivalent to 24.372 per 
cent, of bone phosphate. 

ANDERSON COUNTY. 

No. 2262— Mineral Water: ''From a bored well, eighty feet 
deep. Sample sent by Henry S. Carl, of Lawrenceburg.*' Re- 
ceived October 2, 188 j. 

A sulphur water. It had made a slight light-grey deposit in 
the bottles. 

Composition, in lOfX) Paris of the Water. 

Hydrogen sulphide and carbonic acid gases . Not estimated. 

Iron carbonate 0.0046 -v 

Lime carbonate .1827 [^^^^ ']"" *^^"^*^^ ^^' ^^- 

Magnesia carbonate 1434 3 bonic acid. 

Lime sulphate 0700 

Potash sulphate 0441 

Calcium chloride 0814 

Magnesium chloride 1140 

Sodium chloride 4.6000 

Sodium sulphide 0410 

Silica 0286 

Lithia, bromine, etc., etc , Not estimated. 

Total saline matters 5.1548 in 1000 parts of the water. 

A good saline sulphur water, very slightly chalybeate, resem- 
bling in general properties the celebrated Blue Lick water, but 
containing somewhat less saline matters than that. The amount 
of the gases and of the minuter ingredients could only be ascer- 
tained by operating on the water fresh at the well and in larger 
quantities than was furnished for the present analysis. 

»5 
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BELL COUNTY. 

No. 2263 — *' Mineral Water : From Clear Creek Springs, about 
four miles above Pineville'* Collected by Roger C. Ballard^ 
July II, 1883. 

The water was brought in half-gallon glass preserve bottles, 
with tight metal covers and rubber collars. It had no percepti- 
ble odor when received at the laboratory, although Mr. Ballard 
states it smells of hydrogen sulphide at the spring. It was 
almost tasteless and perfectly colorless, with a very slight flocu- 
lent, brownish deposit in the bottles. " The inhabitants of the 
region believe they derive benefit from its use as a mineral 
water. 

Composition, in 1000 Parts of the Water, 

Carbonate of lime 0.0856 ) Held in solution by car- 
Carbonate of magnesia Trace. ) bonic acid. 

Sulphate of lime 0066 

Sulphate of magnesia 0246 

Chloride of calcium .0027 

Carbonate of soda 0816 

Silica 0076 

Iron oxide, alumina, etc., .......... Trace. 

Total saline matters 0.1077 in 1000 parts of the water. 

This is nearly a pure water, which could not strictly be classed 
with mineral waters proper. This, however, does not prevent it 
from exerting a curative influence in many cases, as it is well 
known that several so-called mineral waters celebrated because 
of the cures attributed to their use have been found, by analysis, 
to be almost pure water. Pure water in proper quantity is a very 
good depurative agent. 

No. 2264 — Coal : " T. G. Killum' s , four and a half miles from 
Pineville and eight and a half miles from Cumberland Gap.*^ 
Collected by Roger C Ballard, August 5, 1883. 

A firm, pure-looking coal, containing very little fibrous coaler 
mineral charcoal. Fracture generally irregular-cuboidal, with 
glossy, pitch-like surfaces. A few fragments of shaley coal 
included in the sample, and a little of bright iron pyrites on 
some of the surfaces. A portion of a pyritous layer was ex* 
eluded. 
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No. 2265 — Coal: ^^At the house of Benj. A. Rice, six miles 
above Pineville, on Caney Fork of Straight creek. Collected 
by Roger C Ballard^ July j, 1883. Bed of coal thirty-six 
inches thick without any parting ^ 

A remarkably pure looking coal ; pitch black and very glossy 
on most of its surfaces ; very little appearance of mineral char- 
coal or fibrous coal, and no apparent pyrites ; fracture irregular. 

No. 2266 — Coal : ''Daniel Howard* s, on Caney Fork of Straight 
creek, four miles above Pinemlle. Bed showing forty-eight 
inches of coal, including a three-inch parting of cannel coal.*^ 

A pure looking, pitch-black, glossy coal, showing very little 
fibrous coal and no apparent pyrites. 

No. 2267. — Coal: ''Fred. Bamer's bank^ Yellow creek. Col- 
lected by Roger C. Ballard^ July 28 ^ /88j. A sample of the 
coal which would be used in coking on a large scale, throw- 
ing out the upper two inches and the seam of iron pyrites'' 

(See next following coal.) 

A remarkable bright and and pure-looking, soft coal. Frac- 
ture irregular and cuboidal ; bright, shining on all the surfaces. 
Hardly any fibrous coal or pyrites. Its fine powder is of a rich, 
dark chocolate-brown color. 

No. 2268 — Coal : "From same locality and bank as the next pre- 
ceding sample. An average sample from the entire bed of 
thirty- four inches. A seam of iron pyrites runs through the 
bed, twelve inches from the bottom, and another an inch or so 
from the top : the upper being not so regular as the lower.'' 

Resembles the next preceding, but is not so bright as that and 
shows more iron pyrites. 

No. 2269 — Coke : "Made by Roger C Ballard, from the coal of 
Fred. Bamer's bank. Yellow creeks six miles from Pineville, 
and seven miles from Cumberland Gap, July 2g, 1883." 

Quite a hard, spongy coke. Most probably if coked in larger 
quantities its pores would be smaller. 

(2) 17 
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COMPOSITION OP THESE BELL COUNTY COALS AND COKE. 

(Air^ried.) 



Specific gravity 



Hydroscopic moisture . . . 
Volatile combustible matters 
Coke 



No. 2264 



1.844 



1.00 
32.70 
C6.30 



Total 100.00 



No. 2265 



1.241 



J 



No. 2266 No. 2267 No. 2268 



1.00 
37.46 
61.54 



100.00 



Total volatile matters . . 
Fixed carbon in the coke 
Ash 



ToUl 



83.70 
52.80 
13.50 



100.00 



Character of the coke . . 



Color of the ash . . , 
Percentage of sulphur 



f Light 
\ I Spongy. 

Lt. ch*te- 
grey. 

2.115 



{ 



38.46 

60.48 

1.0(i 



100.00 



1.254 



1.10 
86.44 
62.46 



100.00 



37.54 

59.66 

2.80 



100.00 



1.270 



.86 
86.04 
68.10 



100.00 



36.90 

59.20 

3.90 



100.00 



1.281 



.86 
85.60 
63.54 



100.00 



86.46 

57.88 

5.66 



Spongy. 

Salmon- 
colored. 

.598 



Spongy. 

Lt.ch'te- 
grey. 
.618 



Light 
Spongy. 

Br. lilac- 
2.032 



100.00 



Light 
Spongy. 

Br. lilao- 
grey. 

2.455 



No. 2269 



a 1.871 



.06 

.60 

99.84 



100.00 



.66 

98.84 

6.00 



100.00 



Spongy. 

Dk. pur.- 
brown. 

1.885 



a The specific gravity was taken with the coarsely-powdered coke. 

With the exception of No. 2264 these coals are remarkably rich 
and pure, containing much less than the average proportions of 
ash and sulphur. The coke, No. 2269, prepared from coal No. 
2267, contains but little more than one half of the sulphur which 
was originally in the coal from which it was made, and, except 
in its sulphur, compares very favorably with the celebrated Con- 
nellsville coke of Pennsylvania, which is so extensively used all 
over the continent that 8,000 coke ovens, of a daily capacity of 
15,000 tons of coke, are in constant operation.* 

The CoMPOsmoN of Connellsville Coke, made by Frick 
& Co., and analyzed by McCreath, at the Chemical Laboratory 
of Geological Survey of Pennsylvania, is as follows : 

Water (at 226*» F.), hygroscopic moisture .080 

Volatile matters 460 

Fixed carbon 89.576 

Sulphur .821 

Ash 9.118 

Total 100.000 

^Scientific American, November 18, 1882, p. 828, from which the above uudyiU it 
copied. See Pike county for analysis of the Connellsville coking coal. 
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The Bell county coke contains nearly 4 per cent, more carbon, 
and more than 3 per cent, less ash than the, Connellsville, and 
only has about half of i per cent, more sulphur than that. 

BOYLE COUNTY. 

Mineral Waters, 

No. 2269 — Chalybeate Mineral Water : ''Fromfourmiles, E. 
of N. of Danville ^ in a deep gorge on Harrods Run^ or Mock's 
branch, about joo yards from where it enters Dix nver. 
The cliffs of limestone are about joo feet high, and the spring 
runs out about twenty feet above their base from a horizontal 
crevice in the rock. Clear as crystal when it first issues and 
colorless, but becomes red and turbid after a few hours. Wa- 
ter sent by Mr. Edward H. Fox, of Danville. Received Sep- 
tember //, 1881J' 

No. 2270 — Chalybeate Mineral Water: ''From a well eight 
feet deep, at the Camp Ground near Danville Junction. Sent 
by E. D. Fox, September 2g, 1883.'' 

No. 2271 — Old Chalybeate Spring Water: ''From Alum 
Springs, on the Knoxville branch of the L. & N. R. R., 
and half a mile from Danville Junction, on the C. S. R. R. 
Water sent by Joseph Maxwell'' 

No. 2272 — Chalybeate Water: "From so-called Phosphorus 
Spring. From same locality as next preceding.'' 

composition of these chalybeate mineral waters. 

In 1000 ParU of the Water. 





No. 2269 


No. 2270 


No. 2271 


No. 2272 


Carbonic aci^ ^^fi^- not estimated 










Held in so- 


r Carbonate of iron 


0.0298 


» • • • 


0.1862 
trace. 
.0199 
.0098 


0.1664 


lution by 
carbonic 


Carbonate of maniranese 


trace. 


Carbonate of lime 


.2267 
.0102 


• • • • 

' .1977* 
.0286 
.2917 
.1621 
.2260 


.0807 


acid . . 
Sulphate of 
Sulphate of 
Sulphate of 
Sulphate of 
Sulphate of 
Magnesium 
Sodium chlo 
Free sulphui 
Silica . . 


1 Carbonate of magnesia 

iron (Fe S04) 


.0188 


potash 


.0067 
.0818 
.0276 


.0140 


.0140 


lime 




soda 






magnesia 






chloride 


.0068 






»ride • 




.0042 


.0078 


ric acid 




.0082 
.0884 
.0874 






.0071 


.0012 


.0088 


Undetermin 
Total salii 


ed and loss ••.••<• 




le matters in 1000 parts of the water . 








0.8461 


1.0240 


0.2848 


0.2846 
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The waters numbered 2269, 2271, and 2272 are good chalybe- 
ate waters, containing their iron in the form of ferrous carbon- 
ate, which is held in solution by carbonic acid, but which on 
standing exposed to the air separates as ferric hydrate in a 
reddish sediment. The water No. 2270 contains its iron in 
larger proportion, in the form of ferrous sulphate — copperas — 
and hence should be used with greater caution and only under 
the advice of a physician. This precaution is yet more neces- 
sary in regard to the water next to be described. 

No. 2273 — Alum Water: '' Dipped from a small basin, about 
fifty yards from the Chalybeate welly No. 2270. Sent by Ed- 
ward H. FoXy September 2^, 1881'' 

Composition, in 1000 Paris c/ the Water. 

Sulphate of iron (ferrous sulphate) 2.6761 

Sulphate of alumina 5.8477 

Sulphate of lime .4994 

Sulphate of magnesia 1860 

Sulphuric acid .2871 

Alkaline salts, silica, etc. (undetermined) 1.6897 

Total saline matters, etc 10.4860 

No. 2274 — Sulphur Water: ''Pumped from a bored well^ forty 
feet deepy about 150 yards from the chalybeate welly No. 22yo. 
Sent by E. H. FoXy September 2g^ 1881^ 

Composition, in 1000 Paris of the Water, 

Hydrogen sulphide and carbonic acid gases . . Not estimated. 
Carbonate of iron 0.0097 ) Held in solution by car- 
Carbonates of lime and magnesia 081 4 ) bonic acid. 

Sulphate of potash 0164 

Sulphate of soda 1841 

Chloride of sodium . . . , 1204 

Carbonate of soda 6089 

Silica 0191 

Total saline matters 0.8900 in 1000 parts of the water. 

This IS a mild, saline, alkaline sulphur water, slightly chalybe- 
ate. On exposure to the air, the iron combines with the sul- 
phur and forms the black sediment. 

No. 2275 — Black Sulphur Water: ''From Alum Springs^ a 
spri7ig 071 the Knoxville h-a^ich of the L. & N. R. R.% half a 
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mile from the Danville /unctio7t on tfie C. S. R. R. Sample 
sent by Joseph Maxwell '' 

Composition, in 1000 Parts of the Water. 

Hydrogen sulphide and carbonic acid gases . . Not estimated. 

Carbonate of iron 0.0342 ^ „ ,, . , ,. ^ 

Carbonate of lime 0396 I ^'^^^ Sd '''" 

Carbonate of magnesia 0216 J 

Sulphate of potash 0066 

Sulphate of soda 0080 

Chloride of sodium 0040 

Carbonate of soda 0870 

Silica Not estimated. 

Total saline matters 0.2010 in 1000 parts of the water. 

This water resembles the next preceding, but is more strongly 
chalybeate and much less saline and alkaline than that. 

No. 2276 — Black Sulphur Water: ''From a spring called 
Limuys IVell^ at Linnietta Springs^ formerly Central Ken- 
tucky Camp Grounds. Sent by J, S. Lin7ieyy Da7tvilley Ky'' 

Composition, in 1000 Parts of the Water. 

Hydrogen sulphide and carbonic acid gases . . Not estimated. 

Carbonate of iron 0.010 ^ 

Carbonate of lime j^^^ I Held in solution by car- 
Carbonate of magnesia 028 J tonic acid. 

Sulphate of lime 267 

Sulphate of magnesia 160 

Sulphate of potas-h 192 

Chloride of sodium 247 

Chloride of potassium 006 

Carbonate of soda 288 

Lithia and bromine Traces. 

Silica Not estimated. 

Total saline matters 2.683 in 1000 parts of the water. 

Also a mild, alkaline, chalybeate sulphur water, containing 
more of the aperient salts than any of the other sulphur waters 
described above. 

No. 2277 — Water: ''From a well eight feet deep, called Petro- 
leum Springy at Alum Spri7tgs. Locality given above, Se7it 
by foseph Maxwell ^ 

No. 2278 — Epsom Mineral Water: "From so-called Fales 
Spring at Linnietta Springs. Se7it by f. S. Li7iney, Septem- 
ber, 1883'' 

21 
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No. 2279 — Mineral Water: ''Same locality; from so-called 
Knott's Spring. Sent by J. S. Linney^ September, 1883^ 

No. 2280 — Mineral Water: ''Same locality; from so-called 
Peter^s Spring. Sent by f. S. Linney, of Danville. Received 
September /j, 1883!' 

COMPOSITION OF THESE BOYLE COUNTY MINERAL WATERS. 

In 1000 Parts of the Water. (Carbonic add not estimated.) 



Held in solu- ( Carbonate of iron . . 

tion by car- < Carbonate of lime . . 

bonic acid. ( Carbonate of magnesia 

Sulphate of magnesia 

Sulphate of lime 

Sulphate of potash 

Sulphate of soda 

Chloride of calcium 

Chloride of potassium 

Chloride of sodium 

Carbonate of Soda 

Lithia, (chloride or sulphate) .... 
Silica 



Total saline matters in 1000 parts of the water . 



No. 2277 



a trace 
0.0161 
.0278 
trace 
.0408 
.0024 
.0016 
.0086 



trace 



.0058 



0,1021 



No. 2278 



0.102 
.198 
.006 
8.124 
1.766 
.249 
.162 



n. e. 

.078 

traces 

n. e. 



6.675 



No. 2279 



0.016 
.160 
.017 
.9S0 
.601 
.060 

1.624 



♦.081 
n. e. 



8.418 



No. 2280 



0.010 
1.490 
.028 
.160 
.267 
.192 
. * • • 



.006 
.247 
.288 

ttraces 
n. e. 



2.688 



♦ Lithium chloride. t Bromine, a trace. 

Of these waters No. 2277 is nearly pure water, being only 
slightly calcareous and chalybeate. It may be used for all 
domestic purposes although a little **hard." No. 2278 is a 
moderately strong Epsom water and is also slightly chalybeate. 
No. 2279 contains more sulphate of soda than of Epsom salt as 
compared with No. 2278, and might also, like that, prove aperi- 
ent and alterative. No. 2280, containing less sulphate of mag- 
nesia than these, has more common salt (chloride of sodium) 
and sulphate of potash, and is slightly alkaline from the pres- 
ence of more carbonate of soda. No doubt it would prove 
diuretic, alterative, and slightly ant-acid. 

No. 2280 (A) — " Water from a salt well forty feet deep^faur and 
a halfviches in diameter, about three or four hundred yards from 
tlie yards of the fmiction City depot, Danville y and about forty 
yards from the sulphur welly No, 22^4, Owned by J. S. Lin^ 
ney. Sample sent by Edward H. Fox^ October^ 1881.'' 
22 
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The water had deposited a slight whitish sediment. It had 
no sensible odor, but a salty taste, and was neutral with litmus 
paper. 

Composition, in 1000 Parts of the Water. 

Carbonate of lime 1.454 ) Held in solution by car* 

Caibonate of magnesia 1.367) bonic acid. 

Sulphate of lime 189 

Sulphate of potash 145 

Chloride of sodium 13.878 

Silica, traces of strontia and lithia n. e., and loss 2.217 

Total saline matters 19.200 in 1000 parts of the water. 

A weak salt water ; too weak to be profitably used for the 
production of common salt. 

No. 2280 (B) — Mineral Water : ^'From a well ten feet deep ^ at 
Linnietta Springs^ called by Mr. Linney^ "^ Procter s Well' " 

Composition, in 1000 Parts of the Water. 

Carbonic acid gas Not estimated. 

Carbonate of iron 0.035 ^ „ , , . , . 

Carbonate of lime 1 13 I Held m solution by car- 
Carbonate of magnesia 014 J borne acid. 

Sulphate of lime 240 

Sulphate ot magnesia 128 

Sulphate of potash .022 

Sulphate of soda 112 

Chloride of sodium 007 

Silica 010 

Lithia, etc., traces Not estimated. 

Total saline matters 0.686 in 1000 parts of the water. 

This is nearly pure water, very slightly chalybeate, which 
would be wholesome as ordinary drink. 

No. 2281 — CoPROLiTEs: ''From the base of the Waverly forma- 
tion y Boyle county. Collected by William M. Linney. Received 
October //, 1882. 

Shapes generally oblong, spheroidal or ovoid, somewhat flat- 
tened. Exterior of a dull brownish-grey color ; interior darker 
and irregularly cellular. Some of them contained fragments of 
fossil bones. 

On examination they were found to contain bituminous mat- 
ter, ferrous carbonate, and a considerable proportion of phos- 
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phates, which in one analysis gave 29.10 per cent, of phosphoric 
acid (P2 O5). 

Another specimen, of a dark olive-grey color, sent by Mr. 
Linney at the same time, found at the base of the Waverly, 
proved to be semi-crystalline barium sulphate. 



BREATHITT COUNTY. 

No. 2282 — Coal: ''From Haddock's Mines, thirty inches of can- 
nel coal, with ten inches of other coal above, separated by one 
and a half inch parting. Sample collected by C. G, Blakely. 
Brought August 30, 1881'' 

A pure-looking, firm, tough cannel coal. Fracture satifty in 
some of the laminae. Some little pyrites observable, but no 
fibrous coal. 

Two other analyses of this celebrated cannel coal have been 
made by the present writer ; one published in Vol. I, Old Series 
of Reports of the Geological Survey of Kentucky, page 354, No. 
160 ; the other in Vol. IV., N. S. of same Reports, page 39, No. 
1705. These analyses are copied here for comparison. 

COMPOSITION OF HADDOCK'S CANNEL COAL. 

(i4tr-rfri«rf.) 



Specific gravity 

Hygroscopic moisture 

Volatile combustible matters 

Cuke 

Total 

Total volatile matters 

Fixed carbon in the coke 

Ash 

Total 

Character of the coke \ 

Color of the ash \ 

Percentage of sulphur 
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No. 2282 



1.S12 



No. 160 



L213 



Nn. 170F 



1.60 
46.60 
61.80 



100.00 



1.10 
48.90 
60.00 



100.00 



1.80 
47.00 
61.70 



100XX> 



48.20 

46.80 

6.00 



100.00 



Dense 
Spongy. 

Lt. bro*h 
grey. 

0.824 



60.00 

47.00 

8.00 



100.00 



48.80 

44.40 

7.80 



• • . . 

Buff 
colored. 

0.241 



100.00 



Dense. 

Brownli 

grey. 
1.674 
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These three several analyses, made in the years 1855, 1876, 
and 1 88 1, severally, show that the bed has measurably preserved 
uniformity of composition during the twenty-eight years of work- 
ing. It is true that sample No. 1705 shows a higher specific 
gravity and more ash and sulphur than the other two samples ; 
but it was stated at the time that this was a somewhat weathered 
specimen, soiled somewhat with earthy and ferruginous matters 
and showing more than the usual quantity of iron sulphide. 

CARTER COUNTY. 

No. 2283 — Coal, No. 7 or Coalton Coal: ''Sample from t/ie 
Jifty-eight-inch bed, in about equal quantities from upper, middle^ 
and lower layers, by Mr. Robert Ellwood, who brought the sam- 
ple to t/ie laboratory, November 18, 188 1, from the Straight 
Creek Coal Company's mine, near Mt. Savage Furnace, by 
direction of H, W. Bates, Esq.'' 

Bright, pure-looking coal, with very little fibrous coal or 
pyrites, except a few minute scales of bright iron bi-sulphide on 
one fragment. The sample was pounded up and thoroughly 
mixed for analysis. 

No. 2284 — Coal: '' Herrons cannel coal, on Little Sinking 
creek, near Aden Station; geological position No. 2, Bed 
twenty -six inches thick. Collected by A. R. Crandall, Decem- 
ber 21, 1881:' 

A very tough, dull-black, cannel coal, showing no fibrous coal 
between its adherent laminae. On some surfaces are impres- 
sions of minute leaves of ferns ; a little pyrites on some por- 
tions ; fracture, on some of the thick layers, broad conchoidal. 

• 

No. 2285 — Cannel Coal : '* Sent by f. M. Bent, Aden Station; 
owned by Mitchell & Bent, Mt. Sterling. Bed thirty inches thick. * ' 

An exceedingly tough cannel coal, dull black, showing no 
fibrous coal and very little pyrites ; not readily cleaving into 
laminae. Resembles the next preceding. 

No. 2286 — Cannel Coal or Bituminous Shale : *'Erom same 
locality as the next preceding; owned by same persons. Bed 
thirty inches thick; fifty feet below tlie next preceding. 

25 . 
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Dull-black or dark slate-colored; cleaving into thin, hard,. 
laminae, with no fibrous coal and very little appearance of pyrites ; 
some ferruginous incrustations on the exposed surfaces. 

No. 2287 — Canxel Coal: ''From Little Sandy. Bed twenty- 
three inches thick. Owned by Mr. Parsons. Sample from the 
top and bottom layers, sixteen feet from t/ie outcrop. Sent by 
f. M. Bent, Aft. Sterling, May 11, 1882J' 

A very tough, pure-looking cannel coal ; a portion breaks 
with some difficulty into irregular laminae, with some reed-leaf- 
like impressions in the mineral charcoal between, with very little 
appearance of pyrites. Another portion is quite compact and 
homogenous, with flat semi-conchoidal fracture, showing no min- 
eral charcoal or pyrites. Exterior surfaces with ferruginous in- 
crustation. 

For comparison with these Carter county cannel coals, the 
following described sample was sent by Mr. J. M. Bent at the 
same time for analysis. The result is given in the following 
table : 

No. 2288 — Cannel Coal: ''From West Virginia^ at Canneltan. 
Sample sent by Mr. J. M. Bent. Thickness of the bed, from 
fifteen to thirty-six inches. Owned by the Cannelton Coal Com- 
pany. This coal is sold for making gas, in combination with 
eighty per cent, of common gas coal, in New York and Bos- 
ton'' 

A very firm, pure-looking cannel coal, glossy black on some 
surfaces, not readily breaking into layers ; fracture broad, irreg- 
ular, conchoidal. Some little bright pyrites in some parts, but 
no apparent fibrous coal. 

By reference to the table of compositions, it will be seen that 
the Carter county cannel coals Nos. 2284, 2285, ^'^^ 2287 ex- 
ceed this in their proportion of volatile combustible matter, while 
Table II., at the end of this Chemical Report, shows many can^ 
nel coals of Kentucky which are superior in many respects to 
this for gas-making and other purposes. 
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COMPOSITION OF THESE CABTEB COUNTY AND WEST VIRGINIA 

COALS, Etc. (Air^ried), 





No. 2288 


No. 2284 


No. 2285 


No. 2286 No. 2287 


No. 2288 


Specific gravity 


1.299 


1.291 


1.208 


1.684 


1.288 


1.186 


Hydroscopic moisture 

Volatile combustible matters . . 
Coke 


6.80 
85.54 
58.16 


2.80 
51.20 
46.00 


1.46 
54.74 
48.80 


2.04 
25.86 
72.10 


1.46 
54.04 
44.50 


0.60 
42.50 
56.90 






Total 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 






Total volatile matters 

Fixed carbon in the coke . . . 
Ash 


41.84 

54.82 

8.84 


54.00 
85.80 
10.70 


56.20 
88.80 
10.00 


27.90 
82.10 
40.00 


55.50 

84.76 

9.74 


48.10 

49.50 

7.40 






Total 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 






Character of the coka . . . . < 

Color of the ash | 

Percentage of sulphur . . . 


Spongy. 
Lt. ch'te- 

grey- 

0.881 


Pulver- 
ulent. 

Grey- 
buff. 

0.758 


Dense 

fViable. 

Lt. buff- 
grey- 
1.274 


Pulver- 
ulent. 

Lt. buff- 
grey. 
0.781 


Dense 

fnable. 

Lilac- 
grey. 

2.164 


Dense. 

Grey. 

1.162 



Clays from Carter County. 

No. 2288 — Clay : ''From the land of Mr. /. M. Bent. {Is it a 
fire-clay fy* 

A nearly white clay, slightly tinted with greyish, with some 
irregular ferruginous mottling and infiltrations in the cracks, and 
minute scales of mica ; quite plastic ; bums of a very light flesh 
color, fuses into a light-grey slag before the blow-pipe. It is> 
therefore, not a fire-clay, but would make good and handsome 
terra-cotta objects. If purified from the small amount of oxide 
of iron it contains it would bum white. 

No. 2289— Ferruginous Marly Clay: ''From Limestone Min- 
ing Company^ Limestone Station^ Carter county. Sample sent 
by John R. Procter. Received August 23^ 1883.^' 

In lumps, easily broken, of a chocolate-brown color, contain* 
ing small rounded grains of hyaline quartz, and small pebbles,, 
more or less rounded, of various quartzose minerals. By wash- 
ing, about one-fourth its weight of small rounded quartzose 
pebbles and fine sand was separated. The residue is a toughs 
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plastic clay, of a light chocolate color, fusing before the blow- 
pipe into a dark-colored, nearly black slag. 

CoMPOsmox, dried at 23(/^~24(f^ F. (Exclusive of the pebbUa and 9and.) 

Silica 62.680 

AlumiDa 14.808 

Iron peroxide 6.160 

Lime carbonate 8.280 

Magnesia carbonate 1.660 

Phosphoric acid (P2 05) 217 

Potaeh 8.108 

Soda 149 

Water and loss 2.958 

100.00 

This clay might be of some service as a marl on poor sandy 
soil, provided the cost of transportation does not preclude its 
use. The washed clay, or even the unwashed, might be em- 
ployed in the manufacture of common pottery of various kinds. 

No. 2290 — Limestone: *'/usl above ilie Limestone iron ore and 
ufider the plastic clay. Willard^ Carter county. Collected by 
A. R. Crandall. Received July p, i88j. 

A compact limestone of a cream color, or very light buff, 
nearly white. Hardness =:3. 5. Fracture flat conchoidal. Does 
not adhere to the tongue. 

CoMPOSiTioy (Air^riecT), 

Lime carbonate, 96.880 <— 53.978 per cent, of lime. 

Magnesia carbonate, 1.185 

Alumina and iron oxide, 980 

Phosphoric acid (P2 05) a trace. 

Manganese brown oxide, 480 » 0.958 manganese carbonate. 

Silica and silicates, 380 

Moisture and loss, 645 

Total, 100.000 

A very pure limestone, which would yield a pure, white lime, 
or, if slabs of sufficient size homogeneous in texture could be 
obtained, might answer for lithographic purposes. 

ELLIOTT COUNTY. 

No. 2291 — CannelCoal: '' From head of Buck Fork of Middle 
Fork of Little Sandy river. Sample from a three and half 
feet bed {weathered). In tlu branch. Collected by A. R. 
Crandall. 
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Evidently a much weathered sample, with earthy and ferru- 
ginous incrustations, which increase the proportion of the ash. 
Fracture generally dull, with small specks of mica in some parts. 
Some laminae more dense and pure, with imperfect satiny luster 
on the cross fracture. No pyrites or fibrous coal apparent. 

Composition (Air-dried). Specific gravity 1.38S. 

Hygroscopic moisture. -^-jn Total volatile matters, . . . 48.44 

Volatile combustiDle matters, . . 41.34 ) 

Dense coko, gg.Se ^ C»'^" '" ">« '°'^'' 85.96 

I Light lilac-grey ash, .... 20.60 



Totals, 100.00 100.00 

Percentage of suphur, 1.160 

No doubt the proportion of ash would be found much less in 
the unweathered coal deeper in the bed. 

FAYETTE COUNTY. 

No. 2292 — Phosphatic Limestone: ''From the northern exten- 
sion, opened July y 1880, 0/ the same quarry, on the Newtown 
Turnpike, about three miles north of the city limits of Lexing- 
to7t, from which the other samples came, described in Vols, IV, 
and v., N. S., under the head of Fayette county. Collected by 
Robert Peter, {Lower silurian formation.)'' 

Sample from the lower part of the quarry bed, of a dark, dull, 
bluish-grey color, showing only a few glimmering specks. Ad- 
heres to the tongue when dry. Under the lens many minute 
irregular granules, apparently of organic origin, are visible, with 
minute fragments of shells or crusts and some very small specks 
of pyrites. 

By titration with uranic acetate this gave 11.34 per cent, of 
phosphoric acid (P2 O5). 

Six other samples, from the same locality, some bluish-grey 
and others weathered to a brownish color, gave of earthy phos* 
phates an average of about twenty-seven per cent. 

Three other samples from the same quarry, collected later 
from the quarried rock on the turnpike, having the same gen- 
eral appearance, and showing the minute dark-colored granules 
and the small fragments of shells described above, gave on an- 
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alysis by the molybdic-acid process, severally 5.692, 6.010 and 
13.048, an average 8.25 per cent, of phosphoric acid (P2 O5). 

No. 2293 — Phosphatic Limestone: ''Front another quarry on 
the Newtown Turnpike, about half a mile beyond the first toll- 
gate beyond Lexington, on the farm of Randall Haley. Sam- 
ples collected by Robert Peter from t/ie rock used for mending 
t/ie roady 

This resembles the samples from the other quarry in general 
appearance, as well as in the fact that it is found in irregular 
layers between harder and more crystalline, less phosphatic, 
rock. 

On analysis by the molybdic process this yielded 1 7.65 1 per 
cent, of phosphoric acid (P2 O5). 

Subsequently, on a visit to the Haley quarry, four other sam- 
ples were collected, which on careful analysis yielded severally 
16.745, 12.268, i4-3i5» and 5.597* giving an average of 12.231 
per cent, of phosphoric acid (P2 O5). 

There is good reason to suppose that these thin layers of 
rich phosphatic rock are generally to be found in the so-called 
blue limestone, which underlies the rich territory of the ** Blue- 
grass " region, and help to give to the soil its great and durable 
fertility. 

No. 2294 — Water: ''From a well bored 120 feet deep, in the 
southern suburbs of Lexington, in high ground^ beyond the 
State A, and M. College, on Tates-creek road. Collected by 
the Rev. fohn L. Smith.'' 

The water had a slight odor and taste of petroleum, and was. 
said to have a slight sulphurous odor when fresh at the well, but 
when brought to the laboratory had no other gas but a small 
quantity of carbonic acid. 

It gave, on evaporation to dryness, only 0.335 of a part of 
saline matters to 1000 parts of the water. These consisted of 
carbonates of lime, magnesia and soda, and a small proportion 
of sulphate of potash, and some chlorides of sodium and lithium, 
the water being very slightly alkaline. 

It is quite a pure water, suitable for most uses. Taking into* 
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consideration the depth of the well in the rock, the very small 
proportion of saline matter contained in the water is quite re* 
markable. 

No. 2295 — Water: ^'Fram a well bared sixty-four feet deep^ in 
the highest ground opposite Ashland (^former residence of Henry 
Clay, deceased^, in tlu suburbs of Lexington, on the old Men- 
telle Place. Sample brought by Mr. B. Treacy'' 

This water, having no peculiar taste or odor, resembles the 
next preceding, in being slightly alkaline from the presence of 
a small proportion of alkaline carbonate. Its total saline mat- 
ters, amounting to only 0.5 1 of a part in a thousand parts of the 
water, consist mainly of carbonates of lime, magnesia, and soda» 
with a small proportion of chlorides. Like that, it contains 
some carbonic acid gas in solution, and is pure enough for all 
ordinary purposes and quite wholesome. 

No. 2296 — Water : '^From the bored well at the Lexington sta- 
tion of the Cincinnati Southern Railroad. Well 800 feet deep. 
The water stands in it at thirty feet below the surface of t/te 
ground, which is somewhat elevated, and is pumped from a 
depth of 550 feet. Sample brought to tlie laboratory by C. M^ 
fohnson, Esq., Mayor of Lexington, March 16, i88j. 

The water is colorless, with a very slight cloudiness, owing 
perhaps to the new pump. It has a very slight bituminous odor 
and a very slight ferruginous taste. 

Composition, in 1000 Paris of the Water, 



Carbonic acid gas Not estimated. 

Lime carbonate . 0.0998 ^ 

* 

Magnesia carbonate 0074 

Iron carbonate 0082 

Silica .0018 

Lime sulphate 0248 

Potash sulphate .0418 

Soda sulphate .0086 

Magnesium chloride ,1184 

Sodium chloride .0049 

Soda carbonate 1868 

Silica 0022 

Traces of nitrates, etc., and loss 0024 



Held in solution by car^ 
bonic acid. 



Total saline matters 0.4510 in 1000 parts of the water. 

Equal to 8.288 grains in the wine pint of 7,290 grains. 
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This water is also remarkably pure in relation to the consid- 
•erable depth in the limestone rock strata from which it is ob- 
tained. The small amount of saline matters it contains would 
generally be considered conducive to health when it is used for 
drink ; and although slightly hard, it is probable that the pres- 
ence in it of carbonate of soda would measurably prevent the 
formation of a hard crust in the steam boiler in which it may be 
used. 

FLOYD COUNTY. 

No. 2297 — Coal (No. 3): ''From the mouth of Mud creek. 
Upper eighteen inches. Collected by A. R. Crandall, Novem- 
ber 18, 1881:' 

Generally a firm, pure-looking, pitch black coal. (A piece of 
what seems to be shale in the sample.) Shows no apparent 
pyrites and very little fibrous coal. 

No. 2298 — Coal: ''From the same bed. Lower three feet five 
inclus. Collected by A. R. Crandall, etc., as ahove^ 

A bright, firm, pure, pitch-black coal, showing very little 
fibrous coal or pyrites. 

No. 2299 — Coal: '' Laynesville, Floyd couftty. Middle of the 
upp'erpart of the opening, measuring twenty-three inches. Col- 
lected by Roger C. Ballard, August 24, 1882. 

A splint coal, breaking into irregular laminae. No apparent 
pyrites or fibrous coal. 

No. 2300 — Coal: ''From the same bed, lower portion, measuring 
forty-five inclus. Collected by Roger C. Ballard, etc. 

A rather brighter coal than the next preceding, which it 
otherwise resembles. 

No. 2301 — Coal: "Mouth of Steele c^^eek, branch of Beaver 
creek. Collected by A. R. Crandall. Average sample of the 
upper four feet. 

A pitch-black, pretty pure-looking coal. Some portions 
laminated and dull. 
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No. 2302 — Coal: ^^ On Flemming's {or Jacks) creeks left fork of 
Beaver creek. Sample from a new outcrop of five feet four 
inches in thickness^ without tlie parting. Some clay unavoidable 
in ttie sample. Collected by A. R. Crandall^ August 8, 188 j. 

A weathered sample of splint coal, with some ferruginous 
clay incrustations on some pieces. No pyrites apparent. 

COMPOSITION OF THESE FLOYD COUNTY COALS. 

(Dried at 212^ F.) 





No. 2297 


No. 2298 


No. 2299 


No. 2300 


No. 2801 


No. 2802 


Specific gravity 


1.802 


1.281 


1.859 


1.284 


1.828 


1.860 


Hygroscopic moisture 

Volatile combustible matters . . 
Coke 


2.04 
87.42 
60.54 


2.10 
87.16 
60.74 


1.30 
86.70 
62.00 


1.90 
85.30 
62.80 


2.50 
82.50 
65.00 


8.80 
88.80 
62.40 






Total 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 


Total volatile matters 

Fixed carbon in the coke . . . 
Ash 


89.46 

56.84 

4.20 


89.26 

57.74 

8.00 


88.00 
61.70 
10.80 


87.20 

58.94 

8.86 


86.00 
66.64 

8.46 


37.60 

60.60 

1.80 






Total 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 


Character of the coke . . . . < 

Color of the ash | 

Percentage of sulphur 


Spongy. 

Lilac 
colored. 

1.475 


Spongy. 

Nearly 
white. 

0.596 


Spongy. 

Lt. lilac 
grey. 
1.856 


Spongy. 

Light 
grey. 

0.715 


Dense. 

Light 

grey. 
0.651 


Pulvur- 
ulent. 

Reddish 
buff. 

0.476 



These are generally very good coals. Nos. 2299 and 2301 
exceed the average proportion of ash somewhat but not excess- 
ively, and Nos. 2297 ^tnd 2299 show the most sulphur, while the 
rest of them contain less than the average proportion, and in 
none of them is this objectionable element excessive. 

No. 2303 — Coke: '^ Made from Hie Laynesville coal. No. 22gg^ 
middle bench, or upper part of the opening. Collected by Roger 
C Ballard, August 22, 1882'' 

Composition (Air-dried). 

Moisture, driven off at 500° F 6.00 

Fixed carbon 88.50 

Reddish-grey ash 6.60 

ToUl 100.00 

Its percentage of sulphur is =0.788. 
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The small proportion of ash in this coke, as compared with 
the sample analyzed of the coal No. 2299, from which it is said 
to have been made, seems to show that the sample of coal con- 
tained some accidental earthy impurity. 

No. 2304 — Phosphatic Concretions: ''Found in tough clay^ 
mouth of Safid branch of Satidy river, five miles above Prestons- 
burg^ Floyd county. Collected by A. R. CrandalL August 20^ 

1882. * White, turning to blue.' '' 

Small concretions, irregularly spindle-formed, or like two 
cones joined base to base, sometimes tuberculated and irregu- 
larly spiral. Light grey-blue on the exterior surfaces, light 
grey in the interior, showing some minute spangles of mica. 

These singular concretions were found to contain about eight 
per cent, of phosphoric acid (P2 O5), and otherwise were mainly 
composed of silica and sand, alumina and iron oxide — they may 
possibly be coprolites. The blue color is due to phosphate of 
iron. 

FRANKLIN COUNTY. 

No. 2305 — Phosphatic Limestone: ''From the Lower Trenton 
formation. Big Benson creek. Collected by W. M. Linney'' 

A drab-grey rock, mainly made up of small fragments of 
fossil shells, easily breaking into irregular lamellae. 

Composition (Air-dried). 

Lime carbonate 87.780 =»49.157 per cent, of lime. 

Magnesia carbonate 2.482 

Alumina and iron oxide 8.812 

Phosphoric acid (P2 06) 2.968 

Sulphuric acid (808) n. e. 

Silica and silicates 1.780 

Moisture and loss 1.278 

Total 100.000 

Although this sample does not contain as much phosphoric 
anhydride as many others from the same geological formation 
from Fayette county which have been analyzed, it yet shows 
the general character in this respect of the so-called blue lime- 
stone of the lower silurian formation. 
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No. 2306 — Water : ''From a new reservoir about two miles from 
Frankfort^ situated in a large ravine, across which a dam is 
built, forming tlie reservoir, which is said to have an area of 
an acre and a half and an average depth of twenty feet. It is 
supplied by tlie surface water from the adjoining hills and some 
two or three low springs. 

One sample of this water was sent to the laboratory August 
12, 1 88 1, by Mr. E. A. Fellmer and Dr. J. Lampton Price, the 
City Physician; another was sent September lo, 1883, by the 
City Council. 

The first sample had a slight fishy odor, was slightly turbid 
with a light brownish sediment, and the microscope showed in 
it the presence of algae more or less decomposed. The second 
sample had a more decided disagreeable odor, which resembled 
that of sewage or of a pig-pen, and on standing a day or two 
exposed to the air formed a handsome light green scum of liv- 
ing algae on the surface, while a slight brownish sediment of 
the dead and decayed organisms had formed at the bottom of 
the open bottle. The analysis of the first sample gave the fol- 
lowing results, viz. : 

Composition, in 1000 FarU of the Water. 

ToUl solid matters 0.1000 

of which, organic matters 0.0200 

and fixed saline matters 0800 

Free ammonia 0006 

Albuminoid ammonia 00068 

The fixed saline matters consisted mainly of carbonates and 
sulphates of lime and magnesia, with traces of iron and the 
alkalies. No notable chlorine was found in this first sample, 
and but a small proportion in the second, which, however, was 
not quantitatively analyzed. No nitrates or nitrites were de- 
tected in the quantity of water examined. 

Apart from the living algse and the organic matters resulting 
from their decay, which produce the offensive odor, and a little 
saline matter, this water is nearly as pure as ordinary rain water. 

The Rivers Pollution Commission, of Great Britain, obtained 
the following average results from the examination of seventy- 
three samples of rain water, all but two of which were collected 
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at the experimetal farm of Lawes & Gilbert, Rothamsted, 

England:* 

Total dissolved solids, 3.950 in 100,000 parts, . . 0.0895 in the 1000 

Organic carbon, 090 in 100,000 parts, . . .001 in the 1000 

Organic nitrogen, 022 albuminoid ammonia, .0002 in the 1000 

Ammonia, 060 0006 in the 1000 

Nitrogen, nitrites and nitrates, . .007 
Total combined nitrogen, ... .071 
Chlorine, . . .630 

The algae, which cause surface water to be so offensive, appear 
only during the warm season, and especially in shallow water 
freely exposed to the atmosphere. The odor, which is produced 
by the decay of the minute organism, has been described as a 
musty, fishy, cucumber, grcen-coni, pig-pe7i. Horse-pond, oily smell. 
Sometimes, when the water contains sulphates, the odor is more 
sewage-like because of the presence of hydrogen sulphides. 

The practical question not yet fully answered is, whether or 
not such offensive water is productive of disease. It is highly 
probable, however, that the statement of the Massachusetts State 
Board of Health is true in this relation. They say* the evidence 
tends to show that the plant (the alga) acts mechanically chiefly, 
perhaps, like unripe fruit, when affecting health at all, in causing^ 

diarrhea, biit that the filtered water is hannlcss. 

» 

No. 2307 — Salt Water: ''From a bored well one huftdred and 
ten feet deep, four and a half iiiches bore, through solid lime- 
stone ; t/ie last thxe feet probably sandstone. Situated four 
miles east of Fraiikfort and one milefr(>m the Georgetown Turn- 
pike. Sample sent by A. Stedman, owner of the well, Sted- 
mantoion.'' 

Much gas escaped at the well at first. The water stands at 
about twenty-five feet from the top. It has an odor of petro- 
leum, some little of which is found in the well. The specific 
gravity of the water is 1.02. 

Evaporated to dryness it left 29.70 parts to the 1000 of the 
water of brownish saline matters, which are mainly sodium 
chloride (common salt), with carbonate of iron, lime, and mag- 

^ Quoti'd frvun Nichols* WaUr Supi^Uj, p. 48. John Wiley & Son*, N. Y., 1888. 
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nesia, some sulphates and a little of bromides. The proprietor^ 
believing he may ** strike oil," or get a salt water strong enough 
to be profitable, continues to bore by latest account, although 
the probabilities seem to be adverse. 

GRAVES COUNTY. 

No. 2308 — Marl : ''Sent by Mr. Frank Bray and Judge A. K. 
Boone, of Mayfield, June 11, i88j. 'Is it a good fertil- 
izer f 

An olive-grey marl, partly in soft, friable lumps, containing 
many fragments of much decomposed shells, with fine-grained 
hyaline quartz-sand, about 34 per cent., and a small proportion 
of small, olive-greenish grains of what seems to be glauconite 
(so-called green sand). 

Composition (Air-dried). 

Limecarboiiate 88.840 =19.614 lime. 

Magnesia carbonate 5.077 

Iron carbonate (some iron oxide and alumina not esti- 
mated) 11.600 

Phoephoricacid(P2 05) 180 

Potash 1.002 

Soda 198 

Silica, sand, etc 39.640 

Moisture and loss 8.663 

Total 100.000 

It might prove useful on sandy or heavy clay soils which are 
deficient in lime, but would not bear transportation to any dis- 
tance. If its silica was not mainly in the form of sand it might 
probably be calcined into a water cement. 

GREENUP COUNTY. 

Carbonate Iron Ores. 

No. 2309 — Grey Iron Ore: "The blue interior portion of tJie 
red limestone ore. From near Hunnewell Furnace. Sam- 
ple sent by H. W. Bates, Vice President of Eastern Railway 
Company. May 4, 1880.'' 

Ore of a brownish-grey color, compact, fine granular. Does 
not adhere to the tongue. Under the lens appears to be made 
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up of minute light-brownish grains, with a small portion of whit- 
ish cement. Powder drab color. 

No. 2310 — Grey Iron Ore: '' Fozmd at tlu Pennsylvania Fur^ 
nace, lying near the little block ore^ between coals JVos. j and 
4. Sent by H. IV. Bates, Esq, Sample from ftear t/ie outcrop, 
from a layer eight to fifteen inches thick.'' 

An oolitic carbonate, made up of minute brownish spherules, 
united by a whitish cement. Weathered light-ferruginous on 
exposed surfaces. 

No. 23 1 1 — Black Band Iron Ore: ''From t/ie /lead of Shuitz 
creek. Base of the coal 7Jieasures. An average sample from, 
sixteen-inch thickness of layer. Collected by A. R. CrafidcUl, 
fuly 12, 1882:' 

In irregular laminse, with some charred vegetable impressions 
and very thin, irregular laminae of coal between. Color vary- 
ing in the laminae from light to dark grey-brown, and blackish. 
Adheres to the tongue. 

No. 2312 — Grey Kidney Iron Ore : ''Hiblers Drift, on Shultz 
creek. Lower liinestane ore. Thichiess about five ifu/ies. 
Collected by A. R. Crandall, fuly, 1882. *Is this t/ie so-called 
Spiegel ore ? * ' ' 

Sample a very hard, irregular kidney, hard enough to strike 
fire with steel. Mainly light-grey, fine granular ; not adhering 
to the tongue. Portions fine oolitic and brownish. 

No. 2313 — Grey Iron Ore: ''From Hiblers Drift, lower 
limestone ore, accompanying the grey kidney ore. Collected 
by A. R. Crandall, fuly, 1882'' 

A portion light slate colored, a portion mottled brownish- 
grey and blackish. Oolitic in parts. Adheres somewhat to 
the tongue. 

No. 2314 — Boyce's Llmestone Ore : ''From north of Dry Fork 
of Shultz creek. So-called grey li7nesto7ic ore. Collected by 
A. R. Crandall, fuly. 1882. Determifie tlie iron only'' 
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Partly brownish limonite, partly compact granular carbonate 
ore. 

COMPOSITION OP THBSE GREENUP COUNTY CARBONATE IRON ORES. 



:} 



Iron carbonate .... 

Iron peroxide 

Manganese carbonate . . 

Alumina 

Lime carbonate .... 

Magnesia carbonate 

Phosphoric acid (P2 05) .... 

Sulphunc acid (S08) 

Silica and silicates 

Organic matters, moisture and loss 



Total 



Percentage of iron . . . . 
Percentage of phosphorous 
Percentage of sulphur . . 
Percentage of silica . . . . 



No. 2809 


No. 2810 


* 


t 


81.482 


59.418 




15.882 

a 1880 

4.580 


2.758 


4.140 


2.800 


2.187 


2.184 


.207 


.690 


.587 


6.486 


7.670 


e 12.890 


1.019 


.248 


100.000 


100.000 


89.681 


84.780 


.095 


.285 


.234 


.486 


5.820 


12.890 



No. 2811 

t 



80.488 
.829 

» • • • 

8.172 
1.790 
5.517 
.128 
n. e. 
1.220 
6.911 



100.000 



89.400 
.066 
n. e. 
1.220 



No. 2312 

t 


No. 2818 

t 


65.545 


57.048 


d 2.096 

2.752 

1.860 

1.316 

.128 


.... 
n. e. 
2.901 
1.310 
1.870 
.179 


n. e. 
28.790 
8.018 


n. e. 
27.860 
9.837 


100.000 


100.000 


80.900 
.056 


27.540 
.078 


n. e. 


n. e. 







No. 2814 



010 



100.000 



26.680 
.441 



a Brown oxide of manganese, b Sulphur, c Silica, d 
at212«. t Air-dried. 



1 p. c. manganese. * Dried 



Generally good carbonate ores, requiring roasting before they 
are smelted. The two latter contain the most iron, and Nos. 
2310 and 2314 are the most phosphatic. 

No. 2315 — Grey Iron Ore: ''A roasted sample of No. 2310. 
Sent by H. W. Bates, Esq. 

Composition (Air^dried). 

Iron peroxide 71.680 = 50.180 iron. 

Alumina 5.317 

Lime 2.094 

Magnesia 1.826 

Brown oxide of manganese 1.980 = 1.379 manganese. 

Phosphoric acid (P2 05) 888 = .602 phosphorous. 

Sulphur 580 

Silica 16.040 

Hygroscopic moisture 100 

100.000 

Limonite Iron Ores from Greenup County. 

No. 2316 — Iron Ore: ''From Matthews drift, Shultz creeks 
Lower limestone ore. Average sample from the eight-inch face, 
thirty feet in tJie drift. Collected by A. R. Crandall, fuly, 1882. 
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In irregular laminae of different tints of lighter and darker 
grey-brown, some thin lines nearly black. Adheres to the 
tongue. 

No. 2317 — Greycroft's Block Ore: ""'Head of Skuitz creek. 
Thickfiess, about eight inclies. Collected by A. R. Crandall^ 
July, 1882. 

A limonite ore, containing soft, ochreous ore within hard 
brown layers. 



z 



No. 2318 — Red Block Ore: '' Rockhouse branch of Schult 
creek. Collected by A, R. Crandall, ftily^ 1882^ 

Resembles the next preceding. 

No. 2319 — So-called Llmestone Kidney Ore: ''Forty feet 
above the Waver ley Ridge, luad of Dry Fork of Schultz creek; 
six inches thick. Collected by A. R. Crandall, fuly 1882; 
Resembles the preceding two*' 

No. 2320 — So-called Limestone Kidney Ore: ''Rockhouse, 
branch of Schultz creek, Contai7mig less ochreous ore than 
tlie preceding y etc. 'Determitie the iron,' " 

composition op these GREENUP COUNTY LIMONITE IBON OBE& 

(Air-dried.) 



Iron peroxide .... 
Manganese peroxide 

Alumina 

Lime carbonate . . . 
Magnesia carbonate . . 
Phosphoric acid {V*l 05) 
Sulphuric acid .... 
Silica and silicates . . . 
"Water, loss, etc 



Total 



1 

No. 2316 

i 


No. 2317 


No. 2818 


No. 2819!No. 2320 

1 


82.260 


39.290 


51.170 


52/)00 


• • • • 


1.642 


n. e. 


n. e. 


n. e. 










2.765 


3.960 


4.206 


4.018 










.490 


.320 


.160 


trace. 










1.318 


.439 


.660 


. .287 










.499 


1.010 


.946 


1.842 










n. e. 


n. c. 


n. e. 


n. e. 










60.390 


46.480 


82.080 


80.480 










10.636 


8.501 


10.780 


10.873 








100.000 


100.000 


100.000 


100.000 


• • • • 



Percentage of iron 22.750 



Percentage of manganese 
Percentjige of phosphorous 
Percentage of sulphur 



1.037 
.217 
n. e. 



Percentage of silica j n. e. 



27.500 
n. e. 

.689 
n. e. 
n. c. 




These ores, of which the first is rather meager, and the sec- 
40 



CHEMICAL REPORT. 



195 



ond not very much richer in iron, contain generally pretty large 
proportions of phosphorus. 

Pig Irons from Greenup County, 

No. 2321 — Pig Iron : '' Labeled Strong Grey Pig Iron. Hunne- 
well Ftimace. Made with hot blast at 350^ F. Sample sent 
by H. W. Bates, Esq. December 11, 1880. (^Marked Sample 
No. /.)" 

A fine-grained, dark-grey iron. Flattened considerably under 
the hammer. Yielded easily to the file. 

No. 2322 — Pig Iron : ''Labeled Weak Close Iron^ Sample No. 2. 
Made with hot blast at §00^ F. at Hunnewell Furnace. Sent 
by H. W. Bates, Esq., December 11, 1880.'^ 

Somewhat lighter grey and a little coarser grained than the 
preceding. Flattens somewhat under the hammer, but seems 
to break more readily. Yields easily to the file. 

COMPOSITION OF THESE HUNNEWELL FURNACE PIG-IRONS. 



Specific gravity 



No. 2321 



Iron 

Graphite 

Combined carbon .... 
Aluminum and manganese 

Silicon 

Slag 

Phosphorus ... • . . 
Sulphur 



Total 



Total carbon 



3.480 



No. 2822 



6.944 


6.839 


08.490 


92.180 


3.800 


8.000 


.180 


.490 


n. e. 


n. e. 


.624 


1.760 


2.380 


1.780 


.972 


.932 


.450 


.676 


101.896 


100.718 



3.490 



The larger proportions of combined carbon, silicon and sul- 
phur in No. 2322 may possibly account for the difference in the 
tenacity of the samples. 

No. 2323 — Cinder, or Furnace Slag: ''Of sample No. 2, Hun- 
newell Furnace, etc. Sent by H. W. Bates, Esq.^ etc. 
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A homogeneous glass, resembling glassy obsidian, smoky 
black and only transparent-smoky in very thin splinters Fuses 
easily, before the blow-pipe, into a white, blebby glass, in the 
oxidating flame. 

No. 2324 — Cinder, OR Furnace Slag: ''Of sample No. 2. Same 
as t/ie preceding, etc. Hot blast 500^ F. JVeak^ close iron 
made. ' ' 

Generally of a brownish-grey color, full of air-bubbles ; only 
translucent in thin splinters. Fuses easily in the oxidating flame 
of the blow-pipe into a white, blebby glass. 

COMPOSITION OF THESE HUNNEWELL FURNACE SLAGS. 

{Drxtd at SIS^ F.) 



Silica 

Alumina, iron oxide, etc. . 
Brown oxide of manganese 

Lime 

Magnesia 

Total 



No. 2828 



No. 2824 



66.080 

28.980 

.680 

19.876 

1.686 



100.702 



65.000 

28.240 

.680 

19.162 

1.778 



99.846 



These slags are practically similar in composition. Accord- 
ing to Mons. P. Hautfeuille, in Wurtz' Dictionnaire de Chimie^ 
^/^., a normal iron slag should contain 45 to 60 per cent, of silica, 
20 to 35 per cent., of lime, and 12 to 25 per cent of other bases 
(such as magnesia, oxides of manganese, alumina, etc). 

"Alumina makes the least fusible silicate and should not ex- 
ceed 15 percent.. Magnesia, more fusible, maybe 25 percent, 
oxide of manganese, is yet more fusible; but if it exceeds 15 
per cent., the iron becomes manganiferous.'* (^Loc. cit.) 



HOPKINS COUNTY. 

No. 2325 — Coke: '^From t/ie St. Berriard Coal Company 
mines, Earlington. Sent by John R. Procter, April 4, 1882. 
Sample in the large bag is made from the washed slack coat. 
This coke was made at the request of Mr. Procter, the company 
se7tding two car-loads to tlie ovens. Samples carefully tctken^ 
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No. 2326. — Coke: ''From the same source^ made from the un-- 
washed slack coal, A smaller sample'' 

The two samples resemble each other in their external char- 
acters, being bright, cellular, and light coke. 



COMPOSITION OP THBSB TWO HOPKINS COUNTY COKES. 






No. 2825 


No. 2826 


HvfirroscoDic moisture, etc.-— /om on uifit^ton •• ••••• 


0.86 
86.84 
12.80 


2.00 


Fixed carbon 

Purplisb-irrey ash 


77JX) 
20.80 






Total . . 


100.00 


100 00 




A W.W 


Percentaire of sulDhur 


2.288 


8 799 







It is to be seen that a great improvement in the quality of 
the coke is made by washing the ** slack coal '* before coking. 

JOHNSON COUNTY. 

No. 2327 — Cannel Coal: ''Smith's branch of Paint creek. 
Average of the cannel coal from the bench opening near the 
house of Daniel Smith ; eighteen inches of cannel overlaid by 
eighteen inches of common coal ; clay and shale below Col- 
lected by A. R. Crandaliy 

Coal in thin laminae, some curved; cross-section generally 
glossy and pure-looking. Some layers dull. No pyrites or 
fibrous coal apparent. Seems to be a much-weathered sample. 

No. 2328 — Cannel Coal : "From one mile north of the mouth 
of Little Paint creek. Upper twenty-two inches of cannel coal. 
Dr. W. T. Hagar. Collected by A. R. Crandall^ August 

23, 1882." 

A dull-black, tough, laminated cannel coal. 

No. 2329 — Cannel Coal: "From same bed as the next preced- 
ing, etc. Lower eight inches of cannel coal of Dr. Hagar.'' 

Resembles the next preceding. Rather more dull and in 
thinner laminae. 
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COMPOSITION OF THESE JOHNSON COUNTY CANNEL COALS. 

(Air-dried.) 



Specific gravity 



Hygroscopic moisture . . . < 
Volatile combustible matters 
Coke 



ToUl 



Total volatile matters . . 
Fixed carbon in the coke 
Ash : . 



Total 



Character of the coke 

Color of the ash . . 
Percentage of sulphur 






No. 2827 



1.279 



3.00 
49.80 
47.20 



100.00 



52.80 

87.94 

9.26 



100.00 



Dense. 

Lt. grey 
brown. 

2.609 



No. 2828 



1.248 



No. 2829 



1.228 



1.80 
49.10 
49.10 



100.00 



1.80 
49.20 
49.00 



50.90 

41.16 

•7.94 



100.00 



51.00 

44.00 

6.00 



100.00 I 100.00 



Dense 
friable. 

Lt. buff 

grey- 

0.816 



Dense 
friable. 

Lt. buff' 
0.846 



Good cannel coals; especially Nos. 2328 and 2329. As fre- 
quently noticed before, the specific gravity of the coals increases 
with the ash proportion. 

No. 2330 — Iron Ore (Carbonate) : ''Fourteen inches thick, 
below W/ieeler^s creek, one and a half miles below Paintsville, 
Johnson county, below coal No, i, fifty feet above low water in 
Big Sandy river. Collected by John R. Procter, August 2j, 

. 1882. 

A concretion of small nodules of grey iron carbonate, more 
or less converted into limonite on the exterior surfaces. 



[ Containing 26.04 per cent, of iron. 



Composition (Air-dried). 

Iron carbonate 27.740 

Iron peroxide 18.159 ) 

Alumina 8.565 

Lime carbonate 1.780 

Magnesia carbonate 1.970 

Pbosphoric acid (F2 05) 1.205 Containing 0.526 of pbopbonu. 

Silicious residue 85.780 ConUining 82.480 of silica. 

Moisture, loss, etc 4.801 



Total 100.000 
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Not quite as rich in iron as the average carbonate ores and 
containing a rather large proportion of phosphorus, it may yet 
be made available for common iron under favorable conditions. 

KENTON COUNTY. 

No. 2331 — Mineral Water : ^^ From a sprmg flowing out of tlu 
hill through which tlie tu7inel goes, ifi the *'Big Bend'* of t/ie 
Licking river y one hundred and forty rods from tlie north end 
of the tunnel, and about the same distance from Grant's Station, 
ten miles from Covi7igton, Water sent by Mrs. fiilia V. 
McVean, July 24, iZSs^ 

Composition, in 1000 Parts of the Water. 

Lime carbonate 0.8668 ^ „ , , . , . 

Magnesia carbonate 0082 I ^^ ." T"""" ^''''" 

Iron carbonate atraceJ ^onic acid. 

Lime sulphate 1.0089 

Magnesia sulphate ... 1.8311 

Potash sulphate 0267 

Soda sulphate 8944 

Sodium chloride 1126 

Silica f. 00:8 

Total saline matters 8.2846 in 1000 parts of the water. 

A saline, slightly chalybeate water. 

KNOX COUNTY. 

No. 2332 — Coal: ''From/. N. Wiggins* coal bank, three miles 
southeast of Barboursmlle^ Collected by R. C Ballard, May 
16, 1883. 

A pure-looking coal, showing very little fibrous coal and no 
appearance of pyrites. 

No. 2333 — Coal : ^^From head of Dean's branch, near tlie mouth 
of Greasy creek. Collected by R. C Ballard, May ij, 188 j. 

A pure-looking coal, showing some little fibrous coal but no 
apparent pyrites. 

No. 2334. — Coal: ''From the same bed as tlie next preceding; 
lower portion of the bed, thirty- five inches^ Collected by R. C. 
Ballard, May //, 188 j. 
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Like the preceding in general appearance. More firm : seems 
to be a good so-called ** block coal." 

No. 2335. Coal: ^'From head of Sandy branchy a mile to a mile 
and a quarter from Flat Lick^ on the land of O. P. Ely. Col^ 
lected by R. C Ballard, May 2g, 188 j. 

A pure-looking coal, showing very little fibrous coal and no 
apparent pyrites. 

COMPOSITION OF THESE KNOX COUNTY COALS. 

(Air^ried.) 



Specific g^Tity 



Hygroscopic moisture . . . 
Volatile combustible matters 
Coke 



Total 



Total volatile matters . 
Fixed carbon in the coke 
Ash . . 



Total 



Character of the coke 
Color of the ash . . 
Percentage of sulphur 



{ 



No. 2882 



1.289 



No. 2888 



1.882 



1.80 
84.00 
64.20 



100.00 



1.60 
88.80 
64.60 



100.00 



86.80 

59.40 

4.80 


85.40 

57.14 

7.46 


100.00 


100.00 



Spongy. 

Lt. lilac 
grey. 

0.981 



Lt. sp'gy 

Lt. lilac 
j;rey. 

1.110 



No. 2884 



1.281 



No. 2886 



1.800 



1.66 
86.84 
62.00 



100.00 



2.00 
85.00 
68.00 



88.00 
59.04 

8.96 



100.00 



Lt. sp'gy 

Nearly 
white. 

0.651 



100.00 



87.00 

56.70 

6.80 



lOO.OO 



Lt. sp'gy 

Lilac g*y 

1.091 



All remarkably good coals» especially Nos. 2332 and 2334. 



LAUREL COUNTY. 

No. 2336 — ''From a bed on lVood*s creek, nearfohn PitmatCs^ on 
the line of tlie Knoxville Branch of tlu L. & JV. R. 7?., in a 
hill about three hundred and fifty feet high. Bed three feet two 
inches thick. Three samples, from top, middle, and bottom of 
the bed. Brought by f. R. Carrigan, of Danville. 

The samples resembled each other greatly, and were all 
ground together for an average sample. 
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Coal of a handsome pitch-like, glossy black color, with very 
little appearance of fibrous coal or pyrites; only a few bright 
scales on some of the seams. Fracture cuboidal and irregular ; 
some "bird's-eye" structure in some of the pieces; not soiling 
the hands. 

No. 2337 — Coal (Cannel): ^^ Brought by Captain W. C. Cra- 
zier, of Covington, from one and a half miles southwest of Lon- 
don, Laurel county. W. H. HaydevLs; bed fifty-three inches 
thickr 

No. 2338 — Coal: ''From the head of Raccoon creek, one mile 
from East Bemstadt, Laurel county, three hundred yards from 
the house of Dr. Ferris. Sample sent by fohn R. Procter. 
Received May 30, 1882'* 

A pure-looking, pitch-black, glossy coal, showing very little 
fibrous coal or granular pyrites. Fracture of some portions 
conchoidal. 

No. 2339 — Coal No. i : ''Pitman Coal Company, Pitman Sta- 
tion. Bed thirty-six inches and a lialf thick. Fifty yards 
from the edge of the hill Sample collected by R. C. Ballard, 
October 20, 1882'' 

* 

A pure-looking, pitch-black coal. No appearance of pyrites 
and very little of fibrous coal. 

No. 2340 — Coal No. i : "Laurel Coal Company mine, Pitman 
Station. A separate piece of two incJus of the upper part of 
tite bed, resembling cannel coal in part, not included in the 
analysis. Collected by R. C. Ballard.'^ 

Resembles the next preceding. 

No. 2341 — Slack: "Of the Laurel Coal Company coal {coal 
No. /). Taken from the dump-pile — (a) tlie tmwashed and {b) 
t/ie washed sample. Collected by R. C. Ballard, October 2jy 
1882.'' 
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COMPOSITION OP THESE LAUREL COUNTY COALS. 

{Air-dried.) 





No. 2330 


No. 2337 


No. 2338 


No. 2339 


No. 2340 


No. 2841 

(a.) 


No. 2341 

(6.) 


Specific gravity . . . 


1.221 


1.496 


1.245 


1.277 


1.267 


n. e. 


n. e. 


Hydroscopic moisture 
VoL com'ble matters . 
Coke 


2.60 
85.80 
62.10 


1.80 
31.00 
67.70 


3.30 
84.44 
62.26 


2.80 
85.80 
61.90 


2.72 
85.32 
61.96 


2.60 
29.46 
67.96 


2.64 
34.00 
68.86 


Total 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 


Total volatile matters . 
Fixed carb. in the coke 
Ash 


37.90 

60.30 

1.80 


32.80 
43.96 
23.74 


87.74 

60.96 

1.30 


88.10 

59.10 

2.80 


38.04 

58.60 

3.36 


32.06 
62.54 
15.40 


36.64 

58.70 

4.66 


Total 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 


Character of the coke < 

•Color of the ash . . \ 
Percentage of sulphur 


Light 
spongy. 

Nearly 
white. 

1.000 


Dense 

friable. 

D'k pur- 
plish g'y 

4.500 


Light 
spongy. 

Brown'h 
1.055 


Spongy; 

Lt. lilac 
grey. 

0.650 


Spongy. 

Nearly 
white. 

0.679 


Spongy. 

Brown'h 
grey. 

1.241 


Spongy. 

Lt lilac 

grey- 
0.825 



With the exception of No. 2337 and 2341 (a), which exceed 
in ash proportion and sulphur, these are all remarkably good 
pure coals. The so-called cannel coal has so large a proportion 
of ash material in its composition that it might probably be 
classed as a rich bituminous shale. While it might be used for 
ordinary domestic fires its large proportion of sulphur renders it 
improper for working iron. 

No. 2342 — Coke of Coal No. i : ''Laurel Coal Company, PiU 
man Station. Sample obtained from the pile, made of coal 
from all parts oft/ie bed. Collected by R. C Ballard , October 

21, 1882:' 

A moderately fine-grained firm coke. 

No. 2343 — Coke of Coal No. i : ''Laurel Coal Company, Pit- 
man Station. This was mcule from the slack coal, and is the 
best I could obtain here. Collected by R. C Ballard, October 

22, 1882:' 

Coke fine-grained and firm; irregularly columnar. 
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No, 2344 — Coke: ''From tlie Laurel Coal Company s Peacock 
coalf Pitman Statiofi. Collected by R, C Ballard, October 
22, i882r 

A dense, firm, and bright coke. 

composition of these laurel coal COMPANY'S COKES. 

{Air-dried). 



No. 2342 No. 2343 



No. 2344 



Moisture driven off at 480® F. 
Fixed carbon in the coke . . 
Ash 



Total 



Color of the ash . . 
Percentage of sulphur 



L20 

95.70 

3.10 



100.00 



Light 
bro'nish. 

0.659 



0.90 

92.60 

6.60 


2.40 

89.20 

8.40 


100.00 


100.00 


Light 
bro'nish. 

0.789 


Bro'nish 
grey. 

0.989 



Judging from their composition these cokes are both very 
good, and applicable to all the ordinary uses of coke. Com- 
pared with the celebrated Connellsville coke (see Bell county) 
Nos. 2342 and 2343 contain much less ash and sulphur and a 
larger percentage of carbon than that. No. 2344 approaches 
nearer in these respects to the Connellsville coke. 

LAWRENCE COUNTY. 

No. 2345 — Coal: ''Peach Orchard Coal, 07i Miller s branch of 
Nats creek. E7itry No, 2. Upper bench of fourteen incites. 
Collected by A. R, Crandall, June, 1882'' 

A splint coal, splitting into laminae of variable thickness, with 
not much fibrous coal between, and very little appearance of 
granular pyrites. Some of the laminae are bright and pitch- 
black, and soften somewhat on being heated ; others are more 
like cannel coal. 

No. 2346 — Coal : "Fro^n same bed; 7iew e?itry; middle bench, etc. 
Collected by A, R. Ci'aJtdall, fnfie, 1882.^' 

Mostly in glossy, pitch-black layers. A pure coal, containing 
hardly any fibrous coal and no apparent pyrites. Swells up 
somewhat in the flame of the lamp. 



(4) 
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No. 2347 — Coal: ''From same bed and entry. Lower bench of 
twenty-eight i?tc/ies. New entry No. 2, Collected by A. R. 
Crandall^ J^inc 24, 1882^ 

A firm, pure-looking coal, mostly pitch-black and glossy. 
Some parts more dull and like cannel coal. Some portions 
splitting into thin laminae, with fibrous coal, but no apparent 
pyrites between ; other portions more compact and uniformly 
pitch-black and glossy on the fractured surfaces. These por- 
tions soften and swell considerably in the flame ; the others are 
less changed in form by the heat. 

No. 2348 — Coal: '' Bo7ie coal of tlie Peach Orchard coaL Eight 
incites at the top of the lower bench. Same bed and entry as 
the preceding. Collected by A. R. Cra7idall, fune, 1882.'* 

A dull-black splint coal, breaking with difficulty into irregular 
laminae. Mostly cannel-like ; softens but little in the flame. 

No. 2349 — Coal: ''Headley's coal, head of Mc Henry s branch 
of Levisa Fork of Big Sandy river. Sample from forty-eight 
inches in the middle of the bed. Collected by A. R. Crandall^ 
Aiigtist 1882:' 

A pure, pitch-black, bright coal, with no appearance of fibrous 
coal, but some bright pyritous scales in portions. 

No. 2350 — Coal: ''From tJie Headley coal bed, 07i tlie west side 
of the Levisa Fork of Big Sandy river y five miles above Louisa 
and two miles and a half from the Chattaroi Railroad. Sam- 
ple from tJie face of the central member of the bed, which is four 
feet eight inches thick. Sent by W. f. Headley. Tlie whole 
bed is six feet two inches thick, including tivo slate partings, 
tivo and four inches severally.^' 

Quite a pure-looking, pitch-black and generally-glossy coal, 
breaking irregularly, with a tendency to a cuboidal form ; very 
little fibrous coal or granular pyrites apparent, but the sample 
contained a small portion of a pyritous layer; some ferruginous 
and earthy incrustations on the exterior surfaces. 

50 



CHEMICAL REPORT. 



205 



COMPOSITION OF THESE LAWRENCE COUNTY COALS. 

(Air-dried). 



No. 2345 No. 2346,No. 2S47,No. 2348,No. 2349 No. 2360 



Specific gravity 



Hygroscopic moisture . . . 
Volatile combustible matters 
Coke 



Total 



Total volatile matters . . 
Fixed carbon in the coke 
Ash 



Total 



Character of the coke . . . , < 
Color of the ash 



I 



Percentage of sulphur 



1.295 1.825 I 1.287 



3.20 
37.74 
59.06 



100.00 



40.94 

65.06 

4.00 



3.30 
22.70 
74.00 



3.90 
36.80 
69.30 



100.00 



26.00 

64.46 

9.54 



100.00 



100.00 



100.00 



40.70 

56.30 

8.00 



100.00 



1.490 


1.333 


2.20 
28.60 
69.20 


4.14 
33.06 
62.80 


100.00 


100.00 


30.80 
46.60 
22.60 


87.20 

54.60 

8.30 


100.00 


100.00 



n. e. 



4.50 
33.70 
61.80 



Lif^ht 


Denize. 


'Spongy. 


Friable. 


Light 


spongy. 






spongy. 


Light 


Lilac- 


Nearly 


Nearly 


Purpls'h 


grey. 


grey. 


white. 


white. 


grey. 


0.720 


1.132 


0.756 


0.560 


1.722 



100.00 



38.20 

54.38 

7.42 

100.00 



Light 
spongy. 

Bro'nish 
grey. 

1.703 



As may be seen from these analyses, as well as from those 
published in volume IV., N. S., and by Dr. Owen's analysis, 
volume I., O. S., the so-called Peach Orchard coal varies some- 
what in different localities. It is a ** splint" or semi-cannel 
coal, resembling the ** block coal '' of Indiana. Its best samples 
could no doubt be used with advantage in smelting iron ore 
without previous coking. It is an excellent coal for domestic 
and many manufacturing purposes, and for the production of 
steam. The so-called **bone coal,*' however, contains too much 
ash to be profitable. 

No. 2351 — Coke: '' Fro77t Peach Orchard coal, Williajns' branch, 
Lawrence county, CollectecLby R, C, Ballard, Au^. 15, 1882.'' 

A bright, firm, dense coke. 

Composition (Air-dried). 

Moisture, expelled at 220° F 5.10 

Volatile combustible matters, expelled at red heat IK) 

Fixed carbon 00.00 

Ash (brownish-grey) 3.94 

Total 100.00 

Its percentage of sulphur is -=0.824. 
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It is purer than the celebrated Connellsville coal, of Penn- 
sylvania, which has 9.1 13 per cent, of ash. (See Bell county, 
anti), 

LETCHER COUNTY. 

No. 2352 — Coal: '' Holcomb' s coal, Jiead of Big Laurel branch, 
near the head of North Fork of Kentucky Hver, three miles 
from Poujid Gap, Bed seven feet six inches thick, with an 
eight-inch par ti7ig two feet from the top. Sample from tlie out- 
crop, soiled with dirt — hence t/ie ash-fiiidiiig may be too high. 
Collected by A, R, Crandall, August 3, 1881,'' 

Sample much weathered ; weathers in small cuboidal blocks. 

No. 2353 — Coal: '' Field* s coal, on Kings creek. Splint and 
cannel coal, six feet thick. Average sample from a five-feet 
face. Collected by A, R, Crandall, August, 1S81,*' 

A mixed sample, partly of bright, pure-looking splint coal, of 
pitch-black color ; partly of tougher, brownish-black, dull, can- 
nel coal, some small ferruginous stains on the exterior surfaces, 
no appearance of pyrites, and very little of fibrous coal. 

No. 2354 — Coal: ''f. N, Thompson s coal, on Sandy Lick, a mile 
and a half from Whitesburg, Sample from t/ie upper layer, 
twenty to twenty-eight incites thick. A parting of two to sixteen 
inches separates it from the lower layer, which is thirty to thirty - 
eight inches thick. Collected by f, Sliackelford, August, 1881,** 

(See next number). 

A pure-looking, pitch-black splint coal, quite brilliant on the 
fractured surfaces and on some of the faces of the laminae. 
Very little fibrous coal apparent, and no visible pyrites. 

No. 2355 — Coal: ''Sample from the lower layer off, N, Thomp- 
sons coal, etc** 

This sample contains some dull layers, with a thin, pyritous 
laminae and more fibrous coal than in the preceding sample. 

No. 2356 — Coal: ''From Mr, Nickers coal-bank, below Whites- 
burg, on the Kentucky river. Collected by A, R, Crandall ^ 
August 3, 1 88 1.** 
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A much-weathered sample of splint coal. Shows some fibrous 
coal in the form of reed-leaf-like impressions between the 
irregular laminae; no pyrites apparent, but a red-ochreous in- 
crustation on some of the exterior surfaces. 

No. 2357 — Coal: **/. M. Collins coal, on Rockhouse creek. 
Bed three feet eight incites thick. Average sample. Collected 
by A. R. Crandally August, 1881.'' 

A pure-looking splint coal. 

No. 2358 — Coal* ''From CaudeWs bafik, a mile and a half 
below Whitesburgy on the Kentucky river. A sample of tlu 
upper layer, twenty-five inches thick, a slate parting below of 
eight to fourteen inches, including a thin coal. Collected by 
A. R. Crandall'' 

Appears to be a pure sample of splint coal, some fibrous coal 
between the laminae, but no apparent pyrites. 

No. 2359 — Coal : ''From the same bank. A sample of the lower 
layer, twenty -eight inches thick. Collected by A. R. CrandalL 

A weathered sample ; approaches cannel coal in some of the 
laminae. 

No. 2360 — Coal: "From Laurel branch of Kentucky river. 
Upper two feet. Sample from the weatJiered face of the bed. 
Collected by A. R. Crandall, November 10, 188 1'' 

Sample much weathered and somewhat friable, the seams cov- 
ered generally with a greyish incrustation, part of which seems 
to be clay, which may increase the apparent ash percentage. 
Some fibrous coal between the laminae, but no pyrites apparent. 

No. 2361 — Coal: " From tlie same bed as next preceding. Sam- 
ple from the lower sixty-eight incites. Thickness of the wJtole 
bed, eight feet.'' 

Generally a bright, pitch-black, pure-looking coal, except in 
the somewhat weathered portions. A little fibrous coal and 
fine granular pyrites between the laminae, and a few bright, thin 
pyritous scales in some of the seams. 
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No. 2362 — Coal: '^ From Cowa7t Ridge, opposite Whitesburg. 
A splint coaly four hundred and niftety feet above tite bed of 
the river. Bed of coal forty -one inches thick without parting. 
Entry driven in twenty feet. Collected by A. R. Crandall.'^ 

Quite a pure-looking, pitch-black coal. Some fibrous coal 
between the laminae, but very little granular pyrites. Quite a 
firm coal. 

No. 2363 — Coal : ^^Camp Branch of Rockhouse creek. Dr. S. 
H. Breeding s coal. The lower forty-five inches. Collected by 
A. R. Crandall, fuly 20, 1883!' 

A pure-looking, pitch-black coal. Fracture irregular and cu- 
boidal, with generally brilliant surfaces. No fibrous coal and 
very little granular pyrites apparent. 

No. 2364 — Coal: ^'Onf. Q. B ent hey s farm ^ Rockhouse creek. 
Collected by f. A. Shackelford, fuly 24, 1883^ 

A cannel coal. Sample much soiled with argillaceous mate- 
rial. No apparent pyrites. It seems to be a weathered sample. 

No. 2365 — Coal: ''On Sam Risers place, on Love Branch of 
Rockhouse creek. Collected by f. A. Shackelford, fuly 24, 

1883." 

A much weathered sample of what seems to be a splint coal. 
Much soiled with ferruginous and argillaceous material. 

No. 2366 — Coal : ''On Sam Risers land. Love Branch of Rock- 
house creek. From a big slip from an upper bed just below 
ihe other Riser sample. Thickness six feet. Not driven into 
the hard CO %L Collected by f. Shackelford, fuly 2j, i88j.'' 

A much weathered sample, much soiled with clay, etc. In 
small pieces. 

No. 2367 — Coal: ''From fohn Ambergers farm, on Wolf pen 
creek of Carrs Fork of Rentucky 7'iver. Upper thirty four 
inches of the cannel coal bed, T/ie remaining thickness of the 
bed is represented by the next sample.^' 
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A much weathered sample, in small lumps and powder. 
Soiled with clay. 

No. 2368 — Coal: ^^Same locality and bed as next preceding. 
Thickness twenty -six inches. Lower part of the cannel bed. 
Collected by A. R. Crandall, July 27, 1883'' 

A firm, pure-looking cannel coal. 

No. 2369— Coal: ''On Marion Hale s farm, Trace Branch of 
Rockhouse creek. Upper part of the cannel coal. Thick- 
ness thirty-two inches,^' 

A very pure-looking, pitch-black coal. Fracture generally 
irregular, with brilliant surfaces. Small bird's-eye structure in 
parts. No fibrous coal apparent, and very little of bright 
pyrites. 
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The effects of exposure to the atmospheric agencies — weath- 
ering — are shown in these samples by the great increase of 
hygroscopic moisture, owing to the disintegration of the coal ; 
the diminution of their volatile combustible matters; the de- 
crease of their proportion of sulphur by oxidation and other- 
the increase of their ashy or earthy constituents, and 



wise 



consequently of their specific gravity. Their coke made from 
the powdered coal is also pulverulent or non-coherent. 

LOGAN COUNTY. 

No. 2370 — Mineral Water : ''From a springs owned by Abrant 
SJiarp^ five miles northwest of Lewisburg^ on Raw-hide creek ; 
three miles west of O. & W. Railroad. {N. W. part of 
Logan G?.) The water flows about forty gallons per hour. 
Sample sent by B, G. Williams^ of Lewisburgy fuly 2^^ 

No. 2371 — Mineral Water: ''From a spri7ig, owned by C. P. 
Burglier; called by him 'Fountain of Life; three miles north- 
west of Russellville. Sample sent by fohn W. Caldwell, of 

Russellville^ October (5, 188 j. 

COMPOSITION OF THESE MINERAL WATERS. 

In 1000 ParU of the Water. 



No. 2370 No. 2871 



Iron carbonate . . . 
Lime carbonate . . 
Magnesia carbonate . 
Lime sulphate . . . 
Magnesia sulphate . 
Iron sulphate . . . 
Soda sulphate . . . 
Potash sulphate . . 
Magnesium chloride 
Sodmm chloride . . 



Lithia 
Silica 



.0561 
.0504 
.0094 
.3134 
.0000 
.0000 
.1066 
.0142 
.0170 
.0000 

.0000 

.0100 



Total saline matters, in 1000 parts of the water 



.04 1 1 



♦ .8260t 

♦ .3486 

♦ .0101 
1.1886 

.9378 

a trace. 

.0000 

.0000 

.0000 

.0900 

f m'rk'd 

\ traces. 

.0048 



2.9058 



*Held in solution by carbonic acid, t Contains manganese. 

These two mineral waters have a general similarity of com- 
position ; being both saline chalybeate waters. But No. 2371 
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is much the stronger, especially as a chalybeate. The iron of 
this water is also accompanied by a small proportion of man- 
ganese, and lithia is present in it in notable small proportion. 

MAGOFFIN COUNTY. 

No. 2372 — Coal: ''From Stone's bank, on Oakley creeks half 
a mile from the mouth. Whole thickness thirty-five inches. 
Sample from the lower twenty inches. Collected by A. R. 
Crandall, November, 188 1.'' 

Quite a firm coal, cleaving with some difficulty into irregfular 
laminae, with some fibrous coal between, but no apparent pyrites. 
Generally pitch-black and glossy on the fractured surfaces. 

No. 2373 — Coal : ''From same bank as next preceding. Sam- 
ple from the upper fifteen inches. Collected by A. R. Gran- 
doll, November, 188 1. 



»i 



Apparently a weathered sample. Friable, cleaving in thin 
laminae. Of a dark-slate color on the exterior surface (caused 
by weathering ?) ; black in the interior. No apparent pyrites. 

COMPOSITION OF THESE MAGOFFIN COUNTY COALS. 

(Air^Dried.) 



Specific gravity • . . 

Hygroscopic moisture 

Volatile combustible matters 

Coke 

Total 

Total volatile matters 

Fixed carbon in the coke ' 

Ash 

Total 

Character of the coke < 

Color of the ash i 

Percentage of sulphur 



No. 2872 



Light 
spongy. 

Nearly 
white. 

0.535 



No. 2378 



1.808 


1.482 


2.16 
36.98 
60.86 


6.92 
29.28 
63.80 


100.00 


100.00 


39.14 

53.86 

7.00 


86.20 
46.80 
17.00 


100.00 


100.00 



Pulveru- 
lent. 

Light 
grey. 

0.541 
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The upper layer seems to have been much "weathered/* 
hence probably its larger proportion of hygroscopic moisture 
and its smaller proportion of volatile combustible matters. The 
lower layer gives very good coal, and further in the bed the 
upper layer may be found to improve in quality. 

MARTIN COUNTY. 

No. 2374 — Coal: **6^. JV. Ward'Sy Jiead of Lick Branch of 
Cold Water Fork of Rockcastle creek. Sample from the 
upper two feet, tlie lower one foot being covered. Collected by 
A. R. Crandall, fune 22 y 1882P 

A pure looking splint coal (block coal), splitting with some 
difficulty into thin laminae, with some fibrous coal, but no appa- 
rent pyrites between. 

No. 2375 — Coal: ^^From Scaffold Lick Branch of Rockcastle 
creek. Six feet bed; five and a half feet, exclusive of part- 
ing. Collected by A. R. Crandall, fune 24, 1882.*' 

A firm splint or block coal, with very little fibrous coal and 
no appearance of pyrites between the irregular laminae. Some 
of these, dull black, are of the nature of cannel coal ; others 
are glossy and pitch-black, and soften somewhat in the fiame of 
the lamp. 

No. 2376 — Coal: *'On Beech Fork of Rockcastle creek. {Coal 
No. 2.) Bed three feet eight inches thick ^ with a five-inch 
parting. Collected by A. R. Crandall'' 

A pure-looking coal; partly pitch-black, with shining frac- 
ture ; a portion more dull and cannel-coal-like. 

No. 2377 — Coke: ^^ Of the next preceding coal. No. 2. Made 
in an open fire. Collected by A. R. Crandall*' 
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COMPOSITION OF THESE MARTIN COUNTY COALS AND COKE. 

{Air-dried). 





No. 2874 


No. 2875 No. 2376 


No. 2877 


-SDOciflo flrravitv 


1.291 


1.841 


1.842 


n. e. 


V 






HveroscoDio moisture 


1 
2.60 8.54 


2.20 
88.10 
64.70 


0.80 


Volatile combustible matters 


85.50 
61.90 


81.86 
65.10 




Coke 


• • • • 


ToUl 


100.00 


100.00 ! 100.00 


• • • • 


Total volatile matters 


38.10 

56:86 

5.04 


34.90 35.80 
56.30 55.10 

8.80 1 9.60 

1 




Fixed carbon in the coke 


90.20 


Ash 


9.00 






Total 


100.00 


100.00 100.00 


100.00 


Character of the coke 


Spongy. 

Nearly 
white. 

0.608 


I^nse. Snonflrv- 




Color of the ash < 

Percentacre of sulohur 


Lt. lilac 
grey. 

0.565 


Light 
grey. 

0.578 


Redish 
brown. 

582 






1 





These are good coals, containing less than the average pro- 
portion of sulphur; but Nos. 2375 and 2376 contain more than 
the average ash proportion. It is probable, however, that this 
will be less in the coal deeper in the bed. 

MERCER COUNTY. 

No. 2378 — Limestone: ''Chazy Limestone {Sample No. /), 
from Kentucky river cliffs. Collected by Wm. M. Linney. 
Received February 2j, 1883.'' 

A compact, very fine granular limestone of a warm-grey 
•color. Does not adhere to the tongue. Contains no appa- 
rent fossils. 

No. 2379 — Limestone: ''Chazy Limestone {Sample No. 2), 
from Kentucky river cliffs. Collected by W. M. Linney. 
Received February 23, 1883.^* 

A compact limestone of a grey color, irregularly mottled with 
lighter grey in consequence of the presence of fossil remains. 
Does not adhere to the tongue. 
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COMPOSITION OF THESE MERCER COUNTY CHAZY LIMESTONES. 

(Air-dried.) 



Lime carbonate 

Magnesia carbonate 

Alumina in iron oxide with traces of phosphoric acid 

Sllicious residue (insoluble in acids) , 

Moisture, etc 



No. 2878 



No. 2879 



62.860 

80.720 

1.220 

6.000 

0.130 



83.040 
10.550 

.980 
5.560 

2.80 



Total ' 09.080 i 100.860 



No. 2378 contains 35.20 per cent, of lime, and No. 2379 con- 
tains 46.50 per cent. They are both magnesian limestones, 
and would calcine into very good white lime. Possibly No. 
2378, which contains the most magnesia, might, if properly cal- 
cined, be found to produce a hydraulic cement, but not of so 
durable character as that prepared from more silicious lime- 
stones. No doubt they are both good durable building stones. 

MORGAN COUNTY. 

No. 2380 — Cannel Coal: ''Front Williams banky Rush branch 
of Elk Fork of Licking river. Average sample of the fifty- 
eight-inch bed. Collected by A. R. Crandall.'' 

Quite a tough cannel coal, with imperfect lamination. Frac- 
ture dull or brownish-black, with a few minute specks of mica 
on some of the surfaces. No appearance of pyrites and very 
little of fibrous coal. Ferruginous stain on the exterior surfaces. 

No. 2381 — Coal No. 2: ''Forty-inch cannel coal, opposite the 
house of foel AdkinSy head of North Fork of Licking river. 
Sample from the outcrop. The whole thickness is in the bed of 
the branch. Collected by A. R. Crandall, fune, 188 1.*' 

A tough, dull-black cannel coal ; laminated. Some of the 
thicker and more dense laminae break with a flat-conchoidal 
fracture. Not much fibrous coal or granular pyrites apparent 
but there are some small pyritous lumps in the body of the coal. 
Some of the laminae are quite shaley. Ferruginous stains on 
the exterior surfaces. 
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No. 2382 — Coal No. 2: ''Three feet cannel coal, left branch of 
Mordecai creek. Average sample from the upper thirty-two 
inches. Collected by A. R. Crandall, fune /j, 1881.'* 

Resembles the preceding, but darker colored than that, with 
less ferruginous incrustation and showing no pyrites. 

No. 2383 — Coal No. 2 : ''Another average sample from the 
upper thirty inches of the same bed. ( One foot uncovered, the 
lower six inches more slatey.) Brought by A. R. Crandally 
April 6, 1882:' 

Resembles the preceding. 

No. 2384 — Coal : Prater s cannel coal, on Stone Coal branch cf 
Caney creek^ one mUe above Walnut Grove, Thickness two 
feet. Collected by A. R. Crandall, fune, 1881.^' 

A pure-looking, firm, jet-black coal, showing only a few small 
scales of pyrites between some of the laminae. Some ferrugin- 
ous stain on some of the exposed surfaces. 

No. 2385 — Coal No. i : ''On a fork of Smith's creek. Bed 
thirty inches thick. Average sample of the whole thickness. 
Collected by A. R. Crandall.'* 

Apparently a splint coal, breaking into thin laminae, with 
some fibrous coal and granular pyrites between. 
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COMPOSITION OP THESE MORGAN COUNTY COALS. 

{Air-ffried.) 





No. 2880 


No. 2881 


No. 2882 


No. 2888 


No. 2884 


No. 2885 


Specific gravity 


1.882 


1.848 


1.878 


1.808 


1.294 


1.858 


Hyeroscopic moisture 

Volatile combustibb matters . . 
Coke 


1.60 
44.00 
54.40 


4.26 
42.48 
58.26 


8.90 
89.80 
56.80 


2.02 
41.98 
56.00 


2.20 
40.50 
57.80 


2.90 
89.10 
58.00 






Total 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 






Total volatile matters 

Fixed carbon in the coke . . . 
Ash 


45.60 
88.86 
15.54 


46.74 
88.76 
19.50 


48.20 
38.80 
18.00 


44.00 
44.06 

11.94 


42.70 

50.80 

7.00 


42.00 

51.84 

6.66 






Total 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 






Character of the coke . . . . ] 

Color of the ash | 

Percentage of sulphur 


Dense. 

Buff- 
grey. 

0.961 


Pulveru- 
lent. 

Fawn- 
colored. 

1.585 


Friable. 

Grey- 
brown. 

1.106 


Dense. 

Dk pur- 
plish g'y. 

0.810 


Dense. 

Nearly 
white. 

0.805 


Dense 
spongy. 

jyk lilac 
grey. 
4.527 



With the exception of Nos. 2384 and 2385, these coals 
greatly exceed the average ash proportion. Most probably this 
is partly owing to the fact that the samples in these cases were 
taken from the weathered outcrop of the bed. No. 2385 con- 
tains quite a large proportion of sulphur. Whether the sample 
was exceptional in this respect, can only be ascertained by the 
analysis of other samples from the same bed. 



Morgan County Soils. 

No. 2386 — Virgin Soil : ''From woods, with a nortfiem expo- 
sure, one hundred and twenty-five feet above Spawns creek, 
near Licking river. Timber, oak and maple, undergrowth 
the same, with dogwood, hickory, etc. Geological position, 
coal No. 3. Collected by A. R. Crandall, July ig, 188 1^ 

» 

Dried soil, of brownish dark-grey color, with small friable 
clods, containing fragments of sandy and ferruginous shale or 
concretions, mostly of irregular,' flattened forms. 
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The coarse seive* removed from it 37.73 per cent, of hard 
sandy, ferruginous, shaley fragments, flattened, and with angles 
rounded. Its silicious residue all passed through the fine seive,f 
except a very few small rounded quartzose grains. 

No. 2387 — Subsoil : Of the next preceding. 

The dried subsoil is mostly in moderately firm sods, gener- 
ally of a light orange-brown color, light-grey in the course of 
the vegetable rootlets which penetrated it. Contains some frag- 
ments of soft ferruginous and sandy shale or concretions. 

The coarse seive removed from it 13.09 percent, of ochreous 
concretions or ferruginous shale, containing fine sandy particles, 
flattened but rounded on all the angles, softer than those of the 
preceding sample. Its silicious residue all passed through the 
fine seive except a few small rounded quartz grains. 

No. 2388 — Soil: ^^ From an old fieldy taken three to six inches 
from tlie surface. Bottom land on Spaws creek, near Linking 
river. Geological position, coal No. 2. Soil derived from 
the rocks above. Collected by A, R, Crandall^ fuly 18, 1881'' 

The dried soil is friable, of a brownish-yellowish grey color. 
Contains but few shaley fragments or concretions. 

The coarse seive* removed from it 2.31 per cent, of ferru- 
ginous or shaley concretions, etc. The fine seivef separated 
from its silicious residue 21 per cent, of small rounded white 
quartz grains. 

No. 2389 — Subsoil: ''Of the next preceding y etc, etc.y taken one 
foot six inches below tJie surface. Collected by A. R. Crandall.'* 

The dried subsoil is mostly in clods, of a lighter and brighter 
tint than the next preceding. (Light brownish-grey yellow.) 
Contains but few concretions or shaley fragments. 

The silicious residue left on the fine seive 21.80 per cent, of 
fine rounded white quartz grains. The coarse seive removed 
from it only 2. 11 per cent, of ochreous and ferruginous concre- 
tions or fragments. 

^hti coarse seive has 64 meshes to the square centimeter. 
tThe fine seive has 1600 meshes to the square centimeter. 

(6) 65 



220 



CHEMICAL REPORT. 



No. 2390 — Old-field Soil: ^*From the land of Amos Fugit, 
two miles above IVest Liberty^ near tlie Licking river. Geo- 
logical position^ coal No. J. On the hillside, western exposure, 
07te hundred and fifty feet above the river. The hill is one hun- 
dred and fifty feet higher. Collected by A. R. Crandall, fuly 
/p, 1880:' 

The dried soil is friable, of a warm brownish-grey color. The 
coarse seive removed from it 11. 85 per cent, of brownish ochre- 
ous concretions, etc. The fine seive separated from its silicious 
residue 12.65 per cent, of fine white sand in rounded grains. 

No. 2391 — Subsoil : Of tJie next preceding, etc., etc. 

The dried subsoil is mostly in friable clods of a handsome 
light brownish-yellow ochre color. This and the three preced- 
ing soils contain fine quartz sand. The coarse seive removed 
from it only 0.51 per cent, of brpwnish ochreous concretions. 
The fine seive separated from its silicious residue 13.60 per 
cent, of fine rounded grains of white quartz sand. 

COMPOSITION OF THESE MORGAN COUNTY SOILS. 

{Dried at 212^ F.) 



Organic and volatile matters . . 
Alumina and iron and manga- ^ 

nese oxides / 

Lime carbonate 

Magnesia 

Phosphoric Acid, (P2 05) . . . 
Potash, extracted by acids, ( K2 O) 
Soda, extracted by acids, ( Na2 0) 
Water, expelled at 880® F. . . . 
Sand and insoluble silicates . . 



Total 



Hygrocopic moisture 

Potash in the insoluble silicates . 
Soda in the insoluble silicates . . 
Finesandin the insoluble silicates 
Rock fragments or concretions . 



Character of the soil ....-] 



No. 2386 


No. 2387 


6.595 


4.240 


8.429 


6.577 


.825 


.120 


.718 


.699 


.156 


.118 


.236 


.153 


.... 


.808 


1.570 


.835 


82.170 


87.570 


100.199 


100.620 


2.415 


1.600 


2.384 


2.757 


.850 


.880 


.000 


.000 


37.730 


13.09 


•XT. • 

V irgm 
soil. 


Subsoil. 



8.305 

8.655 

.835 
.412 
.115 
.104 
.156 
.810 
91.450 



No. 2889 No. 2390 No. 2391 



2.650 

4.121 

.245 
.232 
.124 
.043 
.071 
.600 
91.682 



100.842 



1.150 

1.727 

.490 

21.000 

2.310 



99.768 



0.960 

1.911 

.410 

21.800 

2.110 



Old-field 
soil. 



Subsoil 



8.415 

3.505 

.170 
.261 
.140 
.082 



.860 
91.485 



99.918 



0.885 

1.410 

.316 

12.650 

11.850 



Old-field 
soil. 



8.225 
5.262 

.120 
.299 
.108 
.121 



.625 
90.180 



99.940 



1.115 

1.723 

.286 

18.600 

0.510 



Subsoil. 



The virgin soil No. 2386 is of rather more than average fer- 
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tility, although it is to be discounted by 37.73 per cent, of rock 
fragments or ferruginous concretions. Most of these, however, 
may be gradually disintegrated into soil by the process of weath- 
ering. The subsoil seems to be less rich in the mineral ele- 
ments of fertility, as well as in organic matters, than the surface 
soil. The old-field soils No. 2388, as well as No. 2390, show a 
diminution of the essential elements as compared with the vir- 
gin soils. With the exception of Nos. 2389 and 2390, which 
are somewhat deficient in immediately available potash, these 
soils may be considered as of average fertility under favorable 
conditions, and they all may be made permanently productive 
by judicious management and the proper use and economy of 
fertilizers. 

MUHLENBERG COUNTY. 

No. 2392 — Coal : ** From the * Mud River Mines' Sample clip- 
ped from three large blocks taken from the middle and bottom 
of the bed. Sent by fohn R. Procter ^ fune 22, 1882'' 

A pure-looking, pitch-black coal, glossy on most of the frac- 
tured surfaces. Very little appearance of fibrous coal. Some 
little bright scales of pyrites in some of the seams. Large 
fracture, in cuboidal blocks ; smaller fracture irregular, with 
shining facets. Softens somewhat in the flame, and swells up 
into a spongy coke. 

Composition (Air-dritd). 

Specific gravity 1.268 

Hygroscopic moisture 6.46 \ ^ , , ., 

Volatile combustible matters . . 34.04 / Total volatile matters .... 40.50 

Spongy cake ^^-^^ f Fixed carbon in the coke . . 56.60 

i. Light lilac-grey ash 4.00 

Total 100.00 Total 100.00 

Its percentage of sulphur is 0.802. 

A very good, pure coal, which seems to possess coking qual- 
ities. The large proportion of moisture in this sample is some- 
what exceptional, and probably accidental. 

NELSON COUNTY. 

No. 2393 — Sandstone (phosphatic) : 'From the black Devonian 
slate, in tlie Boston aistrict. Locally ten inches thick. Con- 
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tains fish and other organic remains. Collected by W. M. Lin- 
ney. Received Jtate 2g^ 1883'' 

A grey sandstone, mostly made up of hyaline grains of 
quartz, somewhat rounded, mixed with dark-colored granules 
and broken organic remains. 

On analysis this rock was found to contain 67.04 per cent, 
of silicious material, with smaller proportions of alumina, ox- 
ide of iron, lime, and magnesia, not determined, with which 
was combined 11. 162 per cent, of phosphoric acid (P2 O5), 
equivalent to 24.372 per cent, of bone phosphate. It also con- 
tained traces of the alkalies, in which was potash equal to 0.019 
per cent, of the rock. 

No. 2394 — Limestone (ferruginous) : ''From near tlie top of the 
upper Hudson river beds. Cumberland sandstorus and sliales. 
Collected by W. M. Luuiey, 7tear tlie farm of S. P. Stiles, four 
miles north of Bards town. May 5, i88j.'' 

A fine granular rock of a dull-grey color;, brownish-yellow 
on the weathered portions. Not adhering to the tongue. 

No. 2395 — Limestone (ferruginous) : **7vw;/ near S. P. Stiles'. 
Cumberland sands tofies and shales. Upper part of upper Hud- 
S071 river beds. Collected May 5, 1883, by W. M. Lintiey.^^ 

A fine granular rock of a brownish-yellow ochre color. Not 
adhering to the tongue. 

COMPOSITION OF THESE NELSON COUNTY FERRUGINOUS LIMESTONES. 

{Air^ried,) 



No. 2894 



No. 2896 



Lime carbonate 81.580 

Magnesia carbonate 1.601 

Alumina and iron oxide 2.978 

Phosphoric acid (P2 06) 1.202 

Potash 428 



Soda 

Silicious residue 
Moisture and loss 



Total 



Percentage of lime 



68 



.248 

11.120 

.948 



61.240 

8.916 

4.817 

.668 

.448 

.264 

22.620 

1.748 
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Judging by the composition of sample No. 2395, it is prob- 
able that by skillful management in calcination it might furnish 
hydraulic cement. No. 2394, containing less silicious matter, 
might be made available in all the ordinary uses of lime for 
building purposes ; and both, if to be obtained in proper shape, 
would make good building stones. They would yield fertile 
soil by the slow process of weathering. 

No. 2396 — Soil: ^^From the farm of S. P. Stiles, four miles 
north of Bardstown. Derived from t/ie Cumberland shales. 
Geological position^ upper part of tfie upper Hudson river 
beds. Collected by IV. M. Linney, May 5, 1883, Said to be 
quite poor, soft, light soil. Has been cultivated for a long time, 
perhaps forty years. Does not wash badly '^ * 

Soil of a light brownish-buff color. Clods friable. All passed 
through the coarse seive, which has 64 meshes to the square 
centimeter, except a small quantity of ferruginous concretions — 
shot iron ore. Its silicious residue, from digestion in acids, all 
passed through the fine seive with 1600 meshes to the centi- 
meter square, except two or three small quartzose particles. 

Composition. (Dried at 21S^ F.) 

Organic and volatile matters 8.Q20 

Alumina and oxides of iron and manganese 9.772 

Lime carbonate 145 

Magnesia 805 

Phosphoric acid (P2 05) 178 

Potash, extracted by acids (K2 O) 488 

Soda, extracted by acids (Na2 O) 

Water expelled at 840*» F 612 

« , ,,,,.,. ^, ^^^r containing 1.200 p. c. potash. 

Sand und soluble silicates 84.820| J^ .646p. csoda. 

Total 99.285 

Hygroscopic moisture=s2.850 per cent. 

No reason appears, except perhaps its small proportion of 
organic matters — humus — why this soil might not yet be rea- 
sonably productive under favorable conditions and good hus- 
bandry. A two-years' rest in clover pastured on the ground 
and then plowed under, would greatly improve its fertility. 
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OHIO COUNTY. 

No. 2397 — Mineral Water: ''From a spring on tlie hillside, 
two miles from Haynesville and three unites from Fordsville — 
farm of f. M. Royal ^ on tlie Hartford and Hawesville road. 
Sample se7tt by f, M. Royal.'' 

Composition, in 1000 Paris of the Wnier. 

, u * / Small quantities ) Held in solution by 

Iron and manganese carbonates ....< ^. ,V ,. ,^'^ 

t not estimated, i carbonic acid. 

Lime sulphate 0.938 

Magnesia sulphate 1.630 

Potash sulphate 023 

Soda sulphate 186 

Sodium chloride 200 

Silica 078 

Total saline matters 2.954 in 1000 parts of the water. 

A good weak saline, chalybeate water. 

PERRY COUNTY. 

No. 2398 — Coal: ''Froju f. H. Comb's bank, below and opposite 
Hazard. Bed three feet thick ivithotit parting. One hundi'ed 
feet above the river. Collected by A. R. CrandalL Bi'ought 
Augtist J, 188 1.'' 

A pure-looking, pitch-black splint coal. Shows very little 
fibrous coal and no visible pyrites between its irregular laminae. 

No. 2399 — Coal: ''F^^om the vioiith of Sassafras creek. Aver- 
age sample, from near the otdcrop, from the luhole face of the 
bedy of fo2tr and a half feet thickness, excluding tivo and a half 
ijiches of ' bone coal' near the middle. Collected by A. R. Cran- 
dally fitly 13 y 1 88 J.'' 

Generally a bright splint coal. No apparent pyrites and 
verj' little fibrous coal between its laminae. Some little incrust- 
ing clay on some of the pieces, which will increase the ash per- 
centage. 
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COMPOSITION OF THESE PERRY COUNTY COALb. 

(Air-drted). 



Specific gravity 



No. 2897 No. 2898 



1.272 I 1.305 



1.30 
84.70 
64.00 




Total volatile matters 
Fixed carbon in the coke 
Ash 



37.00 
59.00 
3.34 



Total ; 100.00 



36.00 
56.10 
7.90 



100.(0 



Character of the Coke 

Color of the ash i 

Percentage of sulphur 




Spongy. 
Butl- 

0.437 



These are both good pure coals, more especially No. 2397. 
The apparent ash percentage of No. 2398 is no doubt increased 
by the adherent dirt in the sample. When the bied is opened 
but deeper the ash percentage will probably be found to be 
much less. 

PIKE COUNTY. 

''Elklior7i Coals'' {so-called). 

No. 2399 — Coal : ''On Big Elkhoni. Sroenf^etbed, with a two- 
i?ich parting six inches above the middle. Sample of an aver- 
age of the whole bed Collected by A. R, Ci^aiidall, November 
12, 188 1 y 

A firm, pitch-black, pure- looking coal, showing very little 
fibrous coal and no apparent pyrites. 

No. 2400 — Coal: ''From Isaac Patto7is new bed, on branchy 
/lead of Elkliorn creek. Two feet thick or moix. Collected by 
A, R. CrandalL November, 1881'' 

A pure-looking, pitch-black coal. Shows but little fibrous 
coal or granular pyrites. 
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No. 2401 — Coal: ''On Big Elkliom creeks at Mullen's branchy 
/lead of Kentucky river. Bed Tiearly four feet thick. Aver- 
age sample of tite lower part. Collected by A. R. Crandall, 
November 12, 1881.'' 

Resembles the next preceding. 

No. 2402 — Coal : ''Elkliom coking coal. {Rice's coal.) On 
Mill branch of Elkhorn creek. ( Coal No. i f) Whole thick- 
ness one hundred and one inches. {Sample /.) From lower 

' forty-four inc/ies. Collected by Roger C Ballard, August 28 y 
1882:' 

A pure-looking, pitch-black coal, breaking easily; fracture 
generally irregular cuboidal. No appearance of pyrites or 
fibrous coal. (Some portions of this coal were light enough to 
float on water, so that its specific gravity was taken by the use 
of alcohol. 

No. 2403 — Coal: "From same bed. Sample II. {of the upper 
part of the bed), etc., etc. 

Resembles the preceding. 

No. 2404 — Coal : "Slack Coaly from Elkhorn creek of Big Sandy y 
from which tlie coke No, 241 j was made at ConnellsvilUy Pa.'' 

No. 2405 — Coal: "From Cane branch of Elkhorn creek. Geo- 
logical position y ^Main coal.' Sample from tlie upper five feet 
five and a half inc/ieSy above the six-inch parting. Collected 
by A. R. Crandally August 22 y 1883." 

A bright, pure-looking, soft coal, with very little appearance 
of fibrous coal or pyrites. A very free burning coal. 

No. 2406 — Coal: "From the same bed as the next preceding. 
Sample from t/ie lower three feet seven inches. Collected by 
A. R. Crandall, August 22y 1883." 

Resembles the next preceding. 

No. 2406 A — Bone Coal (so-called) : "From the lower stratum 
of the above. Collected by A. R. Crandally August 22 y 1883." 
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Resembles a splint coal. This gave a dense friable coke, and 
left only 4.40 per cent, of very light buff ash. 

COMPOSITION OP THESE PIKE COUNTY ELKHORN COALS. 

(Air-dried). 



Speciflc gravity 



Hygnpoflcopic moisture . . . . 
Volatile combustible matters 
Coke 



Total 



Total Tolatile matters . . 
Fixed carbon in the coke 
Ash 



ToUl 



Character of the coke 

Color of the ash . . . 
Percentage of sulphur 



{ 



No. 2399 



1.282 



2.60 
34.20 
tt3.2l) 



100.00 



S6 80 

00.80 

2.40 



100.00 



No. 2400 No. 2401 ; No. 2402 No. 240=3 No. 2404 No. 2405' No. 2406 



l.:307 



1.271 



2.60 
33.40 
tM.OO 



100.00 



2.00 
83.50 
l>4..')») 



1.278 



1.60 
32.10 
66.30 



1.271 



n. «. 



1.355 



1.60 
29.36 
60.01 



36.00 

61.30 

2.70 



100.00 



100.00 



35.50 

60.54 

3.96 



100.00 



100.00 



:i3.70 
0I.&4 



IXAi 



30.96 

67.40 

l.(>4 



Dense, Dense. 



Light 
buff. 

.412 



I 



Light 
buff. 

.467 



100.00 i 100.00 



Light Very It. 

Hpoiigy.l Spongy. 

Light Lt. n^l- 

grey, i dinh-br. 

.429 , .711 



lOO.lH) 



In- 
flated. 

Lt. reil 
(li^h-br 

.«li» 



1.80 
26.80 
71.40 



100.00 



28.60 

67.(>0 

3.80 



100.00 



Dense 
Spcuigy, 



6.00 
3L26 
(r2.74 



100.00 



37.26 

59.31 

3.40 



100.00 



Pulver- 
ulent. 



1.314 



2.51 
32.26 
65.20 



100.00 



34.H0 

62.20 

3.00 



Brown-|Lt.fawn 
ish-red. col'd. 

M.l I .390 



100.00 



Dense, 
bard. 

Lt.pu .- 
buff. 

.547 



Remarkably good coals> containing but small proportions of 
ash and sulphur. The "slack coal," No. 2404, of course con- 
tains more of these ingredients than most of the others. 

From the Coke Report of F. Piatt, Second Geological Sur- 
vey of Pennsylvania, Special Report L, 1875, P- 120, we for 
comparison give the analysis of ** three types of the best coking 
coals of Pennsylvania," including that of the celebrated Con- 
nellsville coal, as follows : 





a 
Connellsv'e. 


b 
Bennington. 


Broad 


Top. 




Pitts'g Seam. 


Miller. 


b Barnett. 


c Miller. 


Volatile matters 


81.360 

59.620 

8.2:m 

.784 


22.380 

68.500 

8.000 

1.120 

• 

lOO.COO 


10.00 

74.05 

7.50 

1.85 


10 68 


Fixed carbon . 


71 12 


Ash 


7 50 


SulDhiir ...*. 


1.70 






Total 


90.004 


100.00 


100 00 






Coke 


68.000 


76.000 


81.00 


78 00 







Analysts — «, McCreath. 6, c, T. T. Murall. 

According to F. Piatt, the requirements of a good coking 
coal arc as follow : 
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•* I. Pure semi-bituminous coal. 

"2. Must contain enough volatile matters to supply heat in 
coking without expenditure of carbon. 

'* 3. Its coke must be tenacious enough to sustain, without 
crumbling, the burthen and blast of the furnace, and have an 
open cellular structure to facilitate its penetration by the car- 
bonic acid gas in the furnace." 

It will be seen that the Elkhorn coal and other coals of Ken- 
tucky compare very favorably with these celebrated Pennsyl- 
vania coals. 

Other Pike County Coals. 

No. 2407 — Coal : ''From Stone Coal creeky four and a half miles 
below Pikeville, Upper two feet eight inches. Average sample. 
Collected by A. R. Crandall, September 4^, 1882.'' 

A pure-looking, pitch-black coal. Some portions showing 
scales of bright pyrites and fibrous coal. One portion has ir- 
regular fracture ; another portion breaks into irregular laminae. 

No. 2408 — Coal: ''From tlie same bed. Average sample from 
tlu lower three feet. Collected by A. R. Crandally September 
4, 1882:' 

A considerable portion of the sample is in tough laminae, and 
like cannel coal, of a dull black, showing fibrous coal between 
the layers ; another portion is of bright pitch-black and of irreg- 
ular fracture. 

No. 2409 — Coal: "Head of Chloe creeks two miles * and a half 
south of Pikeville. Average sample from the lower four feet 
eight inches. Entry driven thirty feet'' 

A pure-looking, pitch-black coal, showing very little fibrous 
coal and no apparent pyrites. 

No. 2410 — Coal: "From three-quarters of a mile above Pike- 
villcy on Little Chloe creek. An average sample from Syckes 
bank. Collected by A. R. Crandall^ September 3 y 1882.'' 

Mostly laminated, and showing a weathered appearance. 
Some little fibrous coal apparent, but no pyrites. 
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COMPOSITION OP THESE OTHER PIKE COUNTY COALS. 

(Air-dHed.) 



Specific gravity 



Hygroicopic moisture • • . 
VoUtile combustible matters 
Coke 



Total 



Total volatile matters . . 
Fixed carbon in the coke 
Ash 



• • • 



Totol 



Character of the coke } 

f 

Color of the ash 

Percentage of sulphur 






No. 2407 


No. 2408 


1.279 


1^293 


2.20 
86.10 
61.70 


2.40 
85.40 
62.20 


100.00 


100.00 



No. 2409 



88.30 

58.10 

3.00 


37.80 

58.26 

8.94 


100.00 


100.00 


Spongy. 

Lt. buff 
grey. 
0.651 


Spongy. 

Lt. buff 

grey- 
0.692 



Spongy. 

Lt. grey, 
ish. 

0.825 



No. 2410 



1.273 


1.867 


1.40 
88.66 
64.94 


5.06 
29.84 
65.10 


100.00 


100.00 


85.06 

58.60 

6.84 


84.90 

57.50 

7.60 


100.00 


100.00 



Pulveru- 
lent. 

Nearly 
white. 

1.088 



These also are good coals, containing generally only a little 
more sulphur and ash than the average Elkhorn coals. No. 
2410 shows the effects of weathering in the increase of its moist- 
ure, ash, etc. The coal is no doubt purer deeper in the bed. 

Elkhorn (^Pike County) Cokes, 

No. 241 1 — Coke: ''Made oft/ie Elkhorn coking coal, from Elk- 
horn creeky six miles above t/ie mouth of Mill branch. Rices 
opening. 

No. 2412 — Coke: ''Of tlie Elkhorn coal, made in an oven in 
Cincinnati. Sent by Mr. fno. /?. Procter, December 7, 1882, 
who wrote: 'I see some small bits of slate in tlie coke, which will 
doubtless make the percentage of ash larger titan were the coal 
carefully nmied' *' 

A firm, bright coke. 

No. 2413 — Coke: "Made from tlie Elkhorn slack coal {No. 
2404), coked at Co7inellsville, Pa., by inclosing tlie coal in a 
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wooden hbx y naikd «/, and" putting' Uiii the midst of the Con- 
nellsville coal in a coking oven. Sent from Cincinnati fanu- 
. .ary j8, i8£j^.by H.^W.SateSy Vice President of Eastern Rail- 
way Company y 

This co^ke is bright aihd firm and of moderate porosity. (The 
specific gravity was taken of a lump.) 



' « 



.' • .. 



No. 24i4-^Coit]5.: '' Of Elkltom coal, IVm, Mullens, on Elkhom 
creek. Made from a sample taken from the upper part of 
the bed. Sent by R. t Ballard, September 8, iSSj^ 

A firrx^ columnar coke. 

ifJo. 2415-i-CoKE: ''Of coal from tite same bed. Made from a 
mixed safnple of tli$ coal. Sent by R. C. Ballard, September 
5^10,1883:' 

A little more porous than the preceding. 

COMPOSITION OF THESE tiKE COUNTY (ELKHORN COAL) COKES. 

(Air-i/ried.) 

i \ 

No. 2415 



Ifciisture, etc., lost on igniticfn 
Fixed carbon in the coke . 
Ash 



• • • 



Total 



Color of the ash . . . 
Percentage of sulphur 



{ 



No. 2411 


No. 2412 


No. 2413 
c 


No. 2414 


2.86a 
88.44 
8.70 

100.00 


0.206 
93.20 
6.60 


1.20 

94.14 

4.66 


1.10 

95.40 

8.50 


100.00 


100.00 


100.00 


Lt. lilac 
grey. 
0.844 


Brown'h 
red. 
0.734 


Brown'h 
red. 
1.484 


D'k lilac 
grey. 
0.517 



1.06 

90.40 

8.54 



100.00 



Lt. pur- 
plish g'y. 
0.698 



(a) Moisture lost at 500® F. ; (b) at 220** F. (c) Specific gravity 0.937. 

Another sample of No. 2412 sent by Mr. Bates, gave on 
analysis, moisture 0.06 per cent., fixed carbon 94.34, brown- 
ish-red ash 5.60 and sulphur 0.788. 

These cokes compare very favorably with the celebrated coke 
ol Connellsville, Pa., which is exported to all parts of the country 
in immense quantities.'*' 

*T/ie Scientific American of November 18, 1882, page 323, states, that eight thousand 
coke ovens are in use at Connellsville, of a daily capacity of 15,000 tons, and that the 
coke is prized because of its high proportion of carbon , its freedom from impurities, and 
Its hardness. (See Bell County and a following page for the oflScial analysis of the 
Connellsville Coke.) 
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Some experiments were made with Coke No. 2413 to ascer- 
tain its porosity ; by first finding the cubic contents of a num- 
ber of weighed fragments ; by immersion in water in a specific 
gravity bottle ; then placing them, immersed in water, in the 
vacuum of an air-pump for several hours, to remove the air 
from the pores and fill them with water ; then, by weighing them 
again, after wiping dry the superfices, to asceirtain the quantity 
of water absorbed into the pores, etc. In this imperfect man- 
ner the cell space was found to be 41.46 per cent, of the volume 
of the coke. As, in the first immersion bf the coke, to get its 
cubic volume, some water necessarily entered its pores, this es- 
timation is evidently only approximative. 

In experiments made by the officers of the Second Pennsyl- 
vania Geological Survey (See F. Piatt's Coke Report of 1875, 
Special Report L, p. 130), **the cellular space of coke was 
obtained by immersing an accurately cut cubic inch of the coke 
in a glass of distilled water under the receiver of an air-pump, 
exhausting the air and weighing the cube dry and wet, the 
difference indicating the cellular space, as* the specific gravities 
of coke and water are very nearly alike.*' (Not always.) 

According to that author, the best cokes have the cell space 
to the whole mass very nearly as one to two ; but he states 
^* these proportions can differ widely in cokes, giving equally 
good results in furnace use ; 38 to 62 is obtained from a coke 
of a first-class order in strength and purity.*' 

The much larger surface exposed to the penetrating water in 
the small fragments used in our experiments, as compared with 
that of the solid cubic inch used in the Pennsylvania determina- 
tion, would expose more cells to be filled by the water, and 
hence increase the apparent cell space. 

No. 2416 — Iron Ore: ''On Elkhorn creek, sixteen miles from its 
mouth, at Levi Potter s. Pike county, 07ie hundred and fifty 
feet above the bed of the creek. In large blocks. Average 
sample from a large block. Collected by A. R. Crandall, Ati- 
gust 28, 1882.'' 

A dark-colored, dull-brownish, cellular conglomerate or con- 
cretion. 
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CoMPOSinOK, Dried at Hf* F, 

Iron peroxide 69.680—41.74 per cent, of iron. 

Alumina, etc. . . . ' 7.927 

Phosphoric acid (P2 05) 563=0.234 per cent, of phosphoros. 

Combined water oGO 

Silicious residue 29.720 containing 21.98 per cent, of silica. 

Undetermined and loss 1.600 

— — ^^ • 

ToUl ...-.....••.. 100.000 

No. 2416 (a) — So-called ** Brecciated or Dye Ore." ''Sample 
from a large block on the surface. Mr. Gibson's plcue on 
Pigeon Roost brancli, Pike county. Collected by A. R. Crandall^ 
August 20, 1882.'' 

A friable breccia, mainly of argillaceous material, colored 
more or less reddish brown with iron oxide, and mottled with 
grey material, involving numerous fragments of ferruginous 
and grey sandstone or shale and chert. 

It contains too little iron oxide to be of value as an ore, and 
its finer, ochreous material is of too dull color to be of much 
value as a pigment. 

No. 2416 (b) — ** Clay Ore/* **Dye Ore," so-called: '*0n Mr. 
Roberts' place on Jackson branch, Pike county. Overlying the 
place of t/ie so-called brecciated ore of other localities. Col- 
lected by R. C Ballard, August 27, 1882'' 

A bright red ochre or bole, slightly mottled with small yel- 
lowish-grey portions ; friable, involving fragments of silicious- 
ferruginous shale, which are rounded en the edges ; also some 
irregular fragments of greyish sandstone. 

Some of this bole, exclusive of the silicious fragments, pul- 
verized of a bright venetian-red color. No doubt if ground and 
washed from the silicious material it might serve for a pigment. 

PULASKI county. 

No. 2417 — Coal: From Childers opening, Capt. Geary s land, 
branch near tlie luad of Indian creek. Average sample. Bed 
thirty-three inches thick. Six incites of the top semi-cannel ; a 
parting an inch from the top. Thick sands t07te rock next above 
it. Collected by A. R. Crandall, May 24, 1880.'' 
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A firm, bright, pure-looking, pitch-black splint coal, showing 
ferruginous stains on some of the exterior surfaces. Breaks 
irregularly, some portions in irregular laminae, with fibrous coal 
and reed-like impressions between. Some portions show a 
bird's-eye structure. Shows very little granular pyrites. 

No. 2418 — Coal: ''Forty-two inch coal, under a sandstone cliff. 
Head of Barren Fork of Indian creek, three and a half miles 
from Flat Rock station, on t/ie Cincinnati Southern Railroad. 
Collected by A, R, Crandall.** 

Resembles the preceding. Shows a little bright pyrites. 

No. 2419 — Coal: '' Bird' s-eye cann£l coal, from near the head 
of Barren branch of Indian creek. Nine indies thick. The 
whole bed is thirty inches thick. Collected by A. R. CrandalL 

Quite a tough cannel coal, breaking irregularly, with a hackly 
fracture across the laminae, and showing the bird's-eye structure 
in the direction of the very irregular laminae. Some of the ex- 
terior surfaces much coated with reddish-brown ochreous ma- 
terial. Shows no fibrous coal and very little pyrites. 

No. 2420 — Coal: ''From tlie 'Big Vein Coal Company s mine' 
between t/ie Cincinnati Soutliern Railroad and the South Fork 
of Cumberland river. Average sample. Sent by Mr. Procter^ 
May 8, 1882:' 

No. 2421 — Coal: "From the Barren Fork Coal Company, near 
Flat Rock station on the Cincinnati Soutliem Railroad. ( Con- 
glomerate?) Sample of t lie marketable coal {thirty-five and a 
half inc/ies). There is also above in some places two to four 
inches of spli7it coal, and below ten to twelve i7iclies of very slatey 
coal. Collected by R. C Ballard, November 18, 1882.'' 

A pure-looking, pitch-black coal. Some portions breaking 
with irregular and sub-cuboidal fracture with brilliant surfaces ; 
other portions showing lamination, with some little fibrous coal. 
No apparent pyrites, except a very few granules in the fibrous 
coal. 
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Except No. 2424, which has a large proportion of ash, all 
these coals are good for all ordinary purposes. Even this may 
be profitably used when the large ash residue does not prove 
objectionable. The sample analyzed was only from the lower 
twelve inches of the bed. For all uses where sulphur would 
be injurious all these coals which contain more than two per 
cent, of that substance would not probably be applicable. 

No. 2427 — Marly Shale: ''From south of the Cumberland river ^ 
on the line of the Cincinnati Southern Railroad. Collected by 
W. H. Pettus, October, iSSoJ' 

A very friable marlite, generally of a light-chocolate color. 
Adheres slightly to the tongue. 

Composition (Dried at 212° F,) 

Alumina and iron and manganese oxides . . 15.814 

Lime 8.475 

Magnesia 542 

Phosphoric acid ••.... a trace. 

Potash, extracted by acids , 1.666 

Soda, extracted by acids 033 

Combined water 4.927 

Carbonic acid and loss .' 8.603 

Silidous residue (.r).r)4o{ ^o^taining potash, 2-360 

♦^ containing soda, . .230 

Total 100.000 

Total potash, 4.026 per cent.-, total soda, .268 per cent. 

Notwithstanding the rather more than four per cent, of pot- 
ash contained in this shale, it could not profitably be used as a 
fertilizer, because most of the potash is in firm chemical com- 
bination with the silicates, and the proportion of phosphoric 
acid is very small. 

No. 2428 — Yellow Ochre: ''From one mile north of Somerset, 
Collected by W. H. Pettusr 

In friable lumps which are mottled with various tints, from 
light yellowish to slightly brownish yellow. The general tint 
is a good yellow-ochre color. It contains a considerable pro- 
portion of fine sand. 
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If it is in a very large deposit, where there are facilities for 
cheaply washing it, a cheap pigment might possibly be made 
of it. 

.ROWAN COUNTY. 

No. 2429— Sandstone: ^'From the base of the Waverley /arma- 
tion. Sample supplied by the Freestone Company; Tyler, Pres- 
ident. Taken from quarry n^ar Farmer s Station^ on the Ches- 
apeake & Ohio Railroad, thirty-five miles beyond Mt. Sterling, 
Brought by Mr. W. W. Monroe.'' 

A fine-grained sandstone of a handsome light-grey color on 
the recently exposed surfaces, showing a few minute spangles 
of mica. Adheres to the tongue. Stained light ochreous and 
brownish on the weathered surfaces. Showing no fossil re- 
mains, but Spirophyton cauda-galli (Hall) on one of its surfaces. 
This rock is used in the construction of the new court house at 
Lexington. 

Specific gravity about 2.50. (This is somewhat difficult to 
take in lump, because it absorbs water.) 

Composition {Air-dried), 

Sand and insoluble silicates, 98.128 

Iron carbonate, c . . . 2.886 

Lime carbonate, 578 

Magnesia carbonate, 256 

Alumina, phosphoric acid, etc 1.188 

Moisture and loss, 2.514 

ToUl 100.000 

A small cube of this rock, measuring little more than a cubic 
inch, weighed 44.760 grammes, air-dried. 

Immersed in water for twenty-five minutes and wiped, it had gained 1.744 grammes. 
Immersed for forty-eight hours more, it gained only 314 " more. 

In all 2.058 

Equal to 4.59 per cent. 

After thorough drying at 212° F. it weighed 44.009 grammes, 
having lost 0.757 grammes, equal to 1.02 per cent, of its orig- 
inal weight, which probably represented hygroscopic moisture 
evaporated at this temperature. Again immersed in water for 
four hours, it absorbed 2.5 grammes. 
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In Vol. 4, Reports of the Kentucky Geological Survey, O. S., p. 
252, the present writer gave an analysis of another sample of 
this sandstone, from the mouth of Triplett creek, on Licking 
river, which contained somewhat less sand and more of the 
other ingredients than that described above ; and in Vol. 3 of 
the same series the late Dr. D. D. Owen notices the rock in 
place, remarking: ** There is an excellent opportunity of open- 
ing fine quarries of fine-grained knob freestone without much 
stripping. The ledges are from one foot eight to two feet or 
more, and appear to be of good quality, as they form bold pro- 
jecting ledges along the declivities of the hills." 

That this freestone proves to be durable in masonry which 
has been exposed to the weather for several years, and presents 
such bold enduring outlines in its original ledges, seems incon- 
sistent with the fact of its porosity and its property of absorb- 
ing water to a considerable amount on its fresh surfaces. Its 
composition, however, explains this apparent discrepancy. 

It is composed of fine grains of transparent, colorless quartz — 
pure silica — united by a cement composed of carbonates of iron, 
lime and magnesia, with a little silicate of alumina, and, as al- 
ready stated, is quite absorbent of water on its freshly exposed 
surfaces ; but the exterior surfaces of the bed or rock, which 
have been exposed for some time to the atmospheric agencies, 
are less porous and absorb much less water. The rock is com- 
paratively soft and easily worked when fresh from the quarry, 
but it becomes harder and less porous in the course of time 
when exposed to the weather, its color changing at the same 
time to a light buff or a light brownish tint on the exposed sur- 
faces. 

These changes depend on the chemical properties of the 
cementing material of the stone. The carbonates which mainly 
compose this cement are to a certain extent soluble in the at- 
mospheric water, which contains free carbonic acid, and which 
dissolves and holds them in solution as bicarbonates. But when 
this watery solution evaporates on the surface of the rock, the 
free carbonic acid and that of the bicarbonate of iron escapes 
and is replaced by oxygen and water ; so that a hydrated per- 
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oxide of iron, mixed with the alumina and the carbonates of 
lime and magnesia, is formed on the surface, which gradually 
fills up the pores and is not soluble to any extent in water, thus 
increasing the superficial hardness of the stone and its power 
of withstanding the action of the elements. 

This stone is of the same formation as that of the quarries of 
Berea, which is much used for constructions of various kinds. 

SHELBY COUXTV'. 

No. 2430 — Virgin Soil: ''From the farm of John Davis, two 

miles east of Slielbyville. (Same as t/ie soil from John Glen^s.) 
Timber: Maple, walnut, yellow poplar, blue ash, white oak 
and white elm. Geological position, lower part of the upper 
Hudson river beds. Collected by W. M. Linney^ 

The dried soil is of umber-grey or dark-drab color. In friable 
clods. 

The coarse seive removed from it about 3.5 per cent, of 
shot-iron ore. The silicious residue from digestion in acids all 
passed through the fine seive after crushing the small soft con- 
cretions which it contained. 

No. 2431 — Surface Soil: ''From a field which Jiad been culti- 
vated for some years and theft set- vi grass. Farm of Johfi 
Davis, etc., etc. {Same locality a^s t/ie next preceding.) Col- 
lected by W. M. Linneyy 

Soil darker colored than the preceding. Light snuff colored. 
Quite friable. 

The coarse seive removed from it a very small proportion of 
shot-iron ore. The silicious residue of this left. a considerable 
proportion of small rounded concretions of partly decomposed 
silicates, soft enough to be crushed under the finger, when all 
passed through the fine seive when thus crushed. 

No. 2432 — Soil: "Mixed to the depth of ten incites, from a field 
over twenty years in cultivation, on the farm of fohn Glen, two 
miles east of Shelbyville. Same geological positioft as the pre- 
ceding. Collected by W. M, Linftey.'^ 
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This soil resembles the next preceding in color, but is slightly 
lighter colored. Clods more firm than of that. 

The coarse seive removed a very small proportion of shot- 
iron ore. Itssilicious residue was like that of the preceding." 

» • 

No. 2433 — Virgin Soil: ''From the top of the upper Hudson 
river beds^ Jive miles e€tst of Shelbyville. Timber: Walnut, 
white and red oaky elm and lioney locust. Collected by W. 
M. Linneyy 

Soil of a dark-brown color, containing fossil shells and por- 
tions of Chaetetes. Clods quite firm. 

The coarse seive removed 8.2 per cent, of calcareous fossil 
remains. The silicious residue resembled that of the pj-eceding. 
Concretions harder. 

No. 2434 — Soil : ''From an old field. Same locality as tlu next 
preceding. Collected by IV. M. Linney.*' 

Soil in very firm clods, of a brownish-buff or drab color. The 
coarse seive removed a very small proportion of shot-iron ore. 
On the fine seive the silicious residue was .similar to the pre- 
ceding. 

No. 2435 — Subsoil: ''Of tlie next preceding, taken one foot to 
fourteen inches below the surface. Collected by W. M. Linney.^^ 

Subsoil of a light dirty brown color, lighter color than No. 
2473. The firm clods contain many fragments of calcareous 
fossils, limestone fragments and shot-iron ore, of which the 
coarse seive removed 41.2 per cent. On the fine seive the 
silicious residue resembled the preceding, all finally passing 
through it, 

No. 2436 — Virgin Soil : "From Jeptha Knobs, five miles south- 
east of Shelbyville. Upper silurian formation. Collected by 
W. M. Linney.'' 

T)ried soil of a brownish drab color. Clods quite firm. The 
coarse seive removed about 18 per cent, of silicious and ferru- 
ginous fragments. On the fine seive the silicious residue re- 
sembled the preceding. 
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COMPOSITION OF THESE SHELBY COUNTY SOILS. 

(Dried at ns^ F,) 



No. 24^0 No. 2431 No. 24^ No. 2433 



Organic and Tolatile matters 

Alumina and iron and manganese oxides 

Lime carbonate 

Magnesia 

Pliosphoric acid (P2 Oo) 

Potash (K2 0) extracted by acids . . . . 
Soda (Na2 0) extracted by acids . . . . , 

Water expelled at 880^ F 

Sand and insoluble silicates 



5.000 
9.014 
.320 
.280 
.2H8 
.347 
.082 
.615 
oo.99<) 



ToUl 



Hygroscopic moisture 

Potash in the insoluble silicates 
8oda in the insoluble silicates . 
Rock fragments or concretions 



Character of the soil 



} 



99.857 



1.885 

1.773 

.473 

3.500 

Virgin 

soil. 



io. :n>iL 


no. ZrHS& 


4.840 


4.250 


8.8.52 


9.494 


.64o 


.420 


.322 


.247 


.268 


.211 


.418 


.384 


.061 


.000 


,420 


.365 


83.945 


&4.245 



14.075 

16.158 

4.005 

l.»73 

.412 

2.015 

.000 

.750 

61.045 



99.771 , 99.616 100.523 



1.865 

1.385 

.348 



1.&35 

1.429 

.382 



Cultiv'dCultlv'd 
field. field. 



4.125 

2.131 

.150 

8.200 

Virgin 
soil. 



No. 2434. No. 2i35 No. 2436 







4.970 


11.315 


9490 


14.380 


.720 


25.245 


.389 


.805 


.:^65 


.415 


.591 


1.772 


.064 


trace. 


.280 


Mo 


83.310 


47.295 



100.179 101.542 



1.800 

1.509 

.241 

• • ■ 

Old field 
soil. 



2.520 

1.677 

.075 

41.2U0 

Subsoil. 



5.015 
6.590 
.245 
.250 
.280 
.256 
.OliO 
.570 
86.545 

99.701 



1.165 

1.401 

.388 

18.000 

Virgin 
soil. 



All of these soils contain more than the average proportions 
of essential mineral plant food, and would be classed among 
the very fertile soils if all other conditions are favorable. 
Nos. 2433 and 2435 excel especially in their very large propoi^ 
tions of organic and volatile matters, phosphoric acid and potash. 
They are also quite calcareous, especially No. 2435, which ap- 
proaches the marls in this respect. They contain more alumina 
and oxide of iron than any of the other soils, and a smaller 
quantity of sand and soluble silicates. They are to be dis- 
counted, however, with the percentage of rocky fragments and 
fragments of fossil remains they contain. 

No. 2437 — Limestone Rock : ''From the Jeptha Knobs, fivemiles 
southeast of Slielbyville. Upper silurian formation. Sup- 
posed to be from the horizon of the Louisville cement rock. Col- 
lected by W. M. Linney.** 

A fine granular rock of a dull olive-grey color. Adheres to 
the tongue. 

Composition (Air-dried), 

Lime carbonate 40.780 equal to 22.837 per cent, of lime. 

Magnesia carbonate 24.51 1 

Alumina and oxide of iron, etc. . . . 5.917 

Phosphoric acid (P2 05) 563 

Sulphuric acid (SOS; 941 

Silicious residue 25.120 

Moisture, alkalies, loss, etc 2.168 



Total 100.000 
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It would probably yield a rich soil on disintegration by weath- 
ering. 

The composition of this rock closely resembles that of the 
hydraulic limestone at the Falls of the Ohio in Jefferson county, 
an analysis of which was given in Vol. 2 of Old Series of Re- 
ports of the Geological Survey of Kentucky, p. 220, published 
in 1857. 

For comparison the analysis of the Jefferson county rock and 
that of Jephtha Knobs, calculated as dried at 212° F., is here 
given : 



Lime, carbonate 

Magnesia, carbonate 

Alumina and oxides of iron and manganese 

Phosphoric acid (P2 05) 

Sulphuric acid (S08) 

Potash 

Soda 

Silica and insoluble silicates 



Jeptha 


Jefferson 


Knobs 


County 


Rock. 


Rock. 


4L612 


50.480 


25.010 


18.670 


6.878 


2.980 


.564 


.060 


.960 


1.580 


n. e. 


.820 


n. e. 


.180 


25.521 


25.780 



There is but little doubt that this rock would give a good 
hydraulic cement on proper calcination. 

SPENCER COUNTY. 

• 

No. 2438 — Phosphatic Limestone: ''From the lower part of the 
upper Hudson River beds. Collected by W. M. Linney^ re- 
ceived July 5, 1883. Timber : Blue ash, walnut^ chinque- 
pin, oak {quercus prunus), wild cherry, hackberry, etc^ 

A coarse-grained semi-crystalline rock; grey, mottled with 
yellowish-brown, or ferruginous. Containing many broken or- 
ganic remains. 

Composition (Air-dried). 

Lime carbonate 87.320=a48.889 per cent, of lime. 

Magnesia carbonate 787 

Alumina and iron oxide 2.478 

Phosphoric acid (P2 05) 1.842 

Potash 154 

Soda 212 

Silicious residue 1.680 

Moisture, loss, etc 5.527 



Total 100.000 
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Contains more than the ordinary proportion of phosphoric 
acid, and would yield a fertile soil on disintegration. 

No. 2439. — Soil : •* Of an old field which has been in cultivation 
about seventy-five years. Eight inches of tite surface soil on D. 
B. Wigginton s farnty two miles north of Fairfield. Geologi- 
cal position, upper Hudso7i river beds, near tlie top of ttie Lynx 
beds.'' Collected by W. M. Linney. Received fuly 5, 1883. 

Soil with friable clods ; of a light-grey-brown color. All 
passed through the coarse seive except a very small quan- 
tity of small ferruginous concretions. Its silicious residue all 
passed through the fine seive. 

No. 2440 — Subsoil: **7V« inc/ies. On tlie same farm as the 
preceding. 

Subsoil of a brownish-buff color; lighter colored than the 
preceding. Clods more firm. All passed through the coarse 
seive except a very small quantity of small ferruginous concre- 
tions. Its silicious residue all passed through the fine seive 
except two or three Very small quartzose particles. 

COMPOSITION OF THESE SPENCER COUNTY SOILS. 

(Dried at 212^ F.) 



Organic and volatile matters 

Alumina and iron and manganese oxides 

Lime carbonate 

Magnesia 

Phosphoric acid (P2 05) 

Potash (K2 O) extracted by acids . . . 
Soda (Na2 O) extracted by acids . . . . 

AVater. expelled at 880° F 

Sand and insoluble silicates 



No. 2439 No. 2440 



Total 99.487 




Hygroscopic moisture 

Potash in the insoluble silicates 
Soda in the insoluble silicates 
Rock fragments in the soil . . . 



Character of the soil 



\ 



1.860 

1.068 

.473 

.000 

Old field 
soil. 



2.876 
1.206 
.884 
.000 

Subsoil. 



Notwithstanding the long time during which this soil has 
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been in cultivation, it yet retains more than average proportions 
of most of the essential mineral elements of fertility. It is 
somewhat deficient in organic matters — humus — and would be 
benefited by rest in clover, which, after being pastured for two 
years, should be plowed under. 

WHITLEY COUNTY. 

No. 2441 — Coal: ''From the land of J. R. Ryan, on Marsh 
creek, near the line of Whitley county, Ky., and Scott county, 
Tenn. Sample from, the mouth of the mine, taken from differ- 
ent parts of the bed, which is thirty-six inches thick. Collected 
by IV. C. Crozier. Received fune, 1882. 

A glossy, pitch-black, pure-looking coal, showing very little 
fibrous coal or granular pyrites. Softens and swells into a light 
spongy coke when heated. 

Nc. -442 — Coal: ''From Bryvan's opening, on Worley branch 
of the South Fork of the Cumberland Hver. Conglomerate coaL 
Collected by R. C Ballard, November ly, 1882. Upper part 
'if t lie coal Rfty-five incites thick. It wets from this that the coke 
zjas made*^ 

A pure-looking coal ; fracture mostly irregular cuboidal, with 
shining surfaces ; partly breaking into thin laminae, with more 
or less fibrous coai between. No apparent pyrites. 

No. 2443 — Coal: "From DeviPs fump opening, on the South 
Fork of Cumberland river. Bryvan^s coal; conglomerate series. 
This sample is of the forty-six i7iclus opcfted up. The ten 
incites of coal below it is 7tot included. Collected by R. C. Bal- 
lard, November 16, 1882.'' 

Resembles the next preceding. 

No. 2444 — Coal: ''From Bryvans opening, Worley branch of 
South Fork of Cumberland river. Conglomerate. Lower part 
of the bed, fourteen inches. Collected by R. C. Ballard, No- 
vember ly, 1882.'' 

Appears to have more of the laminated coal than the pre- 
ceding and more fibrous coal, but no apparent pyrites. 
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No. 2445 — Coal: ''From Bryvans Coal Company^ etc.^etc. Col- 
lectedby R. C. Ballard, November 16, 1882.'' 

Resembles No. 2442 ; fracture generally irregular, with shin- 
ing surfaces. Very little fibrous coal, and no apparent pyrites. 

No. 2446 — Coal: ''From J. S. Berry Sy five miles ^^wrth of Will- 
iamsburg^ one mile north of Mahon's Station. Sample from 
the lowest twenty-two inches of the fifty-six-inch bed. Collected 
by R. C Ballard, October 2, 1882. 

A firm, pitch-black, pure-looking coal, generally breaking 
with irregular shining surfaces. Some little fibrous coal on 
some of the pieces. 

No. 2447 — Coal : "From t/ie same locality as the next preceding. 
Sample from the upper seam of twenty-six inches. Collected by 
R. C Ballard, October 26, 1882:' 

A firm, pitch-black coal, breaking into irregular laminae with 
generally shining irregular surfaces. Somewhat cuboidal in its 
large fracture. Very little fibrous coal apparent. 

COMPOSITION OF THESE WHITLEY COUNTY COALS. 

(Air-dried.) 





No. 2441 


No. 2442 


No. 2448 


No. 2444 


No. 2445 


No. 2446 


No. 2447 


Specific gravity . . . 


1.275 


1.295 


1.806 


1.868 


1.321 


1.254 


1.289 


Hydroscopic moisture . 
Volatile comb, matters 
Coke 


2.08 
85.58 
62.84 


1.40 
86.74 
61.86 


0.94 
89.86 
59.20 


1.84 
88.06 
65.60 


1.50 
89.40 
59.10 


2.00 
84.54 
68.46 


2.00 
88.40 
64.60 


Totel 


100.00 

1 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 


Total volatile matters . 
Fixed carb. in the coke 
Ash 


87.66 

68.90 

8.44 


88.14 

54.20 

7.66 


40.80 
47.80 
11.90 


84.40 
58.88 
11.72 


40.90 

58.70 

5.40 


86.54 

61.92 

1.54 


85.40 

61.90 

2.70 


Total 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 


100.00 


Character of the coke < 

Color of the ash . . < 
Percentage of sulphur 


Spongy. 

Lt.yel'h. 
grey. 

0.567 


Light 
Spongy. 

Brow'h- 

grey. 

1.201 


Spongy. 

Lt. grey- 
brown. 

8.741 


Dense 
Spongy. 

Nearly 
white. 

0.555 


Spongy. 

Brow'h- 

grey- 
1.089 


Spongy. 

Lt. fawn- 
colored. 

0.880 


Light 
Spongy. 

Light 
buff. 

0.687 
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In these coals the ash percentage varies from 1.54 in No. 2446 
up to 11.72 and 11.90 in Nos. 2444 and 2443, and the sulphur 
from 0.555 in No. 2444 up to 3.741 in No. 2443, which is excep- 
tional in this respect and may be accidental, owing possibly to 
some pyrites in the sample which might probably be excluded. 
With the exception of those which exceed in ash and sulphur, 
the coals are very good, and even these are valuable for most 
ordinary uses. 

No. 2448 — Coke : ''Made of Coal (A), or the lowest of this series. 
From t/ie mouth of Worley ; South Fork of Cumberland river ; 
Captain Crozierss mines. Sub-conglomerate. Collected by R. 
C. Ballard, November 18, 1882. This was made from the up- 
per part of t/te bed and was coked in August at Rockwood, 
Tenn., in a box placed in an oven.*' 

A firm, compact coke. 

No. 2449 — Coke: ''Of f. S. Berry's coal, five miles north of 
Williamsburg y one mile north of Mahon's Station. Collected 
by R. C. Ballard, October 2, 1882. Coke made of tlie coal of 
t/te entire bed.*' 

A bright, firm coke, moderately porous. 

composition of these WHITLEY COUNTY COKES. 

(Xtr-rfnerf.) 



Moisture, etc., expelled at red heat 
Fixed carbon in the coke .... 
A«h 



Totel 



No. 2448 



2.10 

90.46 

7.44 



100.00 



Color of the ash . . . 
Percentage of sulphur 



{ 



Chestnut 
brown. 

0.665 



No. 2449 



4.80 

92.60 

2.60 



100.00 



Lt. brin- 
ish gr*y. 

0.666 



No. 2449 is a remarkably pure coke. No. 2448, containing 
more ash material, is not quite so valuable in equal weights. 
Its rather large proportion of moisture and volatile matters may 
be only accidental. 
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No. 2450 — Iron Ore: ''From J. S. Berry's^ five miles 7iorth of 
Williamsburg, one mile north of Mahan Station. Collected by 
R. C. Ballard, October 28, 1882:' 

Mostly concretions of impure concentric limonite layers, or 
rrregular forms of the same, frequently with an internal cavity. 
Color from dark-brown to ochreous. 

COMPOSITIOK (Air-dried.) 

Iron peroxide 63.S80«>44.H6 per cent, of iron. 

Alumina 8.776 

Lime and magnesia • . . . Traces. 

Phosphoric acid (P2 06) 946 

Silica 16.280 

Carbonic acid, water, etc., etc 16.618 

Total 100.000 

Although it contains more than average phosphoric acid, this 
ore might be available for iron production if it is found in suffi- 
ciently large quantities and under other favorable conditions. 

WOODFORD COUNTY. 

No. 245 1 — Mineral Water : ''Sulphur water from a well bored 
seventy feet deep^ 07t tlie farm of Mr. Charles Alexander^ a mile 
and a lialffrom Versailles. Water brought up in a sand bucket. ' ' 

The water, when brought to the laboratory had a yellowish 
color and a strong smell and taste of sulphides. Evaporated to 
dryness at 212° F., it left 7.124 parts per 1000 of saline mat- 
ters, which were found to consist of bicarbonates of lime, mag- 
nesia, soda, and a small proportion of lithia ; sulphates of potash, 
lime and magnesia; chlorides of sodium, calcium and magnesium, 
with traces of bromides and iodides, a notable quantity of so- 
dium sulphide and a small trace of strontia. In short, it resem- 
bles the Blue Lick water in composition. A quantitative analysis 
was not made of it, and its proportions of hydrogen sulphide 
and carbonic acid gases were not ascertained. 
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t'or the sake of comparison with our Kentucky coals, some 
analyses, mad^ at the Laboratory of the Survey of coals from 
other States are here appended. 



ALABAMA. 

No. 2452 — Coal : ''From Gai7ies bedy Wolfe creek, Walker county ^ 
Alabama. Sample of the bed takeyi by fno. R. Procter.'* 

A pure-looking, pitch-black coal, breaking generally with 
shining fracture. Shows very little fibrous coal and no appa- 
rent pyrites. 

No. 2453 — Coal: ^^From Mt. Carmel bed, one hundred yards 
from Mt. Carmel Church , Walker county, Alabama. Sample 
of the bed by f. R. Procter, February /, 188 j.'' 

A remarkably bright, pitch-black coal. Has very little fibrous 
coal between its laminae and no appearance of pyrites. 

No. 2454 — Coal: ''From the Townley bed. Sample fro^n the top 
of the bed abozfe t/ie four feet parting. Sampled by f. R. Proc- 
ter, February 2, 188 j J 
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Generally breaking into thin laminae, with some little fibrous 
coal between, but no appearance of pyrites. 
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COMPOSITION OF THESE ALABAMA COALS. 

{Air^rUd.) 





No. 2452 


No. 2453 


No. 2454 


Soecific irravitv 


1.259 


1.307 


1.851 






HverroscoDic moisture 


1.80 
37.10 
61.60 


1.84 
29.76 
68.90 


1.94 


Volatile combustible matters 


80.46 


Coke 


67.60 








Total 


100.00 


100.00 


100.00 






Total volatile matters 


38.40 

54.46 

714 


81.10 
58.10 
10.80 


82.40 


Fixed carbon in the coke 


65.04 


Ash 


12.56 








Total 




100.00 


100.00 


100.00 






Character of the coke 

Color of the ash . . 

• 

Percentage of sulohur 


{ 

• • { 


Light 
spongy. 

buff. 
1.425 


Light 
spongy. 

Light 
buff. 

0.665 


Dense 
friable. 

Very li't 
buff. 

0.473 







Nos. 2453 and 2454 exceed the general average of ash pro- 
portion ; otherwise all these coals could be classed with the 
best, for all ordinary uses. 



TENNESSEE COALS. 



No. 2455 — Coal: ^^ Front Jellico Mountain Coal and Coke Com- 
pany s mifiey Emmetty Campbell county^ Teniiessee. Five feet 
bed. Sample from the lower layer, which is two to two and a 
half feet thick. Analyzed for CoL S. L. Wooldridge, Presi- 
dent of t lie Company, April 11, 1882'' 

A bright, pure-looking coal, showing very little pyrites or 
fibrous coal. Firm, so that it may be mined in large blocks. 
Fracture shining on all the faces. Small shining facets irregu- 
larly disposed on some of the cross fractures, approaching what 
is called bird's-eye structure. 

No. 2456 — Coal: ''From the same Company's mines. Mine on 
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Crooked creeks Campbell county^ Tenftessee. Sample collected 
by R. C. Ballard, November 8, 1882^ 

Generally jet-black, breaking with irregular glossy surfaces ; 
some portions with small bird's-eye •structure; other portions 
dull-black, and breaking into laminae, showing some granular 
pyrites, but very little fibrous coal. 

No. 2457 — Coal: ''From the same locality. Collected by R. C. 
Ballard, November 7, 1882. Coal twenty-two inches thick ; one 
hundred and seven indies below the main seam.*' 

Resembles the darker and brighter portions of the next pre- 
ceding sample. 

COMPOSITION OF THESE TENNESSEE COALS. 

(Air-dried.) 



Specific gravity 



Hygroscopic moisture . . . 
Vomtile combustible matters 
Coke 



Total 



Total volatile matters . 
Fixed carbon in the coko 
Ash 



Total 



Character of the coke < 

Color of the ash i 

Percentage of sulphur 



No. 2456 



L266 



2.86 
85.44 
62.20 



100.00 



37.80 

60.60 

1.60 



100.00 



Spongy. 

Salmon- 
color. 

1.162 



No. 2456 No. 2457 



1.811 



2.10 
80.84 
67.06 



1.289 



2.90 
88.80 
68.30 



100.00 



100.00 



82.94 

61.56 

5.50 



100.00 



86.70 

61.80 

1.50 



108.00 



Dense. 

Brow'h- 
grey. 

2.285 



Dense 
Spongy. 

Lt.yerh- 
brown. 

.670 



These are all very good coals. No. 2457 has a remarkably 
small proportion of ash, and contains less than the average 
amount of sulphur. No. 2455 also gives a very small quantity 
of ash. No. 2456 contains more than the average amount of 
sulphur. 
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No. 2458 — Coke: ''From the Jellico Moti7itain Coal a?id Coke 
Company mine. Upper layer ^ etc.^ etc. Collected by R. C Bal- 
lard, 

A bright, firm coke ; quite porous. 

No. 2459 — Coke: '' From same mine ; lower layer.'' 

A bright, firm coke ; seems somewhat more dense than the 
preceding. 

COMPOSITION OF THESE JELLICO MOUNTAIN COAL AND COKE COM- 
PANY'S COKES. {Air-dried.) 



No. 2458 No. 2459 



Moisture, expelled at 220° F. . . 
Volatile mattera expelled at red heat 

Fixed carbon in the coke 

Light yellowish-brownish ash . . . 



Total 



Percentage of sulphur 




8.70 

1.00 

92.60 

2.70 



100.00 



.725 



These are remarkably pure cokes, equaling in this respect 
the best samples of the Kentucky Elkhorn coke and the cele- 
brated Connellsville coke of Pennsylvania. They have doubt- 
less been made of the pure coal of the mine, and not of the 
slack coal, which is always more impure. 

(See, under the head of Carter county, the analysis of a can- 
nel coal from West Virginia.) 
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INTRODUCTORY LETTER. 



Chemical Laboratory, Kentucky Geological Survey,! 
State College, Lexington, Ky., Sept. 20, 1884. J 

John R. Procter, Director of Kentucky Geological Survey^ etc.: 

Dear Sir : I have the honor herewith to transmit to you for 
approval and publication my report of the unpublished chemi- 
cal work in this Laboratory up to the present date. Very re- 
spectfully, ROBERT PETER. 
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Of the sixty-eight chemical analyses reported in the following 
pages, there are : 

25 Soils and subsoils 

17 Coals 

6 Cokes 

8 Clays 

3 Marly shales and marls 

10 Limestones 

6 Mineral waters 

The twenty-five soils and subsoils were collected from differ- 
ent geological formations as follows : 

One from Clark county ; an exceptional soil because of its 
swampy character; a "crawfish" soil, resting on the middle 
Hudson or mudstone formation. 

Ten soils and subsoils^ from Madison county ; collected from 
middle and upper Hudson, black shale and Waverley forma- 
tions severally. 

Eight soils and subsoils from Montgomery county ; collected 
from virgin soils and old cultivated fields, for comparison, were 
from the middle and upper Hudson river beds. 

Four soils and subsoils, from Rockcastle county were from 
the St. Louis limestone and conglomerate formations. 

In addition, for comparison with these soils, a soil and sub- 
soil from a sandy region in Florida is given. 

Ill 
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Excluding the exceptional soil from Clark county, which al- 
though from an elevated locality on the middle Hudson forma- 
tion is characterized as being "swampy and poor," owing, 
mainly, as the analysis shows, to want of drainage and its de- 
ficiency in phosphoric acid; excluding also soils Nos. 2488-9 
of Madison county from our comparative view of the relative 
composition of the soils of the different geological formations 
given in the preceding table, because they also are in a marshy 
locality, a local glade, and had their original composition modified 
by the surface wash from the neighboring higher territory, etc., 
we find in our comparative table marked indications of the influ- 
ence of the sub-strata upon the soils resting on them, and which 
most probably have been produced by the disintegration and 
decomposition of the rocks on which they rest. For instance : 

The soils on the upper Hudson — excluding the exceptional 
Clark county soil — are richer than any of the others, — con- 
taining larger proportions of organic and volatile matters, lime, 
phosphoric acid and potash ; and leaving less of silicious residue 
insoluble in acid and gravel. 

Next in fertility come the soils of the middle Hudson and 
St. Louis Limestone formations, but the latter are quite defi- 
cient in phosphoric acid. 

The soils of the black shale would come next, and if well- 
drained, would compete in fertility with the above named soils. 
The soil and subsoil Nos. 2488 and 2489, excluded from the 
above comparative table, because they are in a marshy locality, 
with the exception of a want of lime, have the chemical com- 
position of a rich soil. 

The Waverley soils are poorer than these, as shown especially 
by their very small proportions of phosphoric acid and lime 
and considerable quantity of gravel ; and the Conglomerate for- 
mation soils, deficient in phosphoric acid, lime and magnesia, 
and containing more than ninety per cent, of sand and insol- 
uble silicates, are the poorest of all these Kentucky soils. 

But when we look at the composition of the Florida soils, so- 
called, with their average ninety-nine per cent, of pure silicious 
sand, and know that they are made profitably fertile in the con- 
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stant production of tropical fruits and other crops by the regu- 
lar use of artificial fertilizers, we need not despair of our most 
sandy and naturally sterile soils. 

Many recorded experiments in what is called water culture ; 
in which the roots of growing plants are simply immersed in 
water containing small quantities dissolved of the essential min- 
eral elements of plant food, and in which they grew and formed 
seed ; show that much of the influence of the soil on vegetation 
is mechanical. The soil sustains the plant in place and offers 
open and protective space for the development and ramifica- 
tion of its roots and minute rootlets, while it freely admits the 
access to them ol the essential elements of the atmosphere 
above and the soil water from below. The rich store of min- 
eral food contained in the earthy matter of a fertile soil would 
be worthless but for these mechanical conditions. 

In the loose and porous sandy soil roots of plants take on a 
much wider development than in heavier soils, and thus range 
over a greater space in search of nourishment. In these light 
soils, so-called, the atmospheric agencies have a more free cir- 
culation, and the conditions are highly favorable for the produc- 
tion of the nitrogen compounds of plant food, and the subsoil 
water, held to a certain height in the soil by capillary attrac- 
tion, may hold and supply to the plant the mineral elements it 
requires. The plow is nbt so essential in the light sandy soil 
for maintaining the porosity necessary to fertility as in the 
heavier loam soil. But the absence or paucity of alumina, iron 
oxide, and humus ; all ol which ingredients possess the valu- 
able property of absorbing, and holding, for the use of growing 
plants, the essential elements of vegetable food, necessitates 
a constant and regular feeding of the growing crops by the ju- 
dicious use of artificial fertilizers. This artificial feeding of the 
crops being necessarily costly demonstrates the greater value 
of the naturally rich soil. 

In the numerous soil analyses made for the Kentucky Geo- 
logical Survey the proportion of nitrogen or its compounds in 
the soil have not been determined ; this omission seems to some 
observers the neglect of an essential element of fertility. But 
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in declining to ascertain the proportion present of this essential 
aid to plant growth in the soils he analyzed the writer was 
mainly influenced by the fact, which was thoroughly established 
many years ago by the indefatigable and accurate agricultural 
chemist of France, the celebrated Boussingault, and others, 
that the nitrogen compounds were very variable in quantity in 
any given soil ; being dependent greatly on the conditions of the 
weather, etc. For, while they might be abundant in a rich and 
moderately moist and porous soil during dry weather, a good rain- 
fall would temporarily reduce their proportions in a marked degree 
in consequence of their ready solubility in water. Moreover, 
nitrates are produced more rapidly and in greater quantity in 
warm weather than in cold, and their proportion and quantity, 
in any given soil, depend greatly on its temporary conditions 
of lightness or porosity, compactness, moisture, etc., etc. ; in- 
dependent of its composition. The varying conditions of the 
atmosphere ; its relative moisture, temperature, and different 
electrical states; its proportion of ozone, etc., all affect the 
nitrogen compounds of the soil. 

Of the seventeen Coals analyzed and reported five are can- 
nel codXs and twelve are semi-cannel, splint or ** block" coals. 
The average composition of these two varieties is given in the 
following table, excluding the two very impure cannel coals 
from Lawrence county, which have an average ash percentage 
of 19.13, and therefore nearly approach the character of bitum- 
inous shales : 

AVERAGE COMPOSITION. 
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The cannel coals differ from the other varieties of coal in con- 
taining a larger quantity of volatile combustible matters in pro- 
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portion to the coke and fixed carbon, and they frequently con- 
tain a larger quantity of ash material. Most of the splint coals 
analyzed seem to be adapted to the manufacture of coke of a 
good or superior quality, and some may be employed for the 
smelting of iron without previous coking. 

Owing to their large proportion of volatile combustible mat- 
ters, the cannel coals yield a large quantity of combustible gas 
when submitted to destructive distillation. This gas is so rich 
in carbon from some varieties of this coal that they are profit- 
ably used to enrich the gas from poorer coals. Some of these 
coals yield more of liquid hydro-carbons — tars, coal oils, etc. — 
than of permanent gas, which is peculiarly the case with the 
well-known Breckinridge coal of Kentucky. The gas maker, 
however, generally prefers a soft or bituminous or semi-bitumin- 
ous coal, which will make good porous coke, because the coke 
from the cannel coals is dense and not so generally merchant- 
able. 

A very large percentage of ash in a cannel coal which con- 
tains a great proportion of volatile combustible matters does 
not always prevent it from being profitably used in the 
production of gas, provided its impure coke can find a useful or 
profitable application. According to P. Schutzenberger ( Wurtzs 
Dictionnaire de Chemie, Art, Houille), a Scotch cannel coal, of 
Ridgeside, which contained 52.80 per cent, of volatile combus- 
tible matters and 17.60 per cent, of ash, gave more gas than a 
Newcastle gas coal (English), which gave only 35.63 percent, 
of volatile combustible matters and left only 0.97 per cent, of 
ash. This cannel coal gave 342 liters of very rich gas to the 
kilogram, while the Newcastle gas coal gave 325 liters of infe- 
rior gas to the kilogram. 

Of the six cokes analyzed, the proportions of 

Carbon varied from 94.80 to 81.10 

Ash varied from 8.20 to 17.20 

Sulphur varied from 0.886 to 4.85 

The best coke was that from Whitley county. The most im- 
pure, from Hopkins county, had been made from very impure 
slack coal, which thus proved to be unfit for the manufacture of 
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merchantable coke. It has been proved by many trials that 
some of our Kentucky coals will yield as good coke as can be 
made in any region. 

Of the eight clays reported, the four samples from Carter 
county, from the same locality* are good fire clays. No. 2463 
is especially good because of its paucity of the fluxing agencies » 
iron oxide, lime, magnesia, potash and soda, and compares very 
favorably with one of the most celebrated fire clays of New 
Jersey. No. 2464 would no doubt withstand heat nearly as 
well as this, notwithstanding its greater proportion of iron oxide, 
as its lime, magnesia, potash and soda are somewhat less. The 
larger excess of iron peroxide in the other samples causes them 
to be somewhat less refractory ; but probably much of this could 
be removed or avoided as superficial and local incrustation. 

The plastic clays of Madison county and indurated bituminous 
clay of Whitley could be utilized in common pottery, etc. The 
three marly clays and shales give no promise of any great util- 
ity. That, however, from Carter county, containing 13.88 per 
cent, of carbonate of lime, 3.02 of potash and 0.205 of phos- 
phoric acid, might be advantageously applied to light sandy soil 
deficient in lime, etc., but would not pay for distant carriage. 

Most of the ten limestones reported were examined mainly 
to ascertain their proportion of phosphoric acid, and this valu- 
able ingredient was found to exist in these ten samples in pro- 
portions varying from 9.710 per cent, in No. 2469, Oriskany 
limestone from Clark county, down to 0.143 per cent, in the 
hydraulic limestone No. 2484, from Lewis county, and a mere 
trace in the oolitic limestone No. 2460 {b). The several sam- 
ples of the so-called blue limestone, or Trenton limestone, of 
Fayette county were examined solely with this purpose, and 
gave from 3.880 to 3.487 per cent. The sample from Franklin 
of the same geological formation contained 4.029 per cent. 

These phosphatic limestones, which underlie and give char- 
acter to our richest soils, could no doubt be profitably employed 
in the pulverized state to improve soils which are deficient in 
phosphoric and lime. 

The limestones from Clark county, Nos. 2469 and 2470, 

"7 



272 



CHEMICAL REPORT. 



would very probably yield hydraulic cement if properly cal- 
cined. 

A trial was made in a small way; in the Laboratory, of the 
limestone from Lewis county, No. 2484, and it was found that 
after sufficient calcination at a high temperature the powdered 
rock, mixed to a proper consistence with water without the ad- 
dition of sand, hardened under water in the course of a day's 
time, and maintained the hardness of stone, although alternately 
dried and again immersed in water. Whether it would bear 
admixture with sand was not tried. 

This limestone, as well as No. 2478, from Harlan county, 
contained soluble silica, and this latter, containing more silica 
than the Lewis county limestone, would very probably form 
good water cement if properly calcined. In this relation the 
two Clark county limestones deserve a trial, although they both 
contain rather large proportions of silica. 

The purest of all these limestones, which would yield the 
whitest lime, are the oolitic limestone from Caldwell county, 
No. 2460 (^), and that from Lyon county, No. 2485. 

A summary of the composition of the six mineral waters 
analyzed is given below : 



No, 2621 



Hydrogen sulphide gas .... 

Carbonic acid gas 

Iron and manganese carbonates 

Lime carbonate 

Magnesia carbonate 

Potash carbonate . . .... 

Soda carbonate 

Alumina sulphate 

Lime sulphate 

Magnesia sulphate 

Potusb sulphate 

Soda s\ilphate 

Sodium sulphide ' 

Calcium chloride 

Magnesium chloride 

Sodium chloride 

Potassium chloride 

Lithium chloride 

Silica 

Total saline matters in 1,000^ 
parts of the water, . . . . / 



No. 2471 


No. 2472 


1 
No. 2478 No. 2474 


No. 2474 

/ 1 • V 










(bts) 


0.0000 


0.0000 


0.0000 


0.0000 


n. e. 


n. e. 


n. e. 


n. e. 


n. e. 


n. e. 


0.0024 


0.0041 


0.0192 


0.0000 


0.006 


.8740 


.1198 


.0004 


.0000 


.156 


.0191 


.0185 


.0002 


.0000 


.051 


.0000 


.0000 


• • 


.0099 


.022 


.0000 


.0000 


• • 


.5266 


.088 


.0000 


.0000 


.0586 


.0000 


.000 


8.2610 


.0588 


.0482 


.0265 


.038 


4.7776 


.0000 


.0000 


.0000 


.000 


.0490 


.0000 


.0119 


.0000 


.000 


.7118 


,oroo 


.0000 


.0000 


.000 


.0000 


.0000 


.0000 


.0000 


.012 


.0000 


.0096 


.0000 


.0085 


.000 


.0000 


.0845 


.0024 


.0159 


.067 


.2120 


.0978 


.0162 


.0871 


.000 


.0000 


.0196 


.0055 


.0000 


.000 


.0180 


.0000 


trace. 


.0«^00 


.000 


.0100 


.0158 


.0555 


.0168 


.067 


9.4299 


0.4275 


0.2181 


0.6868 


0.452 



r 2c.c.to- 

\ the rtr 

n. e. 

0.061* 

.042* 

.087* 

• • • • 

trace. 
.000 
.144 
.000 
.000 
.000 
.000 



.020 
.015 
.000 
.012 

0.881 



*Held in solution by carbonic acid. 
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Five of these mineral waters are from Clark county, viz. : 
Nos. 2471, 2472, 2473, 2474 and 2474 {bis). 

No. 2471 is a pretty strong magnesian saline water, from 
near Kiddville, resembling the principal Crab Orchard waters. 

No. 2472, called Oil Spring water because of some traces of 
the presence of petroleum in it ; which, however, could not be 
perceived in the sample sent for analysis ; is a weak, slightly 
chalybeate, saline water. 

No. 2473 is a weak chalybeate, alum water. 

No. 2474, from a so-called *'Soda Spring," is an alkaline 
saline water. 

No. 2474 {bis), from ** Red Sulphur Spring," is a slightly cha- 
lybeate and saline sulphur water, containing not only free hydro- 
gen sulphide, but also a small proportion of sodium sulphide. 
It is also slightly alkaline. 

No. 2475 is from the so-called Arcadia Spring, in Warren 
county. It is a good weak chalybeate and saline sulphur water. 

BRECKINRIDGE COUNTY. 

No. 2460 — Marly Shale : '' From Buffalo Licks, a mile and a 
half below Cloverport, Sample sent by Mr. Robert Bryce'' 

Composition (Air-dried), 

Silica 78.600 

Alumina and iron oxide 16.760 

Lime carbonate .280 

Magnesia carbonate L892 

Potash 2.086 

Soda 084 

Water and loss 6.449 

Total 100.000 

This shale contains only a trace of phosphoric acid, and its 
potash is in such firm combination as not to be immediately 
available for plant nourishment; so that it does not promise 
much as a fertilizing agent when applied to the soil. 

butler county. 

No. 2460 {a) — Coal : ** Fropi a bed, four feet thick at Mining 
City, Butler county, on Green river. Sample sent by E. B. 
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Seeley, Secretary mid Treasurer of the Green and Barren 
Rivers Navigation Company y September 20 y 1884.*' 

A bright, pure-looking coal, breaking readily, with an irreg- 
ular shining fracture, showing imperfectly so-called bird's-eye 
structure in some parts. Has very little fibrous coal, in patches, 
and no apparent pyrites. Softens and swells somewhat on burn- 
ing. Seems to approach in character to soft of bituminous coaL 

Composition (Air-dried). 

Specific gravity 1.221 

Hygroscopic moisture 8.00 \ _, , , ., 

Volatile combustible matters . . . 84.86 / T°*»> '°^*"'« '"*'*«" • • • • ^^-Se 

f Carbon in the coke 54.24 

Spongy coke ^^'^ I Very light buff-grey ash . . . 8.40 



Total 100.00 ToUl 100.00 

Percentage of sulphur 0.^76 

This is a very good coal, containing but a small proportion of 
ash, and not more than an average quantity of sulphur. It 
would probably make good coke. 

CALDWELL COUNTY. 

No. 2460 (b) — Oolitic Limestone : ** Ten to twelve feet thick ; 
from McElpatrick^s Quarry ^ four miles east of Princeton ^ 
Caldwell county. Collected by R. H. Laughridge^ November 
1884:' 

A light-buff-grey oolitic limestone, containing occasional small 
crystals of calc. spar and minute cavities stained with hydrated 
ferric oxide. Scarcely adheres to the tongue, but absorbs some 
water. 

Composition (Air-dried). 

Lime carbonate 97.64»54.678 per cent, of lime. 

Magnesia carbonate 1.18 

Iron peroxide and trace of phosphoric acid . . .28 

Silicious residue 1.16 



Total 100.26 

A remarkably pure limestone, which would calcine into very 
white and pure quicklime. 

CARTER COUNTY. 

No. 2401 — Marl : ** I^^rom t/ie miftes of tJie Carter County Lime^ 
120 
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stone Mining Company. Found in their quarry in a bed about 
three feet thick, {Supposed to be useful as a fertilizer.)'' 

A compact marl, of chocolate and dirty green colors. Ad- 
heres to the tongue. Soft enough to be scratched by the nail. 

Composition (Alr^ried), 

Silica 68.440 

Aluminu 13.876 

Iron oxide 5.000 

Lime carbonate 13.880 

Magnesia carbonate 8.420 

Pbosphoric acid (P2 OG) 206 

Potash 8.020 

Soda 282 

Moisture and loss 2.878 

Total 10i».0U0 

As this contains a considerable percentage of carbonates of 
lime and magnesia, as well as a fair proportion of phosphoric 
acid and three per cent, of potash, which, however, would not 
be immediately available as a fertilizer, this marl may be found 
beneficial on poor, sandy soil in its immediate vicinity, where 
the cost of transportation would not preclude its use. 

The sample of this marl was accompanied by two lumps of 
nearly white limestone from the quarry in which the marl bed 
is found. This limestone is a compact, light-cream-colored rock, 
containing specks of small crystals of calc. spar. On testing, 
it was found to be nearly pure carbonate of lime, containing 
only a trace of phosphoric acid. The proprietors are said to be 
crushing this limestone for use as a fertilizer. Its principal val- 
uable ingredient is its carbonate of lime; it is therefore not 
better as a fertilizer than any ordinary limestone. 

No. 2462 — Cannel Coal : ** From Hyston's branch of Little 
Fork of Little Sandy river ^ four miles south of E. K. R. R.^ 
at Willard, Carter county. Average thickness of tlie bed two 
feet, with fifteen inches of semi-cannel coal on top. Owned by 
Wm. Mitchell, of Mt. Sterling. Sample sent by Capt. f. M. 
Bent, of that place. '^ 

A firm, tough, dull-black coal. Fracture broad, irregular 



276 CHEMICAL REPORT. 

conchoidal. A small quantity of bright granular pyrites in a 
narrow, irregular vein. No fibrous coal apparent. 

C0HPO8ITION {Air^ried). 

Specific gravity 1.256 

Hygroscopic inoUture O-^" \ Total volatile matters .... 67.40 

Volatile combustible matters . . . 56.50 J 

Coke (denw. friable) 42.60 \ ^"^'"^ '" '^« *»''« ^'^ 

i Brownish-grey ash 7.54 

Total . . 100.00 Total 100.00 

Its percentage of sulphur is 2.200. 

A pretty good cannel coal. Its percentage of ash is large, 
but not excessive. 

Clays from Carter County. 

No. 2463 — Fire Clay (Sample No. i): ''From Perry s branch 
of Tygart\s creeky near its mouthy and near the E. L. & B. S. 
R. R. Thickness of bedy three to nine feet. Owned by the 
Tygart Valley Iron Company. Sample sent by K. B. Grahn^ 
Secretary and Treasurer of t/ie company, Olive Hilly Carter 
County.^' 

A very light grey, nearly white, compact, indurated clay. 
Breaks easily, with irregular, broad conchoidal fracture. Ad- 
heres slightly to the tongue. Imperfectly oolitic, with small 
spheroidal concretions of the size of mustard seed. Before the 
blowpipe it calcines white and is quite refractory, softening very 
little in the greatest heat. 

No. 2464 — Fire Clay (Sample No. 2) : *• From the same local- 
ity as t lie preceding y etc., etc.'' 

A compact, indurated clay, of a yellowish light-grey tint; 
more firm than the preceding clay. Does not adhere to the 
tongue. Is a little more oolitic than that. The exterior sur- 
faces are strongly colored with iron peroxide. Before the blow- 
pipe it calcines nearly white, with a slight tint of reddish. Is 
refractory, but softens a little in the intense heat. 

No. 2465 — Fire Clay (Sample No. 3) : ** From the same local- 
ity as the preceding, etc, , etc. 
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Resembles the next preceding in firmness, fracture and oolitic 
character. Does not adhere to the tongue. Calcines, before 
the blowpipe, of a light brick-reddish color. Is refractory, but 
soiftens a little more than the preceding in the intense heat. 

No. 2466 — Fire Clay (Sample No. 4) : ** From the same local- 
ity as the preceding, etc.y etc'' 

Resembles the preceding, but is rather more oolitic. Is of a 
brown-grey color, with a thin, irregular vein of greenish-grey. 
Hardly adheres to the tongue. Before the blowpipe it calcines 
of a light brick-reddish tint. Is refractory, but softens a little 
more than the next preceding. For comparison the analysis of 
the celebrated ** Woodbridge Fire Clay " of New Jersey is given 
in the following table. 

COMPOSITION OF THESE CARTER COUNTY FIRE CLAYS, ETC 

(Air-dried.) 



Silica 

Alumina . . . 
Iron peroxide . 

Lime 

Magnesia . . . 
Potash .... 

€oda 

Water and loss 



ToUl, 



No. 2463 No. 2464 

1 
1 


No. 2465 


No. 2466 


43.58 


44.84 


41.28 


41.58 


40.86 


40. IS 


4n.56 


88.88 


.76 


1.76 


4.42 


4.04 


.29 


.21 


.60 


.21 


.14 


.18 


.17 


.10 


.19 


.17 


.11 


trace. 


.05 


.06 ' 


trace. 


trace. 


14.43 


12.65 


12.86 


15.69 


ino.f.0 


100.00 \ 


100.00 


100.00 



No. 2467» 



89J60 
42.850 
.940 
.898 
.650 
.477 

14*6^ 

99.716 



♦Woodbridge fire clay of New Jersey, copied from the second Report of the Geological 
Survey of New Jersey, for 1855, page 100. 

This Woodbridge fire clay is said (in this Report) to be of 
the ** best fire clay," and that it will ** stand an intense heat bet- 
ter than the imported brick." The best sample of the Carter 
county clay, No. 2463, contains less of the ordinary fluxing ma- 
terials of clays, viz.: iron oxide, lime, magnesia, potash and 
soda, and the other samples exceed it only in iron oxide, much 
of which — it being mainly an exterior coating — could probably 
be excluded in mining or removed by scraping. 

CLARK COUNTY. 

No. 2468 — Virgin Soil: ''From a level tract of land on the farm 
of W. H, Prewitt, on the divide between Hinkson and Lulbe- 

"3 
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grud creeks. Here there is about thirty acres of white craw- 
fish land on a high point of the county. It is swampy and 
poor, ( Would drainage or feriilizers help itf) On middle 
Hudson beds and silicious mudstone. Collected by W. M. Lin-' 
ney. May 15, 1884^ 

The dried soil is of a light grey-buff color ; it is in friable clods. 
The coarse seive* removed from it 10.3 percent, of ferruginous 
concretions, etc. Its silicious residue, from digestion in acids, 
all passed through the fine seivef except a small quantity of 
fine hyaline quartz grains. 

Composition {Dritd at 212^ F.) 

Organic and volatile matters 8.102 

Alumina and manganese oxide 4.067 

Iron oxide 2.140 

Lime carbonate 260 

Magnesia 169 

Phosphoric acid (P2 06) 080 

Potash extracted by acids 127 

Soda extracted by acids trace. 

Water expelled at 860® P 698 

Band and insoluble silicates 88.946 

Total 99.479 

Hygroscopic moisture 2.026 

Potash in the insoluble silicates 807 

Soda in the insoluble silicates 484 

The most evident deficiency in the composition of this soil is 
of phosphoric acid. It would, therefore, undoubtedly be bene- 
fited by top dressings of bone dust, super-phosphates or guanos. 
But as the land is said to be swampy, drainage also should be 
employed. 

Limestones of Clark County. 

No. 2469 — Phosphatic LI^*ESTONE : ''Stewart's Mill, Lulbegrud 
creek, Clark county. Oriskany formation. Collected by W. 
M. Linney, July, 1884.'' 

A dark, brown-grey, conglomerate rock, containing many 
dark colored fragments of fossil organic remains. 

* With 64 meshes te the centimeter square, 
t With 1600 meshes to the centimeter square. 
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No. 2470 — Phosphatic Limestone: ''From near Howard's creek, 
Clark county. Oriskany formation? Collected by W. M. Lin- 
ney, July, 1884'' 

An impure, ferruginous limestone rock ; grey-brown, with 
ochreous material in spots; contains fossil impressions. 

composition of these CLARK COUNTY LIMESTONES. 

{Air-dried). 



Lime carbonate 

Magnesia carbonate 

Alumina and iron oxide 

Phosphoric acid (P2 06) 

Potash 

Soda 

Silicious residue insoluble in acids 



No. 24C9 No. 2470 


21.880 


88.980 


8.055 


11.185 


n. e. 


n. e. 


9.710 


1.842 


.880 


n. e. 


.228 


n. e. 


27.680 


81.720 



As the analysis of these samples of rock was mainly for the 
determination of the phosphoric acid they contained, it was not 
fully carried out as to other constituents of these rocks. It 
shows, however, that No. 2469 might be available, if crushed 
to powder, as a top-dressing to soils deficient in phosphoric 
acid and lime. It is quite probable, also, from its composition, 
that No. 2470 might be employed in the manufacture of hy- 
draulic cement. This, however, can only be ascertained by 
skillful, practical trials. 

Mineral Waters of Clark County. 

No. 2471 — Magnesian Mineral Water: ''At Kiddville, on the 
property of J, E, Groves. Collected by W. M. Linney, July, 

1884.'' 

Reaction of the water neutral. It tastes stongly of epsom* 
salt. 
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Composition, in 1000 Paris of the Water. 

Iron and manganese carbonates 0.0024 \ _ , ^ . 

Lime carbonate "*"[ tonic mW*"'" "' 

Magnesia carbonate 0191 ) 

Lime sulphate 3.2610 

Magnesia sulphate 4.7776 

Potash sulphate . . .0490 

Soda sulphate 7.118 

Sodium chloride 2120 

Lithium chloride 0180 

Silica 0100 

Total saline matters 9 4299 in 1000 parts. 

This water resembles the waters of the Crab Orchard Springs, 
of Lincoln county, from which the so-called ** Crab Orchard 
salts'* are prepared by evaporation. It contains, however, a 
larger proportion of sulphate of lime than those waters gener- 
ally, and more of magnesia sulphate (epsom salt) in proportion 
to the sodium chloride (common salt). 

No. 2472 — Mineral Water: ''From 'Oil Spring,' near Lulbe- 
grud creeky Clark county. Property of A. M, Eastin, Issues 
from near the junction of the corniferous and black slate for- 
mations. Collected by W, M. Linney, August j, 1884'' 

The water is said to have petroleum in it, but none could be 
observed in the sample. 

Composition, in 1000 Parts of the Water. 

Iron carbonate 0.0041 % „ , , . , . 

Lime carbonate ^^^g I Held m solution by car- 

Magnesia carbonate 0185 J bonic acid. 

Lime sulphate 0583 

Calcium chloride 0096 

Magnesium chloride 0845 

Sodium chloride 0973 

Potassium chloride 0196 

Silica 0158 

Total saline matters 0.4275 

A weak saline water, very slightly chalybeate. 

No. 2473 — Mineral Water : "From the cfialybeate spring at 
Stuart's Mill, owned by Stuart & Harmer, n^ar Lulbegrud 
creek, Clark county. Flows from Oriskany sandstone. Col- 
lected by W. M. Linney, August 3, 1884'' 
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Composition, in 1000 Paris of the Water, 

Iron carbonate 0.0192 

Lime carbonate 0004 

Magnesia carbonate 0002 

Lime sulphate 0482 

Alumina sulphate • 0586 

Potash sulphate 0119 

Magnesium chloride 0024 

Potassium chloride 0065 

Sodium chloride 0162 

Lithium chloride traces, not est. 

Silica 0655 

Total saline matters 0.2181 

This is a chalybeate, akim water. 

No. 2474 — Mineral Water: ''From the 'Soda Springs at Stu- 
art's Mill, Lulbegrud creek ^ Clark county. Collected by W, M. 
Linney, August 3, 1884,'* 

Composition, in 1000 Parte of the Water. 

Lime sulphate 0.0265 

Calcium chloride 0086 

Magnesium chloride 0159 

Sodium chloride 0871 

Soda carbonate 5266 

Potash carbonate 0099 

Silica 0168 

Total saline matters 0.6868 

An alkaline saline water. In the recent water the alkalies 
are in the form of bi-carbonates. 

No. 2474 {bis) — Red Sulphur Water: ''From the farm of C 
C, Eastin, near Lulbegrud, Clark county. Flows from black 
slate. Collected by W. M. Linney, August j, 1884'' 

Composition, in 1000 Paris of the Water. 

Hydrogen sulphide gas • * 

Carbonic acid gas not estimated. 

Iron carbonate 0.006 a 

Lime carbonate ^^* I Wic 1^1^°° ^^ ""* 

Magnesia carbonate .051 ) 

Magnesium chloride 067 

Lime sulphate 088 

Sodium carbonate 088 

Potassium carbonnto 022 

Sodium sulphide .012 

Silica 067 

Total saline matters 0.452 in 1000 parts of the water. 

* Not quite two centimeters- to the liter in the water brought to the laboratory. 



282 CHEMICAL REPORT. 

A good weak sulphur water, slightly alkaline and cha- 
lybeate. 

FAYETTE COUNTY. 

No. 2475 (^) — Phosphatic Limestone: ''From a quarry on the 
farm of Mr. Christopher Keiser, six miles from Lexington^ 
on the Newtown turnpike'^ 

A portion of a thin layer, weathered brownish-buff on the 
exterior surface, the interior being of a bluish-grey color. Gran- 
ular crystalline, containing some minute fossil remains. Tren- 
ton limestone or blue limestone formation. Analyzed by Mr. J. 
H. Kastle. This gave 3.88 per cent, of phosphoric acid (P2 O5). 

No. 2475 {c) — Phosphatic Limestone: ''From a quarry on the 
hillside y just beyond the first tollgate from Lexington, on the 
Newton turnpike'' 

Sample {a), the brownish, coarse-granular, crystalline portion, 
containing fragments of fossil shells, gave 2.56 per cent, of phos- 
phoric acid (P2 O5). Sample (^), the fine-grained, bluish-grey, 
varied with lighter colored, more laminated portion, with no ap- 
parent fossil remains, gave 3.487 per cent, of phosphoric acid 
(P2 O5). These two samples were also analyzed by Mr. Kastle. 

In the preceding chemical reports several other analyses are 
given of this phosphatic limestone, which underlies the well- 
known rich Bluegrass region, in some of which much larger 
proportions of phosphoric acid are shown. While this valuable 
and essential ingredient of fertile soil appears to be present in 
all the beds of this limestone, the richest layers, which have 
heretofore been examined, are only occasionally found, in irreg- 
ular and limited quantity. 

franklin county. 

No. 2476 — Phosphatic Limestone : "From the Trenton limestone 
formation. Taken from the railroad cut two miles above Frank- 
fort. Collected by W. A. Linney^ February 10, 1884.^' 

A grey rock, brownish-grey on the weathered surfaces, spark- 
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ling with minute, irregular crystals, and containing small frag- 
ments of fossil shells. By the molybdic process this gave 4.029 
per cent, of phosphoric acid (P2 O5). 

FLOYD COUNTY. 

No. 2477 — Coke: ''From coal of Judge Layne s coal bed, half 
way between Prestonsburg and Pikeville, Floyd county. Coked 
by R. C. Ballard, fafiuary 2g, 1884. (42 Aours.) 

A bright, firm, irregularly columnar coke. (Some pieces of 
shale in the sample.) 

Composition (Air^ried). 

Moisture and volatile matters 0.60. 

Carbon in the coke 94.70 

Beddish-brown ash 4.70 

Total 100.00 

Its percentage of sulphur is 0.886. 

Quite a good, pure coke. 

HARLAN COUNTY. 

No. 2478 — Bituminous Limestone: ''From Poor Fork of Cum- 
ber land river, half a mile from Creech Post-office, Geological 
position, near the line between the lower coal measures and the 
unproductive. Collected by R. C Ballard, December, i88j.** 

A dull, fine-grained, grey-black limestone, containing whitish 
fragments of fossil shells. 

Composition {Air^ricd). 

Lime carbonate 69.00 

Magnesia carbonate 1.82 

Alumina, iron oxide, etc 4.80 

Soluble silica 1.38 

Insoluble silica and silicates • 16.86 

Bituminous matter, moisture, etc < 16.64 

ToUl 100.00 

Alkalies, etc., not determined. 

It is probable that this limestone may give hydraulic cement, 
if properly calcined. 

Coals of Harlan County, 

No. 2478 {a) — Coal: ''From thirty miles above Mt. Pleasant, 

(9^ 129 
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an right hand fork of Clover creek of Cumberland river, Har- 
Ian county. Upper coal measures. Collected by R. C. Ballard^ 
Augtist 289 1884. Coal six feet ten inc/ies thick to sandstone 
roof:' 

A bright, firm, pure-looking coal. No pyrites and but little 

fibrous coal apparent. Very imperfectly laminated. Some 
pieces with ferruginous incrustation. It softens and swells 
somewhat on burning. It approaches bituminous coal in char- 
acter, and would no doubt make very good coke. 

No. 2478 {b) — Coal: ''From Elijah Creech's bank, two and a 
half miles above the mouth of Looney creek of Rock Fork of 
Cumberland river, Harlan county. Upper coal measures. Col- 
lected by R, C Ballard, August 2j, 1884. The sample was 
taken from the upper seventy-one and a half inch layer ^ which 
is separated by a two inch parting from a lower six inch layer 
of coal. * ' 

A bright, pure-looking coal ; of irregular cuboidal and lamel- 
lar fracture. Contains .some little fibrous coal and a small 
quantity of fine granular pyrites between the irregular lamellae. 
Softens and swells somewhat in burning. Would doubtless 
make good coke. 

No. 2478 {c) — Coal : '^From head of Wallens creeks five miles 
from t/ie Cumberland river, Harlan county. Collected by 
by R. C. Ballard, August i, 1884. Tlie sample was taken from 
tlie tipper eighty-six inch layer only, which had a sfnall clay 
parting nineteen inches from its bottom. Another five inch 
layer of coal ^ separated from the above by a seven inch clay part- 
ing, lies under this thick layer.'' 

A pure-looking, bright coal ; not easily cleaving into irreg- 
ular laminae. Shows veiy little fibrous coal and no apparent 

pyrites. 
130 



CHEMICAL REPORT. 



285 



COMPOSITION OP THESE HARLAN COUNTY COALS. 

(Air-dried.) 



Specific grayitj 

Hyerosoopie moisture 

Yo&tile combustible matters 

Coke 

Total 

Total volatile matters 

Carbon in the coke 

Ash 

Total 

Character of the coke ' ' \ 

Color of the ash | 

Percentage of sulphur 



No. 2478 


No. 2478 
(b.) 


1.264 


1.198 


2.60 
86.60 
61.80 


1.46 
85.84 
68.20 


100.00 


100.00 


38.20 

58.60 

8.20 


86.80 

61.80 

1.40 


100.00 


100.00 


Dense 
spongy. 

Lt. purp. 
grey. 

0.491 


Dense 
spongy. 

Lt. purp. 
grey. 

0.497 



No. 2478 
1.807 



2.20 
85.10 
62.70 

100.00 



87.80 

66.70 

6.00 

100.00 



Spongy. 

Grey 

buflf. 

0.818 



These coals, of the so-called splint or semi-cannel variety, 
are remarkably pure and good, more especially 2478 (a) and 
2478 (6)y containing quite a small proportion of sulphur and 
leaving much less than the average amount of ash; indeed, 
among the hundreds of samples of Kentucky coals which have 
been analyzed during the progress of the Geological Survey 
only seven gave as small a proportion of ash as No. 2478 (6). 
These coals would no doubt yield coke of best quality, and 
prove admirably suitable for the smelting and working of iron. 



HOPKINS COUNTY. 

No. 2479— Coke: ''From Crab Tree coal. {Coal No, 12.) 
Coked in an open fore, out of slack coal. The slcuk was not 
picked or washed y but taken as it came through the screen bars. 
Sample sent by F. S. Isley, Dawson, Hopkins county. Received 
April, 1884:' 

A firm, bright, cellular coke. Some small fragments of shale 
in the sample. 
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Composition (Air-dried). 

Moisture and volatile matters expelled on ignition 1.70 

Fixed carbon 81.10 

Purple-grey ash 17.20 

Total 100.00 

Its percentage of sulphur is 4.35. 

No doubt a much better coke could be made of this slack 
after it has been properly washed. 

LAUREL COUNTY. 

No/ 2480 — Coke: ''Made of coal sent from Pitmatis Station, on 
the Knoxville branch of the Louisville & Nashville Railroad. 
( Peacock Post-office, ) Geological position , lowest bed of t/ie coal 
measures. Coked fanuary 26-2g, 1884, by R. C. Ballard in 66 
hotirs. 

m 

A firm, cellular coke, somewhat irregular in structure. Con- 
tains some shale, and the outside surfaces of some of the pieces 
seem to have been burnt or partly incinerated. 

No. 2481 — Coke : ''From coal sent from t/ie same station as the 
last described sample. Geological position same as that. Coked 
by R. C. Ballard, fanuary 2^-31, 1884, in 42 hours'' 

Resembles the preceding, with less appearance of external 
incineration. 

Composition {Air^dried). 



Moisture and volatile matters lost on ignition 

Fixed carbon 

Ash 



Total 



Color of the ash 



{ 



Percentage of sulphur 



No. 2480 



1.60 

92.20 

6.20 



100.00 



Lt. grey. 



1.000 



No. 2481 



1.80 

89.80 

8.90 



100.00 



Reddish 
brown. 



1.274 



LAWRENCE COUNTY. 

No. 2482 — Coal: ''From Big Wolf Pen Fork of Nat's creek. 
132 
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Average sample from ttie upper three feet. Whole thickness six 
feet six inches. 'Ricliardson coal' Collected by A. R. Cran- 
dally October 22, iSSj^ 

Generally a dull-black coal, imperfectly laminated, showing 
some little fibrous coal, but no apparent pyrites. Contains 
some thin veins and pieces of brighter, blacker coal. Portions 
imperfectly granular in appearance- 
No. 2483 — Coal: ''Ft-om the same locality as the preceding. 

Average sample from the lower three feet. No parting. Six 

inthes at the top of the same quality. Collected by A. R. Cran- 

dall, October 22, 1883!' 

This sample contains more of the bright, black coal of 
cuboidal and irregular fracture than the preceding. Some 
portions are dull black and laminated, with some fibrous coal 
between, but with no apparent pyrites. Ferruginous incrusta- 
tion on some exterior surfaces. 



COMPOSITION OF THESE LAWRENCE COUNTY COALS. 

{Alr-dritd.) 



No. 2482 No. 2483 



Specific gravity ; L424 



Hygroscopic moisture 

Volatile combustible matters . . . 
Coke 



0.40 
31.00 
68.60 



Total 1 100.00 



Total volatile matters 
Carbon in the coke . 
Ash 



Total 



Character of the coke 
Color of the ash • . 
Percentage of sulphur 




L408 



0.40 
30.80 
68.80 



100.00 



31.20 
48.50 
20.30 



100.00 



Friable. Dense. 

Lt purp- 
lish grey 

0.821 
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The large percentage of ash in these coals diminishes their 
value. 

LETCHER COUNTY. 

Coals. 

No. 2483 {a) — Coal: ^^On t/ie land of Wilson Lewis, on Rob- 
erts^ branch of Poor Fork of Cumberland river ^ one mile below 
Partridge postoffice. Lower coal measures. Collected by R. 
C Ballard, September /, 1884. The bed consists of a fifty-four 
inch layer of coal separated, by a two inch partings from an- 
other layer of coal forty-one inches thick, under which is a ten 
inch layer of coal separated by a one inch parting'' 

The sample seemed, from its weathered appearance, to have 
been taken from the outcrop. It softens and swells somewhat 
in burning. 

No. 2483 ip) — Coal: ''From below the two inch parting: same 
bed as the next preceding. Collected by R. C Ballard, Septem- 
ber I, 1884:' 

Seems also to be a weathered sample. Softens and swells 
considerably in burning. 
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COMPOSITION OF THESE LETCHER COUNTY COALS. 

{Air-dried.) 



Specific gravity • 

Hydroscopic moisture 

Volatile combustible matters 

Coke 

Total 

Total volatile matters 

Carbon in the coke 

At h 

ToUl 

Character of the coke 

Color of the ash | 

Percentage of sjiilphur 



No. 2488 


No. 2488 

(6.) 


1.278 


1.225 


2.50 
80.94 
66.66 


2.06 
88.18 
64.76 


100.000 


100.000 


83.44 

57.76 

8.81 


85.24 

59.26 

5.50 


100.000 


100.000 



Dense. 

Lt. buff 
grey. 

0.629 



Spongy. 

Lt. grey 
buflr. 

0.790 



Although giving a little more than the average ash per- 
centage, these coals, containing but a relatively small propor- 
tion of sulphur, are quite good and valuable for most purposes. 

LEWIS COUNTY. 

No. 2484 — Limestone (hydraulic?): '*Sen^ to Mr, Procter by 
Mr. W, J, RzchasoUy of Vanceburg, Lewis cozmtyy 

A dull-grey, fine-granular rock, with faint lines of stratifica- 
tion. Adheres slightly to the tongue. 

Composition (Air-dried). 

Lime carbonate 48.790=27.322 lime. 

Magnesia carbonate 87.482=«1 7.834 magnesia. 

Iron oxide and alumina 2.490 

Phosphoric acid (P2 05) 143 

Potash 490 

Soda 058 

Soluble silica 1.150 

Insoluble silica and silicates 8.850 

Moisture and loss . • .547 

Total 100.000 
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This is a magnesian or dolomitic limestone. Some lime- 
stones of this character yield pretty good hydraulic cement. 
It is stated on good authority that dolomitic limestone, if cal- 
cined at a red heat only, so that the carbonic acid may be driven 
off from the magnesia and not from the lime, will harden under 
water; but if calcined at a white heat, so as to drive off the car- 
bonic acid from the lime, it loses this property. Such cement, 
it is said, is poor and does not bear admixture with sand. 

On the other hand, it is stated on good authority that if such 
limestone be heated high enough to sinter (/. e. to undergo 
partial fusion) for ten or twelve hours — when the magnesia will 
form a silicate — it makes a good cement which may be mixed 
with sand. 

The writer is disposed to believe that this apparent difference 
depends on the chemical composition of the limestone, and that 
the first statement may prove to be correct as to a pure dolo- 
mitic limestone, which contains little or no silica (especially sol- 
uble silica) or alumina and iron oxide and the alkalies ; but that 
the second statement would be verified by properly calcining a 
dolomitic limestone, which, like the one above described, from 
Lewis county, contains these essential ingredients in sufficient 
amount. 

This supposition was rendered probable by calcining some of 
this limestone — first at a moderate red heat, which produced a 
slowly hardening cement which would not bear admixture with 
sand ; then by calcining it at a high temperature ; the result 
of which was a cement which hardened more quickly when 
mixed with water, and became harder when left for some time 
in contact with that fluid than the sample calcined at the lower 
heat.* Whether it would bear admixture with sand was not 
tried. The rock is worthy of a trial on a larger scale. 

LYON COUNTY. 

No. 2485 — Bituminous Limestone: ''From the land of Colonel 
Mac hen, near Eddywille, Lyon county. Is it hydraulic f 

♦Since the above was written, the sample, allowed to remain under water for some 
weeks, then allowed to become dry and again placed under water, became and remained 
very hard, showing that properly managed this rock would make good hydraulic cement*. 
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A dark-slate-colored, compact limestone. Fracture broad 
irregular conchoidal. Does not adhere to the tongue. 

Composition {Air-dried), 

Lime carbonate 85.580=47.925 lime. 

Magnesia carbonate 2.088 

Alumina, iron oxide, etc 680 

Potash 251 

Soda 178 

Silica and insoluble silicates 9.580 

Bitumen, moisture and loss 1.643 

Total 100.000 

This would not probably make hydraulic cement, but it cal- 
cines into very good white lime. 

MADISON COUNTY. 

No. 2486 — Soil (cultivated) : ** Taken to the depth of ten inclus 
below the surf ace ; from land of William Gibsony near Rich- 
mo7id, close to tlie Lancaster turnpike. On tlie upper Hudson 
beds. Collected by Aloritz Fischer, fune 2jy 1884, 

The dried soil is quite friable, of a light umber color. It all 
passed through the coarse seive,* except 2.16 per cent, of small 
ferruginous and cherty concretions. Its silicious residue after 
digestion in acids all passed through the fine seive.f 

No. 2487 — Subsoil (of the preceding, etc, etc): ''Taken from 
ten down to twe7ity inches beloiu the surface^ from the same 
locality, ^^ 

Slightly lighter colored than the preceding, and the clods are 
somewhat more firm. All passed through the coarse seive ex- 
cept 1. 7 1 per cent, of small ferruginous and cherty concretions. 
Its silicious residue all passed through the fine seive except a 
few small quartzose particles. 

No. 2488 — Soil (cultivated): ''Takefi down to te7i inches below 
the surface, on the land of Mr, Steve Walker, near his fann, 
three hu7idred yards to tlie right of Pai7it Lick ttimpike, O71 
black shale format io7t. In a local ^ glade — 7narshy grou7id. Col- 
lected by Moritz Fischer, ftine 20, 18S4, 

♦With G4 meshes to the centimeter square. 
fWith 1000 meshes to the square centimeter. 
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Soil of a grey-black color. Clods friable, containing small 
rootlets. All passed through the coarse seive except about 
0.55 per cent, of small ferruginous concretions. Its silicious 
residue all passed through the fine seive. Soil said to be cold 
and unproductive, but benefited by top-dressing with lime. 

No. 2489 — Subsoil (of the next preceding): ^' Taken from ten 
inches down to the depth of twenty inches from the surface, etc,^ 
etc. {as next preceding).'' 

Subsoil in firm clods ; quite clayey ; of a grey color, mottled 
with orange and red ferruginous or ochreous. All passed 
through the coarse seive except 0.91 per cent, of small ferru- 
ginous concretions. Its silicious residue all passed through the 
fine seive. 

No. 2490 — Soil (cultivated): ''Taken doivn to ten inches below 
tlie surface, on t/ie land of S. Fitzpatrick, near Walnut Mead- 
ow and Big Hill Turnpike, four miles northwest of Berea. On 
middle Hudson beds. Collected by Moritz Fischer^ fune 24, 
1884:' 

Soil of a brownish-yellowish color; clods moderately firm. 
All passed through the coarse seive except 0.21 per cent, of 
very small ferruginous concretions. Its silicious residue all 
passed through the fine seive except very few small quartz 
grains. 

No. 2491 — Subsoil (of the next preceding): ''Taken at from 
ten incites down to twenty inches from tite surface, etc., etc.'' 

Slightly more yellowish and lighter colored than the next 
preceding. Clods firm; mottled with blackish. All passed 
through the coarse seive except 0.36 per cent, of very small fer- 
ruginous concretions. Its silicious residue all passed through 
the fine seive except very few small quartz grains. 

No. 2492 — Soil (cultivated) : '* Taken to the depth of ten inches 
below t/ie surface y on tlie north slope of the College Campus at 
Berea^ more than six htindred feet from tlie glades. On black 
s/tales. Collected by Moritz Fischer, fune 17, 1884." 
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Soil of a dirty brownish yellow color. Clods moderately 
firm. All passed through the coarse seive except 4.93 per 
cent, of small ferruginous and cherty concretions and fragments. 
Of its silicious residue all passed through the fine seive except 
a very few small quartz grains. 

No. 2493 — Subsoil (of the next preceding) : •* Taken at ten to 
twenty inches below the surface; same locality, etc., etc^ 

Slightly more yellowish than the preceding. The coarse 
seive removed from it 3.64 per cent, of small ferruginous and 
cherty concretions. Its silicious residue all passed through the 
fine seive except very few small quartz particles. 

No. 2494 — Soil (cultivated): '^ Taken to tlie depth of ten inches 
beneath the surface, on t/te land of John Davis, three miles south 
of Berea, near the Scaffold Cane road. On t/te Waver ley group ^ 
near tfi£ horizo7t. Collected by Moritz Fischer, June 16, 1884.'' 

Soil in firm clods, of a light greyish yellow ochre color. The 
coarse seive removed from it 8.17 per cent, of irregular frag- 
ments of ferruginous sandstone and ferruginous concretions. 
Its silicious residue all passed through the fine seive except 
very few small quartz grains. 

No. 2495 — Subsoil (of the next preceding) : ''Taken at ten to 
twenty inches below tlie surface ; same locality as that^ etc.^ etc.^* 

The coarse seive removed from it 12.13 per cent, of irregular 
fragments of ferruginous sandstone and small concretions. Its 
silicious residue all passed through the fine seive except very 
few small silicious particles. 
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These soils, taken to depths, severally, of ten and twenty 
inches from the surface, are all from ground which is under cul- 
tivation. Nos. 2486 and 2487 are located on the upper Hudson 
beds. Nos. 2490 and 2491 are on the middle Hudson. Nos. 
2488, 2489, 2492 and 2493 are on black shale, and Nos. 2494 
and 2495 on the Waverley group. 

The richest of all are those located on the upper and middle 
Hudson beds. The soils of both these formations are espe- 
cially rich in potash, lime and magnesia. The upper Hudson 
soil especially excels in its proportion of phosphoric acid, the 
soil of the lower Hudson having a good average only of this 
essential element. These can not fail to be quite productive if 
they are sufficiently drained and properly cultivated. 

The soils Nos. 2488 and 2489 are located, like Nos. 2492 
and 2493, on black shale; but the former — 2488 and 2489 — 
one in a local *^ glade/' so-called — marshy ground, imperfectly 
drained, and contain an excess of clay material and of organic 
matters in a peaty condition, giving it a blackish color and caus- 
ing it to hold much moisture. Both the upper soil and the sub- 
soil are remarkably deficient in lime, and the subsoil is very 
poor in phosphoric acid. Although the upper soil contains a 
very large proportion of potash and enough phosphoric acid, it 
is unproductive because of the want o( lime in its composition 
and its excess of moisture. It is said that top-dressing of lime 
greatly improves it. But thorough drainage, with the use of 
lime and phosphatic manures, will make both soil and subsoil 
fertile. 

Nos. 2492 and 2493, also on the black shale formation, are 
especially deficient in phosphoric acid, and also require lime. 
If they are well drained, the use of phosphatic manures and 
lime will make and keep them productive. 

Nos. 2494 and 2495, on the Waverley group, are poorest in 
phosphoric acid of all these soils. They also want lime. Phos- 
phatic fertilizers, with lime and sufficient drainage, are all they 
require to make them productive with good husbandry. 

All these soils are in a state of very fine division, containing 
no coarse sand or gravel, generally speaking. Hence they are 
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easily penetrated by the aeriform agents of fertility, and hold 
moisture very well, especially when care is taken to keep a suf- 
ficient amount of humus in the soil. * When this is the case, 
and alkalies and lime and magnesia are present in the soil, 
nitrates and other nitrogen compounds are spontaneously pro- 
duced, by aid of the atmospheric agencies, sufficient to furnish 
the essential nitrogen to most field crops. 

Clays of Madison Cotinty, 



No. 2496 — Shaley Clay: ''From land of F. W. Lewis^ two 
miles south of Bobtown, about one hundred yards to the left 
of Big Hill turnpike, almost opposite the blacksmith shop of 
F, IF, Lewis. Bed four to five feet thick. On Niagara shale. 
Sample of the upper ten iftc/ies. Collected by Moritz Fischer^ 
ftine 21, 1884'' 

A laminated clay or soft shale, of a light-grey color on the 
exterior; darker colored and brownish-yellowish-grey in the 
interior. 

No. 2497 — Shaley Clay : **From t/ie same locality as the pre- 
ceding, etc, etc. Sample from ten to twenty inc/ies below the 
stirface. Collected by M, Fischer, etc, , etc. 

Darker colored than the preceding ; of a light olive-green color. 
These clays, analyzed by fusion, etc., showed the following 

COMPOSITION. 
{Air^ried.) 



Silicn . 

Alumina and iron oxide 
Liaie 




Magnesia 

Potash 

Soda 

Water, carbonic acid and loss 



59.000 
♦24.640 
1.456 
1.096 
6.500 
.217 
8.091 



Total : 100.000 



No. 2497 



42.560 

20.980 

8.680 

7.247 

4.819 

.166 

16.548 



100.000 



♦Containin;^ 20.68 per cent, of alumina, etc., and 3.96 per cent, f iron peroxido. 
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A small quantity of titanic acid was found in No. 2497. The 
other sample was not tested for this substance. 

No doubt common pottery ware and terra cotta could be made 
of this clay, ground and properly tempered with water. It con- 
tains too much of potash, lime and iron oxide for a fire-clay. 

If its potash were not in close chemical combination with the 
other elements of this clay, it might be useful as a fertilizer. 
Its only profitable application for this purpose would be to a 
very light sandy soil not far distant from the clay, as it would 
not pay for distant transportation. 

No. 2498 — Plastic Clay: ''From the land of Gordon Glasgow 
slope of Bare Knob, three miles south of Berea, Madison coun- 
ty , Waverley clay, near the Conglomerate, Collected by Moritz 
FiscJier, Jtily /, 1884'' 

A light-grey, plastic clay. Calcines of a light-reddish color^ 
Fuses before the blowpipe. 

COMPOSITION. 



Silica 

Alumina . . . . < 
Iron peroxide . . 
Lime carbonate . . 
Magnesia carbonate 

Potash 

Soda 

Water and loss . . . 



Total 



Air- 
dried. 



CalcuUr 
ted dried 
at212«F. 



48.000 


49.689 


18.880 


19.026 


8,900 


8.982 


L(WO 


♦1.656 


4.088 


14.172 


8.797 


8.827 


.276 


.288 


20.014 


17.410 


100.000 


100.000 



♦Equal to 0.927 per cent, of lime. tEqual to 1.960 per cent, of magnesia. 

This clay could be used for the manufacture of various kinds 
of common pottery ware, terra cotta products, etc. 

No. 2499 — Marly Shale: ''On the land of John Pigg, four 
miles south of Berea, near the road from Berea to the Big Hill 
Turnpike, by tlie way of Bobtown. The locality is called Blue 
Lick. Waverley formation, resting on black shale. Said to be 
a good fertilizer on black shale and Waverley soils. Collected 
by Moritz Fischer^ August i6, 1884'* 
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COMPOSITION. 



Silica 

Alumina and iron oxide , 
Phosphoric acid (P2 06). 

Lime carbonate 

Magnesia carbonate . . . 

Potash 

Soda 

Hygroscopic moisture . . 
Combined water and loss 



Total 



Air- 
dried. 


Calcula- 


ted dried 
at212«F. 


68.440 


69.162 


20.180 


20.890 


a trace. 


a trace. 


.144 


.146 


2.860 


2.289 


3.678 


8.764 


.740 


.747 


1.030 


• . « . 


2.947 


2.920 


100.000 


100.000 



As experience seems to have demonstrated to a certain 
extent, this shale might be advantageously applied as a top- 
dressing to poor, sandy soils. But it would not pay to trans- 
port it to any considerable distance, especially because its potash, 
although in quite notable proportion, would be slowly available 
only, it being in pretty firm combination with the silicates ; and 
moreover, its phosphoric acid is in small proportion. Exposed 
to moisture, frost, and the atmospheric agencies generally, it 
would soon disintegrate into a clay. Pulverized and kneaded 
with water, it would be plastic enough to be used for common 
pottery-ware. 

MONTGOMERY COUNTY. 

No. 2500 — Phosphatic Limestone (?): ''Sample from the top, 
middle afid bottom layer , two feet thick y on the farm of Dr. L. 
C. feffries, northwestern part of Mo7itgomery county, sixty feet 
aboz^e Aaro7i s rim. This rock is used as a building stone. It 
easily splits into thin layers. Seems to be phosphatic, "^^ 

A somewhat granular limestone, irregularly fine-crystalline, 
with a cementing material of a brownish-yellowish-grey color. 
Does not adhere to the tongue. No distinct appearance of 
fossil remains in it. 

Analyzed specially for phosphoric acid, by the molybdic pro- 
cess, it gave only 0.493 P^^ cent, of that substance. 

Soils of Montgomery County, 

No. 2501 — Virgin Soil: ''From the farm of Dr. L. C, feffries^ 
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near Aaron^s run ; taken to the depth of eleven inches. For- 
mation, middle Hudson beds. Timber, largely sugar tree. Col* 
lected by W. M. Linney, May lo, 1884'' 

Soil partly in friable clods, of a light grey-brown color. The 
coarse seive removed from it about 4.6 per cent, of small ferru- 
ginous concretions. Its silicious residue from digestion in acids 
all passed through the fine seive. 

No. 2502 — Subsoil (of the preceding, etc., etc.): ''Takefi 
from eleven to twenty inches beneath the surfaced 

This subsoil is in firm clods. It resembles the next preced- 
ing in color. All passed through the coarse seive except about 
5 per cent, of small ferruginous concretions. 

No. 2503 — Soil : ''From a field seventy-five years in cultivationy 
in t/ie same farm and ridge as the two next preceding samples. 
Taken to the depth of eleven incites. Collected by W. M. Lin- 
ney^ etc.y etc. {Middle Hudson.)*' 



Resembles the next preceding. The coarse seive removed 
from it about 1.9 per cent, of small ferruginous concretions. Its 
silicious residue all passed through the fine seive except one or 
two minute quartz grains. 

No. 2504 — Subsoil (of the next preceding): ''Taken from 
eleven to iiventy ijiches be7ieath the surface. By W. M. Linney^ 
etCy etc,'' 

Partly in friable clods ; color slightly lighter than of the pre- 
ceding soils. The coarse seive removed from it about 6 per 
cent of small ferruginous concretions. All its silicious residue 
passed through the fine seive. 

No. 2 505. — Virgin Soil: Take^i from the first eleven inches in 
depth from a woodland pasture, farm of foshua Owings, 
near the Afount Sterling and Owensville turnpike ; six miles 
from Mount Sterling. Upper Hudson, on tlu Orthis Lynx 
beds. Timber: Blue and white ash, yellow chestnut, red 
and laurel oak, wild cherry, hackberry, black walnut and 
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sugar tree. {All indicate rich soil.) Collected by W. M^ 
Linney, May 7, 1884.^' 

The coarse seive removed from it only about 1.17 per cent, of 
small ferruginous concretions (shot iron ore). Its silicious resi- 
due all passed through the fine seive except a small quantity of 
small white grains of milky quartz of irregular, flattened shape. 

No. 2506 — Subsoil (of the next preceding): ''Taken eleven to 
twenty inches be7ieath the surface^ etc.y etc. Collected by W. M. 
Linney^ etc.^ etc.^' 

Dried subsoil somewhat lighter in color than the preceding. 
Clods small and somewhat firmer. It all passed through the 
coarse seive except only 0.38 per cent, of shot iron ore, etc. 
The silicious residue all passed through the fine seive except a 
small quantity of fine sand of milky quartz, in irregular, not 
rounded particles. 

No. 2507 — Surface Soil : ''From a field cultivated for at least 
seventy- five years ^ on tlie opposite side of the turnpike from the 
preceding soils y on the farm of General Dick Williams. Sam.- 
pie taken to the depth of eleven incfies. Collected by W. M. 
Linney^ May 7, 1884.'' 

The dried soil resembles No. 2505, but is slightly lighter 
colored and more yellowish-brown. Clods small ; not quite as 
friable as the clods of that soil. All passed through the coarse 
seive except about 2.01 per cent, of shot iron ore and small 
fragments of chert. Its silicious residue all passed through the 
fine seive except a small quantity of fine sand of milky quartz^ 
not much rounded. 

No. 2508 — Subsoil (of the next preceding) : ''Taken eleven t& 
twenty i^iches beneath the surface. Collected by W. M. Linney^ 
May 7, 1884:' 

Dried subsoil of a yellowish light-grey-brown color, some- 
what lighter colored than No. 2506. Its small clods are firm. 
All passed through the coarse seive except 1.7 1 per cefit. of 
small shot iron ore. Its silicious residue all passed through the 
fine seive except a small quantity of fine white sand, of grains 
not mu.ch rounded. 
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All of these soils, based on the middle and upper Hudson 
beds, are types of fertile soils. Those on the middle Hudson 
are only slightly more rich in some essential ingredients than 
those on the upper Hudson formation. Their subsoils are richer 
in potash than the surface soils, but phosphoric acid is gener- 
ally in larger proportion than the surface soils. 

MORGAN COUNTY. 

No. 2509— Cannel Coal: ''From Elk Fork of Licking river. 
Average thickness of the bed^ three to four feet. Sample sent 
by Mr. J. M. Bent, November 6, iSSj'' 

A firm, tough, dull black coal, showing imperfect laminations. 
Shows no fibrous coal, but contains a nodule of iron pyrites. 

Composition {Air^ried), 

Specific gravity 1.268 

Hygroscopic moirtare l-^<> \ Total volatile matters 6L46 

Y olatile combuBtible matters . . 50.06 i 

Denwcoke ^g 5 W Cwbon in the coke 40.14 

i Qrey-brown ash ....... 8.40 



Total 100.000 ToUl 100.000 

Percentage of sulphur 1.66 



It appears to be a good cannel coal. 



MUHLENBERG COUNTY. 

No. 2510— Coke : ''Made of a sample of coal sent by the Central 
Coal and Iron Company of Louisville, from the line of C. & 
O. & S. W. R. /?., Muhlenberg county.'* Geological position 
of the coalf No. p, Western coal field. Coke made by R. C. 
Ballard, fanuary 28-30, 1884. {Forty-eight hours.)'' 

Coke bright and fine cellular ; firm ; irregularly columnar. 

C0MPO8ITIOK (Air^rud), 

Mobtore and volatile matters 1.60 

Fixed carbon 90.54 

Furple-brown ash 7.96 

Total 100.000 

Its percentage of sulphur is 2.469. 
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The sulphur, which is rather above the average in good coke, 
may be partly in the ash and partly in the fixed carbon. 

PIKE COUNTY. 

« 

No. 2511-^CoAL: ^' From Big Rock Hollow of Bear Fork of Rob- 
inson creeks Forty or fifty feet above the ihirly-two inch coal. 
Bed^ with sh^fe roof: has twenty-seven and a half inches of coal 
on top^ separate4 by a fire-clay parting of nine inches from the 
lower layer of twenty five inches of coal. Sample collected from 
the upper twenty-seven and a half inch cocU^ by R. C, Ballard. 
October 13, 1883.'' 

Generally a bright, pitch-black coal, irregularly and imper- 
fectly laminated. Contains very little fibrous coal and no appa- 
rent pyrites. 

No. 2512 — Coal : ''From the same bed as the preceding. Sam- 
ple from the lower twenty five inches. Collected by R. C. Bal- 
lard, October 13, 1883.'' 

Resembles the next preceding, but is rather brighter and 
darker colored. Both samples contain much pounded and 
powdered coal. 

No. 2513 — Coal: ''From Big Rock Fork of Bear Fork, a mile 
and a half aiove the mouth where it empties into Robinson 
creek, of Shelly creek. Bed of coal thirty-two inches thick. 
The upper two inches not included in the sample. Collected by 
R. C. Ballard, October 3, 1883:' 

Apparently a weathered sample. Contains much powdered 
coal and some pieces with ferruginous incrustation. Laminated 
structure. Very little fibrous coal and no pyrites apparent. 

No. 2514 — Cannel Coal: "From Bear Fork of Robinson creek 
of Shelly creek. ( Widow May^s cannel coed. ) Bed with thirty - 
three inches of bituminous coal on top, separated by a two and a 
hcUf inch parting from sixteen and a half inches of bituminous 
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coal below, under which lies the cannel coal, thirty-three inches 
thick, with a one to three inch parting. The sample was taken 
excluding the parting. Collected by R. C. BcUlard^ October 12^ 

1883:' 

A laminated cannel coal; coated with clay on the exterior 
surfaces. Appears to be a weathered sample. Shows no 
pyrites. 

No. 2515 — Coal: " Wm. Huirs bank, on the left hand fork of 
Indian creek, about four and a half miles above wliere it flows 
into Shelly creek. Bed, with a sandstone roof, forty-eight inches 
thick ; the lower five inches covered by water, so that this part 
does not appear in t/ie sample. Collected by R. C Ballard, Oc- 
tober 2y, 1 88 J.'' 

A bright, pitch-black, shining coal; irregularly and imper- 
fectly laminated. Shows no pyrites and very little fibrous coal. 

No. 2516— Coal: '^From fackson Newsons bank, on Robinson 
creek, seven miles above where it flows into Shelly creek and 
nineteen miles from Pikeville. Bed with a sandstone roof Up- 
per fifteen inches of coal included in the sample. Separated by 
a seven inch parting, not incltided, from a five and a half inch 
layer of coal, a one and a half inch to zero parting, and a lower 
twenty-four inch layer of coal; all three included in the sample. 
Collected by R. C Ballard, September 2y, 1883'' 

A bright, pitch-black, splint coal ; irregularly laminated. 
Some fibrous coal between some of the laminae, but no appa- 
rent pyrites. 
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COMPOSITION OF THESE PIKE COUNTY C0AU3. 

(Air-dried,) 



Specific gravity 

Hygroscopic moisture 

Volatile combustible matters . . 
Coke 

Total 

Total volatile matters 

Fixed carbon in the coke . . . 
Ash 

Total 

Character of the coke . . . . | 

Color of the ash i 

Percentage of sulphur 



No. 2611 


No. 2612 


No. 2618 


1.294 


1.278 


1.810 


0.40 
88.20 
66.40 


0.40 
84.80 
64.80 


1.60 
80.80 
67.60 


100.00 


100.00 


100.00 


88.60 

62.46 

8.94 


86.20 

60.46 

4.84 


82.40 

62.80 

4.80 


100.00 


100.00 


100.00 


Den^e 
spongy. 

Lt. sal- 
mon col. 

0.642 


Spongy. 

Salmon 
colored. 

0.711 


Dense. 

Dark sal- 
mon col. 

0.666 



No. 2614 



1.298 



2.00 
48.40 
64.60 



100.00 



46 40 

46.80 

8.80 



100.00 



No. 2616 



1.294 



0.60 
88.94 
66.46 



100.00 



84.64 

69.46 

6.00 



100.00 



Pulveru- 
lent. 

Salmon 
colored. 

0.689 



Light 
spongy. 

Reddish 
grey. 

0.876 



No. 2616 



1.811 



1.00 
84.20 
64.80 



100.00 



86.20 

68.90 

6.90 



100.00 



Spongy. 

Grey. 
0.908 



All these are quite good coals; Nos. 2514, 2515 and 2516 
leave the most ash. 



ROCKCASTLE COUNTY. 

No. 2517 — Soil: ''Upper ten inches in depth, from F. W. Hans- 
kifCs farm^ crossing of Scaffold Cane and Ridge roads. On 
the conglomerate formation. Collected by Fischer and Mar- 
gan, fune 14, 1884.'* 

Clods moderately firm, of a brownish - yellow color. The 
coarse sieve removed from it 4.04 per cent, of small ferrugin- 
ous concretions. Its silicious residue all passed through the 
fine sieve except a small quantity of fine quartz sand. 



No. 2518— Subsoil (of the preceding soil): '' Taken at ten to 
twenty inches beneath the surface. By Fischer 6f Morgan, 
June 14, 1884:' 
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Subsoil generally lighter colored than the upper soil ; of a 
light-greyish-yellow color, mottled with reddish. The coarse 
sieve removed from it 1.73 per cent of ferruginous concretions. 

Mo. 25I9~-Soil: ** Upper ten inches in depth, from land of 
Charles Lester; fifty feet above the crossing of the ReedsviUe 
ank Mt. Vernon roads. On St. Louis limestone formation. 
Collected by Moritz Fischer, fune 16, 1884'* 

Soil in moderately firm clods, of a light brick color. The 
coarse sieve removed from it 3.32 per cent, of rounded 
quartz pebbles and ferruginous concretions. The fine sieve 
separated from its silicious residue 0.36 per cent of fine white 
silicious sand. 

No. 2520 — Subsoil: ''Of the next preceding, taken at the depth of 
ten to twenty inches below the surface. Collected by Moritz 
Fischer, June 16, 1884^ 

In moderately firm clods of a handsome dark brick-red color. 
(This and the surface soil might serve as a cheap pigment. 
When calcined, the subsoil becomes of a good Venetian red 
color.) The coarse sieve removed from the subsoil 4.49 per 
cent, of rounded quartz pebbles and small ferruginous concre- 
tion. The fine sieve separated from the silicious residue 0.356 
per cent, of fine white quartzose sand. 
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COMPOSITION OF THESE ROCKCASTLE SOILS. 

(Dried at 212^ F.) 



Organic and volatile matters . 
Alumina and manganese oxide 

Iron peroxide 

Lime carbonate 

Magnesia 

Phosphoric acid (P2 05) . . . 
Potash extracted Dy acids . . . 
Soda extracted by acids . . . . 
Water expelled at 860° F. . . 
Sand and insoluble silicates . . 



No. 2517 



2.794 
5.298 
2.882 
.081 
.127 
.045 
.290 



No. 2518 



8.414 

2.808 

1.892 

trace. 

.045 

.055 

.245 



.889 
88.469 



.217 
92.499 



Total , 99.770 1 100.175 



Hygroscopic moisture 

Potash in the silicious residue . . . . 

Soda in the silicious residue 

Percentage of gravel and concretions 



M75 
.670 
.115 

4.040 



1.210 
.810 
.187 

1.780 



No. 2519 



8.178 
7.694 
8.584 
.112 
.183 
.056 
.211 



.840 
88.951 



99.769 



1.675 
.259 
.040 

8.820 



Character of the soil i Surface ' g^^g^jji 



\ 



soil. 



Surface 
soil. 



No. 2520 



4.606 
11.408 

6.690 
.077 
.185 
.083 
.845 



.808 
77.028 



100.088 



2.900 
.248 
.097 

4.490 



Subsoil. 



These may be considered poor soils, because of their very 
small proportions of phosphoric acid and lime, with the excep- 
tion that No. 2519, the surface soil on the St. Louis limestone, 
contains nearly an average quantity of lime. The proportions 
of sand and insoluble silicates are especially large in the soils 
of the conglomerate formation r and while the proportion of the 
alkalies, potash and soda are small in the silicious residue of all 
four samples, those in the soils of the St. Louis limestone for- 
mation are remarkably so. These latter soils excel in alumina 
and iron oxide, especially the subsoil, which might, if finely 
ground, be employed as a cheap pigment, especially after cal- 
cination. The oxide of iron gives to these their red color, and 
is active in the soil in causing oxidation of vegetable matters 
and in aiding in the production of nitrates. 

Although naturally poor, these soils may be made quite pro- 
ductive by the judicious use of fertilizers, provided they are 
properly drained. Lime, or ground limestone, and phosphatic 
manures would no doubt be found to be eminently useful, to- 
gether with stable manure or other organic material. But con- 
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tinued productiveness would depend on constant application of 
the manures. As is the case in Florida and other southern 
regions, where in some parts the so-called soil and subsoil are 
almost pure quartz sand, although a high productiveness may 
be maintained by the use of manures, the crops require to be 
continually fed by artificial fertilizers. 

In the appendix some analyses of so-called soil from Flor- 
ida are g^ven, for comparison with our rich Kentucky soils, on 
some of which heretofore no manures have been required in 
the production of a long succession of good crops — a happy 
condition for the farmer, which, however, can not last forever, 
except in unusually fortunate localities; as, for instance, on 
the soft rich beds of the Trenton or blue limestone formation. 
Even there the demand made on the soil in the production 
of heavy crops, more especially of tobacco, potatoes and gar- 
den products generally, proves to be greater in the long run 
than the natural supply, and the economy of the systematic 
use of manures and fertilizers becomes an important subject 
of study and practice. 

WARREN COUNTY. 

No. 2521 — Mineral Water: ''Sent June 2, 1884, by Wm. H. 
Btakeley M. /?., of Bowling Green; from a spring owned by 
him, seven miles from Bowling Green, on the Bowling Green 
and Hadley road, named Arcadia Spring. The spring flows 
out of a slaty layer, in about a three-inch stream ^ 

Composition, in 1000 Parts of the Water. 



Iron carbonmte 0.061^ Held in «>lution by car. 

Lime carbonate 042 ^ ^o^ic acid. 

Magnesia carbonate .037 J 

Lime sulphate 144 

Sodium chloride (and trace of carbonate) . . . .020 

Potassium chloride .015 

SiHca .012 

Total saline matters 0.881 in 1000 parte of the water. 

This appears to be a good weak chalybeate water, which 
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should be drank at the spring, as it will not long retain its iron 
carbonate when exposed to the air. 

WHITLEY COUNTY. 

No. 2522 — Bituminous Indurated Clay: ''From a bed about 
five feet thick, which has, near its center, a four inch streak of 
what seems to be iron carbonate containing bright specks of 
pyrites. On the line of the Knoxville branch of the L. 6f N. 
R. R., near Brummitfs Station. Sample sent November 20, 
1883, by Thos. W. Vamon, Esq., Mount Sterling, Ky. 

A soft shale or indurated clay, of a dark slate color, with 
some minute specks of mica, and in one of the pieces an im- 
pression of a reed-like leaf. Breaks in irregular, imperfect lam- 
inae; is soft enough to be scratched by the nail. Does not 
soften much in water unless when pulverized, when it forms a 
very tough, plastic clay. Before the blowpipe it fuses with dif- 
ficulty into a yellowish-grey, blebby mass. 

Composition {Air-dried). 

Snica 64.180 

Alumina 25.860 

Iron oxide 4.820 

Lime • .649 

Magnesia 1.614 

Potash 4.286 

Soda 848 

Water and bituminous matters • . . 9.800 

Total 100.000 

It would answer, no doubt, for the manufacture of stoneware, 
as it burns of a buff-grey color, and many terra cotta and other 
varieties of pottery could be made of it. It contains too much 
potash, soda, lime, magnesia and iron oxide for a fire-clay. 

No. 2523 — Coke: ''Made of coal sent by f. S. Bury, one mile 
from Mahon StcUion, on the Knoxville branch of the L. & N. 
R. R. Whitley county. Coke made by R. C. Ballard, Janu- 
ary 26 to 2g, 1884'' 

A firm, irregularly columnar, fine cellular coke. 
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CoMPOfinoy {Air^dried). 

Hoiftare and volatile mattert ezcladed at a red beat 2.00 

Fixed carbon 94J0 

Ligbt brick-colored asb 8.20 

Total 100.00 

Tbe percentage of sulpbur is 0.849. 

This appears to be a very good coke. 

No. 2524 — Coal: ''An average sample from the whole face of 
the main seam, or bed; which is forty to forty four inches thick, 
with a one inch parting, twenty inches from the top. Of the 
. fellico Mountain Coal and Coke Company, Kensee P. O., Whit- 
ley Co., Ky. Collected by A. R. Crandall, fuly 21 ^ 1884^ 

A pure-looking, firm, pitch-black coal, showing very little 
fibrous coal or pyrites ; only one small shining scale was seen 
in the sample. 

CoMPOSiTloy (Air. dried). 

Specific gravity 1.286 

Hygro«jopic moisture ^'^IToUI volatile matters 84.76 

Volatile combustible matters . . 82.86 i 

Spongy coke jg 34 i <^"'~" '"*''* <=°''« ««-^° 

( Light brownisb-grey asb .... 2.14 

Total 100.00 Total 100.00 

Percentage of sulphur 0.700 

A remarkably good and pure coal. 

Other analyses of co^l and coke of the Jellico Mountain Coal 
and Coke Company from a neighboring region in Tennessee 
are given in the preceding Report. (See Nos. 2456, 2457, 2458 
and 2459.) 
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FLORIDA SOILS. 

No. 2525 — Surface Soil (so-called) : ''From a thrifty Orange 
Grove near Wellwood, Orange county, Florida. Sample 
brought by W. O. Sweeny, M. /?., May 1884'* 

Mostly fine-grained hyaline quartz sand, mixed with a small 
quantity of blackened and partly decomposed vegetable matter. 
Generally of a light-grey color. It all passed through the coarse 
sieve except about 0.8 per cent, of vegetable debris and a few 
larger grains of quartz sand. 

No. 2526 — Subsoil (so-called) : ''Of the preceding to a depth 
of four feet. Sample by W. O. Sweeny, M. D. 

Generally of a brownish-light-grey tint. Contains a small 
proportion of vegetable remains, of which the coarse sieve re- 
moved only 0.35 per cent., leaving a small proportion too finely 
divided to be thus removed. It is mainly composed of fine 
sand of colorless, transparent quartz grains, somewhat, rounded. 
Very few grains of milky and reddish quartz. 

Composition (Air-Dried). 



No. 2525 



Organic and volatile matters 

Alumina, iron oxide and trace of phosphoric acid 

Lime carbonate 

Magnesia 

Potash extracted by acids 

Soda extracted by acids 

Fine quartz sand . . . . , 



Total 



100.858 



No. 2526 



1.075 


0.650 


.895 


.425 


.095 


.070 


.060 


.058 


.100 


n. e. 


.138 


n. e. 


98.995 


99.045 



100.148 



A portion of the soluble ingredients is no doubt derived from 
the fertilizers which had been regularly applied to promote the 
growth of the orange trees, which were just coming into bearing. 

157 



Jli jillilfiiMi 
i |iiJjjiiiiii{fcfj 






lil!lllill!lll!!i!i!lil :; 



II 



Xissr"- 



IP: 



: :B3 :l! :i 



s; 



'Ti:. 



^^^^H^^^^^S^^i^S^^siS-^ ^1 



^SspiiSiSll^imi^ilSsi §^ 



CHEMIOAL REPORT — APPENDIX. 



s 


MJiiir. . 
mmms 

eiiiiiii 
iillllipl 


r>r nut. of lul- 
I'hnt 




Color of tba »b 




c..™.,.r«. 


iiiiiiililii 


A>li .... . 


53§S!lpa3?35i!35 


GarboR In llix 
cuk» 


iiliiiiiiiilMii 


To..lTo1.tfl- 
BltMn. . . . 








buMlblemni- 


lliiii!iSi«lll3il 


■HfBro^t^oplo 


S3a!S''S3!^-!5?3! 


dlK^lftp gr.Tily. 


?a?SS5l5fJ5P,l8J=J 


1 




liiJiiiiii-il 


Kumbci . . . . 


iiiPiiiliiiiiii 



314 



CHEMICAL REPORT ^APPENDIX. 




O 

a 
C 



e 

M 
M 



M 

< 

a 

M 
Pi 



PS 

pi 



o 



P4 

< 
Ft 



I 1 

CO " 

iS. ^ 



e 
e 



e 



o 



a 
e 



•J 



5'-^ 
«C 

► 2 •* 

Bo u 
-a a 

« 



IS 



o A. ' . 









» 

d 






iiir 



".6 
o o 



llllll 

VOOOOO 



Percent 0g« 
•nlphur . . 



of 



• • • • • • 



Color of the aah 





s 






I- 

JO'S 

0^ 



Ash . . 
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Atlle mattere . 
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Number 
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M 
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I 

> 

< 
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■ 

M 
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! 














a 

e 



si 

«o 
go 




Ci^aQ 



('»rb. acid, water 
nnd loee, etc. . . 


14.18 
12.65 
12J6 
15.60 

14.640 
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SXJPPLBMBNT 



TO THE 



APPENDIX TO THE SIXTH CHEMICAL REPORT OF 

THE NEW SERIES, 

Containing Analyses of Coals and Cokes of Recent Collection. 



[N. B. — The numbers follow in regular succession and the 
names of the counties in alphabetical order.] 

BREATHITT COUNTY. 

No. 2527 — ** Coal : G. IV. Nobles, on Lost creek of Troublesome 
creek. Collected by J. M. Hodge ^ February^ 1885. Sample 
of the solid outcrop'^ Breathitt county. 

A pure-looking, pitch black coal. Fracture mostly irregular 
and shining. Very little fibrous coal apparent in it. No appear- 
ance of pyrites. 

No. 2528 — **Coal: Bank at t/ie mill^ Lost creek, on Trouble- 
some.^' Breathitt county. Collected by J. M. Hodge, Febru- 
ary 3, 1885. 

A pure-looking, rather dull black coal ; generally breaking 
in irregular laminae, with some little fibrous coal between, but 
no apparent pyrites, some portions breaking with irregular, 
shining fracture. 

No. 2529 — **Coal: Gough & Company, o7t Kentucky river, 
7uar the head of Big Branch^ Breathitt county. Collected 
by /. M. Hodge, February, 1885. 

Resembles the next preceding. 
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No. 2530 — **Coal: Absalom C. R. Russell^ Russell branch of 
Troublesome creek.'' Breathitt county. Collected February^ 
188 5y by J. M. Hodge, Sample from tlie solid outcrop. 

Seems to be a weathered sample. In rather thin, irregular 
laminae, with ferruginous stains on some exterior surfaces* 

No. 2 5 3 1 — * * Coal : facob Rolbeys^ on Russell branch of Trouble- 
some creek. Breathitt county. Sample from tlu soft outcrop. 
Bed sixteen inches thick'' Collected by f. M. Hodge ^ Febru- 
ary, 1885. 

A weathered sample of what seems to be splint coal. Some- 
what soiled with dirt. 

COMPOSITION OP THESE BREATHITT COUNTY COALS. 

i^Air-dritd.) 



Specific gravity 



Hydroscopic moisture . . . 
Volatile combustible matters 
Coke 



Total 



Total volatile matters . , 
Pixed carbon in the coke 
Ash 



Total 



Character of the coke \ 



No. 2527 



1.863 



L40 
33.90 
64.70 



100.00 



85.80 
51.90 
12.80 



100.00 



Spongy. 



No. 2628 



1.866 



1.40 
36.90 
62.70 



100.00 



87.30 
62.50 
10.20 



100.00 



No. 2629 



1.362 



1.74 
34.06 
64.20 



100.00 



85.80 
63.80 
10.40 



No. 2530 



1.345 



8.80 
86.60 
60.60 



100.00 



89.40 

54.80 

6.80 



100.00 



Color of the ash 



{ 



Percentage of sulphur 



Dark 
grey. 



8.166 



Spongy. 



Dk. pur- 
plish g'y, 



8.488 



Spongy. 



Light 
grey. 



1.808 



100.00 



Dense. 



No. 2581 



1.426 



4.20 
82.40 
68.40 



100.00 



86.60 
62.26 
11.14 



100.00 



Dense 
friable. 



Salmon- 
colored. 



0.875 



VeryVht 
grey. 



0.848 



With the exception of No. 2530, these coals leave rather 
more than the average proportion of ash, and Nos. 2527 and 
164 
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2528 contain a pretty large amount of sulphur, although there 
was no appearance of pyrites (iron bi-sulphide) in the samples 
and but little fibrous coal. This does not prevent the profita- 
ble uses of these coals for ordinary purposes. The weathered 
samples, Nos. 2530 and 2531, have probably lost much of their 
original sulphur by the process of weathering, in which it has 
been oxidated and washed out. It is probable, also, that sam- 
ples taken deeper in the bed, where the coal has not been 
weathered, the proportion of ash will be found to be notably 
less than in these outcrop samples. 

LESLIE COUNTY COALS. 

No. 2532 — Coal: ''Archibald Cornell's, Laurel Fork of 
Lutshin creek, Leslie county. Sample from tite upper and 
lower seams of the solid outcrop,^' Collected by f. M. Hodge, 
February, 1885. 

A portion of the sample has irregular laminated structure, 
showing very little fibrous coal and no apparent pyrites ; another 
portion breaks with irregular fracture and shining surfaces ; is 
pitch black and pure-looking. 

No. 2533 — Coal: ''Archibald Cornell's. Same locality as the 
next preceding. Sample from the middle, bituminous portion, * ' 
Collected by f. M. Hodge, February, 1885. 

Mostly a pure-looking, pitch-black coal, breaking, generally, 
with irregular, shining fracture. Some portions are irregularly 
laminated and more dull in appearance. Very little fibrous 
coal and no pyrites apparent. 

No. 2534 — Cannel Coal: "Archibald Cornell's. From the 
same locality as the preceding samples. Sample from the solid 
outcrop y 

A very tough, dull-black coal. Fracture very flat, imperfect 
conchoidal. No apparent fibrous coal or pyrites. Some parts 
of the sample somewhat soiled with clay. 
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No. 2535 — Coal: ''John Lewis, Cutshin creek. Sample from 
the solid outcrop of the five feet bedj* Collected by f. M. 
Hodge, February, 1885. 

A portion of the sample is in pure-looking, pitch-black frag- 
ments, breaking irregularly, with shining surfaces ; another 
portion is dull-black and irregularly laminated. Very little 
fibrous coal and no pyrites apparent. 

No. 2536— Coal : **y. Pennington s, Cutshin creek. Sample of 
the outcrop of the lower bed. Collected by J. M. Hodge, Feb- 
ruary, 1885, 

A much weathered and soiled sample of what looks like a 
bituminous shale. 



COMPOSITION OP THESE LESLIE COUNTY COALS. 

{Air-dried.) 



Specific gravity 



Hygroscopic moisture . . . 
Volatile combustible matters 
Coke 



Total 



Total volatile matters . , 
Fixed carbon in the coke 
Ash 



Total 



Character of the coke 



Color of the ash 



Percentage of sulphur 



{ 



No. 2682 


No. 2688 


1.243 


1.248 


1.80 
84.60 
68.60 


1.60 
82.06 
66.84 


100.00 


100.00 


86.40 

67.70 

6.90 


88.66 

61.24 

6.10 


100.00 


100.00 


Spongy. 


Spongy. 



Brown 
grey. 



1.055 



Lt. bro*n 
grey. 



0.787 



No. 2684 


No. 2586 


1.266 


1.819 


0.60 
46.80 
64.10 


2.00 
31.00 
67.00 


100.00 


100.00 


46.90 

47.20 

6.90 


88.00 

69.94 

7.06 


100.00 


100.00 


Dense. 


Spongy. 


Lt. bro*n 
grey. 


Nearly 
white. 


0.683 


0.665 



No. 2686 



1.696 



2.20 
26.14 
71.66 

100.00 



28.84 
82.06 
89.60 

100.00 



Pulveru- 
lent. 



Very It. 
grey- 



0.619 



Nos. 2532 and 2533 appear to be quite good coals, with 
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rather small proportions of ash and not much sulphur. As 
they are from the outcrop, it is probable that the coal further 
in the bed will be found to be purer than these samples. No. 
2534 contains quite a moderate quantity of ash for a cannel 
coal, and this may be found to be less in the interior of the 
bed, where the coal has not been weathered. The value of 
the bed, however, depends greatly on its thickness, which is 
not stated in the label. No. 2535 is also a weathered sample, 
as its considerable proportion of moisture indicates. No doubt 
It gives more ash than will be found in the unweathered coal. 
No. 2536, with its very large proportion of ash, seems to be 
only a Bituminous shale, but as it contains about 58. per cent, 
of combustible matters, it may be useful as fuel, in the vicinity 
of the bed, in some cases. Possibly it may be found with less 
ash in the interior of the bed. 

LETCHER COUNTY COAL. 

No. 253 7 — Coal : * * Hardin Sparkmans. Head of Line Fork, 
Letclier county. Sample of the muddy outcrop of tlie sixty^two- 
inch bedy Collected by J, M. Hodge, February, 7, 1885. 

A pure-looking, pitch-black coal. Fracture generally irregu- 
lar; some portions in irregular laminae. No appearance of 
pyrites and very little of fibrous coal. 

COMPOSITION, AIR-DRIED. — SPECIFIC GRAVITY =• 1.321. 

VoSr/oi^Sr^aUers-. i ! \ s^]^ } Total volatile matters = 36.60 

!>«--''«' ^{fifo„"^oi°o?^"al^'^':': : : : ; z 1:lg 

100.00 100.00 

Its percentage of sulphur is ^^ 0.547. 

This appears to be a remarkably pure and good coal. It is 
probable that deeper in the mine, beyond the weathered out- 
crop, the proportion of its ash may be somewhat smaller, while 
its sulphur percentage may be slightly larger. 
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HARLAN COUNTY COAL. 

No. 2538 — Coal : ''On Half-mile branch of Greasy creeks Har- 
lan county, A thirteenfool bed^ with partings. The sample 
taken from the fourteen^ twenty-one ^ and thirty-inch seams of 
the muddy outcrops Collected by f. M. Hodge, February^ 

1885. 

COMPOSITION, AIRpDRIED. — SPECIFIC GRAVITY = 1.605. 

^JPaXSrr matter,-. ! ! \ ^tlo } ^ot-l volatile matters -29.80 

Pulverulent coke ^^-^O j L^ft-r^S". '^''°'! i ! ! ".I n% 

100.00 100.00 

Its percentage of sulphur is =» 0.725. 

No doubt this coal will be found to give less ash deeper in 
the bed, where it has not undergone the process of weathering. 
But, even with its more than twenty-three per cent, of ash and 
moisture, it yet contains more than seventy-six per cent, of 
combustible matters, and hence it may be available for fuel, in 
many cases, in the vicinity of the mine. 

PERRY COUNTY COALS. 

No. 2539 — Coal : ** Head of Leatherwood creek. Sample from, 
the lower three and a half feet of tlie five-and-a-halffootbedy 
Collected by f. M. Hodge, February, 1885, 

A pretty pure-looking sample. Breaking into thin, irregular 
laminae, with some fibrous coal apparent, but no pyrites visible. 

No. 2540 — Coal (Cannel): ''B. F. Grigsbys, right fork of 
Lot's creek'' Collected by f. M. Hodge, February , 1885, 

A pure-looking Cannel Coal. Tough. Fracture very broad, 
irregular conchoidal. 

No. 2541 — Coal: ''Fielding Comb's opening. Dark Fork of 
Lot's creek. Sample from the otdcrop of the four foot bed," 
Collected by f. M, Hodge, February, 1885. 

A much weathered sample of what appears to be a splint 

coal. 
168 
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No. 2542 — Coal: ''Henry Engles bank, Combs' branch of 
Troublesome creek. Sample from the bottom of the bed. Solid 
outcrop y Collected by f. M. Hodge, February 7, 1885. 

A pure-looking coal, generally. Portions irregularly lamin- 
ated, with a little fibrous coal, but no apparent pyrites between. 
Other portions break with irregular cuboidal fracture and shin- 
ing, irregular surfaces. 

No. 2543 — Coal: ''Henry Engles bank. Comb's branch, etc.^ 
etc. Sample from the outcrop of t/te upper two seams of the 
bed. ' ' Collected by f. M. Hodge, February, 1885. 

A much weathered and soiled sample of what seems to be a 
splint coal. 

No. 2544 — Coal: "Elijah Cornell's, on the Kentucky river, 
three fniles above Hazard, Perry county. Sample from the 
upper bed." Collected by f. M. Hodge, February, 1885. 

A somewhat weathered sample of splint coal. Some fibrous 
coal, but no pyrites apparent between the laminae. 

No. 2545 — Coal: " William Sheppard's opening, Oldhouse 
Branch of Leatherwood creek. An average sample from the 
upper seventeen inches. ' ' Collected by f. M. Hodge, February, 
1885. 

A weathered sample of what appear to be bituminous and 
splint coals, which seem to be pretty pure. 

No. 2546 — Coal: "From the thirty-three-inch bed worked at 
Hazard." Collected by f. M. Hodge, February, 1885. 

A pure-looking, pitch-black coal. Fracture generally irregu- 
lar and semi-cuboidal, with bright, shining surfaces. Some por- 
tions laminated, with some fibrous coal, but no pyrites apparent. 

No. 2547 — Coal: "Andrew S/tepherd's, Stony fork of Leath- 
erwood creek" 
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A small sample of pitch-black, pure-looking coal. Fracture 
irregular. No fibrous coal or pyrites apparent. 

(The sample was so small that it may be doubted whether it 
represented the average of the bed.) 
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In the foregoing table it can be seen that coals numbered 
2539, 2541, 2542, and 2545 exceed the average in their propor- 
tions of ash, varying from 16.50 per cent, in No. 2539 to 10 per 
cent, in No. 2541 ; yet all of these may be valuable for fuel if 
there is no competition of purer coals. Some of these samples, 
however, were of the weathered outcrops, and the coals, deeper 
in the beds, may very probably be found to be purer. The 
largest proportions of volatile combustible matters are found in 
the Cannel Coals, Nos. 2540 and 2547, and the greatest amount 
of fixed carbon in the coke is in No. 2546, which, especially as 
it leaves but a very small proportion of ash and contains only 
a moderate quantity of sulphur, would be the best coking coal 
of all these now reported from this county. 

WOLFE COUNTY COALS. 

No. 2547 (^/j.)— Coal : **/. M. Cockerhant's {Hobbs Coal)^ on 
Devil's creeks Wolfe county'^ Collected by J. M. Hodge, Feb- 
ruary, 1885. 

(The whole bed is eighty-one inches thick, in which there 
are four several layers of coal, aggregating sixty-one inches ; 
and three partings of combined thickness of twenty inches.) 

No. 2548 — ''Sample from the upper, twenty four-inch layer of 
the coaiy 

Mostly bright, pitch-black coal. Of irregular fracture, with 
shining surfaces. Some portions are tougher, breaking into 
irregular laminae, with some little fibrous coal, but no apparent 
pyrites between. 

No. 2549 — ''Sample from the middle portion of the bed*' 

This contains more of the laminated or splint cpal than the 
preceding, and rather more fibrous coal. 
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COMPOSITION or THESE WOLFE COUNTY COALS. 

(Air^ried.) 
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No. 2648 


No. 2649 


Specific eravitv 


1.266 


1.282 




• 


HvfFroscopic moisture 


4.70 
88.66 
61.74 


8.40 


Volatile combustible matters 


87.60 


Coke 


69.10 






Total 


100.00 


100.00 






Total volatile matters 


88.26 

69.14 

2.60 


40.90 


Pixed carbon in the coke 


66.70 


Ash 


8.40 






Total 


100.00 


100.00 






Character of the coke 


Spongy. 


Spongy. 




Color of the ash •! 


Nearly 
white. 


Very I't 


k 


purp. g'y 


Percentage of the sulnhur 


0.674 


0.896 







These are very good and pure coals, and, no doubt, are suit- 
able for the manufacture of coke. 



COKES OF THESE WOLFE COUNTY COALS. 

No. 2550 — ''Coke, made from a sample of the coal No. 2548!' 
Collected by /. M. Hodge, February, 1885. 

A light, spongy coke. 

No. 2551 — '* Coke, made of the softer and brighter part of sam- 
ple No, 2$4g!' Collected by /. M, Hodge, 



Nc. 2552 — ''Coke, made of tlie splint portion of coal No. 28 4g. 



i> 
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COMPOSITIOX OF THESE COKES. 

(Air-dried.) 



Moisturo given off at 212^ F. . . . 
Volatile matters given off at red heat 

Fixed carbon 

Ash 



Total 



Color of ash 



Percentage of sulphur 



{ 



No. 2660 


No. 2661 


4.00 

LOO 

89.20 

6.80 


8.90 

.60 

90.00 

6.60 


100.00 


100.00 


Light 


Salmon- 
colored. 


0.606 


0.576 



No. 2652 



2.96 

1.44 

91.00 

4.60 

100.00 



Light 
grey. 



0.608 



These all have the composition of remarkably good and pure 
cokes. 
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Action of lime on soils, remarks on the 134, 135 

Adair County soils, average composition of 109 

Advantages of the chemical analyses of soils 159, 160, 161 

Alabama coals, composition of 249, 250 

Alluvial soils 99 

soils, composition of 108 

Alumina in clay, remarks on 143, 144 

and iron and manganese oxides in limestone, relative proportion in 128 

relative proportion in clays 139 

Alum springs, Boyle county, composition of water from 174, 175 

Analyses of cannel coals 178, 180, 182, 

183, 197, 198, 201, 202, 216, 218, 269, 275, 276, 302, 308 

of clays from Ballard county 17, 19 

of clays from Carter county 181, 182, 277, 314 

of clays from Fayette county 28, 151 

of clays from Fulton county 36-38 

of clays from Graves county 39 

of clays from Hickman county 47-49 

of clays from Kentucky 136-142 

of clays from Madison county 296, 297, 314 

of clays from McCracken county 64 

of clays from Nelson county 67 

of clays from New Jersey 314 

of clays from Whitley county 309, 314 

of coals from Bell county 172, 264 

of coals from Butler county 813 
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of coals from Floyd county 187, 254 
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of coals from Harlan county 285, 813, 322 

of coals from Johnson county 198 

of coals from Knox county 200, 254 

of coals from Laurel county 202, 254 
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of coals from Leslie county 320 

of coals from Letcher county 210,211,256,289,313,321 

of coals from Magoffin county 203, 255 

of coals from Martin county 215, 255 

of coals from Morgan county 218, 256, 802, 818 

of coals from Perry county 225, 825 

of coals from Pike county 227, 256, 805, 818 

of coals from Pulaski county 286, 256 
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Analyses of coals fW>m Whitley coanty 246, 266, 810, 818 

of coals from Wolfe county 826, 827 

of cokes from Connellsville 172 

of cokes from Floyd county 283, 814 

of cokes from Hopkins county 285, 286, 814 

of cokes from Laurel county 202, 286, 314 

of cokes from Martin county 214, 215 

of cokes from Muhlenberg county 802, 814 
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of cokes from Pike county 229, 230, 267 

of cokes from Whitley county 245, 248, 810, 314 

of coke from Wolfe county 328 

of hydraulic limestone from Lewis county 289, 315 

of limestone 10,11,64,58,119,121-126, 

128-181, 133-135. 173-177, 215-216, 242-243, 271, 272, 278-279, 282-284, 316 

of marly shales 28, 60, 52, 67, 

93, 114, 120, 149, 150, 161, 162, 273, 274, 275, 297,298,315 

of mineral waters 20, 62, 112, 166, 

167, 169, 170, 178, 177, 190, 212, 224, 237, 272, 278, 282 

of phosphatic limestone 169, 183, 184, 188, 229, 243, 244, 278, 279, 315 

of soils (See Soils.) 

Anderson County mineral waters, notes on 166 

sulphur water, notes on 166 

Anthracite coal, notes on 163 

Appendix to Ninth Chemical report 261 

Application of lime to soils, results of 168 

Artesian water from Madison county 62 

Ballard County clays 17-19 

mineral waters 20 

soils, analyses of . . 14-16 

soils, average composition of 108 

soils and subsoils, remarks on 16, 17 

Barren County limestones, composition of 119, 120 

lithographic limestone, remarks on 133 

Barytes in Boyle county 178 

Bath County limestones, composition of 121, 122 

soils, average composition of 109,110,111 

Bell County coals, composition of 170-172 

mineral water, composition of 170 

mineral water, notes on 167 

Bennington coke, composition of 227 

Bird's-eye group, composition of the marly shales of 152 

limestones, composition of 125 

limestones of Kentucky, general remarks on 132 

limestone soils, composition of 112,117 

limestones, relative proportions of alumina and iron and manganese oxides, 

etc., in 128, 181 

Bittern water, remarks on marls mixed with 151 

Bituminous shale. Graves county 98 

Black slate clays, composition of 187 
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Black soils, composition of 110 

sulphur water from Alum Springs, composition of 174, 175 

Block coal in Kentucky, notes on 168 

Bluegrass soils affected by drainage ... 101 

soils, composition of Ill, 112 

soil, potash in 107 

Bog ore from Madison county 68, 59 

Boyd County marly shales, composition of 149 

Boyle County, barytes in 178 

composition of alum water of 174 

composition of chalybeate water of 1 74 

composition of epsom water of 176, 176 

composition of salt water of 176 

composition of sulphur water of 174,176 

notes on sulphur water of 166 

notes on salt waters of 167 

coproUtes, notes on 168, 177 

waters from Llnnietta Springs 178-177 

Bourbon County limestones, composition of 124 

Bracken County limestones, composition of 128 

soils, composition of Ill 

Breathitt County, coals from, analyses of 178, 179, 318 

coal from a pure-looking pitch-black coal 317 

Breckinridge County, analysis of marly shale found in 278 

marls, marly clays, and shales, composition of 149, 315 

Broad top (Penn.) coke, composition of 227 

Building stones, general remarks on 132 

Bullitt County limestones, composition of 121 

soils, average composition of 110 

Butler County, analysis of coals from 278, 274, 318 

limestones, composition of 120 

Caldwell County, oolitic limestone from, analyses of 274, 316 

oolitic limestone from would yield whitest lime 272 

Campbell County marly shale, composition of . . 151 

Canncl Coals, composition of 178, 180, 181, 182, 197, 198, 201, 202, 216-218 

of Elliott county, composition of 182, 188 

Morgan county 216-218, 302 

notes on 161, 162 

analyses of three varieties 269 

from Carter county, analysis of 275, 276 

different from other varieties 269 

largo percentage of ash not preventive to manufacture of gas 270 

from Morgan county, analysis of 302 

from Pike county 303 

yield large quantity combustible gas 270 

Carbonate of lime in marls, remarks on 164 

of lime, relative proportion in limestones 127 

Carter County, analysis of marl from 274, 276 

cannel coal from, analysis of 275, 276 

clays from, analyses of 181, 182, 277, 814 
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Carter County, clays from might be advantageously applied to light, sandy soil . . . 271 

fire-clay from, analyses of 277 

fire-clay from compared with clay at New Jersey / 277 

coals from, analyses of 179, 181, 818 

soils, average composition of 108 

composition of limestones of 119,120,182 

composition of phosphatic concretions from 188 

marl from, analyses of 815 

marly shales, composition of 149 

Cauda-galli grit of Madison county 65 

Caustic lime with marls, remarks on 155 

Cement from Boulogne, France, composition of 18 

hydraulic, remarks on 12 

from limestones 188 

Portland, composition of 18 

Chazy limestones, relative proportion of alumina and iron and manganese oxides, 

etc., in 12a-181 

Chemical analyses of soils, advantages of 159, 160, 161 

composition of a fertile soil 106 

conditions of soils 102 

composition of very rich and very poor soils 5 

farming, experiments of Mr. John Prout in 160,161 

ingredients in clays, their infiuence 148 

report on comparative view of the composition of soils, etc 05-156 

report on soils, coals, etc., eighth 1-94 

report, by Dr. Robert and A. M. Peter, ninth 157 

Chemistry of soils, notes on the 159, 160, 161 

Chinese porcelain clays, composition of 189 

China ware or porcelain, remarks on clays for 147, 148 

Cinder or slag, composition of from Greenup county . . 196 

Clark County limestones, composition of 128 

limestones contain rather large proportions of silica 272 

limestones from would probably yield hydrHulic cement 271, 272 

phosphatic limestone from, analysis of 278, 279, 815 

mineral water from 278, 278, 288 

well water, at B. P. Vanmeter's 21 

soils of, analysis of 812 

virgin soil from 277, 278 

Clays of Ballard county 17-19 

bituminous, indurated from Whitley county ; a tough, plastic clay 809 

composition of black slate 187 

from Garter county, analyses of 814 

fire from Carter county, analysis of 277 

from Garter county 181, 182 

from Garter county, good fire-clays 271 

from Carter county might be advantageously applied to light, sandy soil . . 271 

of the coal measures 187, 188 

composition of Chinese porcelain 189 

table of composition of 91, 92, 156, 157 

(German glass-pot 189 



INDEX. 5 

Clays, marls and marly 149, 168 

of the Crab Orchard shale (Clinton) 137 

for crucibles, glass-pots, fire-bricks, etc 147 

eight varieties reported 271 

Fayette county 28, 161 

fire, from Carter county, compared with clay of New Jersey 277 

fire, samples of from Carter county 276, 277 

Fleming county 151 

Fulton county 36- 88 

general remarks on Kentucky fire 143-J48 

Graves county 89 

Hickraiin county 47- 49 

indurated bituminous of Whitley county, could be utilized in common pottery 271 

influence of the chemical ingredients of 148 

Jefferson county 60 

composition of Kentucky clays 136-142 

of Kentucky compared to celebrated clays of New Jersey 271 

from Madison county, analyses of 314 

Madison county 51 

Madison county, remarks on 10 

marly from Fayette county 28 

marly, no promise of any great utility 271 

McCracken county 64 

Middle Hudson 137 

Nelson county 67 

from New Jersey, analyses of 314 

plastic from Madison county, analysis of 297 

plastic of Madison county, could be utilized in common pottery 271 

potters' 136-138 

for pottery, fire-brick, etc., washing of 146 

remarks on alumina in 148, 144 

remarks on sand in 144, 146 

remarks on Stourbridge 145 

Stourbridge 140, 146 

and sands in soils ; their uses 106 

shaloy from Madison county, analyses of 296 

shaloy from Madison county, would make pottery and terra cotta 297 

Tertiary 10,136,139,140,141,142 

and under clay, Trenton 151 

(under) Meade county 150 

from Whitley county, analyses of 314 

Climate, rainfall, etc , affect fertility of soils 100 

Clinton County soils 21- 24 

limestone, composition of 122 

limestone of Madison county 

relative proportion of alumina, and iron, and manganese oxides, etc., in . . 128, 131 

Coals from Alabama 249, 260 

Bell county 170-172 

Breathitt county, analyses of 818 

Breathitt county, a pure-looking pitch-black coal 817 
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Coals, Butler county, analysis of 278, 274 

from Butler county, contains but little ash . 274 

from Butler county, analyses of 818 

Carter county 179, 180, 818 

the composHion off air-dried 92, 98 

Floyd county 186, 187 

Greenup county 40, 41 

from Harlan county 283, 284, 285, 818, 322 

Johnson county 197, 198 

Knox county 190, 200 

coke from Kentucky coal as good as can be made 271 

Laurel county 200-208 

from Lawrence county, analyses of 286,288,313 

Lawrence county 203-206 

from Leslie county, analyses of 319, 320 

from Letcher county, analyses of 206,212,288,289,318,321 

Magoffin county 218 

Martin county 214, 216 

from Morgan county, analyses of 216-218, 313 

Muhlenberg county 121 

from Perry county, analyses of 326 

from Perry county, nine varieties 224, 226, 322, 324 

from Pike county, analysis of 308, 304, 305, 818 

Pulaski county 232-288 

their specific gravity, notes on 162 

splint, adapted to the manufacture of coke 270 

splint, analyses of twelve varieties 269 

table of 254 

Tennessee 250-252 

various Kentucky counties, notes on 161-164 

volatile combustible matters in 1 62 

from Whitley county, analysis 245-248, 810, 818 

from Wolfe county, analysis of 326, 827 

West Virginia 180 

Coal-measures clays, composition of 137, 188 

composition of marly shales of 149 

limestones, composition of 119 

soils of Morgan county, notes on 157 

soils, average composition of 108,109,116 

Coal Slack from Laurel county 201 

Coke, analyses of 172, 243, 245, 270, 283, 286, 286, 314, 316. 828 

from the coals of Martin county 214, 215 

coals and iron ores of Pike county 225-282 

coals and iron ores of Whitley county 245-248 

composition of, from Laurel county 201, 202 

comparative qualities 270 

from Floyd county, analysis of .' 283, 314 

from Hopkins county, analysis of 196,197,285,286,314 

from Laurel county, analysis of 286, 314 

from Lanesville, Garter county coal, composition of 187, 188 
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Coke from Muhlenberg county, analysis of 802, 814 

from Peach Orchard coal 205 

from Pennsylvania, composition of 227 

from Whitley county 809, 814 

from Wolfe county coals, analyses 828 

Composition of (See Analysis) 198 

Comparison of German glass pot-clay 18 

Comparative review of the composition of limestones 1 27-131 

review of the composition of clays 139-142 

views on the composition of soils, limestones, etc 95-156 

view of soils on various geological formations 99-118 

Commercial farmers and fertilizers - 105 

Conglomerate or millstone grit soils, composition -of 109,116 

Conglomerate soils, average of soil and subsoil 266 

relatively poor • 267 

Connellsville coke, composition of 172,227 

Coprolites from Boyle county, notes on 168,177 

from Carter county, notes on 168, 188 

Corniferous limestone of Madison county 56 

composition of . 121 

relative proportion of alumina, and iron, and manganese oxides, etc., in . 128-131 

soils, composition of 110, 117 

Crab Orchard (Clinton) shale clay, composition of 137 

Crittenden County soils 24- 27 

average composition of 109 

limestones, composition of 120 

Cultivation of soils, examples of change caused by 115 

of Morgan county soils 218-221 

Daviess County soils, average composition of 108 

Derivation of Kentucky soils 99 

Devonian shale of Madison county, composition of ... 150 

** Devonian shale," composition of 150 

limestones, composition of 121 

limestone, relative proportion of alumina, iron, and manganese oxides, 

etc., in 128, 131 

phosphatic sandstone in 169 

See Black Shale. 

Drainage, affecting fertility of soils 101 

on black slate soils 101 

Draining soils, methods of 101, 102 

Durability of limestones, remarks on ' 132 

Elliott County cannel coal, composition of . . 182, 183 

Elkhorn coals and coking coals 225-229 

English rain water, composition of 190 

Epsom salt in Madison county 53 

water from Boyle county, composition of 175,176 

Estill County limestones, composition of ... 121 

lithographic limestone, remarks on 138 

Examples of change in composition of soils by cultivation 115 

of composition of foreign soils IH 
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Experiments of Mr. John Prout on chemical farming 160, 161 

Pales' Spring, Boyle county, composition of 176,176 

Fayette County limestones, composition of 128, 124, 126 

marly clay and under clay, composition of 161 

marly day .28 

phosphatic limestone from, analyses of 188, 184, 316 

phosphatic limestones from 282 

salt sulphur water from 27 

soils, composition of Ill, 112 

water, composition of 184, 186 

Ferruginous shale, Madison county 60 

Fertility of soils, the conditions which occur to give . 100, 106 

Fertilizer, remarks on limestone as a 134, 136 

Fertilizers and commercial farmers 106 

Fields, coal, of Letcher county 206 

Fineness of materials of Kentucky soils 100 

of soil material 7 

Fire bricks, crucibles, etc., clays for 147 

bricks, pottery, tiles, etc., preparation of olay for 146 

clay from McCracken county 63 

clays, general remarks on Kentucky 143-148 

Fixed carbon in coke, note on 162 

carbon in coke, percentage of 164 

Fleming County limestones, composition of 122 

marly clay, composition of 161 

soils, composition of Ill, 112 

Florida soils, analysis of 312 

compared to soils of Kentucky 268 

high per cent, of sand .... 267 

subsoil, analysis of 311 

average of soil and subsoil 266 

surface mostly fine-grained hyaline sand 311 

Floyd County coals, composition of 180, 187 

cokes from, analyses of 283, 314 

Foreign soils, examples of composition of 114 

Franklin County limestone, analysis of 29-124 

marly shale and shale 151, 152 

phosphatic limestone from, analysis of 188,282,283,316 

reservoir water, composition of 189 

salt water, composition of 1 00, 1 91 

Fulton County clays 30-38 

marl, composition of 149 

soils 30-35 

soils, average composition of 108 

Garrard County limestones, composition of 121 

soils, composition of ; 112 

General average of the composition of the marls, marly clays, and shales 153 

of the tertiary fire clays 138 

of the tertiary potter's clay 1 38 

remarks on the limestones of Kentucky 132-186 
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General remarks on marls and marly clays • 164-166 

remarks on Kentucky fire clays 148-148 

Geological survey of Pennsylvania, McCreath's analysis of coke 172 

German glass-pot clay, comparison with 18, 139 

Glass-pot clays, composition of German 139 

Grant County limestones, composition of 123 

marls and underclays, composition of 151 

soils, composition of Ill 

Grayson County limestones, composition of . . . 120 

soils, average composition of 109 

marly shales, composition of 149 

Graves County, bituminous shale from 39 

clay 39 

marl, composition of 191 

Greenup County coals 40, 41 

composition of limestone 119, 120 

iron ores, slags, etc., composition of 191-196 

pig-iroiis, composition of 195 

Haddock's cannel coal, composition of 178 

Hardin County limestones, composition of 120 

lithographic limestone, remarks on 133 

soils, average composition of 109 

Harlan County, bituminous limestone from, analysis of 283 

coal from, analysis of 283,284,286,313,822 

limestones from, contains soluble silica, would probably form good 

water cement 272 

limestone from, analyses of 315 

Harrison County iron ore 41 

Headley's coal, Lawrence county, composition of 204 

Henderson County limestones, composition of 119 

soils 42-47 

(Peter), observations and experiments on soils •. . 103 

Henry County indurated marl, composition of 160 

Herron*s can iiel coal, composition of 179,180 

Hickman County clays 47- 49 

sand 49 

soil 49 

Hopkins County, coke from, analysis of 285, 286, 814 

soils, 'average composition of 109 

Hudson, middle, soils, average six soils and subsoils 266 

middle, soils, relative fertility 267 

upper, soils, richness of 267 

river group, composition of limestones of 123 

Humors in soils 103 

Hunnewell furnace, composition of pig-irons from 195 

Hydraulic cement, remarks on ... 12 

cements, remarks on . . . . 183 

limestones, composition of 119-122, 184 

limestones, remarks on 11 

Indurated marl of Henry county, composition of 160 
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Influence of the several chemical ingredients of clay 148 

Introductory letter, comparative review of soils, etc 97 

letter, Eighth Chemical Report 8 

letter, Ninth Chemical Report 167 

Iron, and manganese oxides, and alumina in limestone, relative proportions of . . . 128 

peroxide in clays, relative proportion of 140 

ores, coals, and cokes of Pike county 226-232 

ores of Greenup, Johnson, and Pike counties, note on 164 

ore from Harrison county 41 

ores from Madison county 68- 60 

ores of Johnson county 198 

ores of Whitley county 248 

ores, slags, etc., of Greenup county, composition of 191-196 

Jefferson County clays #^ • • ^0 

limestones, composition of 121, 122 

marly shales, composition of 160 

soils, average composition of 110,111 

Jessamine County soils, composition of 1 12 

Johnson County cannel coals, composition of 197, 198 

coals, composition of * 197, 198 

iron ores, composition of 198 

Kenton County marly shale, composition of 161 

mineral waters, notes on 167, 199 

Kentucky clays, composition of 136-142 

clays, suitable for potting fire bricks 148 

coals and cokes, notes on 161-164 

fire clays, general remarks on 143-148 

limestones, general remarks on 132-136 

limestones, notes on 166 

marble, remarks on 132 

marls and marly clays, composition of 149, 163 

river water from Frankfort 29 

soils, conditions under which formed 6 

Knott's Spring, Boyle county, composition of 176 

Knox County coals, composition of 199, 200 

Lanesville coal, composition of 186 

coal, composition of coke from 187, 188 

Laurel County coals and cokes, composition of 200-203,286,314 

Lawrence County coal from, analysis of 286-288 

coals from, analyses of 203-206, 313 

Leslie County, coals from 319-320 

Letcher County, coals from, analysis of 206,212,288,289,313,321 

Lewis County soils, average composition of 108,111 

hydraulic limestone from, analyses of 289,316 

limestone from, trial of 272 

Lime, relative proportion in clays 140 

remarks on marls with caustic 166 

on soils, results of application of 168 

on soils, action of 106 

Limestones. See analyses of. 
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Linnetta Springs, waters from, composition of 178-177 

Linney's Well, Boyle county, composition of water from 175 

Lithographic limestone, distribution 188 

composition of 120 

remarks on 138 

Location of soils affecting their fertility 100 

Logan County mineral waters, notes on 167 

composition of 212 

soils, average composition of 109 

Loess or bluff from Hickman Bluff" 88 

Lower Hudson beds, composition of the limestones 128 

limestones, relative proportion of alumina, and iron, and manganese oxides, 

etc, in 128-181 

marls and marly shales, composition of 151 

Silurian soils, composition of . . 111,112 

subcarboniferous limestones, composition of 120 

subcarboniferous soils, composition of 109 

Lyon County, bituminous limestone from, analysis of 290, 291 

oolitic limestone from, would yield whitest lime 272 

Madison County artesian water 62 

clays from, analyses of 814 

clays 61 

clays, remarks on 10 

clays from, could be utilized in common pottery 271 

cultivated soils from 291, 298 

devonian shale, composition of 150 

epsom salt in - 58 

ferruginous shale 60 

iron ores 58- 60 

limestones of 54-58, 121, 122 

marly shale from, analyses of 815 

marly shale from, could be used for common pottery, analysis of ... . 297, 298 

marly shales 53 

plastic clay from, analysis of, could be used for terra cotta 296, 297 

soils of, analyses of 812 

soils 60, 61, 110 

soils and subsoils from, analysis*of . • 294 

subsoils from 291-298 

sulphur water 62 

Magnesian limestones, composition of 119-124 

Magnesia in clays, relative proportion of 140 

in hydraulic limestones, remarks on 133 

relative proportion of, in limestones 122 

Magoffin County coals, composition of 218 

Manganese, and iron oxides, and alumina in limestone, relative proportion of . . . 128 

Marls, action and use of, on soils 105 

from Carter county, analysis of 274-275,815 

composition of Henry county indurated . . . 150 

of Fulton county, composition of 149 

of Graves county, composition of 191 
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Marls and ftiarly clays, composition of 149, 163 

and marly clays for pottery 166 

marly clays and shales of Breckinridge county, composition of 149 

marly clays and shales, composition of upper Hudson subcarboniferous . . . 149 

and marly shales of lower Hudson, composition of 161 

and marly clays of Nelson county, composition of 149,160 

of Mason county, composition of 161 

remarks on the use of 166 

Marly clay from Fayette county 28 

from Nelson county 67 

for Portland cement 166 

• 

for points, remarks on 156 

of Fleming county, composition of 151 

and shales, table of composition of • . , 97 

and under clay, composition of, Fayette county 151 

Marly shale of the bird's-eye group, composition of 152 

of Boyd county, composition of 149 

of Campbell county, composition of 161 

of Carter county, composition of 149 

of Franklin county, composition of 151, 152 

of Grayson county, composition of 149 

of Jefferson county, composition of 150 

of Kenton county, composition of 151 

and shales of lower subcarboniferous, composition of 160 

of Madison county 52 

of Owen county, composition of 151 

of Pulaski county, composition of 237 

of Union county, composition of 149 

and shale of the upper Hudson, composition of 150 

and under clays of Grant county, composition of 151 

Marion County soils, average composition of 110 

Martin County cokes and coals, composition of 214, 215 

Mason County limestones, composition of 123 

marl, composition of 151 

soils, composition of 112 

McCracken County fire clay 63 

soils, average composition of 108 

subsoil 64 

Meade County under clay, composition of 150 

Menifee County lithographic limestones, remarks on . 133 

Mercer County limestones, composition of 124, 126 

limestones, composition of 215, 216 

Methods of draining soils 101 

Method of soil analvses 7 

Middle Hudson beds, composition of the limestones of 123 

clays, composition of 137 

marls and marly clays, composition of 151 

Mineral Waters, analysis of . . . .166,169,170,173-177,190,212,224,248,272,278 

of Anderson county, composition of 169 

of Anderson county, notes on 166 
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Mineral Waters, No. 2,476, Arcadia Spring 287 

from Ballard county 20 

of Bell county, composition of 167, 170 

from Clark county, analyses of 278, 278, 282 

elements of fertility to soils 104 

notes on the use of 168 

of Ohio county, notes on 166 

from Warren county, analysis of 808 

Monroe County soils, average composition of 109 

Montgomery County, phosphatic limestone from, analyses of 815 

photjphatic limestone from, contains small per cent, of phosphoric acid . . . 298 

soils from, analyses of 801, 812 

soils and 8uhs(Als from 298, 299 

Morgan County, cannel coal from, analysis of 802 

coals from,, analyses of 216, 218, 318 

soils, composition of 218-221 

soils and subsoils, notes on 167 

Mortars and cements, remarks on 188 

Mud River coal, composition of 221 

Muhlenberg County coal, composition of 221 

coke from, analysis of 802,814 

limestones, composition of 119 

Nelson County limestones, composition of 121,122 

marls and marly clays, composition of 149, 160 

marly clay 67 

phosphatic sandstone • 169,221 

soils 66, 66, 111 

New Jersey clays from, analysis of 814 

Niagara limestone, composition of 121, 122 

limestone of Madison county 66 

limestones, relative proportion of alumina, and iron, and manganese oxides, 

etc., in 128-181 

Nickol's coal bank, Letcher county 206 

Nicholas County limestones, composition of 123 

Ninth Chemical Report, appendix to 261 

bv Dr. Robert and A. M. Peter 167 

number of soils, etc., analyzed and results given in . . 167 

Nitrogen and compounds in soils 104, 106 

in soils, affected by temperature 269 

in soils, variable in quantity 269 

Number of soils, etc., analyzed and results given in Ninth Report 167 

Ocher (yellow) of Pulaski county 232 

Ohio County hydraulic limestones, composition of 119 

limestones, composition of 119 

mineral waters, notes on 106, 224 

Oolitic limestones of Kentucky, remarks on 132 

Organic matters in soils 108 

Owen County limestones, composition of 128 

marly shale, composition of 161 

soils, composition of Ill 
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Paints fh>m marls and marly clay 166 

Peach Orchard coal, composition of 208 

coke, composition of 205 

Peacock coke, Laurel county, composition of 203 

Pennsylvania cokes, composition of 227 

Percentage of carbon in coals, note on 164 

potash and soda in soils . . . , 7 

Perry County, coals from, analyses of 325 

coals from, nine varieties 224, 226, 822, 824 

Peter's Spring, Boyle county, composition of 176 

Peter, Dr. Robert, comparative review of the composition of soils, etc 95-156 

Dr. Robert, Eighth Chemical Report 1-94 

Dr. Robert and A. M., Ninth Chemical report '. 157 

Phosphatic limestone of Fayette county, composition of 183, 184 

limestone, Franklin county, composition of 188 

concretions, from Carter county, composition of 188 

limestone of Spencer county 243, 244 

sandstone of Nelson county 169, 221 

Phosphoric acid in limestones, relative proportion of 129 

in coprolites of Boyle county 178 

in coprolites of Carter county 188 

found in most of the ten varieties of limestone reported 271 

in marls, remarks on 164 

and potash in soil 105 

percentage of, found in blue or Trenton limestone 271 

percentage of, found in hydraulic limestone from Lewis county 271 

percentage of, found in Oriskany limestone 271 

trace of, found in oolitic limestone 271 

trace of, found in marly shale from Buffalo Licks 278 

Physical conditions of soils 102 

Pig-irons from Greenup county, composition of 196 

Pike County, coals from 303, 304 

coals from, analysis of 806, 813 

coals, cokes, and iron ores 225-232 

cokes, comparison of other cokes with 227 

Poorest soils in Kentucky, composition of 118 

Porcelain clays, composition of Chinese 139 

or chinaware, clays for 147, 148 

Porosity of soils 102 

Portland cement, character of 13 

from marly clays 156 

Potash in bluegrass soil 107 

in clays, relative proportion of 140 

amount of, in soils 118 

in marls, remarks on 154 

and phosphoric acid in soils 105 

relative proportion in limestones 130 

and soda, percentage in soils 8" 

in volcanic soil 107 

Potter's clays, composition of 136,137,138 
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Potter's clays, remarks on 148 

Pottery clays from Madison county 61, 62 

firebricks, tiles, etc., preparation of clay for 146 

from marly clays, remarks on 156 

Procter's Well, Boyle county, composition of . 177 

Properties of mineral waters, notes on the 168 

Prout's, Mr. John, experiments in chemical farming 160, 161 

Pulaski County soils 68- 74 

coals, marly shale, and ocher, composition of • . . . . 232-238 

Quartemary (Loess) soils, average composition of 108, 116 

Rain-water of England, Composition of 190 

Relative Proportion of alumina in clays 139, 

of alumina, and iron, and manganese oxides in limestones 128 

of magnesia in clays 140 

of magnesia in limestones 128 

of iron peroxide in clays 140 

of phosphoric acid in limestones 129 

of soda in limestones 180 

of silica in clays 189 

of silica and silicates in limestones 131 

of potash in clays 140 

of potash in limestones 130 

of soda in clays 141 

of sulphuric acid in limestones 129 

Remarks on alumina in clay 148, 144 

on Ballard county soils and subsoils 16, 17 

on clays of Ballard county 17-19 

on clays for porcelain or chinaware 147, 148 

on clays for pottery, firebrick, etc 146, 147 

on Fulton county soils 35 

on the limestones of Kentucky 182-135 

on Madison county limestones 58 

on the sand in clnys 144, 145 

on Stourbridge clays 145 

on Wayne county soils 85 

Renewing of elements to soils 104 

Review of the averages of Kentucky soils 116 

Rich and poor soils, composition of 6, 114 

Rockcastle County, soils of, analyses of 109, 307, 312 

soils and subsoils from 305, 306 

soils 74- 77 

Rotation of crops on soils 104 

Rowan County sandstone, composition of 328 

soils, average composition of • 110 

Russell County soils, average composition of HO 

Saline water from Bell county, note on 167 

composition of 170 

from Bovle county, note on 167 

from Kenton county, notes on 167, 199 

from Logan county, note on 167 
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Saline water, composition of 212 

Salt water from Franklin county, composition of 190,191 

sulphur water from Fayette county 27 

Sand in clay, remarks on 144, 145 

and clay of soils, uses of 106 

from Columbus, Hickman county . . 49 

and pebbles in soils 100 

Sandstone from Triplett's Creek, notes on 238 

from Rowan county, composition, etc., of 238 

phospbatic, in Nelson county 221 

Sandy soils, loose and porous; take wider development than heavier soils 268 

Sedentary soils of Kentucky 99 

Sevres' Royal Porcelain Manufactory, clays used at 148 

Shale, black soils, average of soil and subsoil 266 

black soils, relative fertility of 267 

marly, from Breckinridge county, analyses of 815 

marly, from Buffalo Licks, analysis of 273 

marly, from Madison county, analyses of 815 

marly, from Madison county, could be used for common pottery, analysis of 297, 298 

marly, no promise of any great utility . 271 

and marls of the lower subcarboniferous, composition of 150 

and marl of the Upper Hudson, composition of 150 

See Marly Shales. 

Shelby County soils and limestones, composition of 240-243 

soils and subsoils, notes on • 167, 158, 159 

Silica in clays, relative proportion of 139 

its form in Kentucky soils 8 

and silicates in limestone, relative proportion of 181 

Silicious mudstone, composition of the limestones of 123 

mudstone soils, composition of Ill 

residue ot soils 35 

Silver Creek, the water of 68 

Slack from coal. Laurel county 201 

Soda in clays, relative proportion of 141 

in limestones, relative proportion of 130 

and potash, percentage in soils 8 

Soil analyses, from what number of counties made 6 

analyses, method of 7 

analyses, summary of 6 

following of 104 

from Rockcastle county 305, 806 

surface, from Montgomery county 300 

underdraiuing of, in England 101 

virgin, from Clark county, analysis of 277, 278 

Soils, analyses of, for Kentucky Geological Survey ; proportion of nitrogen unde- 
termined in 268 

the advantages of chemical analyses of 159, 160, 161 

alluvial, composition of 108 

average composition of Quartemary (Loess) 108 

of Ballard county, analysis of the 4-16 
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Soils, their chemical conditions 102 

of Clark county, analyses of 812 

clay and sand in 106 

of Clinton county 21- 24 

composition of the poorest in Kentucky 118 

conditionp which occur to give fertility to 100 

conditions under which were formed Kentucky 6 

conglomerate average of soil and subsoil 266 

conglomerate, relatively poor 267 

of Crittenden county 24- 27 

cultivated, from Madison county 291, 298 

drainage of 101 

examples of composition of foreign 114 

fertile, chemical composition of 106 

their fertility affected by location 100 

the fine divisions of the Kentucky 7 

of Pulton county 80- 86 

of Florida, analyses of 812 

Florida, compared to soils of Kentucky 268 

Florida, high per cent, of sand 267 

Florida, recent, average of soil and subsoil .* . . 266 

Florida subsoil, analysis of 811 

Florida surface, mostly fine-grained hyaline sand 811 

of Henderson county 42- 47 

from Hickman county 49 

Hudson, Middle, average six soils and subsoiU 266 

Hudson, Middle, characteristics of 267 

Hudson, Upper, average six soils and subsoils 266 

Hudson, Upper, richness of 267 

Kentucky, form of silica in 8 

Kentucky, how derived 99 

limestones, St. L., average of soil and subsoil 266 

loose and porous sandy, take wider development than heavier soils 268 

of Madison county, analyses of 812 

Madison county 60- 61 

sub, from Madison county 291-298, 299 

from Montgomery county, analyses of 298,299,801,812 

sub, from Montgomery county 299, 800 

necessary mineral elements of 104 

from Nelson county 65, 66 

nitrogen in, affected by temperature 269 

nitrogen compounds of 104, 106 

nitrogen in, variable in quantity 269 

organic matters in 108 

phosphoric acid and potash of 106 

and phosphatic limestone of Spencer county 248-244 

their physical conditions 102 

from Pulaski county 68- 74 

result of application of lime to 168 

richest in Kentucky, composition of 114 
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Soils, rich and poor, chemical composition of 6 

from Rockcastle county 74-77, 805, 806, 807, 812 

rotation of crops on 104 

sedentary and transported 99 

silicious residue of 86 

of Spencer county, remarks on 159 

and subsoils from Morgan county 167, 218-221 

and subsoils of Shelby county 157,168,169 

and subsoils, table of composition of 258 

summary of the averages of Kentucky 113 

use of marls on 106 

water culture 268 

Waverly, average of soil and subsoil 266, 267 

from Wayne county 78- 86 

of Webster county 86, 87 

weight of, to acre of land 118 

Spencer County phosphatic limestones and soils 243-245 

soils, remarks on 169 

Specific gravity of coals, notes on 162 

St. Bernard Coal Company, coke from 196, 197 

Stourbridge clays, remarks on 145 

Subcarboniferous limestone, composition of .... • 119, 120 

Subsoils (see soils). 

Sulphuric acid in limestones, relative proportion of 129 

Sulphur waters from Boyle county, composition of 174,176 

in coals, note on 162 

in coals, percentage of 164 

water from Madison county * . . . . 62 

waters, notes on 166 

water of Woodford county 248 

Summary of the average of Kentucky soils 118 

of soil analyses 5 

Tables of the comparative review of the composition of limestones 127-181 

Table of the average composition of clays 91,92,186,137 

of the average composition of limestones 126, 127 

of the average composition of marls nnd marly clays 149, 168 

of the average composition of soils 108-118 

of the composition of air-dried coals 92, 98 

of the composition of coals 264 

of the composition of clays 91 

of the composition of Letcher county coals 210,211 

of the composition of limestones 98,119-181 

of the composition of marly clays and shales 92 

of the composition of soils and subsoils 263 

of the composition of the richest soils in Kentucky 114 

of examples of the change of soils by cultivation 116 

of examples of the composition of foreign soils 114 

of the relative proportion of alumina, and iron, and manganese oxides, 

etc., in limestone 128-181 

of the summary of the average Kentucky soils 113 



